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New Ferrocarbo Briquettes are 


the only cupola deoxidizers containing 


an expanding agent, a catalyst and a 


slag activator. Ferrocarbo Briquettes 
enable progressive foundrymen to obtain 
castings that are stronger, denser and 
more easily machinable. In addition, the 
use of Ferrocarbo® promotes more 
thorough deoxidation, improved fluidity, 
greater silicon efficiency, reduced sulfur, 
better manganese recovery, fewer 


scrapped castings. 
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Why Quality Aluminum Casting Company makes 


Quality Aluminum Casting Company of Waukesha, 
Wisconsin has built a reputation based on their 
name—and they’ve done it over a forty year period 
by offering fine precision castings. Their metal: 
quality aluminum alloy ingot— Reynolds 356 Ingot. 

Reynolds 356 Ingot is made from 100% virgin 
aluminum and top quality alloying elements. 
Impurities are held to an absolute minimum, far 
below published specifications. This control of the 
impurities is one of the reasons that our customers 
consistently report remarkable mechanical proper- 
ties, far above standard in many cases. Each fur- 
nace charge is thoroughly cleaned, tested for correct 
chemical content, freedom from gas and oxides, 
grain-refined by addition of titanium and boron and 
then cast by Reynolds own “‘quick-chill’”’ process. 


precision castings with Reynolds Aluminum 356 Ingot 


Commercially acceptable 356 alloy can be made 
with a lot less fuss and bother but we think it is 
worth-while (and our customers whole-heartedly 
concur) to spend the extra time and effort to make 
each cast a metallurgical masterpiece. 

When normally controlled foundry practices are 
used with Reynolds Casting Ingot, each and every 
part made will meet or exceed your highest 
expectations. 

For more information on 
Reynolds Aluminum alloy ingot 
and your free copy of the new 
Reynolds manual, ‘‘Casting 
Aluminum”, write to the Reynolds 
Metals Company, P. O. Box 
2346-FK, Richmond 18, Virginia. 


REYNOLDS ALUMINUM 


Watch Reynolds new TV show “Harrigan & Son’”’, Fridays; 


also ‘‘All Star Golf’, Saturdays—ABC-TV 
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NEW LOW-COST DESIGN | 
MAKES HOT BLAST A REALITY 
FOR SMALLER FOUNDRIES 


Foundry executives operating Brown Hot Blast Air © TEN YEAR LIFE or more for all elevated 


Preheaters in connection with their cupolas report temperature components. 

savings that are unequalled by any other capital im- © HEAVIER TUBE WALL CONSTRUCTION reduces 
provement. One foundry increased their net profits burnouts, metal fatigue, leakage. 

by $30,800 . . . another lowered costs $3.50 per ton @ LESS FLOOR SPACE from vertical, horizontal, 
of castings produced. Such savings are possible—with ceiling, or wall suspension. 

foundries small and large—because Brown Hot Blast © MAXIMUM OPERATING FLEXIBILITY with 
reduces the pounds of coke, stone, alloys, and metallic full modulating temperature control. 

loss while permitting greater use of steel and cast © ELIMINATION OF TROUBLESOME TUBESHEETS 
scrap. Let us show you how to increase your net profit. @ OVER 200 BROWN HEATERS OPERATING TO 


Write for your free Hot Blast Survey Form today! BATE 


MAIL COUPON FOR HOT BLAST SURVEY FORM 


BROWN METALS INCORPORATED 


A Brown Fintube Company Subsidiary 
300 Huron Street ¢ Elyria, Ohio 


Survey Form. 








BROWN METALS INCORPORATED 


A BROWN FINTUBE COMPANY SUBSIDIARY 


300 HURON STREET, ELYRIA, OHIO 
PHONE: FA 3-3291 


Company. 
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indicated here. Diecasting shipments so far this jere’s a comparison of hot blast and standard co ast cupolas, in- 
year also have held up better than those of 
other types compared with 1959. 


cluding a discussion of the advantages and applications of hot blast. 
Watercooled cupolas also are covered—By A. C. BUESING 


Casting Submarine Parts in CO: Process Molds 100 


At Electric Boat Div., General Dynamics Corp., Groton, Conn., production 


of one kind of castings seldom exceeds three and often requires fast delivery. 
CO. molding does the job—By R. H. HERRMANN 


Mineralogy of Molding Sand. .......... 


This article is the first in a series of six on foundry sands. 


It discusses 
the geographical occurrence, composition, and properties of major molding 


103 


sands in the United States—By W. P. WINTER 


Gating of Aluminum Diecastings........ 


The fourteenth article in ovr gating and risering series turns to aluminum 
diecastings. 


It stresses the need for a scientific approach and describes 
how to go about it—By EARLE W. REARWIN 


Anodized or Welded Aluminum Diecastings . . 


A new alloy and vacuum diecasting make possible production of aluminum 


diecastings which can be anodized, porcelain enameled, chrome plated, 
welded, or dip brazed—By JACK C. MISKE 


Die Casting Exposition and Congress...... 


The First National Die Casting Exposition & Congress will be held in Detroit 
Nov. 8-11. Thousands of diecasters will attend to see 80 exhibits and to 
hear 30 techni-al papers in eight sessions. 


Die Casting Congress Technical Program... 118 
Papers cover such general areas as die design, die building, metallurgical 
developments, what lies ahead in diecasting, competition to diecastings, cost 
and profit, quality control, and vacuum diecasting 

Editor: WILLIAM G. GUDE 
Metallurgical Editor: EDWIN BREMER 


Associate Editors: ROBERT H. HERRMANN 


Die Casting Exposition Exhibitors........ 
JACK C. MISKE 


119 
Approximately 80 exhibits will display diecasting machines, dies, die steels, 


casting metals, production and finishing equipment, diecasting supplies, 
diecasting services, and diecastings themselves 
nt Tae Rambler Six To Use Diecast Aluminum Block. . 144 
ADACHIK Diecast blocks are being used for the first time in America by American 
NANCY MADAC Motors Corp. in. its 1961 
Art Editor: DON S. CADOT 


Rambler Classic Six automobiles. Blocks are 
produced by Doehler-Jarvis Div., National Lead Co. 
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BATHTUBS: Few castings com- 
bine the bulk and thin metal sec- 
tions that characterize the bathtub. 
Certainly no other castings of this 
type are produced in quantities 





equal to those of this common 
household item. Need for high 
production has prompted develop- 
ment of highly efficient material 
handling in bathtub foundries, as 
exemplified by the new layout at 
the Universal-Rundle Corp., Cam- 
den, N. J. The accompanying view 
indicates the size of flasks required. 
Look for a description shortly. 


MEETINGS: The fall season of 
meetings of foundry organizations 
is in full bloom. This issue con- 
tains reports on the recent Interna- 
tional Foundry Congress and gath- 
erings of the American Die Casting 
Institute, Steel Founders’ Society of 
America, and the National Found- 
ry Association. Proceedings at seven 
other association meetings and re- 
gional conferences will be detailed 
next month. 


ANNEALING: A variety of equip- 
ment is available for the annealing 
of malleable iron. Volume of pro- 





duction, grades of malleable pro- 
duced, and other factors will dictate 
the selection of the type of fur- 
nace. For a general review of this 
subject, see the December issue. 
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STRIP PRECISION CORES IN SECONDS! FIELD TESTED... PROVEN 


PRODUCTION FOUNDRIES... 


get PRECISION CORES 
at HIGH SPEED and LOW COST 


Another 
ADM FURAN INNOVATION... 


GHEM-REZ “100° 


the foundry industry’s MOST VERSATILE resin 


Not since the introduction of ADM’s CHEM-REZ 
‘‘A-200"’ has a resin caused such excitement among 
foundrymen. 


The speed, accuracy, quality and economy now pos- 
sible with CHEM-REZ ‘‘100”’ is hard to believe with- 
out seeing it perform in your own shop. Start reaping 
the extra profits today ...call your ADM—MAN to 
arrange a demonstration. 


CHEM-REZ “100” 
FITS YOUR CURING SYSTEM 


Although developed for hot box application, this resin 
is exceptionally versatile . . . can be used in dielectric 
and oven baking systems. Mixtures, of course, vary 
slightly depending upon the curing system. For in- 
stance, in dielectric and conventional systems, it is 
desirable to add small amounts of Archer Cereal, 
Green Bond Western Bentonite, and water to the 
basic mix used for hot box application. 


CHEM-REZ “100” 
NEEDS NO SPECIAL MIXING 
EQUIPMENT 


Mixing of this resin and catalyst into sand is not 
difficult since the resin is a liquid and all sand grains 
quickly and easily coated. Thus, mixing takes only a 
few minutes and existing mullers or mixers can 
be used. 


*In Canada, manufactured and sold under the trade-name, ADMIREZ “100”. 


_. PSI TENSILE STRENGTH 


CHEM-REZ “100” 
PERMITS USE OF MOST SANDS 


Sand grain sizes and structures are not particularly 
critical. Silica sands not exceeding .3% clay content 
and within the grain size range of AFS 50 to AFS 100 
are preferred. Fairly fine sands can be used for the 
hot box process without inducing gas problems as 
indicated on Chart B. Chart A shows tensile strengths 
attained with several different types of sands. 
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CUBIC CENTIMETERS OF GAS PER GRAM OF SAND 


+ PHENOLIC RESIN COATED 
SHELL SAND 


STANDARD FOUNDRY 
CORE OIL MIX 


©-\ LIQUID UREA RESIN MIX 


A 
_ 


<= 
‘a CHEM-REZ “100” HOT BOX 


MIXTURES: 
8 c 








Binder. . . .| 3.0%| 2.0%| 0.7%| 1.0% 
Cereal. ...) — — |1.1%,) 1.0% 
Catalyst . . .|/0.45% 0.4%; — _ 

Water ..../ — — | 2.2%) 2.2% 


TIME & TEMPERATURES 


60 s. | 60 s. |30 m.| 60 m. 
Temperature | 450°F/450°F| 375°F| 450°F 
































4 4 4 + 
ae t u T 


30 40 50 60 70 
TIME IN SECONDS 





CHEM-REZ “100” 
DOES NOT DEMAND RADICAL 
SYSTEM CHANGES 


With this versatile resin, foundrymen do not have to 
learn a tedious new technology. Mulling, blowing and 
stripping are not critical and do not involve highly 


specialized techniques. Any foundry geared to handle 
wet type core mixtures will have no difficulty adapt- 
ing to CHEM-REZ ‘‘100’’. In using the hot box system, 
however, blowers have to be modified to handle 
heated core boxes. 


CHEM-REZ “100” 
OFFERS SUPER-SPEED 
PRODUCTION 


Blowing the resin bonded mixture into core boxes 
preheated to 400° to 500°F. permits stripping within 
15 to 45 seconds... as soon as a shell is formed on 
the core. At this point the core can be handled while 
the curing continues through chemical reaction trig- 
gered by heat. CHEM-REZ ‘100’’ cores collapse 
completely and shake out fast. 


CHEM-REZ “100” 
REDUCES MATERIAL AND 
PRODUCTION COSTS 


Besides the dollar saving from shorter sand prepar- 
ation and curing cycles, CHEM-REZ ‘100”' reduces 
the cost of the mixture considerably. Cost of the 
resin, itself, is about 30% less than a phenolic resin 
for shell core production. Furthermore, less resin is 
used and no release agent is needed for hot box 
application. High strength of the cores reduces core 
scrap. Chart C reveals basic time-cost comparisons 
between typical CHEM-REZ ‘‘100"’ Hot Box Cores 
and Phenolic Shell Cores. 


CHART “C” | 
TIME-COST COMPARISON PROVES PROFIT POTENTIAL OF CHEM-REZ ‘‘100” 


PROCESS 


CHEM-REZ ‘‘100”’ 
HOT BOX PROCESS 


RESIN 


CHEM-REZ “100” 
PRODUCES HIGH QUALITY 
CORES AND CASTINGS 


Hot box cores made with this resin have an extra- 
hard, smooth, moisture resistant finish. They are 


CHEM-REZ “100” and CHEM-REZ “‘A-200”... 
DEVELOPED, MANUFACTURED and DISTRIBUTED BY: 


COST OF 
; COST OF TYPICAL 


Release Agent f ray: 
€ f | 
| | 
| 


PHENOLIC RESIN 
SHELL PROCESS 


SAND 
PREPARATION 
MIXTURE TIME 


dimensionally stable, non-thermoplastic, and will not 
warp or sag. During pouring, these cores are highly 
resistant to metal penetration, erosion and veining. 
Their high strength, low gas content and fast shake- 
out properties make them ideal in the production of 
intricate automotive type castings such as manifolds 
and water jackets. 


**East and North of Kansas City. Price subject to change without notice. 


Aarcher-Byaniels-Miidland company 


| 
FEDERAL FOUNDRY SUPPLY DIVISION - 2191 West 110th Street - Cleveland 2, Ohio 
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Cores may be efficiently moved to and from the baking ovens and then on to 
checking benches via an R-W “ZIG-ZAG” Conveyor. Eliminates hazardous 
lifting and danger of costly breakage. 


CONTINUOUS POWER it 
CONVEYORS Sr abate ett rang rete 


die castings from the casting operation through cleaning, grinding and check- 
ing stations and on to shipping. Smooth continuous product flow speeds-up 
production; eliminates costly bottle-necks. 


Speed-up production, cut handling costs, eliminate 
breakage and increase profits with an R-W "ZIG- 
ZAG” Conveyor. Unit loads of up to 125 Ibs. are 
carried up, down, in, out and around at a speed 
to meet your particular requirement. They are 
strong, flexible, efficient and safe... all moving 
parts of the chain are fully enclosed and protected 
from dirt and dust. “ZIG-ZAG” conveyors are eco- 
nomical to purchase ... economical to operate and 
maintain ... economical to install. May be installed 
and later expanded or altered by plant personnel. 
Write today ... request Catalog A-93R. 


FOR FAST, SAFE LADLE HANDLING 
Reduce handling costs safely and speed-up production with R-W 
Crane and Monorail Conveyor Systems. Whether you need a 
single unit for a specific job or a complete system, R-W cranes 
and Monorail Conveyors provide smooth, safe ladle handling 
plus 100% utilization of the pouring area. Transfer cranes with 
safety interlocks at transfer points provide flexibility and easy 
handling throughout pouring operations. Let an R-W Sales- 
Engineer show you how R-W equipment can save you time, money 
and maintenance costs. Write today for complete information. 


Richards-Wilcox 


MANUFACTURING COMPANY 


MATERIAL HANDLING DIV ON 


466 W. THIRD STREET, AURORA, ILL. Branches in Principal Cities 
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peration: 


Blast Cleaning 


(one of a series) 


Twin-table Rotoblast hurls 50 tons of 


Here’s why the Pangborn Rotoblast “LM” Table 
Room doubled the capacity of the cleaning depart- 
ment at Harrison Steel Castings Co., Attica, Ind. 


Inside the “LM” Table Room two Rotoblast 
Wheels throw 100,000 lbs. of abrasive at the cast- 
ings every hour. This is blast power at its best. The 
abrasive hurled in a pattern designed to clean 
thoroughly every spot on every casting, even on 
bulky pieces up to 8’ in diameter. 


During the cleaning process, castings rest on a 
rotating work table which increases the efficiency 
of the blast pattern. While one table is in the 
machine, its twin is being loaded outside. This 
makes for quick, continuous operation. 


The tables are accessible from all sides (an exclu- 
sive Pangborn feature). They handle easily and can 
be pushed by hand with little effort. In the loading 
process, their weight is supported by a stationary 


FOUNDRY 
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shot er hour. .. Cleans twice as ast! 


floor pedestal—rather than door hinges—for long 
life and trouble-free operation. 


If the Pangborn “LM” Table Room has doubled 
the capacity of Harrison’s cleaning department, it 
can do the same at your plant. For complete infor- 
mation write to: PANGBORN CORPORATION, 1400 
Pangborn Boulevard, Hagerstown, Maryland. 
Manufacturers of Blast Cleaning and Dust Control 
Equipment—Rotoblast* Steel Shot and Grit. @ 
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Let Rotoblast abrasives cut your cleaning costs. 
A special heat treating process makes Rotoblast Steel Shot 
and Grit solid and tough, so that they can stand up to 
much more punishment than ordinary abrasives. Since 
they last longer, they can make many more passes than 
run-of-the-mill abrasives. Rotoblast Steel Shot & Grit can 
reduce your abrasive replacement costs considerably, and 
thereby decrease your cleaning costs. 


Pangborn 


OF HAGERSTOWN 
9 








SPECIFY 


TIFFIN 





THE TIFFIN FOUNDRY, INC. | 


| greater marketing programs in the 


QUALITY 


““Mark 
of 


orn 


MELTING 
POTS 


There is 
A TIFFIN FOUNDRY 


Quality Melting Pot for 
all Non-ferrous Metal. 


@ IMMEDIATE DELIVERY on all stand- 
ard size melting pots from stock. 


LONGER LIFE—The iron used in our 
melting pots is especially engi- 
neered for its heat and erosion 
resisting qualities. This means 
longer pot life. 


@ REAL ECONOMY—Pound for pound 
of melted metal, it costs less when 
you use Tiffin Foundry Quality Pots. 


SPECIAL POTS available. Send us 
your specifications. 


@ OVER 50 YEARS EXPERIENCE in the 
manufacture of quality pots and 
die equipment. 


SPECIFY the pot with the trademark 
of quality—they are engineered to last. 


DIES, PLUNGERS, NOZZLES & 
BAR STOCK ALSO AVAILABLE 


Write today for complete information. 


TIFFIN, OHIO 
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CENTENNIAL: Members of the 
Steel Founders’ Society at their re- 
cent fall meeting learned that the 
steel castings industry will be 100 
years old next year. If the early 
attention to this event is any indi- 
cation of what is to come, the cen- 
tennial celebration of steel castings 
will be a humdinger. 

At no time were those in attend- 
ance permitted to forget that a birth- 
day is coming up. The invitation 
to the opening reception, sponsored 





by National Malleable & Steel Cast- 
ings Co., was in the form of a paper- 
weight with the centennial design 
(page 166) mounted on a black 
plastic base. On one side of the 
room the central design was pre- 
sented in a large floral display 
made up of approximately 600 
chrysanthemums. The illustration 
above shows the society president, 
Wilson H. Moriarty, National Mal- 


| leable & Steel Castings Co., and the 


_ author of this column with a portion 


of the floral design as a background. 
Mr. Moriarty is on the left. 
Speakers mentioned the centen- 
nial as the basis for several projects, 
and B. P. Hammond, Blaw-Knox 
Co., traced the early history of the 
industry and the society as a back- 
ground to building broader markets. 
From our vantage point, it would 


_ seem that every member of the steel 


castings industry has much to gain 
in really beating the drums for steel 
castings during 1961, 


And this can just be the start for 


years to come. 





To Rockets: Through the kind- 
ness of the boys over at the head- 
quarters of the Gray Iron Found- 
ers’ Society, the editors of Founpry 
were privileged to attend a press 
conference and see the premiere of 
a new promotion movie entitled 
“Rice Bowls to Rockets.” This is 
the first of nine movies and film 
strips dealing with gray iron cast- 
ings prepared by the society under 
the sponsorship of the American 
Coke & Coal Chemicals Institute 
and the merchant coke producers of 
the country. 


The lead-off film is exceptionally 
good, both in concept and execu- 
tion. It is in color, and was devel- 
oped to be of interest to metalwork- 
ing executives, product engineers, 
and the general public. The society 
and the institute are to be congrat- 
ulated. 

The effectiveness of this note- 
worthy marketing project depends 
on the members of the society. If 
every gray iron foundryman will 
see that the film is shown to his 
customers and groups that would 
be interested, the industry will get 
a great deal of mileage out of “Rice 
Bowls to Rockets.” 


Historical Data Needed: Earl J. 
Heydinger, historian, U. S. Depart- 
ment of Interior, Hopewell Village 
National Historic Site, R. R. 1, EI- 
verson, Pa., has sent us an appeal 
for information that is needed in re- 
storing an ironmaking community. 
His request is as follows: 

“While cast house restoration at 
the Hopewell Village site is several 
years in the future, considerable in- 
formation is needed now on fur- 
nishings, flasks, etc. To be more de- 
finite, was a cast house area of ap- 
proximately 3675 sq ft (which prob- 
ably contained a cupola in 1817) of 
sufficient size for effective work by 
16 molders on a single shift? We 
have molding records (all before 
1844) showing production about 
every third day. 

The men were paid $8, 10 and 12 
a ton in the late 1830s, probably 
depending on the difficulty in mak- 
ing the mold. Earlier, in 1816-17. 
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BETTER 


METAL CASTING WITH 


HARBISON- 
WALKER 


REFRACTORY MOLD MATERIALS 


H-W Flintgrain for ceramic shell molds 


H-W FL interaln is an alumina-silica product of high refractoriness having 
very desirable low thermal expansion characteristics. 

The angular grain shape and optimum size distribution make H-W FLInt- 
GRAIN ideal for securing maximum compactness in the mold. It is used with 
special benefit for making ceramic shell molds and for similar applications in 
which dense, compact mold sections of greatest volume stability at all tem- 


peratures are of paramount importance. 
Illustration of angulate shape of 
H-W Flintgrain enlarged x3 


H-W Mullite Grains and Flours for precision molding 


of metals at extremely high temperatures 


These H-W Mullite products by virtue of their high-alumina composition and 
low content of basic oxides are exceedingly refractory. The hard dense grains 
are strong and most resistant to fluxing. Excellent thermal stability accounts 
for their unusual constancy of volume up to their temperature limit. The 
maximum thermal expansion of these mullite products is approximately 0.6 
per cent which is less than half that of silica sand. These are the properties _tiyctrated here is a tupled ta 
which make them especially suitable for precision casting work at high tem- _ part mold in H-W Mullite material 


. “ . made for the precision casting of 
peratures with particular benefit for various non-ferrous and ferrous alloys. a beryilium-copper alloy. 


\, HARBISON-WALKER REFRACTORIES CO. and subsidiaries 


World’s Most Complete Refractories Service GENERAL OFFICES: PITTSBURGH 22, PENNA. 


HW 60-28 
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for ALL 
NON-FERROUS 
ALLOYS 


interchangeable for 
OIL or GAS FUEL 


Foundry Proved for 
Maximum Efficiency! 





TILTING 
CRUCIBLE 
FURNACES 


w trouble-free tilt . . . holds 
in any position 
g@ heavy duty cast iron trunnions sur- 
rounded by roller bearings 
@ precision-machined throughout 


® arrives factory-assembled, factory-tested 
to operating temperature 


@ exclusive Hausfeld swing-top compensates for 
various size top covers 


With crucible sizes from #40 to $400, there is a 
Hausfeld Tilting Furnace to help you boost your 
plant’s efficiency. Write for full details today. 


THE CAMPBELL-HAUSFELD CO., 
300-R Moore St., Harrison, Ohio 


CAMPBELL-HAUSFELD 


METAL MELTING FURNACES 
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molders received $1.75 to $2 a 
stove. The furnace, by tradition, was 
tapped about every 12 hours if pigs 
were produced, which occurred regu- 
larly during stovemaking periods.” 

Mr. Heydinger hopes that his- 
torically minded readers of FounprY 
may be able to help answer many 
questions. If you have any informa- 
tion, why not write to him? 


No Little Plans: Speaking before 
a recent meeting of the Society of 
Business Magazine Editors, Herbert 
R. Mayes, editor of McCall’s and 
one time a business paper editor, 
painted an interesting picture of the 
editor’s opportunities for service and 
responsibilities to his readers. I was 
particularly impressed with the fol- 
lowing paragraph from that talk, 
because it seems to sum up the 
philosophy of Founpry’s editors: 

“Ours is a_ full-time, all-time 
business, a day and night and week- 
end business. It can have no regular 
hours. In the editorial sphere there 
is no room for union minds or union 
thinking. Ours is an empirical busi- 
ness and all is grist to our mill. Each 
day is a challenge, and the editor 
worth remembering never ap- 
proaches his morning desk without 
a full and overflowing measure of 
enthusiasm. 

“Now and then he pauses in his 
rounds and says to himself, ‘Nothing 
is too good for my readers,’ and be- 
lieves it and acts on it, because he 
has limitless faith in the printed 
word. Now and then he pauses in 
his rounds and says to the members 
of his staff, “What ideas have you 
not suggested to me because you 
think I’d dare not use them?’ ” 


The Mayor: We are pleased to 
report on another foundryman who 
is serving his community in public 
office. The Milwaukee Journal for 
Aug. 20 carries a fine article on 
Merlin G. Rostad, president, Rostad 
Aluminum Corp., Grafton, Wis., 
who is serving his second term as 
mayor of Cedarburg, Wis. 


Mayor Rostad entered the foundry 


| after the war as manager of Alumi- 


cast Corp., Chicago. Later he joined 
Meta-Mold Aluminum Co., Cedar- 
burg, and in 1954 started his own 
company. The firm has 60 em- 
ployees, a modern plant, and special- 
izes in permanent mold castings. 
F.G.S. 
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At Kennecott’s new refinery... Win Heroult Electric Furnaces designed 


Copper cathodes are charged into the 13,500 KVA Heroult 90-ton electric arc furnace, one of two at Kennecott Refining’s new plant south of Baltimore. 
American Bridge also fabricated and erected the plant's structural framework. 
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to keep 16,500-ton per month copper melt on schedule 


Kennecott Refining Corporation's electrolytic cop- 
per refinery near Baltimore is the country’s new- 
est—a showplace of efficiency. One reason: a pair 
of 90-ton Heroult electric arc furnaces, each rated 
at 40 tons per hour. 

Of nose-tilt design to facilitate launder pouring, 
they discharge a steady stream of molten copper 
(2150°) which is used in the horizontal casting of 
wire bars and the continuous casting of billets. 
One Heroult is on normal capacity operation while 
the other is a spare for use during relining, when 
the pre-heat furnace is down, or when additional 
production is required. 

Copper cathodes are preheated to about 1400°F 
and door charged into the Heroult arc furnace on 
a peel arm crane. The three-phase power input 
utilizing ultra-high speed mechanical positioning 
for three 20” electrodes with high-speed sensitive 
regulators maintains a constant arc above the cop- 
per bath for uniform temperature casting. 

The two 90-ton Heroult arc furnaces can be 
tilted 40° forward and 15° backward. They feature 
mechanically positioned masts and special water- 
cooled skew-back roof rings that introduce water 
flow at the critical roof juncture to prevent warp- 
age and burn out. 

Whatever your arc-melt problem there is a 
Heroult electric arc furnace design for you. We’ve 
made them from 3 tons to over 200 tons capacity, 
for both swing roof top charge or door charge 
operation. They can accommodate induction stir- 
ring equipment, and can be designed for duplex- 
ing arrangements. And every Heroult is designed 
for maintenance by your own crew. 

American Bridge has a complete electric fur- 
nace service that includes new installation, fur- 
nace modernization and part replacement. We’ll 
be happy to quote on your building needs, too. 


Call our nearest office. 
USS and Heroult are registered trademarks 


American Bridge 
Division of 
United States Steel 


General Offices: 525 William Penn Place, Pittsburgh, Pa, Contracting Offices in New York 
Philadelphia, Chicago, San Francisco, and other principal cities. 
United States Steel Export Company, New York 


This mark tells you a product is made of modern, dependable Steel. 
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Sand handling system built 


around 3 PAYLOADER units 


Davis & Furber Machine Company of North Andover, Mass., 
specializes in manufacturing textile machinery. Since 1952 this 
company has been a continuous user of “PAYLOADER” tractor- 
shovels on its foundry floor. Two Model HA’s (2,000-Ib. tg. 


capacity) handle sand, move materials, remove cupola waste 

the like. Recently the firm added Hough’s new H-25 (shown) to 
its “PAYLOADER” fleet. This unit is used principally during the 
molding operation, bringing sand from storage to supply a 4- 
station sand system. At night it returns the sand from the muller 


to storage. 


You will find that an H-25 
““PAYLOADER”’ tractor-shovel 
will pay for itself very quickly 
in savings alone — 


OPERATING CAPACITY — Its 
2,500-Ib. capacity is 25% great- 
er than has ever been available 
in a tractor-shovel of this size. 
Yet, it shuttles around corners, 
through narrow aisles, door- 
ways and crowded yards, up and 
down ramps with speed and 
safety. 


MECHANICAL FEATURES — 
The H-25 has a full reversing, 
power-shift transmission (no 
clutching) with two speed 
ranges forward and two in re- 
verse, torque converter drive, 


ORS RS RS SE Pe Oe RR SY A OS RE a AT A TT a A 
THE FRANK G. HOUGH CO. Name 


power-steering (6-ft. turning 
radius), power-transfer differ- 
ential and fast, powerful hy- 
draulic bucket control. 


A HOUGH DISTRIBUTOR is 
neatby to show you how the 
Model H-25 or a larger “Pay- 
LOADER” (up to 12,000-Ib, oper- 
ating capacity) can increase 
ro and lower costs on your 
bulk handling requirements. 
Contact him today or return 
the coupon below. 


Fs) THE FRANK G. HOUGH CO. 
LIBERTYVILLE, HINES: Ka 
SUBSIDIARY — INTERNATIONAL HARVESTER COMPANY 








703 Sunnyside Ave., Libertyville, Ill. —_Titie 





C Send H-25 “PAYLOADER" data Company 





( Other “PAYLOADER” units to Street 





12,000 Ib. operating capacity City 
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CALENDAR 
of Meetings 


Nov. 1-3—Material Handling Institute Inc., 
Central States Show, Kentucky Fair and 
Exposition Center, Louisville. 


Nov. 2-3—Investment Casting Institute, annual 
meeting, North Park Hotel, Chicago. 


Nov, 3—American Gas Association, Metal 
Treating Symposium, New Englander Motor 
Hotel, Westport, Conn. 


Nov. 3-4—Michigan Regional Foundry Con- 
ference, Bancroft Hotel, Saginaw, Mich. 


Nov. 8-11—Society of Die Casting Engineers, 
First National Die Casting Exposition & 
Congress, Detroit Artillery Armory, Detroit. 


Nov. 14-16—Steel Founders’ Society, Technical 
and Operating Conference, Pick-Carter Hotel, 
Cleveland. 


Nov. 30- Dec. 2— Metallurgical Society of 
AIME, Electric Steel Conference, Morrison 
Hotel, Chicago. 


Dec. 2—Malleable Founders’ Society, semi- 
annual meeting, Sheraton-Cleveland Hotel, 
Cleveland. ‘ 


1961 


Jan. 9-13—Society of Automotive Engineers, 
International Congress & Exposition, Con- 
vention Center, Detroit. 


Jan. 23-26—Plant Maintenanre & Engineering 
Show, International Amphitheatre, Chicago. 


Feb. 9-10—Wisconsin Regional Foundry Con- 
ference, Schroeder Hotel, Milwaukee. 


Feb. 16-17—Southeastern Regional Foundry 
Conference, Read House, Chattanooga, Tenn. 


Feb. 22-24—Alloy Casting Institute, Midwinter 
Management Meeting, Boca Raton, Fla. 


Feb. 26-Mar. 2—American Institute of Mining, 
Metallurgical, and Petroleum Engineers, an- 
nual meeting, St. Louis. 


March 1-2—Malleable Founders’ Society, Tech- 
nical & Operating Conference, Wade Park 
Manor, Cleveland. 


March 11-14—Steel Founders’ Society of Ameri- 
ca, annual meeting, Drake Hotel, Chicago. 


March 20-24—American Society for Metals, 
Western Metal Congress & Exposition, Pan- 
Pacific Auditorium, Los Angeles. 


April 18-20—Foundry Educational Foundation, 
annual college-industry conference, Hotel 
Statler, Cleveland. 


May 8-12—American Foundrymen’s Society, 
Castings Congress & Exposition, San Fran- 
cisco. 


June 8-9—Malleable Founders’ Society, annua) 
meeting, Broadmoor, Colorado Springs, Colo. 


June 18-20—Alloy Casting Institute, annual 
meeting, Homestead, Hot Springs, Va. 


June 22-24—Penn State Regional Foundry Con- 
ference, Pennsylvania State University, Uni- 
versity Park, Pa. 


Sept. 18-20—Non-Ferrous Founders’ Society, 
annual meeting, Shawnee Inn, Shawnee-on- 
Delaware, Pa. 


Sept. 21—Cast Bronze Bearing Institute, an- 
nual meeting, Shawnee Inn, Shawnee-on- 
Delaware, Pa. 


Sept. 24-26—Steel Founders’ Society of Amer- 
iea, fall meeting, Homestead, Hot Springs, 
Va. 


Oct. 18-20—Gray Iron Founders’ Society, an- 
nual meeting, Royal York Hotel, Toronto, 
Ont. 


Oct. 19-21—Foundry Equipment Manufacturers 
Association, annual meeting, Greenbriar, 
White Sulphur Springs, Va. 


Oct. 23-27—American Society for Metals, Na- 
tional Metal Congress & Exposition, Cobo 
Hall, Detroit. 


Nov. 13-15—Steel Founders’ Society of Amer- 
lea, Technical & Operating Conference, Ho- 
tel Carter, Cleveland. 


Nov. 15-17—National Foundry Association, an- 
nual meeting, Savoy-Hilton Hotel, New York. 
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iglale ms )0-lb. casting at ELECTRIC 
3OAT DIVISION, GENERAL DYNAMICS 


CORPORATION, Groton, Conn. 


The U.S.S. GEORGE WASHINGTON 
America’s first POLARIS-firing A-sub 


RCI Core Binders 


Used in precision castings for America’s A-Subs 


@ Precision castings are critical pieces in ELecTRIC _ that excellent results are obtained. 


Boat’s gigantic A-sub production puzzle. Every 
phase of the project is tightly security-sealed. While 
it is no secret that a variety of A-sub valves, struc- 
tural boxes, gear cases and other components, are 
poured — in aluminum-bronze, manganese- bronze, 
super-nickel and other metals — specifics are un- 
available. One thing’s for sure: castings must be 
perfect! And, it is reported that in operations where 


If you have a core binding problem, chances are 
RCI has already found the answer. Liquid phenolic, 
liquid amino and liquid oleoresinous core binding 
resins, liquid sand conditioners, liquid binders (self- 
curing), and liquid phenolic, powdered phenolic and 
granulated phenolic resins for shell coremaking and 
shell molding are all on the list of RCI Foundry 
Products. Let’s talk about Reichhold resins in terms 


ELectric Boat is using RCI Core Binders, they find —_ of your applications. 


REICHHOLD 


FOUNDRY PRODUCTS 2 


REICHHOLD CHEMICALS, INC., 
RCI BUILDING, WHITE PLAINS, N.Y. 


ca] 


Creative Chemistry... 
Your Partner in 


FOUNDREZ — Synthetic Resin Binders ' 
Progress 


COROVIT — Self-Curing Binders 
coRCiment — Core Oils 

CO-RELEES — Sand Conditioning Agent 
REICOTE — Sand Coating Agent 
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CUT 
LABOR 
COSTS 


& Coleman Dielectric Core Oven in leading plumbing 
with fixture foundry. Direct labor alone reduced by 75%, 
with many other important savings and advantages, 


Coleman Conveyor Core Ovens 


@ Performance records in all types 
of foundries prove that 

Coleman Conveyor Core Ovens 
reduce core department costs 

by as much as 50%! 


Coleman Ovens quickly pay for 
themselves out of direct savings 
in labor, materials 

and reduced casting scrap. 


As builders of the world’s only 
complete line of foundry ovens... 
dielectric or recirculating heat 

. « » We Can recommend, without bias, 
the right oven for 

your particular needs. 





WRITE FOR BULLETIN 54 


Coleman Tower® Core Oven. One of two large installations 
in a major steel foundry. Mechanized handling and baking 
of cores up to 150 pounds at substantial annual savings. 


THE FOUNDRY EQUIPMENT COMPANY e« 1821 COLUMBUS ROAD, CLEVELAND 13, OHIO 


World's Oldest and Largest Foundry Oven Specialists—More than half a century of specialized foundry experience. 








PART OF THE WORLD'S ONLY COMPLETE LINE OF FOUNDRY OVENS 





TRANSRACK OVENS DIELECTRIC CORE OVENS CAR TYPE OVENS JET ACTION MOLD OVENS 
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The cores and this mold for a 426,000 Ib steel casting were made by Mesta Machine Company with 


Venango sand — one of 35 grades of foundry sand available from Pennsylvania Glass Sand 
Corporation. Next time you need sand or silica flour for any casting requirement, contact PGS. 


PENNSYLVANIA GLASS SAND CORPORATION 


INDUSTRIAL SILICA DIVISION PIONEER SILICA PRODUCTS CoO. 


Sales offices in New York, Pittsburgh, St. Louis and Dallas - Plants in Newport, N. J. - Mapleton, Pa. - McVeytown, Pa. - Utica, Pa. - Berkeley 
Springs, W. Va. « Dundee, Ohio - Geauga Lake, Ohio - Phalanx, Ohio - Klondike, Mo. Pacific, Mo. - Mill Creek, Okla. - Brady, Texas. 
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This direct drive—governor controlled, vertical grinder/sander is a 
production booster. It maintains a safe high speed with medium-heavy work 
loads (where most of your grinding is rated). Cleco’s No. 1600 Grinder has a 
high-strength, heat-treated aluminum casing and a built-for-safety, heavy spring 
governor. Its casing is constructed in one-piece, giving you a light weight tool 
that can take the bumping and dropping you know it will receive. This feature 
plus the tool’s inherent low maintenance features will endear the No. 1600 
Grinder to every maintenance department. 


OTHER IMPROVEMENTS INCLUDE: A choice of throttle arrangements... . 
1) Butterfly on-and-off safety throttle; 2) Butterfly on-and-off with throttle 
detention; 3) Standard lever throttle. A dead handle that can be positioned 
from 90° to 120° from throttle handle, or it may be removed entirely for 
close work. A remarkably safe, stainless steel governor that can be custom-set 
to your air pressure. 


CLECO’S No. 1600 Grinder/Sander weighs only 712 lbs., is 7 ins. high, and utilizes 
a 6 in. cupwheel. Available in three speeds: 4500, 6000, and 8000 r.p.m. FOR A DEMON- 
STRATION-TRYOUT, CALL YOUR LOCAL CLECO® REPRESENTATIVE. FOR DESCRIPTIVE 
LITERATURE, WRITE: 


A Division of REED ROLLER BIT COMPANY 
P. 0. BOX 2119 e HOUSTON 1, TEXAS 


IN CANADA: Cleco Pneumatic Tool Company of Canada, Ltd. 
927 Millwood Road, Leaside (Toronto), Ontario 
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NEW ; 
ANSCO INDUSTRIAL | Instructions 


for 


Y-RAY CALCULATOR << As 


SOLVES CEZZEZEZ 
TECHNIQUE 
PROBLEMS 
AT A GLANCE 


Ansco 
Industrial X-Ray 
Calculator 





Here’s an all new calculator 
designed to correlate all fac- 
tors in industrial x-ray tech- 
nique and give working an- 
swers as fast as you can ; 
move the slides. ~ In the shop this new calculator rapidly pro- 

vides information for solving new problems. 


In the classroom it gives students a visual 
working relationship with x-ray exposure 


e PROVIDES COMPLETE INFORMATION | parameters. 
2 Ansco, Binghamton, N. Y., A Division of 
READS ALL ON ONE SIDE General Aniline & Film Corporation. 
e READS FROM TOP TO BOTTOM 


ORDER YOUR 
Solves problems in: ; : ANSCO X-RAY CALCULATOR 


a. exposure determination. i DIRECTLY FROM: 


b. film speed-density relationships. & 
exposure compensation for SOCIETY FOR 


" density changes. 2 NON-DESTRUCTIVE TESTING 
p: oneee re ene scheduling @ 1109 HINMAN AVE., EVANSTON, ILL. 


problems. 





. techniques for multi-thickness specimens. = P RICE $10.00 


. exposure compensation for kilovoltage 
changes. 


. sandwich techniques. 


. density determinations for various metal 
thicknesses. 
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DUCTILITY 
LIKE THIS } 


MACHINABILITY 
LIKE THIS 


a 














Specimens illustrated were supplied by Excelsior Foundry 
Company, Belleville, Illinois, a producer of ductile 

iron castings since 1952. The as-cast specimen at left 

was machined flat from a keel block, then twisted in a 
torsion machine approximately 180° without rupturing. 
The continuous spiral is a cutting from a round ductile 
as-cast specimen turned down on a lathe. 





...- when Chateaugay 
Pig Iron is the base metal 
in ductile iron castings 


The finest spheroidal graphite or ductile types of cast iron 
possess many of the engineering advantages of steel— 
ductility, high strength, toughness, machinability, heat- 
and wear-resistance—when they are produced with 
Chateaugay Pig Iron. 

High total carbon and unusually low manganese, 
phosphorus, and sulphur content suit Chateaugay per- 
fectly for production of high ductility as-cast grades of 
ductile iron. 

Chateaugay’s consistently uniform chemical analysis 
is an important factor in achieving as-cast properties, 
especially ductility. Freedom from excessive amounts of 
subversive elements assures the formation of graphite 
nodules. Additionally, the inherently excellent properties 
of Chateaugay Pig Iron are maintained in the ductile form. 

Castings produced with Chateaugay are of consistently 
high quality with close grain and uniform structure. 
And, because it can be cast without excessive shrinkage, 
adjoining light and heavy sections are filled completely. 
This assures strong, flaw-free castings accurate to pat- 
terns and shapes. 

To assist you in using Chateaugay to best advantage, 
Republic provides a complete foundry engineering serv- 
ice covering all phases of foundry operation — metal- 
lurgical, molding practice, gating, risering, and cupola 
practice. Contact your Republic representative, or mail 
the coupon for prompt service. 


R E P U B L i Cc Ss T E L REPUBLIC STEEL CORPORATION 


Producers of Industry’s DEPT.FO-9106 AR 


: : 1441 REPUBLIC BUILDING + CLEVELAND 1, OHIO 
Most Complete Line of Merchant Pig Irons cs thens-6 Pie beck Benittibine® 


O Send more information on Chateaugay 


i Name Title 


Company 














Address 





City Zone State 
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Read how this Eastern foundry 
got efficient cupola dust control 
at a tremendous saving 


IF you can operate your foundry 
with one cupola, and... 


IF you need cupola 
dust control... 


you're sure to profit from 
Brown & Sharpe’s experience 


Ingenious engineering — including an AAF 
AMERclone dust collector—has transformed an 
obsolete cupola into a modern one at Brown & 
Sharpe foundry . . . at a total cost far less than 
anyone thought possible. Here’s how it came 
about: 

Brown & Sharpe needed effective dust control 
on one of their twin-cupola installations. But due 
to changes in the nature of castings produced, 
they no longer needed the capacity provided by 
both cupolas. 

Selection of the dust collector was no problem. 
The AAF AMERclone is the proved collector for 
complete cupola dust control. Creative engineer- 
ing took over from there. Instead of building a 
cooling tower for the dust collection system, one 
of the cupola stacks was converted into a cooling 
tower and became an integral part of a modern, 
single-cupola installation. 

Thus, Brown & Sharpe transformed an over- 
capacity twin cupola that was creating a dust 


| 


A view of Brown & Sharpe foundry, Providence, Rhode Island. 
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Closeup view of old double cupola after conversion to single 
cupola with AAF dust control. Old cupola at right now serves 
as a cooling tower for system. 





problem into a dust-free single cupola of realistic 
capacity — with an absolute minimum of new 
construction. 

The AAF AMERclone gets the particles that 
cinder catchers miss — the little particles that 
create the big problems. Dust is collected dry, 
simplifying disposal and eliminating possibility 
of corrosion of the collecting system. In many 
installations, one AMERclone handles two 
cupolas alternately, permitting full-time use of 
equipment. 

AAF’s complete line of dust control equipment 
was application-developed, now challenges any 
foundry dust problem. 

If your problem is cupola dust, contact your 
local AAF representative, or write direct for Dust 
Control Bulletin 291. Address: Mr. Robert 
Moore, American Air Filter Company, Inc., 266 
Central Avenue, Louisville, Kentucky. 


In background is single cupola equipped with AAF dust con- 
trol. Before conversion, it was similar to double-cupola 


installation in foreground. BETTER AIR 1S OUR BUSINESS 


Piieetoun Aix Bitter 
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How New QO FURSET Resin Binders 
CUT CORE AND CASTING COSTS 


Look at how QO FURSET can cut the cost of 
your foundry cores while simplifying final oper- 
ations on your castings: 

1. Speed. Cores in 15-30 seconds provide low produc- 
tion cost. Depending upon the size of the core and 
the heat of the box, cores are ready for removal from 
a hot core box in 15-30 seconds. 


2. High Strength. Dry tensile strengths of 350 psi are 
obtained with only 112% QO FURSET on clean sand. 


3. Easy Shakeout. QO FURSET is designed for easy 
shakeout in both ferrous and non-ferrous castings to 
assure low cleaning costs. 


4. Dimensional Stability. Castings can be made to 
closer tolerances with less machining required. 


The 
Quaker Qats 
(Company 


QO FURSET Offers Both Ferrous 


and Non-Ferrous Grades 

QO FURSET Binder A-4090 is designed for use in 
ferrous foundries where hot strength and minimum 
gas evolution are desired. 


QO FURSET Binder A-2590 provides somewhat 
lower hot strength and is designed primarily for use 
in non-ferrous foundries where low temperature 
collapse is desired. 


Start reaping the rewards possible with QO FURSET. 
Write today for Technical Bulletin 501-A and prices. 


The Quaker Qals Ompany 


~ CHEMICALS DIVISION 
338B The Merchandise Mart, Chicago 54, Illinois 
Room 6158B , 815 Superior Ave., Cleveland 14, Ohio 
Room 538B , 120 Wall Street, New York 5, New York 
Room 438B , 48 S.E. Hawthorne Bivd., Portland 14, Oregon 
Quaker Oats Ltd., Bridge Road, Southall, England 
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toasted nickel briquettes for low Ho diet 


Sherritt’s recipe for making low-hydrogen nickel is as 
effective as it is simple: take pure nickel powder, press into 
uniform briquettes, and heat for a quarter of an hour at 
1650°F. The result: pure nickel in its handiest form, with 
scarcely a trace of hydrogen. High-purity Sherritt nickel 
is also available in three standard grades of powder, special 


grades, and coated powders. 

FOOTE MINERAL COMPANY is the exclusive sales agent for 
Sherritt nickel and cobalt in the United States and Canada. 
For complete illustrated brochure with prices and delivery 
information, contact the Foote Mineral Company, 473S 
Eighteen West Chelten Building, Philadelphia 44, Pa. 


SHERRITT GORDON MINES LIMITED 
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From pistons fo engine blocks... 











The designing and building of special automated 
molding equipment is an important part of the 
work at Permanent Mold Die Co. Typical of the 
equipment that PMD has developed for industry is 
this Automated Piston Molding Machine. 


This machine incorporates the advantages of metal 
molds and cores, manual or automatic operation, 
and adaptability to various sizes of pistons. It has in- 
creased the rate of piston production almost 600%. 


The automatic cycle on this particular machine in- 
cludes insertion of dimension-control bands into 
the mold, assembly and disassembly of molds and 
cores, and transfer of completed pistons to cus- 
tomer’s chute or belt conveyor. These PMD machines 
are designed to operate in groups of two, utilizing 
a single operator. The operator can pour at one 
machine during piston solidification at the other. 
These machines are also adaptable to automatic 
ladling. Most of the processes of this machine are 
hydraulically actuated and all the electric, hydraulic, 
and pneumatic functions conform to Joint Industry 
Conference Standards. 


The machines developed and built by Permanent 
Mold Die Co., can produce small parts such as pis- 
tons, as well as large automotive aluminum castings. 
This equipment is developed to your specifications, 
to meet your particular needs. 


omated Molding Equipment 
increases production, lowers costs 


PMD automated molding equipment offers you a 
wider production potential at relatively low cost. 
Investigate its advantages for your operation. 


WRITE TODAY FOR DESCRIPTIVE BROCHURE 


PERMANENT MOLD DIE COMPANY 


2275 E. Nine Mile Rd. * Warren, Michigan ¢* Phone: SLocum 7-8100 
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LETTE R (ONE OF A SERIES) 





To: Foundry Management 


Subject: Foundry Modernization, Mechanization, Automation 


A question often asked me is: “Why should we use the Knight organization to help us de- 
velop and carry out a foundry modernization program?” 

The following, we think, are some of the more important reasons to use a qualified, “out- 
side” professional engineering organization for this important planning. The Knight organization: 


. Has key men with 10 to 30 years or more suc- 
cessful experience in foundry management, pro- 
duction, plant layout or equipment. 


. Ils completely independent of any equipment 
company and therefore in position to recom- 
mend only the facilities required and best 
suited for the desired goal. 


. Has successfully completed more than 400 
foundry assignments in 15 countries since 1945. 


. Has introduced standardization to facilitate 
maximum utilization of man and machine 
hours, reduced manual handling to a minimum, 


and eliminated interferences to the ability of 
men or machines to produce. 


. Has developed programs for foundries with as 


few as 50 and as many as 2,500 employees, ana 
from 5 to 2,000 tons of castings per day. 


. Offers prudent, progressive management the 


means, not only to check its plans, but to be 
certain to bring all objective experience to the 
program. 


. Offers the most experienced professional group 


for temporary assistance to plan and achieve 
increased profitability for any foundry. 


at. G og ht 


KNIGHT SERVICES INCLUDE: 
Foundry Engineering « Architectural Engineering « Construction Management « Moderniza- 
tion « Mechanization « Automation ¢ Survey of Facilities « Materials Handling « Methods 
industrial Engineering « Wage Incentives « Cost Control « Standard Costs « Flexible Budgeting 
Production Control « Organization « Marketing 


lester B. Knight & Associates, Inc. 


Management, Industrial and Plant Engineers 
Member of the Association of Consulting Management Engineers, Inc. 
549 W. Randolph St., Chicago 6, III. 


New York Office—Lester B. Knight & Associates, Inc., Management Consultants, 500 Fifth Ave., New York 36 
20111 James Couzens Highway, Detroit 35, Michigan 
Knight Engineering Establishment (Vaduz), Zurich Branch, Dreikénigstrasse 21, Zurich, Switzerland 
Lester B. Knight & Associates, G.M.B.H., Berliner Allee 47, Diisseldorf, Germany 
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what users like best about 
Louthan gating and risering refractories... 


There’s a good reason why Louthan is 
making more and more refractories for the 
foundry field. Users like them, like the way 
they perform on the job, like the cost re- 
ductions they make possible. 

Louthan Strainer Cores are now available 
in more sizes and shapes—and for steel, 
tron, brass and bronze castings. All provide 
an accurate choke for positive control 
of metal flow, eliminate slag and oxide 
inclusions. 

Louthan Breaker Cores facilitate rapid 


removal of the riser with subsequent 
labor savings. There is no core gas. You 
get cleaner castings. Available for all 
riser diameters from 2” to 12”, and for 
use with any metal casting risering from a 
flat surface. 

Louthan Gate Tiles prevent erosion of 
the gates in steel castings. They safely 
withstand high temperatures, will not 
react with the molten metal. All popular 
diameters and lengths can be furnished, 
also elbows and tees to match, 


FREE: Write for this new 
Louthan product booklet. 
You'll find that our products 
match your needs and perform 
the way you like them to. 


FERRO CORPORATION 


Reifeattoren Dvir 
LOUTHAN PLANT...EAST LIVERPOOL, OHIO 


REPRESENTATIVES: M. A. BELL COMPANY, St. Louis 2, Mo... Houston 3, Texas; FOUNDRY SUPPLY COMPANY, Minneapolis 
16, Minn.; MILWAUKEE CHAPLET & SUPPLY CORP., Milwaukee 46, Wisc. .. FREDERIC B. STEVENS INC., Detroit 16, Mich. .. 
Indianapolis 7, Ind. . . Buffalo, N. Y.; MISSOURI REFRACTORIES COMPANY, 4599 Pacific Bivd., Los Angeles 58, California 
Circle 574 on Page 55 





‘ 
This basic CC body is the‘‘heart"’ 
of every CC vaive. its one mov- 
ing part is the ‘‘spool poppet’, 
a Hannifin exclusive that seals 
bubble tight at either erd of its 
short stroke. Note the ample air 
passages—all %4” IPS or larger. 
This is single-actuator, spring 


This is the same body with 
double-end ‘‘spool poppet’’— 
used when two actuators are 
required. 


SINGLE ACTUATORS 
(Spring Return) 
ai 
So! 


lenoid Pressure 


return version. 
t 
! 
1 
! 
RollerCam BallCam Over-Riding Toggle 
Cam 


FIVE HAND VALVES 


Locking ; 


Non-Locking 


Speed control section, optional 
—designed to restrict exhaust 
flow, only, through either or 
both cylinder ports. Flow to the 
cylinder remains completely un- 
restricted through either port. 


For foot-operated valves, the 
actuator is also the base, and 
this rear-ported adapter is 
used. Available tapped either 
Y%" or %" IPS. 





Locking 


“Standard’’ base—used with all 
but foot-operated models.Every 
CC base is available tapped 
either 4” or %” IPS. 





Non-Locking 


TYPICAL COMBINATIONS 


(Hundreds Available) 


Optional base for “‘O”’ ring 
gasket mounting. Suppliedcom- 
plete with 4 O-rings. 


‘Universal’ base, tapped from 
beneath and from both sides. 
Four pipe plugs supplied. Can 
also be used with O-rings. 


THESE QUICK-RESPONSE 4-WAY VALVES 
MOVE AIR DOWN THE LINE —FAST! 


Hannifin CC valve design is the reason. Short, positive 
strokes of the “spool poppet” open up instant and ample 
passages for air. 


Actuation? Any way you want it! 


One basic body with a wide selection of operating heads 
and bases—all with or without our new speed control 
section—give you over 3,000 choices. We can help you make 
the right choice . . . through our field engineering service. 
Call your nearest Parker-Hannifin office or write us direct 
for full information. 


FOOT-OPERATED, LOCKING; 
PRESSURE OVER-RIDE 
—used on foundry machinery 


CAM-OPERATED; 
PRESSURE- 
RETURN 

—used on 
automatic 

wash tanks 


SOLENOID 
—used everywhere 


PRESSURE-OPERATED; 
PRESSURE-RETURN 
—used everywhere 





OS el ee ee i i pC in nV Pg 


ARKER 
ANNIFIN 


CORPORATION 
PNEUMaTiC AND Hyorautic SYSTEM COMPONENTS 


A DIVISION 
637 South Wolf Road « Des Plaines, Illinois 


RP HANNIFIN COMPANY 


3138 PH. 
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GO OUT AND BUY CASTINGS? 


BUILD A NEW PLANT? 





SHARPE'S CHOICE... 


Inadequate foundry facilities left Brown & Sharpe, one 
of the world’s outstanding machine tool producers, with 
only three courses. They would have to go out and buy 
castings from a jobbing foundry, build a new foundry, 
or completely revitalize their existing set-up through 
mechanization. 

A staff of engineers studied the problem thoroughly. 
Because of the difficulties involved in developing new 
casting sources for their quantity and type of castings, 
a new foundry looked like the only way out, yet, 
management knew that the huge investment required 
would create a real overhead problem. 

Then, the engineers investigated the tremendous flex- 
ibility and low cost of Hydra-Slinger mechanization. 
Mechanization of the existing foundry became the only 
logical course to follow. Now, Brown & Sharpe’s largest 


BEARDSLEY & PIPER 
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molds—weighing up to five tons—are made on a 
Hydra-Slinger ‘“‘Figure 9” Loop Conveyor Unit. Smaller 
work is handled on a Hydra-Slinger Roto-Mold Unit, 
served by a B&P Rol-A-Draw. An added assurance of 
quality and production is provided by a Model “60A” 
Speedmullor, which prepares the foundry’s molding sand. 


Brown & Sharpe’s mechanization has paid off. 

1, They avoided the huge investment required by a 
new plant. 

2. Existing space and facilities have been utilized to 
provide all of the production needed. 

3. The company has been able to obtain cost and 
control advantages by producing its own castings. 
B&P mechanization can pay off in other ways, too. 

Write now! 


Div. Pettibone Mulliken Corp. 
2424 N. Cicero Avenue 
Chicago 339, Illinois 


Circle 578 on Page 55 











for dependable, economical control, 
specify versatile... 


SPEED KING 






Compact Valvair® SPEED KING pilots are ideal for 
control of small air or vacuum-operated devices 
including cylinders up to 3 in. bore, as well as 

for piloting larger valves. Featuring Valvair’s flow-thru 
cooling design, they offer multi-million cycle 
dependability, with solenoid coils guaranteed against 
burn-out for the life of the valve. Choose from a full 
range of types, mounting styles and sizes; integral 
junction boxes (L Series only) and manual over-ride 
optional; coils for ac or dc, any voltage. 


Solve your small unit control problems with 

SPEED KING solenoid pilots. Your Valvair or Bellows 
Field Engineer can recommend a size and type 
exactly suited to your requirements. 


Bellows -\/alvair 
AKRON 9, OHIO 


8112-3 DIVISION OF INTERNATIONAL BASIC ECONOMY CORPORATION (IBEC) 
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SOLENOID PILOTS 





SPEED KING L SERIES 
PILOT 2 & 3-way NO & 
NC; foot, sub-base on 
manifold mounting; 1/16 
to 1/8 in. orifices. Sub- 
base mounting shown. 





Write for free Bulletin PIL. Ad- 
dress: Bellows-Valvair, Akron 
9, Ohio. Dept, FO-1160, 
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OUTLOOK: Confused about the business out- 
look? If you are, you have plenty of company 
among the country’s economists. Rarely if 
ever have their views been so divergent as 
they are today. Some think we have been in 
a recession for a number of months; some feel 
that it started only recently and will extend 
well into 1961; another group believes that the 
lag in durable goods has merely tended to 
slow general activity without causing the 
economy to stumble seriously. 

Martin R. Gainsbrugh, chief economist, Na- 
tional Industrial Conference Board, subscribes 
to the last belief. He offers as support the 
facts that 1) the index of industrial production 
in September of 109 compares with the 1959 
peak of 110 despite drops of 5.5 per cent in 
durables manufacture and 29.5 per cent in 
primary metals, 2) gross national product actu- 


ally has risen steadily through the first three 
quarters when effects of inventory additions 
in the first half are deducted, and 3) employ- 
ment and personal income have reached 
record levels. 


NFFS MEETS: Non-Ferrous Founders’ Society, 
during its annual meeting Oct. 12-15 at Ashe- 
ville, N. C., laid the groundwork for an am- 
bitious educational-promotional program to 
increase the use of copper, brass, and bronze 
castings. The immediate program involves 
preparation of talks for NFFS members on new 
processes and developments in the industry. 
Other talks on the advantages and uses of 
copper-base alloy castings will be prepared 
for presentation to schools and technical and 
engineering groups. 

Publication and distribution of a book on 





Iron and Steel Scrap Consumption 


(Gross tons*) 


Index of Foundry 





Equipment Orders 


of Furnace —— 
Alr Electric 
Total Total 
7,152,726 


—— By Types 
Cupola 
Total 


7,725,970 


Foundry Trades Only 
(Net Orders Closed, New 
Equipment) 


GRAY IRON CASTINGS 


— SHIPMENTS IN THOUSANDS OF TONS 


. 50,242,746 
885, 497 


997,921 
5,557,649 
603, 


9,232,087 


1,058,159 
1,015,716 
974 49 taken as 100 per cent 
monthly average. 
Source: Foundry Equip- 
ment Manufacturers As- 
sociation. 





809,297 


_ 35,354,897 4,820,517 549,301 


GRAY IRON CASTINGS—SHIPMENTS (Net tons") 
Nodular Iron Heavy Steel Chilled Railroad Pressure Pipe Soil Pipe 
Castings Ingot Molds Car Wheels & Fittings & Fittings 
Total Total Total TotaP Total 
117,558 1,277,685 
14,983 


Miscellaneous Castings 
Total For Sale 


6,146,186 2,648,005 


252,619 
1,913,955 
253,466 
278,591 
277,161 


583,571 651 
6,988,199 3,242,144 167,312 


591,804 277,100 
571,143 279,190 
600,162 284,207 
580,590 258,994 
588,770 
601,597 
450,580 
4,573,005 


——AIl Castings—— 
Total For Sale 

. 10,357,504 5,849,426 265,114 
20,486 
218,229 
18,479 
16,272 
19,647 
16,723 
20,595 
309,945 


18,463 
17,848 
24,409 
21,737 
20,414 
19,810 
16,226 
138,907 


2For sale only. 


1,135,575 
1,107,721 
1,143,395 


7 
1,832,166 


*Source: U. 8. Dept. of Interior Bureau of Mines. ‘Source: Bureau of Census. 
4Gray iron total includes nodular iron. 


4,364,905 101,684 


3All cast iron pipe is shipped for sale. 
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Foundry Statistics 


the design, purchase, and use of copper-base 
alloy castings also was approved by the board 
of directors. 

The society's Distinguished Service Award 
was presented to Chester K. Faunt, president, 
Faunt Foundry Co., Chicago, for his coatribu- 
tions to the advancement of the industry. 

New officers elected by the society are: 
President—Elmer G. Brumund Jr., Brumund 
Foundry Inc., Chicago; first vice president— 
Dan A. Mitchell, Progressive Brass Mfg. Co., 
Tulsa, Okla., and second vice president— 
Lawrence J. Andres, Lawran Foundry Co., 
Milwaukee. 


TRENDS: The Material Handling Institute's 
Monthly Bookings Index for August was 131.33. 
That is nearly six points over the dollar vol- 
ume of orders reported by industrial material 
handling equipment manufacturers for July. 
Bookings in the material handling industry 
for the first eight months of the year cre about 
1.7 per cent off the level recorded during the 
same period in 1959 .. . Primary aluminum 
production for September was 162,882 tons 
compared with 172,973 tons for August and 


168,205 tons for September, 1959. Production 
for the first nine months of 1960 was 1,520,772 
compared with 1,462,615 tons for the same 
period in 1959. 


FEMA ELECTS: The Foundry Equipment Man- 
ufacturers Association at its annual meeting 
Oct. 20-22 at the Greenbriar, White Sulphur 
Springs, W. Va., re-elected the following of- 
ficers: President—E. A. Borch, National Metal 
Abrasive Co., Cleveland; first vice president— 
R. A. Brackett, Spencer Turbine Co., Hartford, 
Conn.; and second vice president—C. G. Haw- 
ley, Jeffrey Mfg. Co., Columbus, Ohio. 


ALUMINUM IN CARS: In its annual survey 
of aluminum applications on 1961 model auto- 
mobiles, Kaiser Aluminum & Chemical Corp. 
estimates a per car increase of 14.2 per cent. 
That follows a ten-year trend of annual in- 
creases from 10 to 15 per cent. 


OBITUARY: Robert J. Harvey, former presi- 
dent, Illinois Precise Casting Co., Chicago, 
died Oct. 2. . . Arthur O. Spoeneman, sales 
manager, Taylor & Boggis Foundry Co., Cleve- 
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COPPER-BASE CASTINGS 























4Source: Bureau of the Census. *For sale only. 





(Shipments of castings—1000 pounds’) 
COPPER-BASE CASTINGS ~aiteecate 

SHIPMENTS IN THOUSANDS OF POUNDS Perm, Unfilled 

Total Sand Mo'd Orders? 

1958 ..... 762,484 697,360 31,854 ...... 

1959 

OUT ones 66625 59,254 3,817 31,820 

7 mo... 514,491 455,022 29,093 ...... 

, 66,531 57,949 4,359 32,117 

Sept. .... 73,290 63,813 4,758 29,396 

aR ee 77,385 67,186 5,120 28,092 

on Oe 68,255 59,094 4,840 29,147 

a 71,110 62,182 4,286 29,243 

Total .. 871,032 765,246 52,456 éneene 

1960 

ee widens 73,971 65,742 3,915 26,053 

Sr 71,797 63,103 4,146 26,970 

ee 75,908 66.517 4,346 27,470 

ee 66,777 58,453 4,523 27,423 

May —- 66,299 57,848 4,463 24,582 

URO cee 64,585 56,441 3,715 21,781 

ae ane SOF Mees. 48,471 42,778 2,910 22,367 JFMAMJJASOND 
7 mo... 467,808 410,882 28,118 ...... 
STEEL CASTINGS—SHIPMENTS (Net tons*) 
All Castt Carb Alloy 

Railway Railway Railway Unfilled 
Total For Sale Specialties Total For Sale Specialties Total For Sale Specialties Orders? 
Jabeveverweses 1,121,000 856,986 149,644 801,846 606,240 136,251 319,154 250,746 13,393 ohne 
106,448 83,540 16,007 77,990 60,501 14,520 28,458 23,039 1,487 274,065 
866,764 678,503 136,951 634,715 494,807 126,031 228,789 183,692 Glee ss aepnee 
98,014 79,188 17,607 74,825 60,243 16,373 23,189 18,945 1,234 279,261 
99,731 79,963 13,975 73,648 58,453 12,830 26,083 21,510 1,145 256,871 
105,570 84,850 11,819 80,127 63,901 10,978 25,443 20,108 841 268,874 
109,460 86,026 11,764 77,320 59,294 10,799 32,240 26,732 965 301,858 
133,346 104,138 18,868 99,643 77,517 17,200 33,703 26,621 1,668 306,346 
1,412,885 1,112,668 210,984 1,043,538 814,219 194,201 369,347 298,449 16,783 eowee 
122,565 94,052 22,016 93,197 70,815 20,891 29,368 23,237 1,125 314,237 
129,259 97,927 26,532 96,888 72,963 25,328 32,371 24,964 1,204 279,684 
143,708 109,688 27,801 104,742 78,755 26,365 38,966 30,933 1,436 277,982 
127,219 96,557 26,101 93,433 70,251 24,526 33,786 26,306 1,575 248,902 
126,580 97,231 26,793 $3,700 71,808 25,324 32,880 25,423 1,469 252,293 
136,992 107,076 29,185 101,294 78,601 27,503 35,698 28,475 1,682 233,765 
89, 67,294 16,196 63.753 47,57 15,570 25,812 19,724 626 223,880 
875,888 669,825 174,624 647,007 490,763 165,507 228,881 179,062 SURet |. ieweves 
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land, died Oct. 7 . . . Forrest J. Gartside, presi- 
dent, Diamond Clamp & Flask Co., Richmond, 
Ind., died Oct. 7 . . . Edwin N. Hanlon, engi- 
neering consultant, Newaygo Engineering Co., 
Newaygo, Mich., died Oct. 7. 


PERSONALS: Clifford M. Apgar has been 
named manager of shop operations at the 
General Electric Co. Specialty Foundry, Sche- 
nectady, N. Y. He formerly was works man- 
ager and vice president of operations at Adi- 
rondack Foundries & Steel Inc., Watervliet, 
N. Y. . . . Donald Fosnaugh has been appoint- 
ed controller, Superior Foundry Inc., Cleveland 

. Carl Kilian has been named a sales 
engineer for Albert Lea Foundry of Queen 
Products Div., King Seeley Corp., Albert Lea, 
Minn. . . . National Malleabble & Steel Cast- 
ings Co., Cleveland, has appointed as sales 
managers, Lucien Williams for the St. Louis 
office, and Glenn G. Tenney for the Philadel- 
phia office . . . Joseph H. McGraw has been 
appointed Eastern district manager with offices 
in New York for Vanadium Corp. of America. 
He formerly was Detroit district manager 
where he is succeeded by Daniel A. Hackett 


... Martin N. Lindsay has been made respon- 
sible for sales of coke and pig iron for Cru- 
cible Steel Co. of America, Pittsburgh ... 
Robert S. Reimers has been appointed a tech- 
nical sales representative, Foundry Services 
Inc., Cleveland . . . Norton Co., Refractories 
Div., Worcester, Mass., bas named James L. 
Miller a refractories engineer in San Francisco. 
Formerly of Chicago, he is succeeded there by 
John A. Trogolo. Robert T. Hale was made 
refractories engineer in Indianapolis. 


MISCELLANY: Superior Foundry Inc., Cleve- 
land, is planning to consolidate about Dec. 1 
the operations of its Allyne-Ryan Foundry 
Div. into the Superior plant. Temporary 
“mothballing” of the Allyne-Ryan plant is con- 
templated . . . Siebers & Raisch Pattern Works, 
Milwaukee, on Oct. 16 suffered fire damage 
estimated at $35,000 . . . West Steel Casting 
Co., Cleveland, has shut down its two found- 
ries operated in that city . . . Cleveland Mal- 
leable Iron Corp., Cleveland, formerly Lake 
City Malleable Iron Co., has been taken over 
from Morrison Industries by new owners with 
Charles Holland as president. 











Estimated Number 

Ju'y June July 

1960 1960 1 
Ferrous ....... 187,100 193,100 197,700 
Nonferrous .... 48,000 50,300 52,500 

Average Weekly Earnings 
Gray Iron .... 96.68 96.43 97.51 
Malleable Iron. 92.88 91.96 95.82 
—, See 103 36 103.62 103.38 
Nonferrous .... 101.40 101.91 99.55 
Average Weekly Hours 

Gray Iron .... 39.3 39.2 40.8 
Malleable Iron. 38.7 38.0 40.6 
rere 39.3 39.7 40.7 
Nonferrous .... 40.4 40.6 40.8 














Source: Bureau of Labor Statistics. 


47 FMAMSI J AS ON OD 


ALUMINUM CASTINGS 


MALLEABLE IRON CASTINGS 





(Shipments of castings—1000 pounds) (Shipments of castings—net tons*) 
———Shipmen 
Perm. Unfilled ts— Unfilled 
Total Sand Mold Die Orders? Total ForSale Total i ForSale Total i ForSale Orders? 
=: - 125,487 224,092 290,275 ...... 1958 . 660,650 383,839 540,600 313,597 120,050 70,242 ...... 
July . 57,048 11,528 20,687 24-701 80,450 1959 
7mo. 476,489 175,952 217,061 ...... 
’ ’ , , July . 69,184 43,128 55,120 35,787 14,064 7,341 75,252 
Aug. . 56,041 11,074 18,102 26,733 82,488 7 mo . 561.408 333,914 444.353 270,143 117,055 73,771 ...... 
Sept. . 66,331 12,254 21,783 32,154 81,839 845 6,919 852 
Aug. . 65,062 40,143 53,217 33,224 11, . . 
Oct. . 67,635 12,902 22,058 32,555 78,930 9'850 2 274 
Sept. 76,063 46,469 60,209 36,619 15,854 ’ ’ 
Nov. . 54,695 10,757 16,604 27,219 84,392 328 8.537 031 
Oct. 75,511 48,625 61,683 40,088 13, . 85, 
Dec. . 65,208 12,368 20,356 32,379 86,947 Nov. .... 58,258 42,235 48,951 33,981 9,307 8,254 $2,555 
Total 786,399 141,987 274,855 368,101 ...... Dec. .. 80,060 45,917 61,455 35,891 18,605 10,026 93,874 
Oe ee ee lan lalalaliii: | iil: eal lls alll eat 
ee ease 11.0 tee EN 8 Total 916,362 557,303 729,868 449,946 186,494 107,357 
Feb. . 71,699 11,800 23,614 36,177 83,914 1960 
Mar. . 72,216 12,934 22,413 36,749 78,024 Jan. .... 83,188 46,154 63,637 35,933 19,551 10,221 100,302 
Apr. . 61,797 12,339 19,950 29,400 75,243 Feb. .... 83,118 46, 850 64,131 37,391 18,987 9,459 98,272 
May . 60,330 10,682 21,507 28,055 75,977 Mar. .... 86,243 49,907 67,448 40,422 18,795 9,485 84,679 
June . 60,068 11,280 20,953 27,722 74,699 Apr. .... 71,271 39,059 56,1 32, 066 15,135 6,993 79,237 
July . 45.669 8,735 15,804 20,978 76,683 May .... 68,942 37,618 53,108 30,126 15,834 7,492 73,240 
Tmo. 440,026 79,048 146,609 213,685 ...... June .... 72,593 43 105 55.956 34,526 16,637 8,579 63,920 
—_———— July .... 49,860 28,575 37,187 22,477 12,673 6,098 74,329 
3Bource: Bureau of the Census. ?For sale only. 7 mo. . 511,215 291,268 397,603 232,941 117,804 Gt tenane 
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(As of October 24, 1960) 


Prices of Foundry Metals and Coke 





PIG IRON NONFERROUS INGOT 


(Per gross ton, f.o.b. furnace) (Cents per pound, carlots) 
No. 2 Foundry Malleable 


FOUNDRY COKE 


(Per net ton, f.0.b. ovens) 


$69.00 

66.50 

78.29 

67.00 

Nom. 

66.50 

66.50 

66.50 66.50 

66.50 66.50 
75.50 
66.50 
68.40 
Neville Island (Pittsburgh) 66.50 
Swedeland, Pa. 68.50 
Toledo, O. 66.50 
Troy, MW. Ze wcrsccsccvece 68.50 


BEEHIVE 
Connellsville 


bronze, No. 421, 27.50. 


ALUMINUM: Primary alloy No. 
13, 25.90; No. 43, 26.20; No. 
195, 27.60; No. 214, 31.50; No. 
356, 26.80. Secondary No. 12 
alloy, 22.75. Deoxidizing grades: 
No, 1, 23.75; No, 4, 21.00. 
MAGNESIUM ALLOY: AZ91A, 
40.75; AZ63A, AZ92ZA, AZ9IC, 
40.75, f.0.b. Velasco, Tex. 
COPPER: 


Neville Island. (Pittsburgh) . 
New England, deld. 


16.25; No. 2, 16.75, delivered. 


lron and Steel Scrap (Consumer prices per gross ton delivered, except as otherwise noted) 


No. 1 Heavy 
Melting 


8 
—) 


* 
- 


ns Sndeedl 
sesbetseRneene E 


+ 
* 


a) 
no 
Ssssssssessss 


*Brokers’ buying prices. **F.o.b. shipping point 


PIG IRON 


LINC-BASE CASTINGS PRODUCTION**—Net Tons ; MAGNESIUM CASTINGS 


SHIPMENTS «N THOUSANDS OF POUNDS Low & Int. SHIPMENTS iN THOUSANDS OF POUNDS 


Malleable Low Phos. & 
Silvery Bessemer 











4,954,854 


N.A. 

N.A. 

N.A. 
216,063 
426 


452, 
3,471,683 





462,667 
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ZINC-BASE CASTINGS Amo! greens aisaaas | ResleTe MAGNESIUM CASTINGS 


(Shipments of castings—1000 pounds’) (Shipments of castings—1000 pounds’) 


CONSUMPTION*—Gross Tons 
Cupola Air Electric 
319,471 , 3,314,652 169,267 —=«-281,145 


32,497 une 36 20,390 39,867 
258,954 ‘a 118,509 288,987 
32,573 27 Y 
38,288 60, basse! 4,923 
40,487 prs 6,083 
35,301 

37,406 


443,009 
. 3, 980,129 


39,777 
42,089 . 328,242 
39,618 veces 945 
31,423 » sccose SR7,880 
33,551 sh cccwe > SEB, ATO 
34,264 292,407 

7 25,186 

. 369,601 245,908 eee . «+ 1,856,632 108, BT 


St tet at et 
BRS 


_ 


*Source: U. 8. Dept. of Interior Bureau of Mines: ** Source: American Iron & Steel Institute. ‘Source: Bureau of the Census. 
only. *%Monthly figures do not add up to totals shown because of unreported monthly revisions. 
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WoW YOU CAN BUY DORCHESTER MC* SAND MULLED 





peers of 


Muller of new design manutactured by sm, 


“National Engineering Company 


WHITEHEAD'S 
* MOISTURE CONTROLLED 
AND. MULLED 
NATURAL BONDED 


DORCHESTER MOLDING SANDS 
RAVELS 


tent Not Above 6 


A 


AA 


With Whitehead’s new plant in full opera- 
tion, Dorchester Molding Sands arrive at 
your foundry completely mulled, if so or- 
dered. Each grain of sand is evenly coated 
with its natural bond of clay. 


Widely used for Cores and Molds in Iron, 
Steel, Alloys, and Non-Ferrous Castings, 
the famous Dorchester Molding Sands are 
noted for Colloidal clay giving high green 
and dry strength. Because of the low fines 
in grain distribution, these sands have a 
high permeability. 


ND G 
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rare + 
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Another first! Whitehead’s new plant at Dorchester. 4 
View shows how sands are processed and loaded on © 


freight cars by equipment of latest design. 


poe 


@, 
ba 4 


gy 
( 
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By Moisture Controlled Sands Do Not Freeze — 
a. Easier to unload . .. means lower unloading costs. 
b. Reduces handling costs to and from storage bins. 


Eq] Moisture Controlled Sands Are Economical — 


a. Sand with 15% moisture have 1700 Ibs. sand and 
300 Ibs. water in each ton. 

b. Moisture Controlled Sands with 6% moisture have 
1880 Ibs. sand and. 120 ibs. water in each ton. 

c. On each ton of Moisture Controlled Sands you 
SAVE price of sand and freight on 180 Ibs. of 
water. Sand has just right amount of moisture to 
eliminate dust hazard. 


Ready to Use on Arrival at Foundry — 

a. Dorchester Moisture Controlled Sands and Gravels 
arrive with working moisture content so 
that they can be used at once. 

b. Aids you in control for sand at foundry. 





Whitehead Brothers 


ow M PAN Y 


Manufacturers of: 


LYQUAGRIP 
Ready-to-use core paste 


‘DOB-IT 
Ready-to-use core mudding compound 


JOINT-SEAL 





NEW YORK OFFICE 


324 West 23rd St., New York 11, N. Y. 


NEW ENGLAND OFFICE 


75 Westminster St., Providence 1, R. |. 


Plastic compound for perfect sealing 


LYQUAFLOUR 
For cleaner surface, better shakeout 


LYQUAFACE 
The liquid sand grain coating 
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Best Known and 
Most Progressive Name in 
Engineered Molding Machines 
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The Revolutionary MOLDMASTER ... 


Five engineering features of the Herman Moldmaster combine to provide foundrymen 
with equipment to meet all normal requirements. 

Perfect molds are produced, because the sand is compacted in proper relation to 
the contour of the pattern. This is accomplished by the revolutionary principle of 
simultaneous, hydraulic, self-adjusting squeeze heads. 


Wear on the squeeze head and pattern equipment is eliminated. 


te, Se ee 


Versatility is a built-in feature — the Moldmaster is a squeeze strip or squeeze rollover 
machine designed to operate by automatic, semi-automatic or manual push button 
controls. 


The jolt feature can be furnished if required. Maximum jolting efficiency is provided 
by the adjustable jolt control valve. 


All of these, and many other operating characteristics of the Moldmaster, make it 
ideal for a wide range of molding applications. 


Our Sales Engineers will, of course, give you any additional details. 


Brochure on request. 


HERMAN PNEUMATIC MACHINE CO. 

UNION BANK BUILDING, PITTSBURGH 22, PA. 
ie ‘ 2 3235-H P 
“iy ie * ao ~S2 Pa oa ¢ 


ite, 
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MANHATTAN 


THE ORIGINAL SAFETY BACK FLARED CUP 


The first wheel to offer the exclusive features of the Safety Back Flared 
Cup! This totally new concept of design and construction puts port- 
able wheel safety where it counts the most — in original strength and 
breakage resistance! With Safety Back, steel covers the entire back of 
the flared cup . . . extends down the side to assure a degree of reinforce- 
ment never before available with anchor bushings, safety rings, special 


hub mountings or ordinary revolving cup guards. 


You can’t get a safer wheel to use... and you can’t find a better per- 
forming wheel to use on your portable grinders. Every Manhattan 
Safety Back Flared Cup is custom-bonded with the right abrasive for 
faster removal of more metal on your particular job — at no extra cost! 


For faster cutting, longer lasting, safer abrasive wheel performance — 
“More Use per Dollar” — be certain you get the original Manhattan 
Safety Back Flared Cup. Let your Manhattan abrasive wheel engineer 
show you the exclusive advantages of this and other Manhattan high 
speed, heavy duty abrasive wheels. Write for Bulletin 7157. 








¢ Greatest 
Initial Strength 





« Easy Mounting — 
Easy Operation 


¢ Highest 
Safety Factor | 


¢ Requires 
No Adjustment 


¢ One Piece Assembly 


- Improved 
Mounting Base 


‘MORE USE PER DOLLAR’ 


Ru 1060 


oe WRITE TO ABRASIVE WHEEL DEPARTMENT 
a MANHATTAN RUBBER DIVISION e PASSAIC, NEW JERSEY 
. « » MORE 
plergctten RAYBESTOS-MANHATTAN, INC. 
40 Circle 582 on Page 55 
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ART GEORGE has a 






good word to say for 






Lindberg Melting Furnace 






performance 





Mr. Art George, Senior Production Engineer, Golden Valley Plant, 
27 Minneapolis-Honeywell Regulator Company, Minneapolis, Minn. 






“Our installation of eight* Lindberg-Fisher Two-Chamber Induction Melting and Holding H 


Furnaces has given remarkable service for more than four years. In this period, with the 





help of a well executed Honeywell maintenance program, the installation has been unusu- 






ally trouble-free. Only one of the eight furnaces has required relining over this long period. Handling 





more than 1,000,000 pounds of aluminum and zinc annually, the installation has unfailingly pro- 






vided the consistently high quality of metal our precision instruments require.” 






* Altogether, 44 Lindberg Furnaces are in operation in various Honeywell plants. 





These eight Lindberg-Fisher Induction Furnaces melt 
and hold aluminum and zinc for die casting gas valve 
housings and other component parts. They are 
located at the die casting machines where ingot and 
scrap can be melted and held at the desired casting 
temperature in one convenient unit. Magnetic fluxing 
and stirring insures uniform temperatures and con- 
sistently clean metal. 


In any production process where aluminum needs 
heat there is Lindberg equipment to apply it most 
economically and efficiently. Furnaces for melting 
and holding, casting stations, re-melting or heat 
treating are available in all capacities, electric or fuel 
fired. Get in touch with your Lindberg Field Engineer 
(see your classified phone book) or write us direct. 
Lindberg-Fisher Division, Lindberg Engineering Com- 
pany, 2453 West Hubbard St., Chicago 12, lilinois. 






















Los Angeles plant: 11937 S. Regentview Avenue, Downey, California. 
in Canada: Birlefco-Lindberg Lid., 15 Pelham Ave., Toronto 9, Ont. 
Also, Lindberg plants in Argentina, Australia, England, France, 
italy, Japan, South Africa, Spain, Switzerland and West Germany. 


LINOBERG 


heat for industry 














OTTAWA Round- Grain 
SILICA J 


.. BETTER 4 WAYS 
e Excellent 
flowability 


e Low bond 
requirements 





© High permeability } 


e Cleans easily-no 
breakdown during 
reclamation 


99.9% pure 


Write today for your free copy 
of OTTAWA'S new brochure 





Serviced by truck, 
barge and two main OTTAWA SILICA COMPANY 
trunk railway systems, 
Ottawa Silica offers sina aa atlas 
OTTAWA, ILL. ROCKWOOD, MICH. 


fast delivery to all cor- 
ners of the nation. CONNECTICUT AND CALIFORNIA 
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FOUNDRY VENTILATION ¢ SCHNEIBLE 


Features Compensating Air for 
Building Ventilation Balance 


Schneible engineers designed Compensating Air Hoods to provide 
more and better ventilation in foundries, both summer and winter. 
The Compensating feature confines air patterns to the immediate 
work area, thus no drafts to annoy workers or disturbance of build- 
ing ventilation balance. In summer, hot air can be scavenged from 
the roof area thus providing more comfortable working conditions. 
During winter months supply air is taken from outside the build- 
ing conserving needed plant warm air. In both cases the balance 
of building air is maintained. 

A Schneible Compensating Air Hood System allows complete 
regulation of all foundry air, with the result that savings are made 
in power plant operation in winter, while providing the most com- 
fortable working atmosphere in all seasons. 

Schneible Uni-flo Compensating Hoods are available for all 
foundry operations—shakeout, pouring, smoke-off, mold cooling, etc. 

Write for bulletin and complete information on Compensating 
Air Hoods. 


CLAUDE B. SCHNEIBLE COMPANY 
P.O. Box 296 Roosevelt Pk. Annex - Detroit 32, Michigan 
Cable Address: CBSCO 
European Licensee: Elex S. A., Zurich, Switzerland 


“PATENTS” 


“All Schneible Equipment is covered by patents in United 
States and foreign countries. Infringements will be prosecuted.” 
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Schneible Uni-flo Compensating Air Hoods 
in operation on cylinder block line 
in a large Eastern automotive foundry 


Refer to Sweet's Plant Engineering File No.—— 
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The right tools to get maximum performance 
with a minimum of effort if you make cores 


by the CO2 Process. 


One core box is being blown while another 
one is automatically clamped, the cores 
hardened in the core box and the core box 
released ready to remove finished cores. 


The table height of the Model H-1-E Core 


Hardening Station can be adjusted to cor- 
respond with the height of the core blower 
table. Gassing time is quickly changed to 
meet job requirements. 


Whether you blow cores with conventional 
sand mixtures or use the new COs Process, 
REDFORD EQUIPMENT gives you the 
best in over-all performance. 


write for 


' BULLETINS 4 and H 
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POSITIVE DUPLICATION—EVERY TIME! 





CINCINNAT! 


AIS-ON +B I 
Tor 


One animal makes tracks like these, a pattern that is 

positively duplicated only by the grizzly bear. And 

only Cincinnati offers you the Positive Duplication 

of these SWING FRAME WHEELS, and of a// CINCINNATI 
@@ °SNAGGING WHEELS. 


HOW WE ACHIEVE “PD” 


To produce wheels of unsurpassed uniformity, Cin- 
cinnati developed a unique manufacturing process. 
It involves 36 separate quality controls, from formula 
blend to final inspection. For example, cams for 
temperature control of drying ovens must pass 
regular tests for accuracy, and checking procedures 
never vary. 


HOW UNIFORMITY HELPS YOU 


One big advantage of CINCINNATI @) WHEELS is— 
longer wheel life. Using @ WHEELS you get costs 
down and keep them down, because each reorder 


°Trade Mark Reg. U.S. Pat. Off. 
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CINCINNATI 


CINCINNAT! 


wheel will act and grind exactly like the original. 
This is the promise—and performance—of Positive 
Duplication. 


CuT COSTS... CALL CINCINNATI 


Our factory representatives are trained specialists, ex- 
perienced in snagging and grinding operations. Their 
skills are at your service. Just call your CINCINNATI 
@) GRINDING WHEEL Distributor, or contact Cincin- 
nati Milling Products Division, Cincinnati 9, Ohio. 


— 
(PD) POSITIVE DUPLICATION 
“~— 


GRINDING WHEELS 


A PRODUCTION-PROVED PRODUCT OF THE CINCINNATI MILLING MACHINE CO. 
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Toronto 
ELa eh 


Detroit 
JOrdan 6-4767 Cleveland 
Chicago ACademy 1-6440 
COlumbus 1-719 
Youngstown 


/ Sterling 8-9661 
Seattie 


MUtual 1997 
Cincinnati 


TRinity 1-2520 
and 


ee _- ‘ - Ct EAst 1-8844 
San Francisco § ge 
WUno9-3050 


Erie 


Glendale 5-9604 
Los Angeles 
LUdiow 9-3453 
and 


ANgeles 9-7304 


New Haven 


MAine 4-2375 
Denver 


BElmont 3-2333 


and future customers! — Phiaieoi 


GArfield 6-6520 


Houston 


PArkview 3-3521 
Atlanta Trenton 


and 
CEdar 3-2361 CYpress 2-7016 


Whether you want information on an application, or . SOR 
service on an existing installation, the Ajax Magnethermic ee 
man can give you assistance. He knows induction heating 


and melting. Ax (7 WAX 


AJAX ELECTROTHERMIC 9) AJAX ENGINEERING 


induction heating is our only business! oA 


AJAX MAGNETHERM 


GENERAL OFFICES................P. 0. Box 639 
Youngstown 1, Ohio 


MN g n et h erm ic TRENTON DIVISION ....... 990 Lower Ferry Road 


Trenton 5, New Jersey 
CORPORATION YOUNGSTOWN DIVISION...2990 simon Road 


Youngstown 1, Ohio 
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MAGHETHERMIC 


AJAX ELECTROTHERMIC AJAX ENGINEERING 


Duplex Ajaxomatic for melting and holding metal for automatic casting operations. 


WANCH AM, = 


FOR THE NEW IDEAS IN HEATING AND MELTING BY INDUCTION 


The Automatic Pouring Ajaxomatic, one of many products 
by AM, for the heating or melting of metals by Induction. 


GENERAL OFFICES 
P.O. BOX 639 
Youngstown 1, Ohio 


Induction heating 
/s our only business” TAGS ehat-itat-iaaaltc eT ora 


YOUNGSTOWN DIVISION 
CORPORATION 3990 Simon Road 


Youngstown 1, Ohio 


TRENTON DIVISION 
930 Lower Ferry Road 
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WHAT’S 
HAPPENED 
TO INDUCTION MELTING 
IN THE LAST SEVEN YEARS? 


It’s a little like the old days all over again! Induction 
melting passed twenty-five years without change. Then 
Inductotherm decided to bring induction melting up to 
date. Since that day, seven years ago, there’ve been some 
changes made. 


To the basic advantages of induction melting—speed, 
cleanliness, magnetic stirring—Inductotherm has added 
easy installation, easy operation, and easy care. 


For example, Inducto® initiated power feed through 
the trunions in their tilting furnaces—thus reducing lead 
length, cutting power loss, simplifying pit construction. 
Small furnace design is also ingenious. Even the smallest 
hand held furnaces have “plug-in” mercury type fittings 
for fast and effective power disconnect during a pour. 


Why do business with Inductotherm? 


The biggest innovation in induction melting has been 
the Inductotherm concept of service. Not just fast repairs 
and overnight replacement of parts (even M-G sets) 
. . . but a basic concept of “why we're in business.” 
Inductotherm is out to fit induction melting to your 
needs. We will make every effort to improve our equip- 
ment and the induction technique, never asking you 
to trim your needs to the limitations of our equipment. 


If you’d like more information on Inductotherm 
furnaces, write for Bulletin 70. But, for a taste of 
Inductotherm service, ask to have an engineer call. 
Inductotherm Corporation, 412 Illinois Ave., Delanco, 
New Jersey. 


SS NDUCTOTHERM 
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marks the trouble spot in seconds! 


Xeroradiography cuts x-ray inspection time 
and cost! With this revolutionary method, radio- 
graphs are obtained electrostatically — images dry 
and ready to read less than a minute after exposure. 
A characteristic phenomenon called “highlighting” 
automatically emphasizes discontinuities—will show 
up defects indiscernible by other means. Here at 
last you find both radiographic detail and high ex- 
posure speed rolled into one! 

Xero (zero) radiography is beyond doubt the long- 
awaited answer for many industries seeking fast, 
economical production-line x-ray inspection. Proved 
applications range from tire manufacturing to the 
production of extruded metal tubing, and it is par- 


November 1960 


ticularly valuable in the foundry for inspecting light 
alloys. One prominent aircraft manufacturer* re- 
ports 25% cost savings with xeroradiography and 
is strongly urging its vendors to use it. 

For complete details on xeroradiography, contact 
your local G-E x-ray representative now . . . or write 
to X-Ray Department, General Electric Company, 
Milwaukee 1, Wisconsin, for Pub. YY-114. 


*Name available on request. 


Progress ls Our Most Important Prodvet 


GENERAL @@ ELECTRIC 
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Gray Iron Foundry Milestones —No. 


SAUGUS IRON WORKS 


N 1642 Thomas Dexter and Robert Bridges es- Reproductions of “Saugus Iron Works,” suitable for 
tablished the first American iron foundry on the framing, may be obtained without charge by writing to 
Saugus River, near Lynn, Massachusetts. An ear- the Coke & Iron Division, Pittsburgh Coke & Chemical 
lier attempt to construct a foundry at Falling Company, Grant Building, Pittsburgh 19, Pennsylvania. 
Creek, Virginia in 1622, fell victim to an Indian 
massacre. 
With English sanction, the Saugus Iron Works was 
granted exclusive rights to make and sell iron for 
21 years. It could freely mine ore, cut wood, dam COKE & IRON DIVISION 


streams and set up furnaces on tax free, donated 

public lands. Employees were exempt from mili- & PIT TS BU RG ki 
tary duty and could stay away from church, ; 

“without losing voting privileges.” (©) COKE & CHEMICAL CO. 
This was the birthplace of the famous ‘Saugus: GRANT BUILDING PITTSBURGH 19, PA. 
Pot,” the first casting made in America. This was ® 

the beginning of ferrous casting on this continent. 1699 
As a supplier of quality foundry coke and pig iron, 

Pittsburgh Coke & Chemical Company is proud 

to contribute to the continuing growth of the great 

Gray Iron Foundry Industry. 


Neville Pig Iron and Neville Coke for the Foundry Trade 


Circle 592 on Page 55 FOUNDRY 





Your castings carry your reputation... 
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it pays to 
find cracks 


before your 


customers do 


With Magnaglo and black light, any cracks will show up as 
glowing indications. This casting was proved defect-free. 


MAGNAFLU X-MAGNAGLO 

For magnetic metals. Prices from $195. 
ZYGLO : 

for nonferrous metals, stainless. 
Complete kits from $125. 
STRESSCOAT 

Shows where and how stresses occur, 
during design or pilot stage. 

Y-5 YOKE KIT | 

Portable, lightweight magnetic particle 
testing. Complete kit only $195. 


A SUBSIDIARY OF 
GENERAL MILLS 
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No matter how carefully you control pouring, 
handling or other processing, cracks and other 
“invisible” defects are likely to appear in some 
of your castings. You owe it to yourself to find 
trouble makers as quickly, efficiently and eco- 
nomically as possible. 

Not all cracks need rejection—or repair. 
But cracks in high stressed areas of parts 
are very serious. Extremely small cracks can 
cause early failure, if highly stressed! 

First, finding all such defects early elim- 
inates bad castings before they go to your 
buyer or before time is wasted in your own 
machining or assembly operations. 

Second, even more important—a defective 
casting carries with it your reputation and 
your best chance for repeat business. Can you 
afford to wait for your customers to test your 
product for you—especially when you can 
identify any important defects so easily and 
economically with Magnaflux Test Systems? 

Third, reliable quality is your own best pro- 
tection against possible conversion from your 
castings to other means of fabrication. Con- 
sistent quality is ‘‘job insurance.” 

Magnaflux testing for magnetic metals and 
Zyglo for nonmagnetics are easy to use, posi- 
tive and can save far more than they cost. 
The critical flaws you need to find appear 
directly on the part—actually glow with 
Magnaglo or Zyglo. 

Magnaflux-Magnaglo and Zyglo fit into 
your operations at any point...wherever and 
whenever this will save you the most money 
to find and correct the cause of the defects. 
Many foundries now install Magnaflux or 
Zyglo “‘check-points” along their processing 
set-up to insure the quality and profits of 
their output—start to finish. For gray iron 
tests, the $195.00 type Y-5 yoke kit proves 
extremely useful. 

Regardless of the size or kind of castings 
you make, from ounces to tons, a Magnaflux 
Nondestructive Testing Engineer can help 
you meet your planned requirements— for 
quality, cost—even market expansion. Ask to 
have him call soon...meanwhile write for data 
and case studies. MAGNAFLUX CORPORA- 
TION, 7350 West Lawrence Avenue, Chicago 
31, Illinois. 


MAGNAFLUX corporation 


TEST SYSTEMS 





“HOEGANAES 
Grade ‘A’ Melting 


Stock means 
easier handling - - 
with cleaner melting” 


states 
Pacific-Southern Foundries, Inc. 


Mr. Paul Dawson, Metallurgist of 

Pacific-Southern Foundries, In« 

Bakersfield, Calif., a subsidiary of 

Pacific Valves, Inc., Long Beach, Calif 

exes beacie | out that these two produc tion 

advantages alone mean controlled 

production in Pacific-Southern’s plant 

But—there are other advantages offered 

by Hoeganaes Grade ‘‘A’’ Melting Stock Mustration, top left, are 

which Mr, Dawson also points out units for melting by in- 

@ A method of introducing oxygen into duction at Pacific-South- 
the bath and provides a means to omc 

, le 


oxidize Mg., Si and (¢ 
@ Aids to control by preventing hydrogen Whichever your interest—greater uniformity of your 
picK-up Y Y 
© Cimsnacte favimnbly (4 come sth low steel analysis—or regularity of your melting operation ... 
carbon pig previously made and used you'll be interested in the new Hoegances literature on 
@ Cleans out non-metallic inclusions better melting stock. 
Your nearby Hoeganaes Service Engineer : : Re : 
can acquaint you in more detail with the Contains basic descriptive matter of this world famous 
melting stock that performs at least as well as high cost, 
low carbon, ingot iron. Literature includes prices, plus 
chemical and spectrographic analysis of both forms of 


melting stock, briquettes or chips. 
Ask for form No. 124... your copy will be in the return mail. 


advantages of using Hoeganaes Melting 
Stocks. He’s nearby and at your service 








[ HOEGANAES SPONGE IRON CORPORATION 


RIVERTON, NEW JERSEY 





SALES REPRESENTATIVES IN PRINCIPAL CITIES: Birmingham, Chicago, Cincinnati, Cleveland (Fosteria), Edmonton 
(Alberta, Conede), Montreal (Canada), Teronte (Canada), los Angeles, Mexico 16, D. F. (Mexice), 
New England (Eimire, N. Y.), Odesse (Texes), Philadelphia (Riverton, N. J.), Pittsburgh, Sen Francisco, $#. Lovis 
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Reader Information Service 


Advertising content is classified by subject and listed by page number 
for your convenience when studying specific foundry applications. For 
further information on subjects advertised, refer to advertisement on 
the page indicated and circle Item Number on Reader Service Card 
—Page 55. 


SUBJECT INDEX 


Abrasives (shot and grit) 68, 130, 165 
Aluminum (alloy and ingot) !, 84, 174 
175 


Associations and societies 241 


Beryllium 139 

Binders 5, 6, 17, 25, 66, 86-87, 143, 145, 
149, 160, 217, 229 

Blast cleaning equipment 8-9, 82-83, 

Boards and Plates 13 

Brass and bronze ingot 65 

Buckets 228 

Burners 156 


vy 
are 


Casting machines 226 

Chain and Rope 199, 225 

Chaplets, Chills, Nails 153, 161-162-163 
Charging machines (furnaces) 157 
Clay 86-87 

Coke 50, 187, 224 

Compressors (air) 60, 197 

Conveyors 7, 63, 71, 76, 151, 206, BC 
Core Knockout machines 82-83 
Coremaking machines 44, 133, 167 
Cores (strainer) 29, 224 

Cranes 225 

Crucibles and Pots 10, 176 

Cylinders (air and hydraulic) 127, 22! 


Degasifiers and Deoxidizers IFC, 227 
Dies (diecasting) 88, 226 
Dust collecting equipment 24, 129, 146 


Engineering services 28, 181, 222, 224 
Exhaust and Ventilation 43 


Exothermic compounds 172 


Ferroalloys 177, 191 

Flasks and related equipment 58, 81, 186 
Flour 62, 219 

Fluxes 90 


Furnaces (all types) 12, 14-15, 41, 46-47, 
48, 59, 78-79, 124, 195, 202, 224 


Gaggers 219 

Gases 57, 80 

Gassing equipment 44 

Graphite 193 

Grinding equipment 20, 40, 45, 67, 73, 85, 
238 





Hoists 164, 179, 225 
Hot blast equipment 2, 242 


Impregnating systems 223 
Iron powder and briquets 52 


Lithium 134 
Lubricants 221 


Magnets 61 
Mold handling 69, 123, 136-137 
Molding machines 27, 31, 38-39, 222 


Nickel alloys 26, 205 
Ovens (all types) 18, 128, 198, 226 


Parting compounds 158, IBC 

Patterns and equipment 222, 225, 226 
Pig iron 22-23, 50, 168, 170-171 

Portable tools (electric and pneumatic) 
Pouring devices 47, 194 


Pumps 225 


Rammers, Butts, Peins 204 
Refractories and equipment 11, 72, 89, 189, 
201 


Riser sleeves 21 


Sand 19, 37, 42, 62, 70, 219 

Sand preparation equipment 64, 75, 141, 
147, 185, 203, 222, 226, 229 

Screens 228 

Shakeout equipment 76 

Silicon 177 

Soda ash 223 

Solenoid pilots 32 

Spraying equipment 238 

Testing and Control 21, 49, 51, 74, 131, 
152, 155, 180, 205, 206, 213, 214, 228 

Thermocouples and Tubes 207, 210 

Trucks and Front End Loaders 16 

Turntables 227 


Valves (air and hydraulic) 30, 127 
Vents 229 
Vibrators 64 


Washes (core and mold) 182 
Welding equipment 77 
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Reader Information Service 


Just mail one of these cards—for more information on anything adver- 
tised in this issue . . . for further data on products described in the 
Equipment and Supplies section (Page 125) . . . to get copies of publi- 
cations listed in the Literature for Foundrymen section (Page 159) . . . 


to request extra copies of editorial articles. 





Index of Equipment and Supplies & Literature 
for Foundrymen, by ttem Numbers 





PRODUCT 


Diecasting Machine 

Plunger Tips 

Melting Furnaces 

Fork Lift Truck 

Production Recorder 

Impregnator 

Adjustable Belt Idler ............... 
Aluminum Melting Furnace 

BAe TNE © wo sikd nc asetddscccosetocas 

Air Hoists 

Magnetic Sweeper 

Lift Trucks 

Thermocouples 

Alternating Current Motor 

GO, BEAMEBURES 2 occ ccccsccccccccsccece GM 
Mercury Lamps 465 
Optical Pyrometer 466 
Ween TOURED 6 iccccsvccscases.+ 


e Literature for Foundrymen 


ITEM 
PRODUCT NUMBER 


Investment Casting Process ........ 402 
oe Preyer eT 
Aluminum Alloy Modifier ............ 
High-Alloy Castings 

Inspection Machines 

Vacuum Cleaners 

Lift Hoist TTT TTTTeTriTrite 
Diecasting Machines 

Metal Tooling Compound 

Wire Rope and Slings 

Portable Test Kits 

Compressor Selection 

Shell Core Machines 


Combustion Safeguards 

Tractor Crane 

Lifting Magnets 

Grouting Practices 

Air Hammer 

Flooring and Stair Tread 

Seale Models 

Blevator Furmace .......sscecceceeees 
Space Heaters 

Diecasting Tool Steels 





ke Equipment and Supplies Section (Page 125) 


PRODUCT 


Portable Heater ... 
Sillimanite Cements 


Gas-fired Intake Units 


Molybdenum Disulfide ................ 


Insulated Hoist Links 


Definning Machine 


Shell Core Machine ..........6..00555 


Section (Page 159) 


PRODUCT 


CO, in Welding 
Dust Control 


Painting Guide 


Combustion Equipment ..... 
Vacuum Impregnation 


Manifolds and Regulators 
Electric Lift Truck 


Double-Acting Cylinders 
Extensometer 

Silicone Grease . 
Industrial Trucks ° 
Walking Beam Conveyor 
Air Separators 

Wheel Dressers 


Tractors and Equipment 
High-Temperature Mortar 
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The speed and quality of mold 

and core production shown here 
ifies the results obtained with 
rdox CO» foundry process. 


Want volume 
casting production 


with speed and 
dimensional accuracy? 


What are the critical elements which must be 
controlled for maximum efficiency with the 
CO: foundry process? 


What kind of sand should be used with the 
COz2 process? 


What makes the COz process work? 


These are just some of the many questions 
answered for you in this important 
Cardox booklet. 


Foundrymen agree, the CO» core and mold 
hardening process is an established part of 
your industry. This booklet helps show why — 
and also shows how the Cardox semi-precision 
molding process can combine new productive 
efficiency with economy for you. 


As an important improvement over conven- 
tional CO, foundry techniques, the process is 
enabling a growing number of foundries to 
save money while producing more castings — 
with smoother finishes and to closer 
tolerances — than ever before. Machining time 
is minimized, set-up time is reduced. And 

this is accomplished with little or no additional 
equipment expense, no major change in 
existing production methods. 














Send for your copy of this authoritative 
Cardox booklet — another example of the 
complete Cardox Technical Service available 
to you. Simply fill in the coupon and mail it 
to Cardox. It could be the first step towards 
bringing true operating efficiency to 

your foundry. 


To Get the Full Benefit From Your CO2 Process... 
CARDOX °co, 
in any form, in any quantity 
at your pint Toa Caros Stree Unie 1° CORE HARDENING 


rdox provides tank installation, mainte- 


nance and up-keep. You pay for nothing SEMI-PRECISION 


except = C02 iy use — ms = of 

r ‘‘keep "* user contract. Cardox’ s 
eet of wosks ond rail tank cars operating M oO L. D I N G PROC ESS 
from over 60 plants and depots assure re- 


liable CO> supply. Cardox CO» cylinder gas, 
dry ice and converters also available. 


CARDOX . . Division of Chemetron Corporation 
ayer 840 N. Michigan Ave. ¢ Chicago 11, Illinois 
DIVISION OF CHEMETRON CORPORATION Please send me a copy of your CO2 Foundry Process booklet. 
Dept. 436, 840 N. Michigan Ave., Chicago 11, Illinois 


CARDOX PRODUCTS: Carbon Dioxide Fire Extinguishing Systems, Trucks, and Name. 
Foam Fire Equipment - Liquid Carbon Dioxide - Carbonic Gas - Dry Ice. 





Company 





Jersey City, N. J. Detroit, Michigan Los Angeles, Calif. 
REGIONAL 26 Journal Square 1723 Lafayette Bivd. 151 North Avenue 19 
OFFICES: Memphis, Tenn. Chicago 9, Illinois Fort Worth, Texas Address. 

784 Mississippi St. 43rd & Marshfield 825 N. Calhoun St. 
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Built for You in 
Any Length, Width or Depth 


Make real savings from these advantages! 


RIGID CONSTRUCTION from our 
proven corner design, permits less 
weight with no loss of strength. 


SOLID CORNERS are of the same 
design used on Adams Aluminum 
Slip Flasks. This interlocking 
tongue-and-groove construction is 
retained in perfect alignment with 
bolts secured through tapped end 
sections and locked with washers 
and nuts. Important! This con- 
struction has proved far superior 
to other forms of corner design. 


MALLEABLE TRIMMINGS are 
used on Adams Aluminum Easy-Off 
Flasks as on all other flasks we 
manufacture. 


Write us today for further details .. . 


OPERATING MECHANISMS are 
identical with those used on the 
Adams Cherry Easy-Off Flask and 
incorporate the same simple adjust- 
ment and reversal of locking posi- 
tion. 


STEEL PROTECTING STRIPS are 
standard equipment at top of cope 
and bottom of drag. Aluminum 
strips available upon request at no 
extra charge. 


HANDLES AND TRUNNIONS are 
available when specified. 


PIN AND EAR ARRANGEMENT 
available to interchange with pres- 
ent pattern plate guides. 


Cherry Snap Flasks—Cherry Slip 


Flasks—Aluminum Slip Flasks—Easy-Off Flasks—Cherry Presser Boards— 
Wood Bottom Boards—Steel Bottom Plates—Steel Jackets—Aluminum or 
Cast Iron Jackets—Steel Bands—Steel Upsets—Cherry or Aluminum Upsets 


The ADAMS Company 





700 FOSTER STREET, DUBUQUE, IOWA, U.S.A. 
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Adams Cherry Easy-Off 


Flask 


Adams Jackets, Cast Iron or Aluminum 


Adams Steel Jacket 


MOLDING MACHINES 
and 


ESTABLISHED 
1883 


FLASK EQUIPMENT 


FOUNDRY 








The many repeat orders for Loftus fur- 
naces are the best evidence of customer 
satisfaction. Loftus furnaces offer: 


® High Production 
@ Economical Operation 
@ Low Maintenance 


@ Rugged Construction 


Whether building or expanding, you 
too can benefit from the wealth of expe- 
rience available from Loftus. 





LOFTUS 


FURNACES 


for 


melting, holding, 


reheating, annealing, 


homogenizing 


Loftus custom-builds complete plants 
and specializes in furnaces of all types 
and sizes for both ferrous and non-ferrous 
metals. Whatever your requirements, it 
will pay you to call on the engineering 
and construction know-how developed 
by Loftus over more than two decades 
of service to American metal producers. 


From first heat to heat treat, look to 


LOFTUS 


Engineering Corporation 
1 Gateway Center, Pittsburgh 22, Pa. 
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of GENERAL foundry air... 
CP LOW SPEED TYPE I COMPRESSORS 


Specifically Superior Because: 


. Simplate valves permit low velocities 


. Complete water jacketing lowers operating 
temperatures 


. Large flow areas give low air velocities and low 
power consumption 


. Frame completely enclosed 


SOUICE 


Every foundry air-demand is met and assured with 
full-shift dependability when you use CP Type T Com- 
pressors. The slow speed characteristics of these 
machines give you dependability, performance and low 
maintenance so essential to foundry air supply. Avail- 
able in a range from 20 to 125 HP. Units can be 
supplied with direct-connected synchronous motor, 
standard and overhead V-belt drives. 


Chicago Pneumatic orien ioerainny 


AIR AND GAS COMPRESSORS * VACUUM PUMPS + PNEUMATIC TOOLS + ELECTRIC TOOLS + DIESEL ENGINES * ROCK DRILLS + HYDRAULIC TOOLS 
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FOR PROFITABLE HANDLING OF SCRAP, THE SWING'S TO 


of 
= 
OHIO Jightweight MAGNETS 


» Get faster operation » Work over wider radius * Cut wear and tear on crane 


With today’s squeeze on profits, you can’t afford 
to neglect any phase of your operations. And 
proper magnetic handling of scrap is one operation 
that you can control . . . can make pay off. 
The best way is to specify Ohio Lightweight 
Scrap Handling Magnets. The 61’ model easily 
outperforms conventional magnets of greater Ohio 61” lightweight, waterproof, aluminum- 
diameter on deep-drawing material such as wound lifting magnet (above) weighs only 


6750 lIbs., lightest for its size known to 


punchings, tur nings, etc. industry—yet without sacrificing any of 
; ; — : Ohio’s famous rugged welded construction. 
So give a lift to your profits—with Ohio Readily replaceable bolted pole shoe. Other 


Lightweight Scrap Handling Magnets. A998 Ohio lightweight welded magnets available; 
in 39, 45 and 55” sizes with Protecto-Weld 


Howell makes electric motors up to 300 HP for use in your yard. feature. 


THE OHIO ELECTRIC MFG. Co. Pe 
OMO 


5400 DUNHAM RD., MAPLE HEIGHTS, OHIO 
ELECTRIC 
A Subsidiary of Howell Electric Motors Company : 
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THE resources and facilities of Orefraction Min- The Mat line of 
erals Inc. have been acquired by Metal & Thermit ZIRCONS 
Corporation. As a result, the most complete serv- now includes: 
ice available on zircon is now offered by M&T. ZIRCON SAND 


The combined operation gives M&T sources of panes canes 
high quality zircon in both the United States and ane sh - ars 
Australia for the production of granular, dry- Milled Zircon ~ 325 


milled and wet-milled zirconium silicates. Milled Zircon — 400 
, pag tes Milled Zircon — 600 
This expansion in zircon and the recent con- 


struction of a high temperature research center ee yee 

. : : MILLTROX* (Refractories grade) 
are part of a continuing M&T program to provide uuvinn Ginnlbed’ Opeater 
dependable supplies of high-performance zircon ULTROX® 500W Opacifier 
materials to foundries. Write for name of your ULTROX® 1000W Opacifier 


distributor. *Trade Mark 


METAL & THERMIT Corporation, 
é ; Fl Rahway, N.J. 
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Mechanize with Jeffrey 


Jeffrey Universal Mold Conveyor 

is positively hinged vertically and 
horizontally, to permit varying ele- 
vations to match best work height. 


Automatic mold dump elimi- 
nates manual effort in normally 
hazardous area. 





WHEN YOUR MOLDS RIDE 
... you Save time 


Jeffrey offers floor type and pendant type (trolley) Mold Conveyors. 





Both are extremely flexible—can go where you want them to go and 
at low initial cost. The floor type can be equipped with automatic 
mold dump, pin-pointing the shakeout operation. 


These systems can save you time—and time is money. Write for 
Catalog No. 911, The Jeffrey Manufacturing Company, 907 North 
Fourth Street, Columbus 16, Ohio. 


CONVEYING * PROCESSING + MINING EQUIPMENT...TRANSMISSION MACHINERY...CONTRACT MANUFACTURING 
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YOU’LL DO A BETTER JOB 


with H. V. ADAMS DESIGNED 


HIGH EFFICIENCY FOUNDRY TOOLS 








“UNIVERSAL FREE WHEELING” 


FOUNDRY SAND RIDDLE 
with the Double Eight Vibration 


Because of its convenient size, light 
weight and good riddling capacity 
it long has been a favorite in the 
foundry. It also can be used for 
mixing core sand or for sifting 
sand directly into molds. 


The mechanism is entirely 
enclosed protecting it from 
harmful dust and grit. 


The main frame is cast 
in very strong tough 
aluminum. 

It uses quick change fer- 
ruled sieves with 20 in. di- 
ameter sifting area. There 
are no loose wires to harm 
hands. 


we THE “ROTOPLANE” SPEED SIFTER 


WILL GIVE YOU 
o SPEED ECONOMY SAFETY e LONGER LIFE 
e GREATER SIFTING CAPACITY 


Its sturdy one-piece frame and long shaft add 
to vibration effectiveness. The sealed-in mech- 
anism assures protection of motor and bearings 
from exposure to dust and grit. This sealed in 
protection and ‘“‘Rotoplane’s” free-rotary action 
vastly increase bearing life. No exposed moving 
parts endanger the operator. Sieves have 20 
inches diameter clear sifting area — are mounted 
in a smooth steel ferrule with no jagged edges 
to cause dangerous cuts and scratches. 


“RED (Devil) ELECTRIC” VIBRATORS 


NTT 


No 1 No. 9 
These hard hitting hes aaictel Vibrators have 
served the foundries for over 30 years. They are 
provided with a 6 foot 3 wire authorized cable 
and 3 wire grounded connector which, when 
connected with our 3 wire grounded Red 
Electric Knee Switch, automatically grounds 
the vibrator protecting the worker from 
shock. The vibrators have passed the U.S. 

Government code inspection. 


Other Foundry Products: 


e No. 11 NOISELESS TYPE VIBRATOR 

e A-20 ELECTRIC VIBRATOR 

e RED ELECTRIC KNEE SWITCHES 

e “ROTO” ADJUSTABLE BIN VIBRATOR 


e 2 MIN. UNIVERSAL FINENESS 
TEST SIFTER. 


e UNIVERSAL TRIPOD CARRIER 


ORDER ALL SIFTERS AND VIBRATORS WITH GROUND WIRE!! 


FOUNDRY SUPPLIES MANUFACTURING CO., nor inc. 


2221 Orchard Street 


Established 1918 


64 


Chicago 14, Illinois 


“Rotoplane Chicago” H. V. ADAMS, Mgr. 
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Combining high strength, corrosion resistance 


and toughness: 


Among the thousands of ‘“‘hardware”’ 
products manufactured by the A. B. 
Chance Company of Centralia, Mo., 
are eyebolt castings for the electri- 
cal industry. These castings require 
a tough, high strength, corrosion re- 
sistant material with low electrical 
conductivity. Herculoy provided this 


HERCULOY* 
SILICON BRONZE CASTING ALLOY 


Herculoy is an economical replacement for the costlier high 
tin content bronzes for many applications. It finishes to a rich 
golden color. Its strength is comparable to low and medium 
carbon steels. Its corrosion resistance is comparable to that 
of pure copper. Herculoy, with extremely low electrical con- 
ductivity, is also non-magnetic, easily worked hot, castable 
without the need for deoxidizing agents during melting. Write 
or call for new Herculoy literature: Federated Metals Division, 
American Smelting and Refining Company, 120 Broadway, 
New York 5, N. Y. Telephone REctor 2-9500, or call your near- 
est Federated sales office. 


*Patented by Revere Copper and Brass Incorporated; alloyed and marketed 


unique combination of properties. 


exclusively to the casting industry by Federated Metals Division. 


Where to call for information: 


ALTON, ILLINOIS 
Alton: Howard 5-2511 
St. Louis: Jackson 4-4040 


BALTIMORE, MARYLAND 
Orleans 5-2400 


BIRMINGHAM, ALA. 
Fairfax 2-1802 


BOSTON 16, MASS. 
Liberty 2-0797 


CHICAGO, ILL. (WHITING) 
Chicago: Essex 5-5000 
Whiting: Whiting 826 


CINCINNATI, OHIO 
Cherry 1-1678 
CLEVELAND, OHIO 
Prospect 1-2175 
DALLAS, TEXAS 
Adams 5-5034 
DETROIT 2, MICHIGAN 
Trinity 1-5040 

EL PASO, TEXAS 
(Asarco Mercantile Co.) 
3-1852 

HOUSTON 29, TEXAS 
Orchard 4-7611 


LOS ANGELES 23, CALIF. 
Angelus 8-4291 
MILWAUKEE 10, WIS. 
Hilltop 5-7430 
MINNEAPOLIS, MINN. 
Tuxedo 1-4109 

NEWARK, NEW JERSEY 
Newark: Mitchell 3-0500 
New York: Digby 4-9460 


PHILADELPHIA 3, PENNA. 


Locust 7-5129 


PITTSBURGH 24, PENNA. 
Museum 2-2410 
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FEDERATED METALS DIVISION 


cr Oy 


PORTLAND 9, OREGON 
Capitol 7-1404 
ROCHESTER 4, NEW YORK 
Locust 5250 

ST. LOUIS, MISSOURI 
Jackson 4-4040 

SALT LAKE CITY 1, UTAH 
Empire 4-3601 


SAN FRANCISCO 24, CALIF. 


Atwater 2-3340 


SEATTLE 4, WASHINGTON 
Main 3-7160 


WHITING, IND. (CHICAGO) 
Whiting: Whiting 826 
Chicago: Essex 5-5000 


IN CANADA: Federated 
Metals Canada, Ltd. 
Toronto, Ont., 1110 
Birchmount Rd., 
Scarborough, Phone: 
Plymouth 73246 


Montreal, P.Q., 1400 
Norman St., Lachine, 
Phone: Melrose 7-3591 








FOUNDRY SAND 

WITH 

TRULINE BINDER 
MAKES QUALITY CORES 


Naval Stores Department 


HERCULES POWDER COMPANY 


INCORPORATED 


Hercules Tower, 910 Market Street, Wilmington 99, Delaware 
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they turn in top performance to turn out top results 


SIMONDS 
NEW SERIES 60 


oRoR ea - 345 


Reinforced Resinoid 


DEPRESSED CENTER WHEELS 


FASTEST 
BY FAR 
FOR 
PORTABLE 
GRINDING 


Better than ever because of new manufacturing 
methods . . . and still fastest and most economical 
for weld grinding. You can count on exceptional 
efficiency with Double XX wheels in new Series 60. 
Each wheel has maximum abrasive grain and is 
doubly reinforced for extra strength and safety. 
Lightweight rigid type for general use . . . especially 
recommended for grinding welds. Also available . . . 
slightly flexible Fibrex wheels for your lighter jobs 
and for stainless steel. Order from your Simonds 
distributor. 


Send for Bulletin ESA 244 








SIMONDS 


ABRASIVE CO. 


| 


PHILADELPHIA 37, PENNA 


4 YOUR SIMONDS DISTRIBUTOR 
" COUNT ON /rasr SERVICE @ LOCAL STOCKS 


. 4 
WEST COAST PLANT: EL MONTE, CALIF.—BRANCHES: CHICAGO « DETROIT ¢ LOS ANGELES « PHILADELPHIA » PORTLAND, ORE. « SAN FRANCISCO” 
SHREVEPORT — IN CANADA: GRINDING WHEELS DIVISION, SIMONDS CANADA SAW CO., LTD., BROCKVILLE, ONTARIO * ABRASIVE PLANT, ARVIDA, QUEBEC 


November 1960 Cirele 604 on Page 55 





NOW...1960’s big “break-through” 


Product of 53 years Shot 
Making Experience and 23 years 
of sponsored industrial research 


*PAT. APP'D FOR 


in metal abrasives 


SHOT GRIT 


An entirely new metal abrasive—a metal transformation never before sup- 
plied in the form of shot and grit, and made by new methods never before 
used for making metal abrasives. 


That’s GLOBITE—perfected after 2 years intensive research working with a 
team of expert metals research scientists having at their command all the 
facilities of one of the world’s largest industrial research organizations, 
famous throughout the metal working industry. 

GLOBITE has the hardness range, toughness and resistance to breakdown 
of higher priced steel abrasives, and sets new standards of low cost blast- 
cleaning in comparison with lower priced metal abrasives, of other types. 


GLOBITE is part and parcel of today’s world advance in science, applied to 
the improvement of metal abrasives. It sets new marks for other abrasives 
to follow. Be among the first to benefit from GLOBITE. Write us. 


THE GLOBE STEEL ABRASIVE CO. 


ee MANSFIELD, OHIO 
Sold by many leading distributors of foundry supplies from coast to coast. 
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Arrows indicate flask movement; 


' mm DRAG O cope. 


another example of Planet Versatility oss 


AUTOMATIC COPE STRIPPER HANDLES 250 MOLDS 
PER HOUR - LOWERS COSTS, IMPROVES SAFETY 


This Planet cope stripper automatically handles molds on a 15-second cycle, and by doing the 
work of three men, it lowers costs and reduces spill-out injuries. Although designed for a specific 
mold handling system, the principles used in engineering this cope stripper could be incorporated 
in almost any system as either a stripper or setter. 


COPE STRIPPER OPERATION. The most important requirement of this machine is to 
strip the cope flask. without damaging the casting—this demands perfect synchronization. 
Synchronization is accomplished by dogs, which, upon engaging an approaching mold car, 
activate the machine’s following mechanism. When the machine and the car are traveling at 
identical speeds and are in perfect registration, the stripper mechanism clamps onto the cope 
flask’s upper flange and lifts it off the drag flask. At the same time a hold-down bar is inserted 
into the mold to prevent upward movement of the casting. After the cope flask has been stripped, 
it is shuttled onto a roller conveyor, in position for movement to shakeout. 


PLAN WITH PLANET. This cope stripper is another example of Planet Versatility . . . 
Planet’s skill and know-how in engineering, manufacturing and erecting all kinds of automatic 
foundry handling equipment from special machines to complete mold, sand or other systems. 
Write or call today for a demonstration of how PV can help you . . . you'll find it pays to plan 
with Planet. 


CORPORATION @ Engineered Handling Systems 


. @ Automation Equipment 
038 1818 SUNSET AVENUE © LANSING, MICHIGAN @ Mill & Foundry Handling Equipment 
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ALL THE MERITS OF ROUNDED-GRAIN 
QUALITY ARE YOURS 


with WEDRON SILICA... 


We feel the rame Wedron means a number of things to foundrymen: 

Quality, purity, rounded-grain structure, and a wide range of A. F.S. grades to choose 
from. Of these, quality and the rounded-grain advantages stand out. 

They tell you that Wedron Sands give you the basis for better 

controlled castings. Try Wedron today and experience better results. 


Wrepron SILICA COMPANY 


135 South LuSalle Street * Chicago 3, Illinois 


Send for illustrated brochure on Wedron sands. MINES AND MILLS IN THE 
WEDRON-OTTAWA DISTRICT 
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-12-ft. wideloscillating conveyors 


take castings through air quenching in 3600-Ib. batches 





POSITIVE ACTION! NATURAL FREQUENCY! 

Like all Link-Belt oscillating conveyors (Coil- 
mounts for medium duty, Flexmounts for light 
duty), the mammoth, heavy-duty Torqmounts at 
this installation operate with a combination of 
natural frequency and positive action. Natural fre- 
quency results in low operating requirements and 
minimum stress on parts under load. Positive ac- 
tion of the unit’s eccentric drive provides a con- 
stant, uniform conveying action . . . even under 
surge loads which often dampen-out other types 
of vibratory conveyors. 


& 
Huge LINK-BELT Torqmount conveyors authorized stock-carrying distributor. Or write for 


Book 2744. It contains complete data on all three 


assure uniform cooling at types of Link-Belt oscillating conveyors: Torq- 
° ° mount, Coilmount, Flexmount. nen 
large midwest automotive foundry 











Normal widths of Link-Belt oscillating conveyors 

range up to 48 inches. But to meet the needs of i] N Ki +B t LT 
this air quenching job, Link-Belt custom-designed J 

three 12-ft. wide giants. , 


As the red hot castings ride to the air chamber, OSCILLATING CONVEYORS 
oscillating action spreads the batch evenly over 
the perforated plate Torqmount bed . . . voids are 
minimized. Result: maximum exposure to air, LINK-BELT COMPANY: Executive Offices, Prudential Plaza, 


i i Chic 1. To Serve Industry There Are Link-Belt Plants, 
uniform quenching. Ware ouses and District Sales Offices in All Principal Cities. 


i i ium or heavy-du Export Office, New York 7; Australia, Marrickville (Sydaey ); 
vor ihe hast, light, med . : y y Brazil, Sao Paulo; Canada, Scarboro (Toronto 13); 
conveying, call your nearest Link-Belt office or Africa, Springs. Representatives Throughout the Weta 
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TASIL 301 JOINT 
tae og 


OTHER HIGH 
TEMPERATURE 
CEMENT JOINT 


Superior Refractoriness of TASIL 301 Cement 
proved by severe test 


After five hours at 3000° temperature, the TASIL mortar in 

this test ‘‘sandwich”’ was unaffected. In the other joint, the 

TEST DETAILS... cement has melted and rum out—permitting the brick to 
: press completely together. 

Three slices of TAMUL brick were ! 

cemented together with approximately New improved TASIL 301 Cement was developed to pass 


4%," thick joints — one of TASIL 301 these specifications: 


Cement, the other a widely used air- 5; 3 : : 
setting high temperature cement. After ¢ Superior refractoriness . . . high bonding strength 


drying, an 11-Ib. brick was placed on . . » improved workability . . . minimum shrinkage 
OF en ee ee ee at high temperatures . . . maximum resistance to 


put in a laboratory re-heat furnace. The 7 i a 7 . 
specimen was fired to 3000° for five slagging and erosion . . . ability to stay in suspension. 


hours, then allowed to cool. The brick Ri : : 
was then sectioned, as shown. Get maximum joint protection by using TASIL 301 Cement 


Get TASIL Special Refractory Cements for your next furnace rebuild. 


in the form you prefer: Call in your Taylor Field Engineer, or write direct for details. 
No. 301 Air-Setting Cement — 
ready-mixed in drums. 
No. 317 Air-Setting Cement — ; Exclusive Agents in Canada: 
dry in bags. REFRACTORIES ENGINEERING AND SUPPLIES, LTD. 
No. 302 Heat-Setting Cement— Oakville, Ont., and Montreal 
dry in bags. 





A SUBSIDIARY OF NATIONAL LEAD COMPANY 


MIG v_S Pal OFF 


REFRACTORIES SINCE 1864 © CINCINNATI ¢ OHIO e U.S.A. 
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Balanced 
toa 
thousanacdth 


Every Peninsular wheel must pass the most rigid test for balance 
to insure freedom from vibration and smooth operation. Out- 
of-balance allowance may be less than 1/1000th of wheel 
weight, as little as one gram—depending on recommended 
wheel application. 


When you add to this our highly effective methods of assur- 
ing uniform density, you can be sure that any Peninsular wheel 
—vitrified or resinoid—will do its job smoothly and efficiently. 


Have you seen our new catalog? It’s just off the press. Ask for a copy. 


PENINSULAR 


GRINDING f/NSUU, WHEELS 


Powe vet 


District Representatives and Distributors in All Principal Cities 
PENINSULAR GRINDING WHEEL COMPANY + 729 MELDRUM AVENUE « DETROIT 7. MICHIGAN 





JEMATIC 


MOISTURE CONTROL 


automatically maintains the moisture 
content in molding sand..... 


either in a batch or continuous mixing. The 
brain of the operation is a sensitive probe 
that determines the amount of moisture in 
the sand. It flashes this information to a Diagram shows basic operation. 
control panel. The control panel, after di- 
gesting the news, signals a water valve 
electrically, and orders it to increase or de- 
crease the amount of water being supplied scataleccaatbiian daticendorel 
to the sand mix. The complete system, trol_valve, pressure regulotor, 
sketched at the right, takes up no more 
space than a couple of suitcases. Moreover, 
it can be installed and put in operation in 
a matter of hours. 


JEMATIC 


can solve other foundry control problems, 
too: SAND LEVEL in the bins, for example 

. or SAND DISTRIBUTION to the 
molders . . . or. BOND ADDITION to the 
mix . . . or MIXER CYCLING. We also 
invite inquiries concerning our FLAME 


HARDENING CONTROL EQUIPMENT. 


JEMATIC 


is the first step to foundry automation. We 
would like to tell you how JEMATIC 
could be put to profitable work in YOUR 
foundry. All inquiries handled promptly, no 
strings attached. 














Units include probe, slip ring, 


control panel, continuously con- 








strainer and waterline. 
































LABORATORIES, INC. 


1108 W. 5th St. WOODLAND 4-7110 ASHTABULA, OHIO 
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Why Foundries 
are Sold on 


CarVer 


RAPID 


a 


MULLER 


CHECK... COMPARE AND 
YOU'LL CHOOSE CARVER! 


* The fastest! A batch 
every 75 seconds!* 


Only one moving part... 
no maintenance worries! 


Absolutely no lumps 
or wet spots! 


Easiest to clean! 
Just reach inside! 


3 times lower initial 
investment than with 
most mullers! 


Works equally well with 
any kind of binder! 


*Applies to CO2 Sand. Oil sand may take up to three minutes. 


poeeceeeern= MAIL COUPON TODAY 


CARVER FOUNDRY PRODUCTS CO. 
Muscatine, lowa 


I want to compare! Tell me more about Carver 
Rapid Muller. 


NAME 


FOUNDRY 


Pee reece eee ee ee ee eee 
Oe ee ee ae a oe a a eee ee ae a ee ee eee 
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OHIO STOVE COMPANY FOUNDRY 
holds production costs down 
with SIMPLICITY equipment 


At Portsmouth, Ohio, in the 
modern foundry of the Ohio Stove 
Co., the SIMPLICITY 4’ x 6’ 
shakeout and the 30” x 17’ model 
VS-12 conveyor (shown here 


at work) are helping speed 


operations and reduce unit produc- 


tion costs. First, snap molds are 
floor dumped; then both 

castings and sand are scooped and 
loaded onto the SIMPLICITY 
shakeout. The castings are then 
carried on the SIMPLICITY 
conveyor to the waiting tote boxes. 
The many plants that are using 
SIMPLICITY shakeouts are 
indicative of their foundry-proved 
superiority. Get complete 

facts on SIMPLICITY shakeouts, 
feeders, and conveyors. Write 


us today. 





SALES REPRESENTATIVES IN ALL 


PARTS OF THE U.S.A. ®@ e @ 
FOR CANADA: Simplicity Materials | m ] | Cc | 
Handling Limited, Guelph, Ontario 

TRADE MARK REGISTERED 


FOR EXPORT: Brown and Sites, 
50 Church Street, New York 7, N. Y. 





ENGINEERING COMPANY ¢ DURAND 7, MICHIGAN 
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Stub at left shows average waste with conven- 
tional cutting carbons; piece at right shows 
small amount of waste with Kostkutter Rods. 


carbons with Speer’s new KOS ——_ RODS” 


eeteewes SOME HERE EEE EEE E HHH EHH EEE EHET HHH ERE HE REE HEE ERE H ED 


says, Bonide Desper, Cleaning Rom Foreman, Atlantie Steel Castings Co., Chester, Pa. 


You can save money too! The revolutionary design of Kost- 
kutter Rods, a Speer development, allows the joining of the 
normally discarded 2% to 3 inches “waste” to the front of the 
next rod for further use. Additional savings are realized due 
to reduced torch damage. It is no longer necessary to econo- 
mize by burning carbons close to the clamp, bringing the torch 
too near the hot spot. Additional “left over” carbon is used up 
with the next rod. This virtually eliminates stub loss. It is 
important to note that Kostkutter Rods are copper plated 
(except for the tapered sections) after shaping the rod ends, 
thereby insuring perfect contact between rods. 


Kostkutter Rods are available only from Speer. Buy them in 
diameters of 2”, 54”, 94” and 1”. Standard cutting carbons 
are also available at slightly lower prices. 


ee 


Carbon Products Division + St. Marys, Pa. 
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How Kostkutter Rods Save You Money 


Each Kostkutter Rod has a tapered hole in one end (A) and 
@ tapered projection at the other end (B) as shown in Dia- 
gram 1. The rod is clamped into the torch and used in the 
normal way. The stub end (Diagram 1a) which, with conven- 
tional cutting carbons would be wasted, is removed from the 
torch and attached to the end of a new Kostkutter Rod 
(Diagram 2). The tapered end of the new rod slips easily 
into the tapered hole at the end of the stub and is held 
firmly by friction. The new rod, with the stub attached, is 
then clamped into the torch and practically the entire stub 
is used up instead of being discarded. 


A 
{ 











E 














Light industrial furnaces... 


Heat treating furnaces, 
fuel-fired and electric... 


Non-ferrous metal melting furnaces, 
fuel-fired and electric... 


Industrial ovens, fuel-fired 
and electric... 





AND NOW 


induction melting furnaces.... 


A full line of sizes and types for steel, cast iron, aluminum, copper, magnesium, silver and their alloys. 
Designed by a leading European producer of induction melting equipment and proven in hundreds of 
installations throughout the world. Get the full details from your Hevi-Duty sales engineer or 


from Hevi-Duty 
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HEVI-DUTY 


A Division of 
Electric.and Fuel-Fired - Basic Products 
ac . 
ndustrial Furnaces and Ovens Fela lola barela) 


Hevi-Duty Electric Company, Watertown, Wisconsin 








CORE HARDENING TIME CUT 


from 3 hours 
to 15 seconds 


The Pureco CO, Flash Curing process can 

mean extensive savings in time and money 

ITH be RE 0 to you. Hardening time is cut from hours to 

ee WwW U C CO, seconds . . . no costly baking ovens or core 


driers are needed . . . valuable space is saved 


4h 979 . . « More accurate castings with smoother 
finish result. Mold drying is eliminated . . . 
rapid production of finished cores expedite 


rush orders. In-plant handling time is drasti- 
cally reduced. 


For production or custom work. 


Pureco can tailor a Flash Curing installation 
to meet your specific foundry requirements 
—large or small. Cost is low—installation 
simple. 


Have a trial Flash Curing demonstration. 


Pureco would like to demonstrate its Flash 
Curing process in your foundry under your 
working conditions, with no obligation on your 
part. Call your local Pureco man or write: 


* Actual Pureco test 


Gti p ; 0, PuRE CARBONIC 


2 Pure Carbonic Company, A Division of Air Reduction Company, Incorporated 
Nation-Wide Pureco COo2 Service-Distributing Stations in Principal Cities 
General Offices: 150 East 42nd Street, New York 17, N.Y. 


AT THE FRONTIERS OF PROGRESS YOU'LL FIND AN AIR REDUCTION PRODUCT 
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HINES chrome-plated 
PINS AND BUSHINGS 


These extremely accurate, uniform pins 
and bushings, plus their micrometer 
controlled installation on HINES flasks, 
provide long, uninterrupted produc- 
tion and fast, smooth pattern draw. 


HINES pins are hard-chrome-plated and ground — 
bushings are case-hardened, hard-chrome- plated 
and ground. 

Tolerances are extremely close, yet there is but 
little friction between pin and bushing. They draw 
without chattering, without sticking and without 
requiring lubrication. 

HINEs pins and bushings will not rust — flasks 
are ready for use no matter how long they’ve been 
stored. 

HInEs flasks are machined for pins and bushings 
in a micrometer-adjusted jig, to guarantee perfect 
alignment of cope and drag. 

Flasks can be equipped to your exact requirements 
— single or double pins, round, hex or “V” type — 
with adjustable slides or bushings. 

HInEs designed and manufactured the first hard- 
chrome-plated and ground pins and bushings over 
30 years ago and has been producing them ever 
since. Hundreds of thousands sold during that time 
are still giving good service. 


WRITE FOR CATALOG FOLDER NO. 211 


THE HINES FLASK CoO. 


3431 WEST 140th STREET © CLEVELAND 11, OHIO 


HINES FLASKS 
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ONLY 3 


.- FOR CORE 
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Start—1:00 min. 1:00—4:15 min. - 4:15-5:15 min. 5:15—5:45 min. 
LOADING—Cooled castings are CORE KNOCK-OUT TUMBLE— CORE KNOCK-OUT BLAST — SEPARATION—Mixture of sand 
loaded into the Super Tumblast Loosens sand and cores. Sand Super Tumblast ‘Bh nso te and steel abrasive is recirculated 











just as they come from molds. Hage through Compensating wheel delivers short through the separator until all 
Flow Se abrasive, removi sand is expelled Ter the 
sand and cores. machine, ‘ 
mediately eta removing poy 
from the steel abrasive. 





~ MINUTES 


KNOCKOUT AND BLAST CLEANING 


In just 13 minutes, T. McAvity & Sons, Ltd., St. John, New Bruns- 
wick, is knocking out cores and blast cleaning 1080-pound castings 
that formerly required as much as two hours each for manual core 
knock-out alone. This progressive Canadian foundry’s Wheelabra- 
tor® Core Knock-out Super Tumblast gives them cleaner castings 
than ever before — at labor savings of 30 man hours a day. 

The machine, in operation for over a full year, has proved no more 
expensive to operate and maintain than ordinary foundry blast 
cleaning equipment — despite the fact that 400 pounds of sand are 
discharged by the CFR separator with each load of castings. 
Abrasive consumption is only 12.4 pounds of S-330 Wheelabrator 
Steel Shot per wheel hour. 

Wheelabrator alone has the operating proof of an abrasive separa- 
tor capable of handling the sand loads necessary to combine core 
knock-out and blast cleaning in a single machine. Large or small 
castings . . . there’s a Wheelabrator machine to do your core 


knock-out and blast cleaning in a single operation. Let your 
Wheelabrator representative analyze your core knock-out prob- 
lems and explain the savings you can anticipate with a new 
Combination Core Knock-out and Blast Cleaning Machine. 
Write for information today. Wheelabrator Corporation, 505 
S. Byrkit Street, Mishawaka, Indiana. 


WHEELABRATOR 
AIRLESS BLAST EQUIPMENT 
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BLAST CLEANING CYCLE 





















































§:45—10:45 min. 

CLEANING BLAST — Regular 
Wheelabrator Super Tumblast 
cleaning cycle begins. Steel abra- 
sive circulates in a complete 
cycle through the Separator back 
to the storage hopper, etc. 


( 


DIPPER 















































10:45—11:45 min. 

POST BLAST TUMBLE — Re- 
maining abrasive is removed from 
cavities of castings and returned 
to the recycling system. 


11:45—13 min. 
UNLOADING—Completely blast- 
cleaned castings are removed 
from machine in standard un- 
loading procedure. 





BENCH 

MARKS 

OF QUALITY 
IN ALCOA 


ALUMINUM © 
INGOT 


|. Refined—as in a holding furnace or by similar means. 


2. Clean—free from harmful inclusions, both internally and 
externally. 


3. Pure—composition controlled to avoid undesirable metallic 
impurities. 
4. Sound—internally solid and externally smooth. 


5. Uniform—in composition and weight from ingot to ingot, 
bundle to bundle, shipment to shipment. 
6. Customized—to meet your needs exactly. 


ONLY FROM ALCOA DO YOU GET ALL 6 
Everyone talks about the quality of aluminum ingot, but the 
record shows that Alcoa does more about it. With scientific 
ingenuity and research dollars, Alcoa hus applied realistic 
control of quality to reduce the costs of finished products. 
With Alcoa® Ingot, you don’t waste time and money in cast- 
ing and fabricating aluminum, only to los? your investment 
through later rejection. That’s why you get more than 16 


ounces of metal with every pound of Alcoa Aluminum! 

To take the guesswork and risk out of ordering aluminum 
ingot, rely on your Alcoa salesman. He’s got the skills, the ex- 
perience and the tools—including new literature listing casting 
characteristics, composition limits and mechanical properties 
of all ingot alloys. For your copy, just call the Alcoa sales 
office near you, or write: Aluminum Company of America, 
2115-L Alcoa Building, Pittsburgh 19, Pa. 


Watcoa ALUMINUM 





A 
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ALUMINUM COMPANY OF AMERICA 
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Where machines and skills 
are identical, Sevag wheels 


make the Profitable Difference! 


Install a Sterling Snagging Wheel on one of similar ma- 
chines and check it with a competitive grinding wheel of 
any make. You'll quickly appreciate the longer life and 
better grinding that have been built into this ‘Wheel of 
Industry”. 
Extra grinding time means extra profits on each of your /:-* 
snagging jobs... that’s why Sterling’s grinding wheels ; 
mean more on any machine in your plant . . . why so many 
foundries use them in preference to all others . .. why you && 
should use them in yours! 
A Sterling engineer is available . . . write at no obligation (ae 
for his services . . . today! vat 


pur “ 
Das 





For further information on Sterling Snagging 
Wheels, send for the free, descriptive folder. . . 
describes portables, too! 


For quick contact and immediate , ask us for 
SS ee Se ee 





mci i pyiic inc V0 1a 


STERLING GRINDING WHEEL CO., TIFFIN, OHIO — Distributors and Direct Representatives Located in All Principal Cities” 








(Advertisement) 





FROM TOM BARLOW 


Clays with character 


You might say that clays are like 
people — each one has a character 
like no other. Never let anyone 
tell you that the only difference is 
the hole in the ground they came 
from. 


Take Black Hills Bentonite. It's 
an extremely strong, uniform and 
dependable bentonite of the Wy- 
oming type. Here is a clay with 
lusty personality and a character 
that has won it a wide circle of 
friends. The reasons are plain 
enough: (1) highest dry strength 
combined with high resilience... 
(2) highest dry strength combined 
with highest hot strength . . . (3) 
highest dry strength combined with 
highest permeability. 


And consider the need for res- 
ilience in sand — “bounce to the 
ounce.” Of course, we're talking 
about a sand’s degree of yield or 
give before breaking (called de- 
formation). When you multiply the 
deformation value by the green 
strength, and a factor, the result 
is the sand value we call resilience. 
It is the amount of springiness or 
toughness possessed by a sand, and 
sands lacking this property are said 
to be brittle. 


In this characteristic, Black Hills 
Bentonite excels over any other 
type of bond clay. It results in a 
sand that is tough. Less trouble 
is experienced with difficult lifts, 
and there is less breakage of cor- 
ners and edge molds. 


Now take green strength. Black 
Hills Bentonite yields very high 
green strength (although it is ex- 
celled in this respect by Dixie 
Bond). When we use it as speci- 
fied, the result is high permeability, 
with a minimum amount of tem- 
pering water, and with less material 
to handle and less dead clay event- 
ually left in heaps or to be removed. 
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BLACK HILLS 


afi 


And there's still more to this 
character analysis. 

Dry strength: Black Hills Ben- 
tonite gives higher dry strength 
than any other type bond clay. 
This is insurance against cuts and 
washes, particularly in steel foun- 
dry practice. 

For green sand or medium weight 
dry sand work, Black Hills Ben- 
tonite provides the highest dry 


Deen TONITE me 






strength per unit of clay used. (In 
making very heavy castings, how- 
ever, fire clay binders such as Re- 
vivo Bond are usually selected be- 
cause of the combination of high 
sintering point with adequate dry 
strength. But before our sermon de- 
generates into some kind of “Re- 
vivo meeting,” let’s move along to 
Dixie Bond, our second character 
study.) 


FOUNDRY 








The strongest bond since marriage was invented 


Meet Dixie Bond. (Say “How 
y’all!”) Unquestionably this is the 
strongest bond clay ever offered 
American foundrymen. As com- 
pared with bentonite, it has high 
green strength and permeability . . . 
high flowability and sintering point. 
Most important is its moderate dry 
and hot strength, which means easy 
shakeout with less lumping .. . 
easier knockout . . . reduced flask 
maintenance and fewer broken cast- 
ings. Strong character? Dixie Bond 
really has it! 


Tell me more, you say. (At least 
I hope you say.) Dixie Bond flows 
for accurate weighing and reduced 
hang-up in storage hoppers and 
feeders, together with improved 
pneumatic handling. Slurries flow 
because of minimum viscosity with 
maximum solids content. 


We’re by no means suggesting 
that you start stocking your ware- 


Why no other bentonites “stack up” with Eastern Clay 


This seems a good time to get in a 
lick for our new pasted bags, since 
you'll find them used for both 
Black Hills Bentonite and Dixie 
Bond. 


What can be said for a bunch 
of bags, you ask? Take a good 
look at the new ECP package. 
Neatly squared off. No sewn ends. 
No ears to tear in handling. They’ll 
stack in your warehouse as firmly 
as bricks. And they need less space. 
That’s one reason we say no other 
bentonites stack up with Eastern 
Clay. You'll find improved valve 
closure, too, to reduce leakage sub- 
stantially. And ECP pasted bags 
are easier to pick up .. . easier to 
carry ... less likely to break. An- 
other advantage is that their design 
has enabled us to identify the con- 
tents on the end of the package, as 
well as on the body. So they even 
reduce the possibility of any con- 
fusion or error in the use of material. 
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house with Black Hills or Dixie 
Bond on the basis of what we’ve 
said here. These are only two of 
many Eastern Clay products that 
can make foundry sands behave. 


Like we've been saying for all 
these years: no one bonding clay 
does all jobs equally well. Our 
service engineers are on the road 
constantly to assist customers in 
selecting the proper clay and in 
using it to their best advantage. 
These men know foundry condi- 
tions first hand . . . apply an ex- 
tensive background in the study 
of bonding clays and synthetic 
sand. When your Eastern Clay 
service man advises you to try 
Black Hills Bentonite, Dixie Bond, 
or still another type additive, he 
knows whereof he speaks. And 
his counsel is impartial, as well 
as cost-free to you. 
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EASTERN CLAY PRODUCTS 


INTERNATIONAL MINERALS & CHEMICAL CORPORATION 


ADMINISTRATIVE CENTER, OLD ORCHARD ROAD, SKOKIE, ILLINOIS, ORCHARD 6-3000 





OO 


PRODUCTS FOR GROWTH® 


*TRADEMARK 
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DIE CHANGES that normally take 
3 to 5 hours are done in minutes with 
D-M-E’s Standard Unit Dies for 
zinc or aluminum die casting. 

Standard interchangeable Replace- 
ment Units are in stock now to reduce 
your die costs and shorten delivery 
schedules. 

D-M-E’s Standard Unit Die as- 
sembly offers these unique features 
for added savings in production time 
and maintenance: 


SEVEN BRANCHES 
FOR FASTER SERVICE 


Write TODAY for 
Complete Specifications 
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Cut Die Costs and Save Time with Stock Replacement Units 


Construction permits complete 
freedom on three sides of the cavity 
for placement of cores or cooling 
lines; six sturdy leader pins and bush- 
ings provide accurate alignment and 
trouble-free performance; and ‘‘quick 
change” wedge clamps for positive 
positioning of each plate. 

Standard Replacement Units are 
quickly positioned in the Unit Die 
Holder by a precision T-slot in the 
mating edge of the plates; there is no 


SAVE ON SHORT RUN 


DIE CASTINGS! 





CHANGE DIES IN MINUTES! 


With D-M-E Standard Unit Dies 
for Zinc or Aluminum Die Casting 





interference with the cavity layout. 

Whether you require rack and 
pinion or automatic “bumper-type”’ 
ejection, D-M-E has a Standard Unit 
Die to fit the machine. 

D-M-E Unit Die Holders are avail- 
able for Standard 10” x 12” or 12” x 
15” Replacement Units. ‘ 

Start saving now on your short-run 
die-casting jobs with D-M-E Stand- 
ard Unit Dies. 


DETROIT MOLD ENGINEERING COMPANY 





[DME 
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© DETROIT: 6686 E. McNichols Rd.—CHICAGO: 5901 W. Division St. 

HILLSIDE, N.J.: 1217 Central Ave-—LOS ANGELES: 3700 S. Main St. 
© D-M-ECORP., CLEVELAND: 502 Brookpark Rd.—DAYTON: 558 Leo St. 
© D-M-E of CANADA, Inc., TORONTO, ONT.: 156 Norseman Ave. 


FOUNDRY 





Now...a low-cost 
Nitride-Bonded 
Py Carbide! 


DD 


Now, the best-performing silicon carbide 
refractory is available at a realistic price! Brand- 
new CRYSTOLON ‘‘63” permits the use of a cost- 
saving nitride-bonded silicon carbide refractory 
for hundreds of applications. 


Produced by an exclusive Norton process, 
CRYSTOLON “63” silicon carbide provides all the 
superior properties of nitride-bonded silicon car- 
bide at a new low cost! It has high thermal 
conductivity, excellent heat shock and wear 
resistance, and good resistance to most corrosive 
liquids. In extensive tests, it not only showed 
excellent resistance to “wetting” by molten non- 
ferrous metals (aluminum, magnesium, zinc, lead 
and others) but also to fused salts, such as 
cryolite! 

CRYSTOLON “‘63”’ refractories can well mean a 
vast improvement in many of today’s metal melt- 
ing and transfer operations . . . new efficiency and 
economy throughout operations such as yours. Get 
complete details now! Write NORTON COMPANY, 
Refractories Division, 310 New Bond Street, 
Worcester 6, Massachusetts. 


*Trade-Mark Reg. U.S. Pat. Off. and Foreign Countries 
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Time Runs Out 


A recent statement by the president of Kaiser Aluminum & Chemical Corp. 
included this remark: “We began working on aluminum engine blocks in 1951. 
They are coming into use generally, just this year.” 

This statement supports the fact that the application of any important ma- 
terial or process is not an overnight development. By the same token, the foundry- 
man who expects to compete successfully ten years from now by offering the same 
type of material and service he is providing today must assume that there will 
be no improvement in the products with which he now competes. 

The record of the past attests to the folly of this assumption. 

Foundries probably have spent too much time and effort attempting to take 
business from other castings producers while neglecting what should have been 
done to meet the threat of competing materials. This is the only conclusion that 
can be drawn from the fact that the index (1947 — 49 = 100) of durable goods 
production for the last three years averaged 154 and the index for shipments of all 
types of castings was 97. 

Speaking before the recent annual meeting of the Gray Iron Founders’ Society, 
H. W. Lownie Jr. of Battelle Memorial Institute pointed out that known expendi- 
tures of gray iron foundries for research represent less than 0.03 per cent of the 
industry’s sales. The average for all manufacturing is 2.1 per cent. Spending for 
research by the primary metals industry is 0.6 per cent of sales and by metal 
fabricators it is 1.9 per cent. 

Mr. Lownie cited the fact that in Great Britain, which spends, relatively, seven 
times as much as does this country on gray iron research, production of miscel- 
laneous gray iron castings during the last decade has been steady, whereas ship- 
ments in this country have slipped. Coincidence? We doubt it. 

These circumstances are not applicable to gray iron alone. For the most 
part they apply to the entire foundry industry. 

There’s no denying the progress made in improving casting quality and in 
intensifying market development work during the last 20 years. But there’s also 
some convincing evidence that the progress was less than adequate. 

This progress must be accelerated promptly, because you can’t compete in to- 
morrow’s market with today’s model. And time is running out. 


Editor 





Breakability of 
KNOCK-OFF RISERS 


Knock-off risers are effective only when they are designed and used 
properly. The author discusses proper practice and results of testing 
various shapes and sizes of knock-off riser cores 


® A KNOCK-OFF riser is joined to 
the casting by a reduced cross-sec- 
tion neck obtained by placing a 
knock-off or Washburn core at the 
riser-casting junction. This usually 
is a thin core made with a high- 
percentage oil-sand mix. It has a 
suitably sized aperture to form the 
neck of the riser, Fig. 1, enabling 
it to be broken off. Design and 
manufacture of the core should en- 
sure that the feeder can be knocked- 
off without harming the surface 
finish and soundness of the cast- 
ing. 

Correct placement of the core and 
a suitable sand mixture are vital 
since improper practice may lead 
to defects such as sand inclusions, 
pitted casting surface under the 
core, metal penetration within the 
body of the core, and fins at the 
knock-off neck. The last two de- 
fects, especially, affect adversely 
the breakability of the risers. 

Breakability Factors — Successful 
application of the Washburn core 
requires that the neck of a feeder 
should not freeze before the casting 
as in Fig. la. ‘This condition im- 
plies that the Washburn neck area 
and volume should be of sufficient 


Fig. 1—A neck which freezes before 
the casting as in A is too small. Neck 
in B has sufficient solidification time 
to provide good feeling 
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size to provide a solid casting. 

If in Fig. 2, E is the effort or 
force exerted by an inclined ham- 
merblow, both the horizontal and 
vertical components of this force 
create a bending moment tending 
to break the riser from the casting 
at the neck. The bending moment 
generated is M = E, x L + Ey x 
H + W x C. If the blow is 
struck on the vertical, M = E’ x C 
+ W xC. The thicker the neck, or 
the greater the length, L, and the 
taller the riser, the more forceful 





is this bending moment and hence 
the easier breaking off the riser 
becomes. 

The force required to break off 
the riser at the neck is directly 
proportional to the moment of in- 
ertia of the neck section. Thus, 
some shapes will have better break- 
ability than others because their 
moment of inertia is smaller even 
though they have the same cross- 
sectional area. In more practical 
terms, breakability is facilitated by 
keeping depth of the neck, D, as 
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small as possible. As an example, 
a rectangular neck, with its shorter 
side equal to D, is more suitable 
than a square neck. 

We may conclude then, that con- 
sistent with sound feeding _per- 
formance, the design of the Wash- 
burn neck should be based on the 
following considerations: 1. The 
Washburn core should be as thick 
as possible, without affecting the 
feed metal channels through the 
core. 2. The cross-sectional area 
of the neck should be as small as 
possible for a given shape of the 
neck. 3. For a given area the 
moment of inertia of the neck cross- 
section should be as small as pos- 
sible. 

With these conditions in mind, 
a series of experiments were formu- 
lated to develop a suitable knock- 
off neck for use with a side riser. 

Preliminary Experiments — The 
test-piece adopted for experimenta- 
tion, Fig. 4, was of composite de- 
sign, consisting of three cylinders 
joined by knock-off necks and fed 
by a single riser. This arrangement 
allowed a number of different neck 
shapes and sizes to be tried under 
different conditions. 

All castings were poured of 0.2 
per cent carbon steel at tempera- 
tures between 2870 and 2910° F. 
Experience indicated that the riser 
used was sufficient to feed to 
soundness a 4-in.-diam bar 10 to 
12 in. long. 

Various neck designs were tried 
and some of the results obtained 
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Fig. 3—Each line on these casting solidification patterns shows time 
and position of an end-of-freeze wave (Brandt, Bishop, and Pellini) 


are summarized in Table I. In each 
trial the basic criterion to be ful- 
filled was that the castings had to 
come out sound. It was only then 
that breakability of the necks could 
be compared. Unfortunately, no 
standard apparatus is available to 
test comparative ease of riser knock- 
off. Hence the breakability of the 
different necks was judged only 
qualitatively as good, bad, or border- 
line. 

For purposes of feeding, Cylinder 
| can be taken as a riser for Cylin- 
der 2 which, in turn, feeds Cylin- 
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SIDE WILLIAMS 


OR 
OPEN RISER 


der 3. The thermal condition in 
Cylinders 1 and 2 may be similar, 
however, and considering them as 
both risers and castings may not 
be strictly warranted. In any case, 
these cylinders lie well within the 
feeding range of the Williams 
riser, according to Pellini.* 

Experimental Results — The first 
experiment was conducted using the 
neck sizes detailed in Table I. X- 
ray examination of the castings 
showed complete soundness. The 
fact that the same riser has been 
able to feed three castings in a 
row proves that the constriction of 
the passage between the cylinders 
does not block the feed metal chan- 
nels between the pieces and thereby 
does not affect the soundness of 
the castings. 

Probably, such a result is pos- 
sible only when the Washburn cores 
become heated to near the tem- 
perature of the metal. In’ other 
words, the core behaves in the same 
way as a mass of metal connecting 
the castings as far as temperature 
gradients are concerned. This effect 
is described as the incandescent 
effect. 

Knock-off riser neck dimensions, 
thickness and cross-section, given by 
McNair? were selected as a basis 


Fig. 2—Schematic drawing illustrates the 
forces exerted on a riser when subjected 


to knockoff blows E or E’. 


Equations for 


bending moments are given in the text 
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TABLE I—Test Results from Experimental Castings 


Knock-off 
Experiment Core No. 
Number (see Fig. 4) 


1 1 


Shape of 
(see Fig. 5) 


Square 
2 Square 


3 Square 
1 Square 


Inverted T 


Inverted T 


Square 


H-Shape 


Cross 


Neck Area 
Riser Area 
(per cent) 


20.4 


Dimensions, 


Inc! 
(see Fig. 5) 
L =2.36 


Casting 
Quality 


Sound 


L =2.36 46.0 Sound 


Sound 
Sound 


L =1.18 

L =2.36 

L,=1.18, Unsound 
t,=1.77, 
L, = 2.36, 
L,=0.59 

Same As 
Above 

L =2.36 


Sound 
Sound 
L, =2.36, Unsound 
Caose 


L,=1.3, 
L,=0.43 


Sound 


Fig. 4—Test casting em- 
ployed three knock-off 
cores located as shown 


in this layout 


Riser 
Breakability 
Poor—Had 
to be cut off 
Poor—Riser 
often cut off 
Good 
Poor—Had to 
be cut off 
Could not 
be judged 


Could not 
be judged 
Poor—Had 
to be cut off 
Very Good 


Good 


= 


SQUARE 


Li 
L2 Ly 


CROSS 


o 


MODIFIED CROSS 





for the test work which was done. 

A greater thickness than that pre- 
scribed by McNair (which is 10 
per cent of riser diameter) was used 
for Cores 1 and 3 so that the risers 
could be broken easily. Results ob- 
tained indicate that a core thick- 
ness equal to 10 per cent of the 
riser diameter plus 0.2 in. is quite 
safe. 

A thicker core has a number of 
advantages in addition to being con- 
ducive to easy breakability. It also 
gives a cleaner riser-casting junc- 
tion and involves less danger of 
metal penetration into the body of 
the core. Also, the connection can 
be cut easily, if that should be nec- 
essary. Furthermore, the danger of 
a pitted surface occurring on the 
casting is reduced because of less 
core incandescence, 

Increasing thickness, however, af- 
fects adversely the solidification of 
the knock-off neck, This could have 
been offset by enlarging the aper- 
ture of the knock-off core. But this 
makes breaking the neck difficult. 
Tests therefore were conducted with 
cross, inverted T, modified cross, and 
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H-shaped necks, all incorporating 
re-entrant corners or right angled 
tips which would, it was assumed, 
attain a temperature higher than 
the adjoining edges. The resultant 
localized concentration of heat 
should be able to retard solidifica- 
tion of the adjacent neck regions. 

The effect of the re-entrant angle 
was seen in Experiment 2 in which 
inverted-T necks were utilized at 
Cores 2 and 3. Both radiographic 
and visual inspection of the re- 
sultant castings revealed complete 
soundness for Cylinders 1 and 3 
but a hairline shrinkage of about 
0.04 in. diam was evident to a 
depth of about 0.8 in. inside Cylin- 
der 2 at a point adjacent to one 
of the right-angled tips. 

Occurrence of this shrinkage near 
the tips upheld the validity of the 
assumption that freezing is retarded 
at corners due to a lower rate of 
absorption of heat by the core. Such 
an explanation also is borne out by 
the solidification curves obtained by 
Brandt, Bishop, and Pellini, Fig. 3, 
for T-section sand castings.? 

Two additional experiments were 


made using an H-shaped and a 
cross-shaped neck designed to exert 
more pronounced corner effect on 
the knock-off junctions. Neck di- 
mensions and test results are de- 
tailed in Table I. 

The H-shaped neck section was 
designed to have a reduced modulus 
of rigidity so that breaking the 
knock-off connection was easy. How- 
ever, the resultant casting, Cylinder 
2, was not sound and additional 
tests are being conducted to devel- 
op this shape. 

The adoption of a cross-shape al- 
lowed the sectional area of the neck 
to be reduced considerably so that 
the neck cross-sectional area was 
only 7.7 per cent of the riser cross- 
sectional area. The breakability of 
these necks was the best of all the 
shapes tried in the tests; soundness 
of the castings was unimpaired. 

Production Tests—Success of the 
cross-shaped neck in the test-pieces 
prompted its use at the necks of 
two 5.9-in.-diam, 8.85-in.-high Wil- 
liams siderisers feeding a portion of 
the flange of a 11!4-ton locomotive 
casting, Fig. 6. A number of tests 


FOUNDRY 





INVERTED TEE 


L 


i L3_ + 


H-SHAPE 


Fig. 5—These shapes were 


used as necks for knock-off 
cores. Tables | and Il give 
the dimensions used 


RADIUSED CROSS 


i. 


OCTAGON 


Fig. 6—Knock-off cores were tested 
on this locomotive casting. Side riser 
6 in. in diam and 8.85 in. high fed 


into the 2.4 in. thick casting 


TABLE li—Test Results from Locomotive Castings (See Fig. 6) 


Neck Neck Area 
Riser Area 
(per cent) 


Dimensions, 
Inches 


L =2.13 8.2 


Shape 
(see Fig. 5) 
Cross 
(radiused) 
= L =2.20 10.7 
” L =2.36 11.5 


Modified L =2.17 11.8 
Cross 


Octagon L =2.17 13.4 


L,=2.36 16.0 
L,=2.36 


Inverted T 


Casting 
Quality 


Unsound 


Riser 
Breakability 
Good 
Good 
Borderline 
Good 


Sound 
Sound 
Sound 


Poor—Had to 
be cut off 


Poor 


Sound 


Sound 





were made and the results indicated 
that the sharp tips of the knock-off 
cores are liable to be broken off by 
the impact of running metal during 
pouring. To avoid this, the tips were 
radiused or rounded off and prop- 
erly reinforced. 

Dimension L and the radius of the 
tips are critical for avoiding shrink- 
age but a neck area of 11 to 12 
per cent of the riser cross-section 
appears to produce the required cast- 
ing soundness along with reasonably 
improved breakability. 

Other neck configurations were 
tested and results are shown in 
Table II. Care had to be taken in 
proportioning the inverted T neck to 
obtain a proper balance between 
casting soundness and easy riser 
breakability. Table II shows that 
though a casting may be sound, the 
knock-off neck may not be broken 
easily. 

Correct molding practice and 
proper sand mixtures are essential 
for a successful knock-off riser prac- 
tice. Fineness and conductivity of 
the sand used, the percentage of lin- 
seed oil used in the mix, and the 
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presence of other binders affect in- 
candescence of the core. 

Two different sands, Rajmahal 
silica and zircon of a finer screen, 
were used with linseed oil varying 
from 3 to 5 per cent during the 
tests. No conclusions were reached 
on the effect of different composi- 
tions. Cores made from the silica 
sand mixture contained 0.8 per cent 
dextrin and 3 to 4 per cent linseed 
oil, They were dried at about 390 
to 480° F for 114 hr. Scratch hard- 
ness varied between 0.7 and 0.85 
Dietert. 

Conclusions—The results can be 
summarized as follows: 1. For easy 
breakability, the knock-off core 
should be as thick as possible with- 
in the requirements of sound feed- 
ing. Tests indicate that a thickness 
of about 10 per cent of the riser 
diameter plus 0.2 in. is safe. 2. 
Adoption of a radiused-tipped, cross- 
shaped neck of about 12 per cent 
of the riser cross-section provides 
best breakability without affecting 
the soundness of the casting. This 
has been proved only for a side 
riser. 


Further trials are being conducted 
to investigate the incandesecent ef- 
fect of Washburn coring. It also is 
proposed to investigate through 
actual temperature measurements, 
whether the combustion of any of 
the core binders can cause heat to 
flow from the core to the liquid 
metal it encloses. 

The author expresses thanks to 
the management of Tata Locomo- 
tive & Engineering Co, Ltd., Jam- 
shedpur, particularly to Sri N. G. 
Chakrabarti, works manager of its 
foundries, for permission to publish 
this paper, Gratitude also is ex- 
pressed to Sri S. N. Chatterjee for 
helping with the sketches. 
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HOT BLAST CUPOLA 


Here’s a comparison of hot blast and standard cold blast cupola 
performances. In addition, the article deals with the advant- 
ages and applications of high-temperature blast for the cupola 





@ BEFORE discussing the effects 
of hot blast on cupola performance, 
this article will review present 
knowledge of thermal reactions in 
a standard cold blast cupola. Al- 
though knowledge of this subject is 
not complete, reviewing what is 
known will permit a general under- 
standing. This knowledge is drawn 
from both published works of re- 
searchers and practical experience 
of cupola operators. 

Air Flow Pattern—First, consider 
the cross-sectional area of a cold 
blast cupola (Fig. 1) on a plane 
with the tuyeres. As air leaves the 
tuyeres, it strikes the coke bed. Dis- 
tribution of the air from this point 
is controlled by the placement and 
size of the charge material and the 
height to which it is stacked in the 
cupola. 

Normal mechanical charging re- 
sults in a charge that is packed 
tightest in the center of the cupola 
and has voids next to the cupola 
lining. As a result, when the air is 
blown from the tuyeres it flows into 
areas with the least resistance—the 
area next to the cupola lining. 

Tight packing in the center could 
be avoided by hand charging. If 
the charging crew placed layers of 
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pig iron next to the lining and the 
coke and limestone in the center, 
fewer voids would occur in the lin- 
ing area. 

In any case, the incoming air 
must make a right-angle turn from 
horizontal to vertical. Velocity of 
the air through the tuyere and the 
size of the voids in the coke bed 
determine the amount of horizontal 
penetration and the curve followed 
by the air in its change of direc- 
tion. Ordinarily, the blast air will 
not penetrate horizontally to the 
opposite wall of the cupola. By 
watching incandescent coke through 
the tuyere peephole, the dynamic 
state of the coke and voids prevent- 
ing such penetration can be noted. 
This means that the voids which 
allow the air to pass are continual- 
ly changing in volume and in the 
degree to which they restrict pass- 
age of blast air. 

When air is rammed through a 
water-cooled tuyere at high veloc- 
ity, however, it may reduce the size 
of coke directly in front of the 
tuyeres at an accelerated rate. 
Under these circumstances, small 
pieces of coke have been observed 
floating in a large void area in front 
of the tuyere. It is conceivable that 


if the air velocity through the tuyere 
were raised to 30,000 fpm or more, 
it would be possible to erode large 
openings in the otherwise normal 
packing of the incandescent coke 
bed. 

Heating Necessary — When air 
leaves the tuyere of a cold blast cu- 
pola, it is at room temperature— 
about 80° F. Before this air can 
take part in the combustion of the 
incandescent coke, it must be heat- 
ed to approximately 1240° F as re- 
ported by Leyshon. The air must 
penetrate several inches into the 
coke bed before it becomes heated 
sufficiently to react. An analysis 
of the gas for several inches around 
the tuyeres shows nearly 20 per 
cent oxygen and less than | per 
cent COs, as in Fig. 1. Since air 
normally contains about 21 per cent 
oxygen, this indicates that almost 
none of the oxygen reacts while it 
is close to the tuyere. 

The temperature of the blast air 
increases quickly after it rises above 
the tuyere area. A mixture of free 
oxygen and COz is found just above 
the tuyeres and near the lining, but 
more COz gas is formed as the blast 
air rises and attains ignition tem- 
perature. When all oxygen has 


FOUNDRY 





Fig. 1—Zones of various gases in 
a cold blast cupola: 1. Max free 


oxygen. 
with some oxygen. 
eliminated, 


2. Max carbon dioxide 
3. All oxygen 


max temperatures. 


4. Faster conversion from carbon 
dioxide to carbon monoxide 











been consumed, the gases contain 
approximately 16-17 per cent CO. 
and 6 per cent CO. 

The area of maximum COz con- 
tent has the highest temperature. 
This area resembles a conical ring 
extending upwards inside the cu- 
pola from the tuyeres to as high as 
27 to 36 in. Reference to a shape 
for the high-temperature zone does 
not imply exact physical dimensions 
because the high temperature zone 
is dynamic. Its shape is altered by 
such factors as blast rate, tuyere di- 
mensions, coke size, internal diam- 
eter of cupola melting zone, stock 
size, and charging practice. 

Boundaries Vary Widely—Probes 
inserted through the cupola shell 
and lining have indicated tempera- 
ture variations in the high-temper- 
ature zone. Tests have shown a 
normal high-temperature zone in 
the areas above the tuyeres, but on 
the same plane a cold area was sur- 
rounding a second hot zone in the 
center of the coke bed. This means 
the high-temperature zone bound- 
aries vary in depth within wide 
limits. 

The mechanism of oxygen com- 
bustion in the high-temperature 
zone of the cupola bed is as yet 
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imperfectly understood. Two pri- 


mary reactions occur, one forming 
COz and the other forming CO. In 
the area where all Oz has been con- 
sumed and COs concentration is 17 
per cent, the theoretical gas tem- 


perature—from the combustion 
temperature of solid carbon and a 
blast temperature of 32° F—is cal- 
culated to be 3758° F. However, 
the actual gas temperature has been 
reported to be only as high as 3100° 
F. The variation between theoret- 
ical maximum and actual tempera- 
tures is due in part to radiation of 
heat to the cupola lining, plus heat 
transferred to the droplets of molten 
iron and slag and, to a lesser de- 
gree, heat lost to moisture in the 
blast air. 

The combustion reactions are 
heat-producing reactions. They oc- 
cur essentially as follows: C + Oz 
= CO; C + Y%O2 = CO; CO + 
YO = COs. 

The last reaction is thought to 
take place in voids between fuel 
particles. At the highest tempera- 
ture, CO. reacts strongly with car- 
bon in the absence of oxygen and 
the following reaction occurs: CO, 
+ C = 2CO. 

Gas analyses have indicated that 


a column of CO is present in the 
center of the cupola coke bed which 
takes the form of an inverted cone 
inside the ring of high CO2 con- 
centration. The highest concentra- 
tion of CO is found in the center 
of the cone and this same area 
shows the lowest temperature. 

Rapid Temperature Drop—The 
CO-forming reaction is endothermic 
or heat absorbing, and the tempera- 
ture of the gases decreases rapidly 
as they rise above the plane of max- 
imum temperature. The rate of 
this reaction depends strongly on 
temperature, and the controlling 
mechanism changes from one of 
mass transfer at temperatures above 
2550° F to chemical control below 
about 2000° F. 

In the transition range, the rate 
probably is controlled by the rate 
of diffusion of the reacting gas into, 
and the products out of, the capil- 
lary system of the fuel. In effect, 
as the coke bed temperature is in- 
creased, the production of CO just 
beyond the plane of maximum tem- 
perature is increased. This item 
becomes more important when ef- 
fects of hot blast are discussed. 

Temperature of the ascending 
gases finally reaches a point where 
the temperature differential between 
the gas and fuel surface is too small 
for sufficient heat transfer, so the 
endothermic reaction ceases. Gas 
composition at this level is approxi- 
mately the same as that of gas leav- 
ing the stack. 

No attempt has been made in 
this review to explore the variables 
encountered in cold blast practice. 
Specific items such as cupola bed 
heights, coke ratios, melting rates, 
metal temperatures, etc., have not 
been mentioned. The discussion 
has been limited to some of the 
basic fundamentals concerning the 
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thermal reactions of cold blast cu- 
pola operation. 

Hot Blast Reactions — With this 
background on cold blast operation, 
the effect of hot blast can be bet- 
ter appreciated. For this discus- 
sion, air preheated to 1000° F will 
be considered. The first big differ- 
ence between the two operations is 
the increased blast velocity of the 
hot blast through the cupola blast 
piping, downcomers, and _tuyeres. 
Blast air is measured on the cold 
side prior to entering the preheat- 
ing unit. When temperature of the 
air is raised to 1000° F, it expands 
in volume 2.78 times. If 10,000 
cfm of air at 72° F were to pass 
through six 6-in. tuyeres, it would 
move at a speed of 8500 fpm. If 
this same amount of air were heat- 
ed to 1000° F and passed through 
the same tuyeres, it would have a 
velocity of 23,600 fpm. 

Since the gas reactions depend on 
intimate contact between the car- 
bon and oxygen, it would seem that 
the decreased contact time due to 
higher blast velocities might affect 
the reactions. However, the more 
violent turbulence, due to the in- 
creased gas velocities, produces a 
greater number of actual contacts 
by violent scrubbing between the 
reacting atoms. This action tends 
to offset the reduction of contact 
time between air and fuel. 

In general, the 1000°F tempera- 
ture air passing through the tuyere 
opening is affected by the same 
physical characteristics—coke size, 
stock size, etc.—as the air in the 
cold blast cupola. In both cases 
the air will seek a major flow path 
around the periphery of the cupola, 
all other conditions being equal. 
The increased air velocities pro- 
duced with hot blast, however, give 
somewhat deeper penetration into 
the coke bed. 

Air heated to 1000° F needs only 
a small increase for it to reach the 
temperature required for reaction 
with the carbon. Thus, the space 
traveled by the preheated air 
through the incandescent coke bed 
before being converted to COs: is 
shortened. Since the air reacts with 
less travel, there is a much smaller 
zone of free oxygen above the 
tuyeres, as shown in Fig. 2. This 
lack of free oxygen eliminates the 
cooling zone near the tuyeres and 
promotes higher coke bed tempera- 
tures. 
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More CO, Present—The percent- 
age of CO, present in both a hori- 
zontal and vertical plane just be- 
yond the tuyere in a hot blast cu- 
pola is much greater than that pro- 
duced by similar cold blast condi- 
tions. The hot blast cupola bed 
operates with a relatively narrow 
and compact high temperature zone, 
due to the speedup of the gas reac- 
tion. From observations based on 
lining burnout patterns, it appears 
that the high-temperature zone is 
approximately 10-16 in. lower in a 














Fig. 2—Zones in a hot blast 


unlined, watercooled cupola: 
1. Maximum free oxygen. 2. 
Max carbon dioxide. 3. All 
oxygen eliminated, max tem- 
peratures. 4. Faster conversion 
of carbon dioxide to carbon 
monoxide 


hot blast cupola. Thus, the gas re- 
action is compressed into a smaller 
area, requiring less fuel surface con- 
tact for the same Btu output. This 
also produces an increased coke bed 
temperature. 

As mentioned before, the actual 
temperatures attained with cold 
blast are 650° F below the maxi- 
mum theoretical temperature. With 
air heated to 1000° F for the blast, 
the calculated theoretical tempera- 
ture would be 4500°F. For the 
same reasons as stated for cold blast, 
this theoretical maximum is not at- 
tained. Instead, actual minimum 
temperatures will be 12-15 per cent 
below the theoretical maximum. 

Maximum gas temperatures 
would be produced if complete 
combustion took place and the 


stack gases consisted of 100 per cent 
CO, and no CO. However, these 
gases would be strongly oxidizing. 
Instead, hot blast promotes high 
temperatures in the coke bed, thus 
precipitating the gas reaction CO» 
+ C = 2CO, resulting in a more re- 
ducing atmosphere. 

In this way, hot blast brings 
benefits to the well area of the cu- 
pola. Air preheated to 1000°F 
favors formation of CO, so re- 
ducing conditions are prevalent in 
this area. Any oxides which fall 
through this zone tend to be re- 
duced. As an example, iron oxide 
is reduced by this reaction: 

C + FeO = Fe + CO, which 
can be considered the sum of these 
two reactions: 

FeO + CO = Fe + CO, 
Cc + CO, = 2CO 

At temperatures up to 3240° F, 
ferrous oxide is reduced whenever 
a CO/COz ratio of 10:1 or greater 
exists. Higher temperatures pro- 
mote a higher ratio because the CO. 
is more reactive with the coke in 
hotter areas. Consequently, CO/ 
CO, ratios of 10:1 or greater do 
exist. 

Temperature Effects — Higher 
temperatures also favor the reduc- 
tion of silica to silicon in much the 
same manner as ferrous oxide is re- 
duced. These reactions occur when 
the slag and oxide-coated metal 
droplets pass through the high CO 
content atmosphere in the well. In 
the slag, the oxides are reduced by 
direct contact with the carbon in 
the coke. 

Lower oxidation losses result not 
only from the reducing reactions 
just explained but also from the 
conditions existing in the stack. The 
higher temperatures promote the 
formation of CO in the stack, and 
with the higher CO/CO, ratio there 
is less oxidation of silicon, man- 
ganese, and iron in this region of 
the cupola. 

The increase in bed temperature, 
due to preheated blast air, influ- 
ences the physical condition of the 
slag by increasing its fluidity. In the 
cupola melting zone, the fluidity of 
the slag is increased to a point 
where it does not adhere to the 
coke surface and form an insulat- 
ing blanket. This exposes more of 
the surface of each lump of coke 
so there is greater reactivity between 
the incandescent coke and the gases. 
In the well, the more fluid slag has 
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a greater affinity for sulfur, result- 
ing in lower sulfur content in the 
iron. 

The Water-Cooled Cupola — A 
discussion of hot blast cupola melt- 
ing fundamentals would not be com- 
plete without some mention of the 
water-cooled cupola with protrud- 
ing water cooled tuyeres. This rel- 
atively new cupola design has been 
instrumental in the development of 
the present high temperature, ex- 
ternally fired, hot blast units. To- 
day’s air preheaters are engineered 
to produce cupola blast air temper- 
atures of 650° F, 850° F, 1000° F, 
1200° F, and 1400° F. 

Prior to the use of water-cooled 
cupolas, hot blast temperatures 
above the 800-850° F range were 
not practical. The higher tempera- 
ture of the hot blast created the 
problem of extreme lining erosion 
and tuyere plate burn-back because 
of the increased bed temperature. 
The cupola shell in the tuyere area 
also was exposed to excess temper- 
atures. Lining and tuyere repair 
costs were not economical for heats 
lasting 8-16 hours. However, a 
standard-lined cupola could be op- 
erated with 1000°F hot blast if 
the heat was limited to two to three 
hours. 

Early attempts at water cooling 
the cupola shell and operating with 
cold blast air encountered high 
losses due to oxidation of silicon, 
manganese, and iron. At the same 
time, another problem arose. This 
was the formation of a secondary 
melting zone, situated 5-7 ft above 
the tuyeres. 

The secondary melting zone re- 
sulted from the passage of the oxy- 
gen in the blast along the relative- 
ly lower temperature water-cooled 
shell. A portion of the oxygen leav- 
ing a standard tuyere could not 
gain sufficient temperature in the 
normal distance to convert to CO» 
or CO because of the cooling effect 
produced by the water-cooled shell. 
The gas reaction finally did occur, 
but at a much higher elevation in 
the cupola bed. Usually this point 
was 5 to 7 ft above the tuyeres near 
to the periphery of the shell. 

The upper melting zone produced 
gas temperatures sufficient to melt 
small amounts of iron and slag. 
Material adhered to the cupola shell 
and, as the heat progressed, the 
ring of slag and oxidized metal grew 
toward the center of the cupola. 
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This condition interfered with nor- 
mal movement of the stock, con- 
stricted the air flow pattern, aggra- 
vated the oxidation of silicon and 
manganese, and increased the FeO 
content of the slag. 

This specific problem brought 
about the use of blast-furnace type, 
water-cooled projecting tuyeres. The 
cold blast air leaving the water- 
cooled tuyere is discharged at a 
point deeper in the incandescent 
coke bed. The result is that the 
gas reaction time is accelerated by 
the higher temperature and a small- 
er amount of free oxygen remains 
as the air makes its way back to 
the periphery of the cupola shell. 

The Unlined Cupolas — Advent 
of the unlined water-cooled cupola 
shell eliminated the uncertainty of 
refractory life and permitted the 
use of high-temperature hot blast. 
Use of preheated air offsets the 
initial temperature losses produced 
by the water-cooled cupola shell 
and tuyeres. It enables the cupola 
to maintain higher molten metal 
temperatures and better reducing 
conditions with less coke. High- 
temperature hot blast is particular- 
ly useful in the production of duc- 
tile irons which require controlled 
high carbons, low sulfurs, and low 
FeO slags. 

How high can heated blast tem- 
peratures go? The U. S. Bureau of 
Mines is operating an experimental 
blast furnace at Bruceton, Pa., with 
hot blast temperatures of 2475° F. 
Brown Metals Inc. has been exam- 
ining the production problems of a 
so-called exotic temperature cupola 
air preheater. However, the cost 
of one externally fired unit designed 
to deliver 500 cfm at 2200° F for a 
12-in. cupolette is rather high. 

The problem of cost is critical 
when the economic factors are con- 
sidered for all theoretical possibili- 
ties. Cupola blast piping and wind 
drums fabricated from carbon steel 
are sufficient for use with 1000° F 
hot blast. Plain carbon steel can- 
not be used for 1200° F hot blast; 
with the higher temperature blast 
stainless steel must be used. The 
more costly fabrication, plus great- 
er investment in the hot blast unit 
and valves, require a thorough com- 
parison of the total cost and dollar 
savings for a specific operating prob- 
lem or goal. 

When exotic temperature hot 
blast is considered, even stainless 





Fig. 3—Heating installation for 
a hot blast cupola. Blast air 
is heated in these pipes on its 
way to the cupola 


steel no longer can be used. In- 
stead, refractory insulation is re- 
quired on the inside of blast piping, 
wind drums, and cupola downcom- 
ers, and valves would have to be 
water-cooled. Additional research 
is needed to determine if the cost 
of blast temperatures above 1200- 
1400° F would be justified by the 
results obtained. 
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Casting 
Submarine Parts 


in (0, 
Process Molds 


At this foundry, production of castings of 





The nuclear-powered submarine, George 
Washington, cruises through waters of 
Long Island Sound on first trials 


one kind seldom exceeds three. Often they 


@ EIGHTY per cent by weight of 


are required on short notice. The COz proc- 
q P castings produced at Electric Boat 


ess satisfies the requirements of low pro- Div., General Dynamics Corp., 
ducti d h iob Groton, Conn., are cast in sodium 
UCHON GRS FUSN fous silicate-bonded sand molds cured 


with CO.. Use of the COz process 
fits in with the foundry’s special 

needs and problems. 
All castings made at Electric Boat 
are used in submarines built by the 
By ROBERT H. HERRMANN company. The cast components are 
Associate Editor used in new ships or as repair parts 
for submarines in service. In either 
case the number of castings of a 
kind seldom exceeds three. Often, 
the repair parts must be produced 

on short notice. 
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Holes are punched in molds to prepare them for gas- 
sing. COz is introduced by a pipe at the end of a 
Then holes are filled with fresh sand mix 


hose. 


The COz process satisfies the re- 
quirements of low production and 
rush jobs. The comparative sim- 
plicity of moldmaking with sodium 
silicate-bonded sand also satisfies 
another problem of the foundry— 
a shortage of skilled molders. Two 
factors contributed to this problem. 

A short time ago the company 
instituted a forced retirement pro- 
gram which went into effect over 
a one-year period. Many skilled 
workers were lost as a result, and 
practically no younger men were 
being trained. The foundry hasn’t 
had an apprentice in seven years. 
Some skilled workers have become 
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available as the result of the clos- 
ing of other foundries in the area, 
but they are too few to fill the gaps 
created by normal turnover of 
workers. 

Wide Size Range — Most of the 
castings produced by Electric Boat 
are for corrosion-resistant applica- 
tions. Many castings, used in 
pumps, valves, and piping, must 
meet pressure-tight requirements. 
About 25 brass and bronze alloys 
and three aluminum alloys are 
poured. Castings range in weight 
from a few ounces to 7000 Ib, 
monthly production of cleaned cast- 
ings running about 120,000 lb. 





Extensive use is made of chills, as shown here, to 
promote soundness in critical casting areas. The 
worker is cleaning mold with a vacuum hose 


Sodium silicate-bonded sand is 
used for all floor-molding work. 
Flask sizes are from 20 x 20 in. up. 
Molding sand is prepared in a skip- 
hoist-charged muller mounted about 
3 ft above floor level. Sand mixes 
for brass and bronze castings are 
produced in 1000-lb batches. They 
consist of three parts 110 AFS fine- 
ness sand and one part 55 AFS fine- 
ness sand with 5 per cent proprie- 
tary binder. Sand mixes for alumi- 
num castings consist of all fine sand 
with the same amount of binder. 

After a three-minute mulling 
time the sand is discharged to a 
front-end loader for delivery to 
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boxes on the molding floor. Sand 
in the boxes is covered with moist 
burlap and has a usable life of about 
2 hr. 

Molds are hand rammed and are 
prepared for gassing by punching 
holes in them with a rod. COz is 
introduced at 20 psi by a pipe at 
the end of a hose. Each hole is 
gassed about 5 seconds. Every ef- 
fort is made to avoid overgassing 
because the sand becomes mealy. 
The foundry has experienced metal 
penetration with mealy sand. 

When the mold is gassed, the 
holes are filled with fresh sand mix, 
and the cured mold halves are 
drawn off the pattern. Both halves 
of the mold are sprayed or brushed 
with an alcohol-graphite mixture, 
which is ignited to dry. 

Almost no sodium silicate-bonded 
cores are used because of their short 
shelf life, due mainly to moisture 
pickup. Oil sand mixes are used 
for baked cores and for downsprue 
inserts. Gypsum or exothermic ma- 
terial sleeves are used for risers. In 
addition, the risers of copper-nickel 
and aluminum-bronze castings are 
topped with rice hulls to delay 
solidification and aid feeding. Ex- 
othermic materials also are used. 

Metal Handling—Melting equip- 


ment includes five high-frequency 
induction furnaces—one of 2000-lb 
capacity, two of 1000, and two of 
500—for a total nominal capacity 
of 5000 Ib. Chemical, physical, 
and mechanical test bars are poured 
from each heat. 

Also, Brinell tests are performed 
on samples of high tensile strength 
alloys such as copper-nickel, alumi- 
num-bronze, and aluminum-man- 
ganese-bronze. Company metallur- 
gists have determined that a close 
relationship exists between the 
Brinell hardness number and the 
yield strength of these alloys. The 
test is performed before the heat is 
tapped. Compensation for any 
variation in hardness can be made 
with additions to the melt before 
the furnace is tapped. 

When the molds are poured, a 
metal tag stamped with the heat 
number and alloy analysis is insert- 
ed in the still liquid alloy of the 
sprue. Information on the tag helps 
in the quality control program and 
in segregating gating metal for re- 
melting. 

Castings Cleaning—Castings are 
broken out on the floor and car- 
ried by bridge crane to the end of 
the shop near the cleaning room. 
No cleaning work is performed 
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until the laboratory has performed 
all analyses and tests and cleared 
the castings. 

A worker stamps each casting 
with data from the metal tag. Gates 
and risers then are cut off the cast- 
ings and chipping and grinding 
work performed. Castings are load- 
ed on a car and moved into a 10 x 
14-ft blast cleaning room. A work- 
er in the room directs the hose from 
which aluminum oxide grit is 
blown. Castings are subjected to 
critical visual inspection, and most 
of them are x-rayed. 

As part of the foundry’s quality 
control program, pertinent data are 
recorded for each type of casting 
produced. The information listed 
includes the type of sand mold and 
cores used, the alloy and its pour- 
ing temperature, the location of 
chills, and any other data pertinent 
to the job. In addition, a photo- 
graph of the casting with gating 
system attached is included. 

The data card and photograph 
for each job are placed in a 4 x 6- 
in. envelope and filed by pattern 
number and name of part. Refer- 
ence is made to the file each time 
the part is re-ordered. 
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Gypsum or exothermic material sleeves are used in risers to aid proper feeding. 
Exothermics also are used to top risers. Two cans of the material are shown 
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This first installment in a series of six on sand topics covers occurrence: 
of sand, fundamental properties, grain geometry, and processing fea-. 
tures. Next month, sand types will be discussed 


@ SAND is taken so much for 
granted by most people that its 
mineral constitution and formation 
seldom are considered. Today, how- 
ever, with newer mineral substances 
being processed into useful sands 
that differ from the common vari- 
ety, it is increasingly important to 
qualify the word “sand” as silica 
sand, zircon sand, olivine sand, and 
others and to compare them fully. 

The American College Dictionary 
defines sand as “the more or less 
fine debris of rocks, consisting of 
small loose grains, often of quartz.” 
The Encyclopedia Americana calls it 
“a mass of unconsolidated mineral 
grains of practically uniform size, 
large enough to be detected with 
the unaided eye, but too small for 
the grains to be readily picked up 
by hand.” 

In these definitions, the only ref- 
erence to specific mineral constitu- 
tion is the words “often of quartz.” 
In both definitions, the major em- 
phasis is on loose grains of rather 
small size. 
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Quartz is one of the common 
minerals—chemically, silicon diox- 
ide. There are numerous varieties, 
which differ in color, luster, purity, 
etc. Thus sand, as commonly 
thought of, may consist of pure sil- 
ica or may be a complex mixture 
of many minerals. 

Occurrence — Sand suitable for 
foundry applications is found ex- 
tensively in many deposits through- 
out the world. Silicon is one of 
the most abundant elements in na- 
ture, and it is to be expected that 
its compounds, including silicon di- 
oxide (or sand), also would be 
abundant. 

Many natural forces combine to 
reduce rocks to sand. The move- 
ment of glaciers probably started 
the process in the ice ages. Wind, 
waves, heat, frost, and other gen- 
eral weathering forces are at work 
constantly to transform rocks into 
a multitude of small particles. 

The same forces that create sand 
also may have a part in its distri- 
bution. Particles often are carried 


by flowing water or blown inland 
by strong winds and deposited in 
beds of widely differing depths and 
locations. 

The most recently formed sands 
naturally are on top, and older de- 
posits become buried, often to con- 
siderable depths. Flowing water 
provides a natural classifying ac- 
tion, and the nature, direction, and 
speed of the currents carry the par- 
ticles greater or lesser distances. It 
therefore is common practice to 
grade sands as obtained from dif- 
ferent locations and depths in the 
same general deposit. 

Geographical Deposits — In the 
United States, as all over the world, 
silica sand occurs commonly. Al- 
most every state can claim some 
valuable sand deposits. For ex- 
ample, an extensive deposit of pure 
silica sand, closely related to the 
important Saint Croix and Saint 
Peter sandstone belt, extends from 
Northern Minnesota through Wis- 
consin, Michigan, and Illinois and 
into Missouri, Oklahoma, and 
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\ 
() NATURAL BONDED SAND 


SHARP OR UNBONDED, INCLUDING SEMI- BONDED 


* BOTH TYPES DEPENDING ON AREA 


Arkansas, Map above shows deposits. 

The extreme ends of this huge 
bed yield sands in the range of 60 
to 70 grain fineness, and the cen- 
tral portion yields sands closer to 
40 grain fineness. It is generally low 
in clay, and common dry mining 
methods produce a useful sand for 
all types of foundry applications 
and other uses. 

Practically all of these same 
states also contain natural-bonded 
sand deposits that fill special found- 
ry needs. In Illinois, for instance, 
the northern and western sections 
produce a fine grained, medium- 
bonded molding sand. Bank sands 
in Wisconsin, much like similar 
sands in Michigan, are medium to 
low in clay and are useful in a wide 
variety of semi-synthetic sand appli- 
cations. 

Almost any type and grade of 
sand for foundry applications can 
be found in the extensive and vari- 
able deposits along the eastern sea- 
board. This area includes Massa- 
chusetts, Rhode Island, Connecti- 
cut, New York, New Jersey and on 
down, along the southeastern states. 
Sands referred to by well known 
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Map shows approximate locations of some of the more important deposits of 
naturally bonded and unbonded and semibonded sands in the United States 


names come from restricted areas 
within this larger deposit. In the 
deposit as a whole, sands ranging 
from fine to very coarse occur, with 
all degrees of clay content and vari- 
ous degrees of purity. Heavy mold- 
ing and loam work would be likely 
to depend more on the natural- 
bonded, gravel-bearing sands of 
New Jersey, properties of which in- 
clude high density and low expan- 
sion. 

Much of the sand from Pennsyl- 
vania is pure silica obtained by 
crushing amorphous rock. Some 
limitations are imposed by crush- 
ing, but high refractoriness usually 
is assured. 

A reasonably high percentage of 
zircon is found in much of the sand 
processed from deposits along the 
coastal areas of the Carolinas and 
Florida. This fact alone often may 
change the total aspect of the sand 
and improve properties for some ap- 
plications. 

Southern and south central de- 
posits include the angular grains of 
white, high silica sands of the gulf 
coast of Florida and Texas. These, 
along with the coarse river sands of 


Alabama and Georgia, are essen- 
tially free of clay substance. 

Ohio is a major producing area 
for valuable natural-bonded mold- 
ing sand. Such deposits are es- 
pecially abundant in the eastern 
half of the state. These sands are 
well bonded. The sands of Ohio 
also are important in the glass in- 
dustry because of their high purity. 

More industrially important sand 
deposits are found on the West 
Coast. The deposits generally are 
smaller than those in most eastern 
areas, but they do contain both nat- 
ural and sharp sands. They are 
somewhat low in purity, but useful 
in many applications for light cast 
iron and nonferrous work. Larger 
operations in the West generally 
rely on shipments of sand from 
Midwest processing plants. 

Large deposits of magnesium 
ortho-silicate available in the North- 
west are processed for use as olivine 
sand. Improved thermal properties 
can be shown to exist in molds 
made partially or wholly from 
olivine. 

Fundamental Properties—Sand is 
not best judged by common chem- 
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ical analysis such as might be used 
to evaluate some other materials. 
The constituent elements as _re- 
vealed by chemical study seldom 
tell much of a true mineralogical 
nature. Chemically, silica sand is 
’ designated as SiO2, and other sands 
have their own chemical makeup; 
but the real story is best found in 
numerous physical properties. The 
color of sands may vary from pure 
white to a deep reddish brown, de- 
pending on the extent of essential- 
ly harmless chemical impurities. 
Cleavage planes, brittleness, 
toughness, and hardness are of 
greater importance. The better 
sands are those which excel in a 
greater number of such physical 
properties than do others. Stand- 
ard evaluations based on grain size 
and shape, refractory qualities, rela- 
tive surface area, and other phys- 
ical properties relate a given sand 
to its usefulness as a molding ma- 


include the terms “rounded” or 
“angular” grains. These two phys- 
ical factors, the size and shape of 
the sand grains, are of considerable 
importance since many molding 
properties depend on them. 

Try to imagine a particle small 
enough in diameter that 270 of 
them placed end to end would 
measure | in. This size limit rep- 
resents the smallest sand grains. 
Anything smaller is called fines or 
silt. The upper limit is represent- 
ed by a particle of such a size that 
six of them placed end to end would 
measure | in. The standards in- 
clude nine additional sizes falling 
between these two limits. 

If one of the smallest grains were 
to be enlarged one hundred times, 
it would be approximately 1, in., 
about the size of a pea, and one of 
the largest grains would look much 
like a volley ball. Another of the 
larger grains would be about the 


men as “subangular” grains. 

During the early formative 
stages, the weathering of mineral 
substance tends to produce particles 
with sharp edges—that is, angular 
sand. Continued abrading action 
of wind and water causes a degree 
of rounding to subangular and 
rounded. This abrading also may 
take place during normal use over 
long periods of time. As it does, 
the sand loses its molding proper- 
ties. 

Processing Features—Since sand 
was most extensively deposited in 
beds on or near the surface during 
its formation, open-pit mining is 
the most common processing meth- 
od. Much open-pit processing re- 
sults in sand that is naturally bond- 
ed because no concerted effort has 
been or needs to be made to remove 
the clay content. The amount and 
type of clay present are important, 
but control tests provide this in- 














o 


_ale B 








All sand grains fit in- 
to one of these three 
shapes: A—Rounded. 
B—Subangular or irreg- 
ular with rounded cor- 
ners. C—Angular, _ir- 
regular with sharp cor- 
C ners 
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terial for foundry applications. 
The most serious effect of metal- 
lic oxides, which constitute the ma- 
jor chemical impurities in sand, is 
to lower the melting point. Essen- 
tially, such impurities reduce the re- 
fractory quality. Molecular weight, 
density, and solubility change very 
little, but the melting point may 
vary from a high of approximately 
3200° F to a low of less than 2730° 
F. It is because of this factor that 
steel foundrymen often are con- 
cerned with the purity of a sand. 
Grain Geometry—As mentioned 
previously, sand is essentially any 
mineral substance in a granular 
state. Reference has been made to 
the importance of the size of the 
grains. Some discussions of sand 
from given geographical locations 
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SUB-ANGULAR 


size of a croquet ball. An ordinary 
marble could represent a grain third 
from the smallest, and a grain of 
a size near the middle of the sys- 
tem would be about the size of a 
golf ball. Common buckshot would 
be classed as fines. 

Grain size is important since the 
orientation of particles varies with 
size as well as with size mixtures. 
This orientation involves distribu- 
tion of sand grains and will be dis- 
cussed later in this series of articles. 

Grain shape also is important. 
“Rounded” sand grains are rough- 
ly spherical. At the other extreme 
is the “angular” sand grain, which 
might be likened to a cube or to a 
partially collapsed sphere. The de- 
gree of angularity leads directly to 
a grain shape known by foundry- 
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formation. The clay variable thus 
can be taken into consideration and 
corrected if necessary. 

In other types of processing, 
dredging (scooping sand from the 
bottom of lake or river), water 
pumping (pumping water and sand 
into settling basins), and crushing 
(reducing selected rock masses to 
grains by mechanical action) are 
used to process sand. These meth- 
ods produce clay-free or “sharp” 
sands best used for those foundry 
operations requiring the addition of 
selected amounts and types of bind- 
ers. Core work, steel casting pro- 
duction, and increasing amounts of 
gray iron casting production make 
use of these sharp sands. 


0 Oe oa ae a ee oe 
supply is exhausted, use card on Page 55 
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Fig. 1—Left to right, A shows steep ramp which causes turbulence in metal; 
in B, gentle ramp and long land deliver the metal in a tight stream, without 
turbulence; short land in C widens flow pattern; D is a side view of the die 


Gating of ALUMINUM 


This article, the fourteenth in our gating and risering series, describes 
a scientific approach to gating of aluminum diecastings and also dis- 
cusses other variables in the diecasting process 


@ GATING AND VENTING of a 
diecasting die must be considered 
from many aspects. It is true that 
the runners and gates serve as con- 
duit and throttle for the metal from 
source to cavity. In this respect 
they are similar to other forms of 
casting runners. In _ diecasting, 
however, all the other forces and 
actions are different as to quantity, 
quality, and time. 

It is well, therefore, for the engi- 
neer to disregard completely any 
consideration of other casting meth- 
ods when designing runners and 
gates for diecasting dies. Why is 
the design of runners and gates in 
diecasting dies different from, for 
example, the design of runners and 
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gates in permanent mold dies? In 
diecasting, the molten metal, so 
long as it is fluid, always must be 
considered a hydraulic medium. 
Therefore the runners become a 
high-pressure, hydraulic conduit, 
and the gates become orifices in a 
high-pressure hydraulic circuit. 

Consequently, runners must be 
designed not only as metal conduits, 
but also as hydraulic conduits— 
and they must be designed for the 
best hydraulic flow possible. 

Gates also must be designed not 
only as metal restrictors or separa- 
tors between runner and cavity, but 
as hydraulic orifices. These orifices 
act as the resistance to the entire 
hydraulic system of the machine. 


They are governors or resistances 
in the hydraulic circuit and as such 
have all the characteristics of pres- 
sure orifices as to flow, temperature 
changes, flow interferences, and re- 
sistance. 

In diecasting, all the forces of 
metal injection are applied and re- 
solved within a period of time so 
short that human senses cannot 
evaluate it. Consequently it is re- 
grettable that diecasting long has 
been considered an art. Gating of 
a diecasting die has been accom- 
plished by methods closely associat- 
ed with witchcraft or black magic. 
The gate has been considered the 
prime cause of all casting failures 
and often has been changed and re- 
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DIECASTINGS 


cut without any study as to what 
was being accomplished. 

Actually, there are rules for good 
diecasting gating. The gate area, 
the vent area, and the runner lay- 
out all can be established before 
any metal is cut. If these rules are 
carefully followed, many hours of 
changing can be saved, and die run- 
in and tryout can be reduced to a 
minimum. 

Table I shows time and pressure 
and their relation to different gate 
conformations. A study of this 
chart shows clearly that the time 
factor in diecasting is well below 
that at which the human senses are 
effective. 

We know that with aluminum, 
to produce a good casting, gate ve- 
locity must be over 100 fps. We 
also know that a velocity of over 
175 fps starts to build up high heat 
values, which become excessive in 
terms of resistance of die steels in 
the gate area. 

An easy flowing alloy such as 
380 wili fill well at 100 to 120 fps 
velocity, but many of the alloys re- 


November 1960 


quested today, such as 218 or 6063, 
must be injected at as near 175 fps 
as the gate resistance will stand. 
Again, alloys with a long solidifica- 
tion range can be injected at close 
to 100 fps, whereas those with short 
solidification ranges must be inject- 
ed at higher velocities. 

Die temperature plays an impor- 
tant part in this filling time. If 
the die is operated cold, below 250° 
F, the fill time must be shortened. 
If the die is operated in the 500° F 
range, fill time may be lengthened. 

Gate Temperature—It is a com- 
mon fallacy, practiced by many, 
that the proper method to avoid 
solder and erosion at a gate is to 
lower the gate temperature. If the 
engineer will refer again to orifice 
flow characteristics, he will note 
that a cold orifice presents greater 
resistance to flow, and greater re- 
sistance creates more heat and ero- 
sion. In addition, friction alone 
can cause soldering of aluminum to 
steel. 

Erosion of the gate often can be 
eliminated by operating the gate at 
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450° to 550° F. This temperature 
causes much less resistance at the 
gate. It avoids excessive heat rise 
at the gate and reduces gate fric- 
tion, thereby reducing erosion and 
soldering. Many times the die steel 
is charged with being the offender, 
whereas actually a condition of ex- 
cessive heat and friction has been 
created that is far in excess of the 
capacities of the steel or the heat 
treatment given the steel. This con- 
dition can be avoided easily. 

Plunger Action — The velocity 
through the gate is caused, of 
course, by the plunger velocity. 
Plunger velocity should be treated, 
however, as a function necessary to 
accomplish this gate velocity, not as 
the one controlling factor. Rather, 
plunger action should be considered 
—that is, does the plunger move 
forward with no pauses or bounces 
and no period when a static pres- 
sure condition occurs. 

To determine plunger action ac- 
curately, it is necessary to instru- 
ment it. This job can be done by 
high-speed photography or by the 
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use of an oscillograph. However, 
an examination of the hydraulic cir- 
cuit also may offer a fairly clear 
picture. Is the speed control valve 
on the rod end of the plunger where 
it belongs? Are there valves to shift 
on the plunger forward stroke? Is 
there a point in the forward motion 
at which no continuing pressure is 
applied? Is the hydraulic accumu- 
lator properly charged—is the gas- 
to-oil ratio correct? 

The speed control valve must be 
on the rod end of the hydraulic 
cylinder. This location provides a 
constant, pressured resistance to the 
plunger and does much to elim- 
inate plunger bounce, which will 
cause porosity in the casting with- 
out any other assistance. Plunger 
bounce causes erratic gate veloci- 
ties. 

The shifting of valves in the for- 
ward movement of the plunger can 
cause nothing but variables in the 
casting. No valve—and here the 
hydraulic people are challenged— 
can shift in the time period within 
which a diecasting must be made. 
If by guess we can set a valve so 
that it does shift within the fill 
period, this shifting cannot be held 
within casting times. The variable 
of shifting is influenced by electric 
current, oil temperature, oil viscos- 
ity, and oil type and condition. It 
cannot help but be a variable, and 
a big one. 

Many diecast machines are made 
using a two-stage injection pres- 
sure. This construction may cause 
a variable, but this variable can be 
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reduced to a minimum if constant 
pressure is exerted on the plunger 
and the booster pressure is intro- 
duced without occurrence of a static 
pressure condition. 

Hydraulic Accumulator — The 
condition of the hydraulic accumu- 
lator probably has caused more re- 
jected castings and more gate and 
runner butchering than any other 
mechanical factor. A hydraulic ac- 
cumulator operates on the principle 
of hydraulic fluid stored under a 
gas cushion under pressure. The 
pressure valve is of little concern; 
the real factor is the ratio of gas to 
fluid. Table II shows the results 
of different volumes of fluid to gas. 
Again, the pressure is not the con- 
trolling factor; the ratio of gas to 
fluid determines the plunger action. 

Gate Velocity—The formula for 
determining gate velocity is ele- 
mentary and can be secured from 
many reference handbooks. This 
one has been used for many years 
and on many dies and is successful 
as well as simple: 


Ww = 
(0)(T) (L) (12) 


velocity in feet per second where W 
is casting volume (cubic inches), 0 
is time of cavity fill (seconds), T is 
gate thickness (inches), and L is 
gate width (inches). 

The runner and gate must be de- 
signed using known factors. We 
know the casting weight and that 
our fill time must fall within cer- 
tain limits—namely, a casting with 
average wall thickness of 0.100 in. 





must be filled completely in 0.100 
seconds. The fill time requirement 
can be determined easily by study of 
the freezing time rate of different 
casting wall thicknesses. The av- 
erage predominating wall thickness 
must be used. 

Freezing time is influenced by the 
alloy. We have found that there 
is a 20 per cent decrease in time 
when alloys with a short solidifi- 
cation range are cast. 

Casting Wall 

Thickness Time 
(inches) (seconds) 
0.030 0.008 
0.040 0.017 
0.050 0.028 
0.060 0.039 
0.070 0.048 
0.080 0.064 
0.100 0.100 
0.150 0.236 
0.200 0.410 
0.400 1.700 

Using these freezing times and 
the casting volume we have value 
W and O of the formula. The 
values for T and L must be deter- 
mined by the shape and type of 
casting. 

Gate Thickness—One factor must 
be remembered in using the freeze- 
off times: Gating thickness must 
remain in balance with average 
thickness of the casting. If a thin 
gate—0.030 in., for example — is 
used to fill a casting, with a thick 
wall—such as 0.150 in.—the freeze- 
off time in the gate will be far 
shorter than the freeze-off in the 
casting. This condition will cause 
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shrinks in the casting and may 
cause internal porosity. 

An ideal balance would be an av- 
erage casting wall of 0.080 in. and 
a gate thickness of 0.060 in. It 
must be remembered that pressure 
on the gate will tend to keep the 
metal moving longer than the metal 
in a static location in the die and 
will tend to feed the thicker area 
of the casting. In addition, the 
temperature in the gate area may 
be increased, extending the freeze- 
off time in that area. 

It is perfectly possible, as well as 
good practice, to use a shaped gate 
—that is, one with a thicker area 
in one portion. This thicker area 
is used to channel metal to a thick 
location in the casting, providing 
feed to that area and avoiding 
shrinks and porosity. 

The casting must be studied and 
the gate so situated as to feed the 
thicker portion of the casting. If it 
is impossible to locate the gate on 
the thick side, ribs or thick areas 
must be provided in the casting to 
carry the metal from the gate to 
the thick area and to feed this area 
during freeze-off. 

All parts of the gate and runner 


must be smooth and free of any 
projections into the flow path of 


the metal. The surface need not 
have a high polish or buff, how- 
ever; a smooth, uniform finish will 
reduce friction and prevent solder- 
ing. 

Gate Conformation — Conforma- 
tion of the gate also is important. 
Table I shows that the longer the 
gate land, the longer the freezing 
time, but the greater the pressure 
loss and the lower the temperature 
rise. 
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Fig. 2—Although commonly used, this runner system produces surface de- 


fects on castings. 


Metal, including cold metal and dross, branches off 


and enters side runners at low pressure before central runner is filled 


In one project, many gate con- 
formations were cut in plexiglas. 
This procedure is easy to follow and 
is recommended to any die designer 
(Fig. 1). Oil of about SAE viscos- 
ity number 40 is flowed through 
these plexiglas gates, and the flow 
is studied. From a study of this 
flow, it is easy to see the effect of 
long ramps and steep ramps and 


even to study the effect of an ob- 
struction in the runner. 

A steep ramp, Fig. 1A, will cause 
counterflow and will deliver the 
metal to the casting with a high 
degree of turbulence. A_ gentle 
ramp, Fig. 1B, tends to squeeze the 
metal into the gate and avoids 
counterflow. A gentle rise in the 
ramp with a long land will deliver 
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Fig. 3—With this runner pattern, metal fills the entire central runner, 
taking dross and cold metal to the overflow and venting gas before good 
metal branches off to the side runners and cavities with equal pressure 


the metal in a tight stream without 
turbulence and with a minimum of 
heat rise. Remember that the gate 
is an orifice and must be treated as 
such. The shorter the land, the 
wider the flow pattern (Fig. 1C). 
Study hydraulic flow through ori- 
fices; it is well defined in many 
textbooks. 

Many techniques can be used on 
gates. They can be fed under the 
casting, or the casting may be edge- 
fed. The end use of the casting 
and the secondary operation deter: 
mine which, but the proper design 
of the gate never should be sacri- 
ficed to the secondary operation. 
The scrap cost is too high. 

The thinnest cross section of the 
gate can be brought back from the 
edge of the casting. This procedure 
avoids a crystallized area on the 
casting edge and brings the break- 
out defects back from the casting 
edge. 
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Because of the high heat devel- 
oped at the gate in many castings, 
the metal at the gate may, when it 
solidifies, be highly crystallized. All 
solidified crystals, when examined, 
appear to lie flat in the flow direc- 
tion. When the smaller area of 
the gate is directly adjacent to the 
casting, these crystals cause a break- 
out when the gate is broken from 
the casting. 


There are two methods to solve 
this problem: You can move the 
thin area away from the casting 


edge, or you can shear or cut rather 


than break the gate from the cast- 
ing. 

Runner Pattern — The runner 
pattern on the parting line of the 
die must be considered a high-pres- 
sure conduit and be so treated at 
all times. It must be free of all ob- 
structions, with no place in the run- 
ner where the area is expanded. 
Rather the area may be left either 


constant or reduced. Expansion 
causes gassing or frothing and also 
introduces rapid temperature 
changes. 

Walls of the runner must be 
smooth, without rough surfaces 
which will retard flow or cause tur- 
bulence. Metal must be conveyed 
from the metal chamber to the cav- 
ity with as little turbulence and as 
little change in temperature as pos- 
sible. 

Fig. 2 illustrates a runner pat- 
tern which often is used although 
it produces surface defects on the 
casting. As the metal is injected, 
the upper edges (1-1) tend to catch 
a partial flow of metal and direct 
some into the cavities (C-C). This 
action injects a light flow of metal, 
not under full pressure, into the 
cavity. The metal freezes and 
forms a cold metal area in the cast- 
ing. This area is rough or porous 
because it is unable to weld to the 
metal that flows in last. Such cav- 


ities show low pressure when cavi- 
ties B-B are filled and complete. In 
addition, the abrupt end of the run- 
ner D causes the metal to set up 
reverse action and rolls cold metal 
into B-B. 

Fig. 3 shows a good runner pat- 


tern. The metal first hits the area 
of the overflow gate, where gas, 
oxide, and cold metal are deposited 
in the overflow, and the entire run- 
ner is filled. Metal then is expand- 
ed sidewise out of the main runner 
to both sides with equal force and 
in a continuous flow. 

In Fig. 3, two objectives have 
been attained: 1. Cold metal, ox- 
ides, and release residue have been 
forced into the overflow. 2. Clean 
metal from within the runner 
stream has been forced into the cav- 
ities with equal force and at equal 
time. Instruments will show simul- 
taneous filling of all cavities with 
equal pressure. With this type of 
runner, never reduce the runner 
area from biscuit to overflow gate. 


Runner Cross Section—Cross sec- 
tion of the runner is important. 
Many patterns are used, mostly by 
accident, but the ideal pattern is 
one which ejects easily and has the 
least die area exposed to metal. A 
round cross section is not practical, 
although it presents the least die 
area to injected metal area ratio. 
Fig. 4 shows an ideal compromise. 
This runner is easy to cut, requires 
no matching to the cover half, and 
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if cut to the proper ratio of depth 
to width gives minimum exposure 
of injected metal to die. 

Study of hydraulic flow indicates 
why the runner area shown in Fig. 
3 causes the metal to flow outward 
from the runner into the cavity 
with the least turbulence and the 
least forming of chilled metal. The 
flow becomes almost a burst from 
the main runner into all the 
branches. 

Overflows—All except the most 
simple castings must have over- 
flows, which can serve many pur- 
poses. However, all these purposes 
must be evaluated as to their effect 
on the casting before the overflows 
are used. 

The main function of overflows 
is to carry first metal past a casting 
edge and leave on the edge only 
hot metal capable of making 
smooth, intimate contact with the 
die surface. 

The first metal entering a die 
cavity carries with it a high con- 
centration of oxides, release residue, 
and injection turbulence froth. It 
also carries with it foiled metal— 
that is, thin skins of metal formed 
by contact with die surfaces. If 
this foiled metal is permitted to de- 
posit itself in any one area of the 
cavity, it forms patterns which 
closely resemble packed foil. These 
deposits cause poor finish and poros- 
ity. It is desirable and usually nec- 
essary to carry this “first” metal 
through the cavity and into an 
overflow. 

The overflows are connected to 
the casting by overflow gates, and 
the location and conformation of 
these gates are important. The 
gates usually range in thickness 


from 0.020 to 0.030 inch. The 
thickness is determined by the speed 
with which it is desired to bleed off 
first metal. Width of the overflow 
gate must be enough to give the 
area of all overflow gates a total of 
60 to 75 per cent of the runner 
gate. This width permits exit of 
first metal, gas, and air. 


In the event that all overflows are 
located in the area of first fill of 
the cavity, additional overflows 
must be used to provide sufficient 
vent area to vent the die properly. 

It usually is good practice to place 
ejector pins in the overflow area to 
facilitate clean ejection of the over- 
flow. The overflow also should 
have generous draft, especially on 
the casting side, to prevent shrink 
toward the greater volume of the 
casting from sticking the overflow. 


Overflows often can be used for 
other purposes, as well. They may 
be used to eject the casting with- 
out ejector pins in the finished cast- 
ing itself. This practice requires an 
overflow gate sufficiently strong to 
eject the casting without distortion. 
Overflows also often are formed so 
as to serve as hooks or attachments 
for carrying the casting on con- 
veyor systems. Another use is for 
location in secondary operations. 
Here a definite word of caution is 
in order. 

It is poor practice to connect the 
overflows outside of the casting. 
This practice leads to backfill from 
the overflows into the casting area. 
As long as it is fluid, metal will, of 
course, follow the line of least resist- 
ance. When overflows are con- 
nected, the metal often will flow 
from one area of the casting through 
one overflow, into another overflow, 


and back into another area of the 
casting. This backfilling causes two 
metal fronts to meet and try to weld 
within the casting area. It cre- 
ates rough casting surfaces and in- 
ternal porosity. If overflows must 
be connected, place chokes in the 
connecting runner. It must be re- 
membered that overflows are not 
flash. They are a definite part of 
the diecasting system. Use them 
according to the rules, not on the 
basis of “art.” 


Cavity Vents—lIt is impossible to 
fill a cavity with any material while 
any other material occupies the cav- 
ity. This law of materials is basic 
and cannot be circumvented. There- 
fore a very important part of the 
diecasting system is the cavity vents. 
The vents in a diecasting cavity can 
be designed in accordance with a 
predetermined plan. If carefully 
applied, they need never be 
changed. 

The basic rules for venting a cast- 
ing are simple. With a hot, dry 
die and an entry velocity of 150 
fps, the vent must have a total area 
one-half the area of the gate. If 
the entry velocity is reduced, the 
vent area may be reduced, but it 
need not be. Location of the vents 
must be such that the first metal 
to enter the cavity cannot close 
them off. Here again it is neces- 
sary to study the flow pattern of 
the metal into the cavity. Locate 
overflows away from points of first 
contact and, in most instances, take 
the vents off the overflows. There 
are, however, three exceptions to 
this general rule. 

First, the character of the casting 
may be such that it is desired to di- 
rect first metal through the cavity 





ideal compromise. 


metal to the die 





Fig. 4—This runner represents an 
It is easy to 
cut, does not require matching to 
the cover half, and if cut to the 
proper ratio of depth to width 
gives minimum exposure of injected 
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to an overflow to remove foiled 
metal or stained metal from the 
casting. In this instance, locate the 
first overflow at the point of im- 
pingement of first metal and take 
the metal off. The vent from this 
overflow may be small or may be 
eliminated if it is desired to bleed 
off into the overflow under resist- 
ance. 

Second, it may be desirable to in- 
troduce more heat into a certain 
cavity area. An overflow will do 
this job, and it need not be vented 
or can be vented under restriction. 

Third, it sometimes is necessary 
to place an overflow in an area of 
the die surrounded on all sides by 
the casting, such as a ring or cir- 
cular housing. In this event, the 
overflow can have no vent unless it 
is through an ejector pin. 

In any event, total vent area 
should be one-half the gate area. 
When there are long ribs or exten- 
sions on a casting, the overflow at 
the end should be generous to re- 
move metal solidified during flow 
to this point, and the vent from this 


overflow must be large enough to 
allow the air and gas free access 
to the outside. 

Vents must not be confused with 
flash. Vents are a functional part 
of the cavity and of the diecast proc- 
ess. Flash is the result of poor die 
design or poor clamp practice. 

Vents never should be connected 
from one cavity to another, even 
when vacuum is used. Instrumenta- 
tion and the use of trace materials 
has proved that this practice, even 
with vacuum applied, causes terrific 
back pressures and reverse flow of 
metal from one cavity to another. 
It also causes gas under pressure to 
flow into another cavity, where it 
is trapped by back pressure reach- 
ing a balance with injection pres- 
sure to the cavity. Because the air 
or gas has no place to go, it re- 
mains in the cavity and shows up 
as porosity in the casting. 

The profile of the vents is impor- 
tant. Several are good, but the one 
shown in Fig. 5 probably is em- 
ployed the most successfully. For 
operator comfort, it is good prac- 
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Fig. 5—Drawing shows a successful vent profile. 


Vent should be directed 


away from machine operator or against a shield since it emits hot gas and 
air under pressure and may, if it becomes too hot, spit metal vapor 
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tice to try to direct the vent away 
from him or against a shield. Hot 
gas and air under pressure emit 
from the vent, and if the vent area 
becomes too hot it may spit metal 
vapor. The operator always must 
keep vents free of solidified ma- 
terial—that is, keep them operating 
as vents. 

Releases and Lubricants—Die re- 
leases and die lubricants should not 
be confused. They are different 
materials. A good die release can- 
not be a good lubricant for the 
working parts of the die. 

A good die lubricant must pre- 
vent parts of the die, ejector pins, 
core slides, guide pins, and locks 
from galling and binding. It must 
do so in the close proximity of high 
temperature and counter to highly 
abrasive material. It must not dis- 
sipate under high temperature, and 
it must not leave the surface of the 
lubricated parts under any casting 
condition. 

If a material is used on the die 
surface that is a good part lubri- 
cant, it will remain on the surface 
under metal injection and force in- 
clusions in the casting. This con- 
dition causes scrap. If it vaporizes 
prior to tke metal injection, the die 
operates without proper lubrication 
of the die parts. This situation 
causes stuck ejector pins, bound 
guide pins, and galled cores—and 
downtime is expensive. 

A good die release material con- 
sists of a release material blended 
with a carrier or extender. The 
carrier must dissipate completely 
prior to any metal injection, leav- 
ing the release material deposited 
on the die surface in as uniform a 
pattern as possible. 

Any carrier left in the cavity 
when the metal hits it only can 
cause gas or steam and back pres- 
sure, which results in unfilled cav- 
ities and porosity. Any carrier re- 
maining in the cavity when the 
metal enters causes an explosion of 
some degree. Force of the explosion 
is determined by the volume of ex- 
tender remaining. This volume 
may vary greatly because of lack 
of uniformity in application or the 
rate of vaporization caused by vari- 
ation in cavity temperature. 

The die part lubrication should 
be applied by separate means, ei- 
ther through connection to the die 
parts or by manual application at 
a determined time. The die parts 
must be so constructed that they 
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can be lubricated properly. 

Die release material must be ap- 
plied in a uniform manner, by a 
metered system, to achieve uniform 
casting quality. I have witnessed 
many instances of a die having 
been removed from the machine to 
weld and recut the gate and runner 
when the only fault was in the ap- 
plication of die release material. A 
gate that checks out with the for- 
mula never should be recut until 
all the facts concerning the appli- 
cation of the die release material 
have been reviewed and until a uni- 
form, metered amount is applied 
each time. Do not depend on hu- 
man judgment to achieve uni- 
formity. 

Application of this material of- 
fers a wonderful opportunity for 
the machine operator to show that 
he’s an artist. He goes to work 
with a spray gun or, worse yet, an 
old sock or glove on the end of a 
copper tube. He twists up his face 
and hits the die with alternate 
blasts of air and release material— 
how much, no one knows. He 
never hits the die twice in the same 
place or with the same amount. 
His artistry produces either a mas- 
terpiece or a flop, and he never can 
repeat the performance exactly. 

When his art does not produce 
a masterpiece each time, the gate or 
runner or both are changed. This 
change costs money, but, even 
worse, it gives the entire diecasting 
industry a bad name so far as con- 
sistent quality is concerned. It 
causes customers to set extremely 
high quality standards, and it hurts 
everyone. 


Plunger Tip Lubrication—The 
method of lubrication of the plung- 
er tip in the cold chamber must be 
controlled. The obsolete method 
of brush or paddle application—I 
use the word “obsolete” deliber- 
ately because any diecaster using 
this practice is obsolete in his meth- 
ods—has to cause a high percentage 
of variable conditions. The oper- 
ator cannot apply the same amount 
of material each time, he cannot 
keep his material consistent, and 
he cannot apply the material where 
it belongs—that is, between the tip 
and the cold chamber well. 

Using plunger tip lubrication 
with tracer material and applying 
it by brush, we found that the ma- 
terial always came to rest in the 
areas of high porosity in the cast- 
ing. On the same die, using the 
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same material in a lubricator that 
applied material between the tip 
and the cold chamber wall, we 
found no tracer in the areas where 
it had been deposited previously, 
and we eliminated the porosity. 
This test now is a matter of record 
on more than 53 dies and on many 
more that have been reported on. 
Many good materials for die part 
lubrication, die release application, 
and plunger tip lubrication are 


This practice assures that most of 
the heat will be retained in the im- 
pression block, where it belongs. 
Another method is to drill holes in 
the block and insert cartridge heat- 
ers. Fig. 6 illustrates the method 
of installing strip heaters. 

When a hot die is run, it often 
is desirable to place a sheet of as- 
bestos or refrax material between 
the die and the machine platen. 

When the runners and gates are 


Fig. 6—Satisfactory method of heating dies employs flat strip heaters 
attached directly to the impression block, as shown in this drawing 


available. Good ones are manu- 
factured (blended) under uniform 
conditions, and most of them are 
mixed under controlled conditions 
of heat. Some are even homogen- 
ized. All of these are preferable to 
and actually cheaper to use than 
those mixed by guess in a diecast- 
er’s own plant. No one can af- 
ford to use improperly compound- 
ed or nonuniform materials. 

Die Temperature—To produce 
consistent casting quality, the tem- 
perature of a diecasting die must be 
consistent. Die temperature con- 
trols the vaporization of the ex- 
tender in die release material and 
the flow of metal. In addition, die 
steel usually lasts longer when a 
die is operated at a uniformly high 
temperature, and castings are of 
better quality. 

Heaters often are necessary in 
dies, especially when alloys with a 
short solidification range are cast. 
I have found that the most satis- 
factory method is to attach flat 
strip heaters directly to the im- 
pression block. Slots can be milled 
in the shoe or block to give these 
clearance, and a material which in- 
sulates both heat and electricity can 
be placed in the slot in the shoe. 


proper, you will have checked them 
as to layout, flow, and area, and 
you will have checked the vents. 
Still you may get a high percentage 
of scrap, even though you get many 
good castings. Do not start recut- 
ting gates and runners. First check 
the other factors of production for 
proper operation. 

For example, the hydraulic oil in 
the machine by itself can raise scrap 
from 2 per cent to over 20 per cent. 
This scrap is caused by the condi- 
tion of the hydraulic oil. If the oil 
picks up a high gas content, the 
gas causes compressibility in the oil. 
This condition causes plunger 
bounce, which by itself will cause 
casting porosity. 

Check the die release material, 
especially your method of applica- 
tion and metering, and check the 
hydraulic accumulator. It is rea- 
sonably safe to assume that if the 
runner and gate pattern is pro- 
ducing some good castings, they 
should not be changed. Instead, 
the collateral factors should be ex- 
amined and corrected. 

Be scientific: Remove the “art” 
from your operation. 





@ For on extra c of this article, until 
supply is adestel use card on Page 55 
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Anodizable diecastings 
are produced on a 400- 
ton capacity machine 
equipped with vacuum 
feeding and casting. 
Process requires both 
this equipment and a 
newly developed alloy 


The combination of a new alloy and vacuum diecasting has made 
possible production of aluminum diecastings which can be anodized, 
porcelain enameled, chrome plated, welded, or dip brazed 


@ THE COMBINATION of a new 
alloy and vacuum diecasting is en- 
abling Hamilton Die Cast Inc., 
Hamilton, Ohio, to produce alumi- 
num diecastings which can be ano- 
dized, porcelain enameled, chrome 
plated, welded, or dip brazed. 
Physical properties include 37,000 
psi tensile strength, 24,000 psi yield 
strength, and 5 to 7 per cent elonga- 
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By JACK C. MISKE 
Associate Editor 


tion. In addition, the castings ma- 
chine freely, with an ease approach- 
ing that of zinc. 

Silicon-Free Alloy—Both the spe- 
cial alloy and the vacuum process 
are essential to production of these 
diecastings. The alloy, which has 
been given the name Hamiloy, was 
developed in conjunction with a 
metal producer. It is free of silicon 


and contains some other elements in 
percentages variously higher or low- 
er than those commonly used in 
diecasting alloys. Chrome plating 
and buffing are facilitated by the 
absence of silicon. The metal is cast 
at temperatures considerably above 
those of standard diecast alloys. 
Vacuum Vital—Vacuum diecast- 
ing, which removes gases from the 
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die cavity when the shot is made, 


is required because the castings must 
be free from gas porosity. Otherwise 
the gases would expand and cause 
blisters and severe dimensional 
changes in the castings during high- 
temperature processing such as 
welding, brazing, or porcelain enam- 
eling. Vacuum diecasting also pro- 
duces a fine hardware finish and 
speeds up considerably the rate at 
which castings can be produced. 

To make these castings, Hamilton 
uses a conventional 400-ton unit 
equipped with a vacuum process 
which hoods the platens of the ma- 
chine. This type of vacuum equip- 
ment permits the use of any die, 
new or old, regardless of the pres- 
ence of core pulls, stepped parting 
lines, or other unusual features. Au- 
tomatic vacuum feed replaces 
ladling. 

Although the machine as manu- 
factured possessed the basic features 
required, Hamilton Die Cast made 
important alterations to adapt it to 
the production of Hamiloy diecast- 
ings. These changes include the dis- 
tance molten aluminum has to 
travel to reach the die. 

Melting — The special alloy is 
melted in a reverberatory-type fur- 
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Above—Left to right, matte natural color finish; 


buffed, high-gloss gold anodized finish; 


and di- 


rectional scratch satin finish in pink gold 


Left—Top, aluminum diecastings dip brazed by pre- 
heating at 950° F for 30 minutes and brazing in a 


flux at 1050° F. 


Bottom, diecastings welded by the 


tungsten arc inert gas shielded method 


nace with the molten metal retention 
well directly under the shot sleeve. 
This arrangement permits the metal 
delivery tube to project from the shot 
sleeve to the bath, and metal is car- 
ried the shortest distance possible 
from the well to the die. The ex- 
ternal and internal construction of 


. the tube and of various attachments 


to it are critical and are vital to the 
operation. 

Dies—As indicated earlier, pro- 
duction of these castings does not re- 
quire a die made specially for the 
process. The same die can be used 
without a vacuum or for other al- 
loys. Gating is no different from 
what it would be ordinarily, and 
conventional die steels are used. 
Thus one set of tooling for a casting 
permits a customer to use a variety 
of finishes or to weld or braze his 
part. 

Heat Problems Overcome — Be- 
cause the castings are remarkably 
free of gas porosity and the melting 
point is unusually high, welding or 
brazing can be used to assemble hol- 
low parts which previously were not 
diecastable because of internal back 
drafts. 

Welding is done with the tung- 
sten arc inert gas shielded method, 


which, of course, is accompanied by 
high temperatures. Dip brazing is 
accomplished by preheating a cast- 
ing for 30 minutes at 950° F, then 
brazing it in a flux at 1050° F. 

The freedom from gas porosity 
and the high melting point also are 
the keys to successful porcelain 
enameling of these diecastings since 
the porcelain used bakes out at 
1000° F. 

Anodizing—Three types of ano- 
dized finishes can be produced, in 
various colors and in shades of each 
color. The matte finish is a non- 
directional surface, automatically 
prepared. Its appearance varies from 
a dull tone to a semigloss. 

Next is a satin or brushed, direc- 
tional surface, obtainable either 
automatically or manually, depend- 
ing on the shape of the part in- 
volved. This type provides the 
clearest, crispest colors. 

Last is the bright finish, a high- 
gloss, buffed type, nondirectional in 
nature, also obtainable manually or 
automatically. 

To perfect these finishes, a proc- 
ess which varies in some respects 
from standard anodizing is used, al- 
though the results are the same. 





@ For an extra of this article, until 
supply is exhausted, use card on Page 55 
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Detroit Welcomes First 


Diecasting Exposition 
and Congress = 


America’s diecasters will meet in Detroit Nov. 8-11 at the first 
National Diecasting Exposition & Congress to discuss the industry's 
technical progress and to see the latest in equipment and supplies 


View of downtown Detroit skyline with Canada across the Detroit River 
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@ THIS MONTH, for the first 
time in history, America’s diecasters 
will meet to discuss the industry’s 
technical progress and to see the 
latest in diecasting equipment and 
supplies. Their meeting will take 


place Nov. 8-11 at the First Na- 
tional Die Casting Exposition and 
Congress, Detroit Artillery Armory, 


Detroit. Thousands of diecasting 
engineers, diecasting plant execu- 
tives, buyers of diecastings, metal- 
working production executives, tool 
and manufacturing engineers, and 
design engineers and stylists are ex- 
pected to be on hand. 

The exposition and congress is 
sponsored by the Society of Die 
Casting Engineers and will offer vis- 
iting diecasters 80 exhibits and ap- 
proximately 30 technical papers 
during the four days of the meeting. 

Exhibits — Exhibitors (see Page 
119) include producers of diecast- 
ing machines, dies, die steels, cast- 
ing metals, production and finish- 
ing equipment, diecasting supplies, 
diecasting services, and diecastings 
themselves. 

Technical Program—Papers will 
be presented at eight sessions, one 
each morning and afternoon of the 
four-day meeting (see Page 118). 
Offered by outstanding authorities 
in the field, they will cover such 
general areas as die design, die 
building, metallurgical develop- 
ments, what lies ahead in the die- 
casting industry, competition to die- 
castings, cost and profit, quality 
control, and vacuum diecasting. 
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Each individual who registers to 
attend the technical sessions will re- 
ceive a bound volume of all papers 
presented. In addition, copies of in- 
dividual papers will be distributed 
at the close of each session. 

Development of the program has 
been based on a survey of diecasters 
to determine what areas are of the 
greatest interest to them. Technical 
co-operation has been extended to 
the SDCE by the American Zinc 
Institute, the Magnesium Associa- 
tion, and the Aluminum Smelters 
Research Institute. 

Facilities — To house visitors. 
rooms have been reserved in six 
leading Detroit hotels, with conven- 
tion headquarters in the Sheraton- 
Cadillac Hotel. All exhibits and 
technical sessions will be held at 
the Detroit Artillery Armory. 

Banquet—The exposition banquet 
will be held Thursday evening, 
Nov. 10, at the Veterans Memorial 
Building, in downtown Detroit. 
Joseph G. Rayniak, director and 
past president, Outboard Marine 
Corp., Waukegan, IIl., and Cecil M. 
Hunter, Oklahoma humorist, will 
be speakers, and Earle W. Rearwin, 
chief engineer, Reed-Prentice Div., 
Package Machinery Co., East Long- 
meadow, Mass., will be master of 
ceremonies. At the banquet, the 
SDCE will present the first of its 
Achievement Awards to an individ- 
ual for outstanding achievement in 
the application and development of 
the diecasting process. 

Foreign Delegations—As the first 


meeting of its kind, the Detroit Ex- 
position and Congress has attracted 
worldwide attention. Foreign vis- 
itors will include a British delega- 
tion of diecasters who will attend 
under the auspices of the Zinc Al- 
loy Die Casters’ Association. From 
Japan, the Japan Die Casting Asso- 
ciation will send a team of diecast- 
ing executives. Substantial repre- 
sentation also is expected from 
France, Germany, and Italy, as well 
as from the Middle East and Latin 
America. 

Ladies Program — An extensive 
ladies activities program has been 
arranged for the wives of visitors to 
the exposition. Activities include 
sightseeing tours, luncheons, a 
fashion show, an historical tour, a 
plant tour, a shopping tour, and 
other attractions. Ladies may par- 
ticipate in the entire progiam, or 
any part of it, as they choose. 

Committees—Congress chairman 
is John L. MacLaren, Aluminum 
Ltd. Sales Inc. The program has 
been arranged by Harry D. Hall 
and David C. Salatin, both of the 
General Motors Technical Center, 
General Motors Corp., who are pro- 
gram chairman and vice chairman 
respectively. Arthur M. Clark, En- 
gine and Foundry Div., Ford Mo- 
tor Co., is exhibition manager. 
Other committee chairmen include 
Stuart P. Hall, Hall Industrial Pub- 
licity, Inc., publicity; Arthur Linzell, 
Hydraulic Press Mfg. Co., registra- 
tion; and Ralph C. West, Alumi- 
num Co. of America, housing. 





FIRST NATIONAL DIE CASTING 


PROGRAM 





TUESDAY, NOV. 8 


9:30 a.m.-12 noon—Die Design 

Mathematical Determination of Die Design, John 
Caster, Syracuse University Research Founda- 
tion. 

Further Remarks on Gate Design in Aluminum 
Diecasting, John Lapin, Central Foundry Div., 
General Motors Corp. 

A Case Study in Die Design for Aluminum and 
Magnesium Diecasting, speaker from McCul- 
loch Corp., to be announced. 


1:30 p.m.-4 p.m.—Die Building 
Mold Fabrication—Cost Reduction and Control, 
Rolf H. Berg, Atols Tool & Mold Corp. 
H-13 Steel as Used in the Diecasting Industry, 
Arthur E. Scholz, Crucible Steel Co. of America. 
Temperature Related to Molds and Casting Prop- 
erties, Ross Dean, Sterling Inc. 


WEDNESDAY, NOV. 9 


9:30 a.m.-12 noon—Metallurgical Developments 

Studies on the Influence of Gas Content, Pressure, 
and Magnesium Content on the Mechanical 
Properties of Aluminum Diecastings, Dr. Wer- 
ner Ruegg, Injecta Ltd. 

Alloy Control for Zinc Diecastings, J. L. Kimberley 
and Ernest W. Horvick, American Zinc Institute. 

Metal Handling and Control, F. William Foss, 
Apex Smelting Co. 

Metallography of Diecastings, G. Leslie Armstrong, 
U. S. Reduction Co., and Robert Harder, Lukens 
Aluminum Co. 

Plating and Anodizing of Aluminum Diecastings, 
Robert Harder, Lukens Aluminum Co. 

1:30 p.m.-4 p.m.—What’s Ahead in Diecastings 

Aluminum in the Automobile Engine, P. R. Kal- 
ischer, editor, Precision Metal Molding. 

The First Watercooled Diecast Six-Cylinder En- 
gine Block, by A. F. Bauer, Doehler-Jarvis Div., 
National Lead Co. 

Diecast Engine Design for the European Market, 
G. Triulzi, A. Triulzi S.A.S. 

Vibracast Process and Ultrasonics as Applied to 
Diecasting, John E. Weber, Southern Die Cast- 
ing & Engineering Co., and Earle W. Rearwin, 
Reed-Prentice Div., Package Machinery Co. 


THURSDAY, NOV. 10 
9:30 a.m.-12 noon—Competition to Diecasting 


118 


Modern Permanent Molding as a Process for the 
Foundry, Frank Ross, Permanent Mold Die Co. 

Impact Extrusions Today, James M. Rich, Alumi- 
num Co. of America. 

Sand Casting Process, a Competitor of Diecasting, 
Thomas B. Pfaff, Pontiac Motor Div., General 
Motors Corp. 

Dictaphone Experience in Designing and Engineer- 
ing Components, Frederick W. Roberts, Dicta- 
phone Corp. 

Plastics—Competitor of Diecastings, William O. 
Bracken, Cellulose Products Dept., Hercules 
Powder Co. 


1:30 p.m.-4 p.m.—Cost and Profit 

Automation and “Make or Buy,” Lee S. Garretson 
and Thomas E. Nadeau Sr., Ford Motor Co. 

Short Runs, D. H. Naffziger, Delco-Remy Div., 
General Motors Corp. 

Advances in Impregnation Materials and Tech- 
niques, George J. Caudron, American Metaseal 
of Detroit. 


8 p.m.—Banquet. Speakers: Joseph G. Rayniak, Out- 
board Marine Corp., and Cecil M. Hunter, Okla- 
homa humorist. 


FRIDAY, NOV. 11 


9:30 a.m.-12 noon—Quality Control 

How Castings Affect Quality of Electroplated Die- 
castings, William H. Safranek, Battelle Memorial 
Institute. 

Effect on Product Quality of Cavity Design, Tool 
Installation and Machine Operation, Earle W. 
Rearwin, Reed-Prentice Div., Package Machin- 
ery Co. 

Casting, Trimming, and Handling Techniques for 
Obtaining Quality Diecastings, A. Sugar, Cast- 
Master, HPM Div., Koehring Co. 

Review of Methods To Obtain Improved Corrosion 
Resistance for Plated Zinc Diecastings, Donald 
R. Millage, Edward Romanowski, and Dr. Hen- 
ry Brown, Udylite Research Corp. 


1:30 p.m.-4 p.m.—Vacuum in Die Casting 

Vacuum Diecasting—A Resume of Progress to 
Date, Hiram K. Barton, Hiram Barton Associates. 

Some Effects of Vacuum Casting on Surface Fin- 
ish, E. L. Simpson, Bell & Howell Co. 

Use of Vacuum in Production of Anodized Quality 
Aluminum Diecasting, Joseph A. Woltering, 
Hamilton Die Cast Inc. 
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Questions and Answers 


Producing cast dies and tools in ceramic molds with close 
dimensional tolerances . . . Considering single furnace and 
molding method for ferrous and nonferrous alloy castings 
. . . Resisting heat . . . Casting needs feeding 


Cast Steel Dies and Tools 


It is our understanding that a 
new method has been devised for 
manufacturing pressure-casting dies 
as well as extrusion and drawing 
dies. Further we understand that 
steel component parts of the tools 
—punch and die—are cast directly 
in special ceramic molds (for ex- 
ample, natural Greenland cryolite). 
Process provides accurate parts re- 
quiring little subsequent machining. 
Can you give us any details on the 
process, and have any articles been 
published on the subject? 


Method of production of dies, 
molds, and tools you indicate is es- 
sentially investment molding which 
is adapted to use of permanent pat- 
terns instead of disposable ones 
made of wax or styrene. Refrac- 
tories and bonding agents are the 
same as employed in investment 
molding practice. Main difference 
between the two processes is in- 
corporation of a controlled gelling 
action in the case of that which uses 
permanent patterns so that the pat- 
tern can be removed from the mold 
without affecting the accuracy of the 
contour of the latter. 

Your reference to use of natural 
Greenland cryolite as a refractory 
does not appear to have any basis 
since the pure variety is reported 
to have a melting point around 
1000° C, which is relatively low in 
this consideration. The material is 
sodium aluminum fluoride. Molten 
cryolite is an excellent solvent for 
alumina and is used in reduction 
of bauxite to metallic aluminum, and 
in fluxes for aluminum. Some years 
ago we saw a mention of the use 
of green sand or glauconite in Ger- 
many as a refractory, but do not 
believe it is used to any extent. 
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That mineral is an iron potassium 
silicate, primarily used as a water- 
softening agent. 

Some details of several processes 
employed in producing dies, molds, 
and tools by casting have been pub- 
lished in Founpry. They include 
“Shaw Process Foundry Provides 
Economies for Tool Shop”—Septem- 
ber, 1958; “Ceramic Mold Process 
Offers Improved Casting Properties” 
—June, 1959; and “Production and 
Application of Ceramic Mold Cast- 
ings”— October, 1960. 


Convert Forgings to Castings 


We are planning to build here in 
Turkey a small foundry to cast all 
kinds of automotive parts. Because 
the quantities of those are not large, 
we would like to operate with the 
minimum equipment and tools, and 
we are considering a 100 or 200-kw 
induction furnace to melt steel, cast 
iron, aluminum and copper-base al- 
loys. Can you tell us if it is pos- 
sible to make such an arrangement 
using modern casting methods and 
equipment? Is it possible to convert 
such forged parts as gear blanks, 
steering knuckles, yokes, connecting 
rods, camshafts, crankshafts, axles, 
etc., to castings safely and economi- 
cally? Is it possible to cast con- 
tinuously blanks for railroad screw 
spikes weighing a pound and steel 
balls for cement mills in permanent 
molds or in shell molds? Is there 
any source in the United States for 
technical information and __assist- 
ance? 


Conversion of forged steel parts 
such as camshafts, crankshafts, con- 
necting rods, etc., to castings can 
be accomplished by selection of suit- 
able compositions which will result 
in desired properties, and appro- 
priate molding procedures, but 





whether or not those castings can be 
produced at a cost competitive with 
the forgings is another matter. An- 
swer to that only can be determined 
by careful analysis of all costs in- 
volved, 

Selection of a high-frequency elec- 
tric induction furnace as the melting 
medium, even though its initial cost 
is high, does offer as you indicate 
the advantage of only one unit to 
melt both ferrous and nonferrous 
alloys. However, to prevent con- 
tamination of the several alloys it 
will be necessary to use separate 
lined furnace shells for the cast iron 
and steel. The copper-base and 
aluminum alloys can be handled in 
separate crucibles. 

Adoption of the shell molding 
process for making the castings will 
facilitate the maintenance of close 
dimensional tolerances and smooth 
surfaces. Again, it might be pointed 
out that costs for shell molding 
probably will be higher than for 
green sand molding, but to an ap- 
preciable degree those costs will be 
offset by reduced cost in machining 
and other operations required to 
finish the castings for application. 

With reference to production of 
steel railroad screw spikes and balls 
for grinding mills, we do not be- 
lieve that metal or permanent molds 
would be satisfactory due to the 
high temperatures involved. Shell 
molding should be a good method 
of producing those castings. The 
screw spikes could, we believe, be 
made with the screw threads rather 
than as blanks. That would elim- 
inate machining to form the threads. 

As far as technical and other as- 
sistance is concerned, we believe that 
in view of the several problems in- 
volved, it will be worthwhile to en- 
gage the services of a foundry en- 
gineering firm to study the situa- 
tion and advise the most suitable 
procedure. There are a number of 
such firms in this country and their 
names and addresses may be found 
in the advertising section. Possibly 
some of the manufacturers of fur- 
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naces and shell molding equipment 
may have some information which 
might be of value. 


tmproving Heat Resistance 


We are having some difficulty 
with cast iron grates which we 
make for our slow combustion 
stoves in that the life is not long 
enough. We use a stoveplate analysis 
showing around 2.50 per cent Si, 
3.30 per cent TC, 0.38 per cent 
Mn, 1.1 per cent P, and 0.056 per 
cent S. That is employed for our 
other castings, and we do not want 
to change that. Could we produce a 
satisfactory composition for the 
grate bars through ladle additions? 


We believe it is possible for you 
to improve the heat resisting proper- 
ties of your present iron by addi- 
tions of carbide stabilizing agents 
such as chromium, possibly modi- 
fied with some type of graphitizing 
agent. Some time ago use of | per 
cent chromium in combination with 
a like amount of nickel was recom- 
mended for addition to a base iron 
of composition similar to yours, 
which was for manufacture of fire 
pots for gray iron, hot-air household 
furnaces. 

Again, you should be able to gain 
considerable benefit by addition of 
chromium alone, but you will have 
to do some experimenting to de- 
termine the amount which will pro- 
vide the desired results. As you 
know, chromium is a strong carbide 
stabilizer; if too much is added to 
your iron, a white structure will re- 
sult. Therefore we suggest try mak- 
ing various additions, say starting at 
0.5 per cent, fracturing the grate 
bars, and observing the structures 
which result. We believe that one 
which shows a slight mottle should 
show a considerable improvement in 
grate bar life. 


Bronze Casting Shows Shrink 


We are forwarding a piece of a 
manganese bronze casting for ex- 
amination. When using this par- 
ticular type of bronze we find that 
dross often appears in the casting, 
and we will appreciate suggestions 
on eliminating this condition. 


As you undoubtedly know, man- 
ganese bronze is classified as one of 
the high-shrinkage alloys; it needs 
careful attention to gating and riser- 
ing to insure sound sections. Also, 
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due to the high zinc content and 
presence of aluminum, the gating 
must permit the metal to flow into 
the cavity without turbulence or 
impingement on projecting parts of 
the mold. 

In our opinion, your main trouble 
is shrinkage rather than dross or 
inclusions, and we suggest that you 
study your gating system to find 
the remedy. We do not know the 
size or shape of the casting, so little 
can be offered. Manganese bronze 
castings preferably are gated so that 
the metal enters at the lowest point 
and as smoothly as possible. It is 
best to gate into a riser close to the 
casting so that feeding with hot 
metal will be insured. 


Shrinkage is revealed by machining 


Pouring temperature should be as 
low as possible while still obtain- 
ing sound castings. High tempera- 
tures cause heavy evolution of zinc 
fumes which do not help the found- 
ry atmosphere, the employees, or the 
castings. Gates should be larger 
than those for red brass so that the 
casting cavity can be filled rapidly, 
and the gating system should be 
choked close to the sprue to hold 
back any dross. 

One method of preventing dross 
from entering the gating system is 
to employ a pouring basin with a 
plug in the sprue opening. The 
plug is pulled out when the basin 
is almost full of molten metal, and 
filling of the basin is continued 
when the plug is out. 


Loss of Manganese Is High 


We operate a gray iron foundry 
producing construction castings. In 
the past our raw material was cast 
iron scrap of a very dense and 
heavy nature. Recently we have 
attempted to change to steel scrap 
due to economic considerations. 

Our charging door is about 16 
ft above the tuyeres, and with cast 
iron scrap we were able to main- 
tain about 12,000 Ib of melting 
stock in the stack. However, with 
the steel scrap we are able to hold 


only about 4500 Ib. The extra coke 
also takes up space. With the iron 
scrap we tapped 9 tons per hour, 
which meant that the average 
material was in the cupola 40 min- 
utes, raising it to a temperature 
of 2700° F. With steel scrap the 
melting rate is reduced to 7.8 tons 
per hour, but the average material 
is in the cupola for only 23 min- 
utes for the same temperature. 

We are having manganese 
trouble, but our slag remains light 
with no indication of oxidation. 
We have read many articles on 
cupola melting, and while fre- 
quent mention is made that the 
charging door should be between 
16 ft and 22 ft, there is no men- 
tion of correlation of the weight of 
charges in the stack and the melt- 
ing rate. It seems to us that some- 
where the problem of cheaper and 
bulkier material must have been 
recognized, and wonder if you 
could give us any information. 

Also can you suggest what hap- 
pens during melting which causes 
losses of 60 to 70 per cent man- 
ganese when carbon pickup is 
satisfactory and silicon loss holds 
close to 10 per cent? 


Although you do not mention the 
type of steel scrap you are using for 
your charges, your description in- 
dicates that it is light and therefore 
bulky. That also is borne out by 
some figures which show weights of 
light railroad steel scrap as 45 |b 
per cu ft, automobile steel scrap as 
42 lb per cu ft, and compressed steel 
bundles as 50 Ib per cu ft. For 
heavy railroad steel scrap the weight 
is 85 to 90 Ib per cu ft, steel rails 
132 Ib per cu ft, and steel foundry 
gates and risers 135 lb per cu ft. 

A rough calculation, assuming a 
48-in. diam cupola, indicates that 
with the heavy gray iron scrap the 
material weighed a little over 100 
lb per cu ft while with the steel 
scrap the weight is about 41 lb per 
cu ft. Possibly you might be able 
to increase the density of the scrap 
by cutting it into shorter pieces and 
thus prevent hanging and bridging. 

According to The Cupola and Its 
Operation, the maximum dimension 
of the metal pieces should not ex- 
ceed one-third of the inside diameter 
at the melting zone. The diagonal 
is the greatest dimension for rec- 
tangular or square pieces. 

We do not recall any discussion 
of the relationship between the 
amount of metal in the stack and 
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the melting rate. Melting rate of a 
cupola usually is based on the cross- 
sectional area at the melting zone, 
and the figure commonly used is 10 
lb per sq in. per hour. For example, 
a 48-in. diam cupola has a cross- 
sectional area of 1809 sq in., and the 
melting rate is about 9 tons per 
hour. 

One point made quite clear in 
discussions of cupola melting is that 
the metal composing the charges 
should not be too light in section 
since such material tends to oxidize 
readily under the high temperature 
conditions, and the oxidized material 
either is blown out the stack or 
absorbed by the slag. 

The figures you mention on the 
times the two irons are in the cupola, 
although true as averages, have little 
to do with actual melting. Invest- 
igations by Lownie and others show 
that melting occurs only in the melt- 
ing zone of the cupola. In Lownie’s 
work it was indicated that pig iron 
in the charges starts to melt at 
2050° F and steel at 2400° F. Be- 
tween those points and up to the 
charging door, the metal is being 
preheated by the ascending hot gases. 
This preheating in theory and in 
practice produces iron at a higher 
temperature than when it does not 
occur. 

It might be pointed out that when 
melting at a rate of 9 tons per hour 
it will take 15 minutes to melt 4500 
lb of iron, and at a rate of 7.8 tons 
per hour it will require 17 minutes 
for the same amount of iron—so 
the difference in time is not nearly 
as great as your figures seem to 
indicate. 

We suspect that the high man- 
ganese loss with normal silicon loss 
and carbon pickup is due to the in- 
creased amount of coke being used. 
The manganese combines with the 
sulfur in the coke to form manganese 
sulfide, is absorbed in the slag, and 
converted to MnO, which, according 
to available information, is grass 
green in color and not black. 


Contamination Is Possible 


We regularly melt bronze in a 
400-Ib indirect are electric furnace, 
and now we have a call for a 
special iron alloy which cannot be 
handled in the cupola. We hesitate 
to melt that iron alloy in the 
bronze furnace because we are afraid 
that the following heat of bronze 
will be contaminated with iron. Is 


our suspicion well founded? Is there 
any way to overcome the danger 
of contamination? 


We are in accord with your re- 
mark that there will be an iron 
pickup in the bronze heat following 
one of iron. It will be difficult to 
remove all the slag associated with 
the melting of the iron. Iron also 
will be present in the cracks and 
crevices in the lining, and iron will 
be absorbed by the lining. In addi- 
tion, the iron heat will pick up cop- 
per, tin, zinc, and lead from the 
lining and slag residues from melt- 
ing bronze. Whether or not the 
pickup in the two cases will be great 
enough to cause difficulty in meet- 
ing specification limits can be de- 
termined only by analyses of the al- 
loys involved under operating con- 
ditions, 

So far as we know, the only way 
of minimizing the possibility of con- 
tamination is to melt “wash” 
heats of the same composition which 
will follow. That is, with the 
bronze following the iron, melt a 
small heat of bronze, pour it into 
castings in which the higher iron 
content would not be of importance, 
then follow with the regular bronze 
heats. If the iron is subject to limi- 
tations on copper, etc., use a small 
wash heat of ordinary gray iron, 
then follow with the special alloy. 


Production of Metal Shot 


We are interested in producing 
shot from molten cast iron in our 
own foundry, but have no knowl- 
edge of the necessary techniques or 
equipment. The shot desired would 
require no specific mechanical or 
chemical properties since it would 
be used only in counterweights. The 
size should be approximately 1% in. 
diam or under so that the maximum 
weight per unit volume of shot 
could be obtained. 

Our plan would be to use over- 
iron or nonspecification iron to 
make the shot rather than pigging 
the metal. Such iron may vary 
considerably in temperature and 
composition, depending on _ the 
point in our operation at which it 
was melted. Would such varia- 
tions seriously affect the production 
of shot? We would probably want 
to shot the iron in amounts rang- 
ing from 200 to 1500 pounds of iron 
at a time. 


Commercial chilled shot for blast- 
ing or peening purposes usually is 


produced by breaking up small 
streams of molten metal flowing 
from a “splitter box” on the cupola 
spout by streams of high-pressure 
water or by steam jets. The metal 
particles or shot fall into tanks of 
water for further cooling. 

Another procedure is to let the 
molten streams drop on a rapidly 
rotating disc over which water is 
flowing. The shot is retrieved from 
the water tanks, dried, and sized 
by screening. Over-size shot is 
crushed to make grit. Size of the 
shot is controlled by the height that 
the metal stream drops before being 
struck by the water jets, by the 
pressure of the water, and the metal 
temperature. 

Obviously, manufacture of shot is 
a specialized operation, and would 
have to be located away from regu- 
lar foundry operations due to the 
presence of considerable quantities 
of water, and to sparks and steam 
created during the process. As in- 
dicated earlier, equipment for dry- 
ing the shot and screening apparatus 
for separating the shot into suitable 
sizes also will be required. 

Metal temperature would have 
some effect on the operation in that 
the lower the temperature, the more 
difficult it will be to break the metal 
stream into small particles. Possibly 
water at higher pressures might 
help, but with metal at different 
temperatures, it would require con- 
stant adjustment. Of course, the 
only way to determine that would 
be to carry on some experimental 
work, 

The splitter mentioned earlier is 
a refractory-lined box on the cupola 
spout which divides the stream from 
the cupola into several smaller 
streams about 1/4 in. in diam. The 
metal flows horizontally from the 
box a short distance and then drops 
in an arc into water jets located im- 
mediately below each stream. 

Since chilling of the shot is not 
necessary in your case, you might 
try compressed air jets to break up 
the metal stream. Again you might 
try a ranidly rotating copper disc 
onto which the molten metal is 
poured in a small stream. Size of 
the shot can be controlled by the 
distance from the axis of rotation at 
which the metal falls. It hardly 
seems necessary to point out that 
the disc will have to be enclosed on 
the top and periphery for safety 
reasons. 
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THE COST OF 
MOLD HANDLING 


ALL-HYDRAULIC 


ROL-A-DRAW 


FAST, COMPLETELY AUTOMATIC CYCLE 
. . » cuts production time, ends costly errors. 





As part of a new, modern installation, or as an 
addition to existing equipment, the flexible 
Rol-A-Draw cuts mold handling costs to an 
unbelievably low figure. Available in capaci- 
ties up to 15,000 pounds, the Rol-A-Draw will 
accommodate any flask within its wide range 
without machine adjustments. Clamp, roll- 
over, draw, mold ejection and pattern return 
are accomplished by push-button-actuated 
automatic cycle control thus saving time and 
manpower. Crane delays are cut or éliminated 
and other handling costs are sharply reduced 
to provide big savings. Smooth, accurate pat- 
tern draw assures perfect mold surfaces .. . 
eliminates mold repair. 
it Efficient mold handling saves money . . . and 
no pits... Rol-A-Draw makes mold handling efficient. 
Why not contact your Beardsley & Piper rep- 
° e ° ° resentative for complete Rol-A-Draw informa- 
easy, inexpensive installation tion. He will be happy to help evaluate your 
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meets all production requirements... uses existing patterns and flasks .. provides outstanding accuracy 
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At the Houston works, Sheffield Division, Armco Steel Corporation, two 20-foot 
Lectromelt furnaces contribute high availability, accurate control and fast turn- 
around to volume production of high quality steels. For recommendations on 
furnace equipment for melting or smelting, get in touch with Lectromelt, worid’s 


largest manufacturer of electric furnaces exclusively. Lectromelt Furnace 
Division, McGraw-Edison Company, 326 32nd Street, Pittsburgh 30, Pennsylvania. 


WHEN YOU MELT... Lect rom elt 
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What's New in 


DIECASTING MACHINE 
Diecasting machine Model 100 
is available as a standard or fully 
automated hot chamber machine; 
as a standard cold chamber ma- 
chine; or as a cold chamber ma- 
chine equipped with vacuum die 
evacuation, with or without auto- 
matic aluminum ladling. Unit is said 
to have a locking pressure of bet- 
ter than 100 tons and to cycle over 


1000 shots per hr. Standard plung- 
ers give shot capacities of 2.6 lb of 
aluminum and 4.2 lb of zinc. The 
machine has 22 x 23-in. die plates 
and can accommodate dies 4 to 19 
in. thick. Optional equipment in- 
cludes a single unit conveyor and 
water quench box, a stripper for re- 
moving castings from the die, low 
pressure die closing, and automatic 
die and machine lubrication. — 
Cleveland Automatic Machine Co., 
4932 Beech St., Cincinnati 12, Ohio. 


For More Details Circle No. 450—Page 55 


PLUNGER TIPS 


Plunger tips generally employed 
in the pressure systems of cold 
chamber diecasting machines have 
been improved by the addition of 
copper-base alloys. These alloys 
reportedly possess tensile strength 
of 110,000 through 190,000 psi, 
yield strengths of 65,000 through 
120,000 psi, and thermal conductivi- 
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ties of 0.18 to 0.46. The tips are 
installed in cylinder wells or 
sleeves. Use of these copper alloys 
in plunger tips is claimed to result 
in elimination of seizure from gall- 
ing and distortion, less need for 
graphite lubrication, cooler tips, 
and no iron pickup during alumi- 
num casting—Ampco Metal Inc., 
1745 S. 38th St., Milwaukee 46, 
Wis. 


For More Details Circle No. 451—Page 55 


MELTING FURNACES 


Reverberatory melting furnaces 
are designed for use in sand cast- 
ing, die casting, and permanent 
molding plants. Available in gas, 
oil, or combination fuel-fired mod- 
els, the new furnaces feature direct 
firing which is said to provide fast, 
economical melting and holding of 
aluminum within a single chamber 
furnace. Depending on type and 
size, these furnaces are capable of 








melting 150 to 3000 Ib of aluminum 
per hour with bath capacities rang- 
ing from 650 to 5000 Ib of molten 
aluminum. All furnaces include 
burner equipment, gas pilots, first 
quality firebrick or silicon carbide 
lining, and a centrifugal blower. 


Combustion safeguards and auto- 
matic metal temperature controls 
can be provided.—Hevi-Duty Elec- 
tric Co., a division of Basic Prod- 


ucts Corp., Milwaukee 1, Wis. 
For More Details Circle No. 452—Page 55 


FORK LIFT TRUCK 

Industrial Model 430 fork lift 
truck is available with either a 38.5 
hp gasoline engine or a 41.5 hp 
diesel engine. Choice of mast 


heights for maximum lifts to 1014, 
1414, or 211% ft is offered. Lift ca- 
pacity in the first two stages is 4000 
Ib and in the third stage is 2500 lb 
with lift speeds up to 48 fpm. 
Standard features include power 
steering, synchronized shuttle shift, 
nondirectional 13:00 x 24 tires, solid 
axles, and 48-in. forks. Optional 
equipment includes 36 or 42-in. 
forks, side shift attachment, tilt 
fork attachment, and special tires. 
Also available is a 1/-yd materials 
bucket, 1% or 1/3-yd_ concrete 
bucket, block forks, crane boom, 
and angledozer blade—J. I. Case 
Co., 700 State St., Racine, Wis. 


For More Details Circle No. 453—Page 55 


PRODUCTION RECORDER 
Multiple recorder and annunci- 
ator records production rates of a 
number of machines throughout a 
shift or day on one chart. It also 
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relates production rate to tempera- 
ture, amperage, speed, or other sig- 
nificant variables. Unit is available 
in different sizes to record from 10 
to 400 quantities in 4 x 6-in. chart 
frames printed in columns and rows 
on a large sheet of paper. The large 
chart, up to 4 x 6 ft, is held against 
a translucent platen, and traces con- 
sisting of closely spaced dots are 
printed at rates up to ten points per 
second by electrically operated print- 
ers. Traces can be printed in dif- 
ferent colors so that related variables 
can be plotted on the same chart. 
Annunciator alarms also can be 
provided.—Keinath Instrument Co., 
Columbus, Ohio. 
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IMPREGNATOR 


Automated impregnation unit is 
designed to process unmachined alu- 
minum die castings at the rate of 56 
cu ft of castings per hr. Unit is 
designated Model S-280-EAA and 
employs electric, steam, or gas heat. 
All working valves are activated 
by solenoids and are operated by air 


cylinders. Timing cycles can be 
varied to obtain the best impreg- 
nation. Unit’s vacuum pump is 
capable of producing 29.5 in. Hg 
in the chamber in less than five 
minutes.—Imprex Inc., 2023 S. 60th 
St., Milwaukee 19, Wis. 
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ADJUSTABLE BELT IDLER 


Limberoller bracket called the 
Varytrough is adjustable so that 
trough angle of the conveyor belt 
on the idler can be increased from 
the normal 20 degrees up to 45 de- 
grees. It is said to increase the con- 





Zine diecasting machine deliv- 
ers 450-ton clamping pressure 
and provides a die opening stroke 
adjustable from 8 to 30 in. to 
produce deep draw parts weigh- 
ing up to 15!4 lb. Unit incor- 
porates a self-aligning zinc end 
requiring only one adjustment 
for final set-up. Maximum die 
height is 30 in., adjustable to 
minimum die height of 9 in. with 





Diecasting Unit Has Adjustable Die Opening 


aid of 3, 6, and 9-in. spacer rings. 
Movable platen is 38 x 40//, in., 
and the die space is accessible all 
around. Machine cycle is 5.7 
seconds at 8-in. die opening and 
7.5 seconds at 30-in. opening. 
Nitrogen accumulator has a ca- 
pacity of 5280 cu in. — Lester- 
Phoenix Inc., 2711 Church Ave., 
Dept. N-14, Cleveland 13, Ohio. 
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veyor system capacity by 26 per cent 
without expensive belt construction 
or the disadvantages of steel rolls at 
steep angles. Adjustability to deep 
troughs at loading points aids in 
eliminating spillage and wandering 
belts caused by off-center loads. 
Uniform contact of idler and belt 
prevents belt “jiggling” and prema- 
ture cable failure. — Florida Con- 
veyor & Equipment Co., Mulberry, 
Fla. 
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ALUMINUM MELTING FURNACE 


Furnace for melting and holding 
aluminum will operate on gas, oil, 
or combination fuel. Unit can be 


supplied with end or side-dipout 
wells to fit floor space requirements, 
and it can be adapted to continuous- 
pour operation. Sloping hearth and 
temperature control are features.— 
Sunbeam Equipment Corp., 180 
Mercer Street, Meadville, Pa. 

For More Details Circle No. 457—Page 55 


LIFT TRUCKS 


Lift trucks of 3000, 4000, and 
5000-lb capacities are available with 
52-hp gasoline or LP gas engines. 
Standard transmission has two 
speeds each in forward and reverse, 
or an automatic transmission can 
be installed. Other features include 
independent, internally expanding 
emergency brake, oil filter for the 
hydraulic system, and _ key-type 
starter switch. — Engine-Material 
Handling Div., Allis-Chalmers Mfg. 
Co., Milwaukee 1, Wis. 
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AIR HOISTS 


Push-type trolley suspension is 
incorporated in model added to com- 
pany’s line of Budgit air hoists. Ad- 
ditional headroom of 2 in, is claimed 
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REPORT 
NO. 11,805 
CASTING 
FEEDS NOT 
AFFECTED 
yr way BY LOAD 
, FO. oY 22" "% VARIATIONS 


From Ojilgear Application-Engineering Files 


HOW OILGEAR SYSTEMS IN KAISER ALUMINUM PLANTS 
AID DIRECT CHILL BILLET CASTING PRODUCTION 


USER: Kaiser Aluminum & Chemical Corporation 


PROBLEM: To supply direct chill billet casting plat- 
form power and control systems for production of a 
major portion of the 1,050,000,000 lb of aluminum 
consumed annually by domestic extruders. Direct 
chill billet quality — avoidance of internal cracking, 
homogeneity, grain structure fineness and orientation 
— depends on a smooth, unvarying, precise platform 
feed rate, careful control of pouring speed and tem- 
perature, cooling rate, and other variables to prevent 
atmospheric oxidation and impurities. Up to 32 billet 


logs over 18 ft long are to be produced in a single cast. 
POWER AND CONTROL SYSTEM REQUIRE- 
MENTS: 1. Remote pushbutton control of all func- 
tions. 2. Rapid platform traverse up and down. 3. 
Infinite “down” feed rate selection — unvarying re- 
gardless of casting platform load increase; chatter- 
free — unaffected by off-balance platform loads. 4. 
“Fail-safe” — insuring completion of a cast in event 
of power failure. 5. Must be simple, and assure long, 
trouble-free, dependable service. 


Application-Engineered Fluid Power Systems 
For Direct Chill Casting Stations 


HOW IT WORKS: The oiigear 
Variable Displacement Pump 
(1) on “Power-Pak” (A) provides 
adjustable preset slow and fast 
speeds for raising and lower- 
ing casting platform (P). Oil- 
gear Variable Displacement 
Piston-type Precision Metering 
Pumps (2) are connected in 
series hydraulically between 
Oilgear Cylinder (C) and “Pow- 
er-Pak"” (A) Reservoir. Ram 
down-feed during casting is 
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dependent upon control setting of the Secondary Metering Pump — © 
remotely pushbutton-controlled to provide instant, precise, feed 
rate adjustment... indicated in ipm on a direct reading indicator. 
Oil, increasing in pressure as the billet load increases, flows from 
Cylinder (C) through sealed, “pressurized,” Primary Metering Pump 
— and then, at relatively constant low pressure, through the Second- 
ary Metering Pump to “Power-Pak” (A) Reservoir — providing an ex- 
tremely accurate casting feed rate regardiess of varying platform 
load. An automatic, Cilgear hydraulic control varies Primary Meter- 
ing Pump displacement to compensate for load variation and feed 
rate selected. ‘“Fail-safe” operation is provided through Oilgear Valves. 


RAID 





Above: Rapid traverse is used to raise the casting platform, 
bringing, in this case, the 6-in.-sq. by 18-ft billet logs out of the 
casting pit for identification with cast number at one of three 
direct chill casting stations at Kaiser Aluminum’s Chalmette, 
La., Works. Direct chill “molds” are clearly visible behind the 
“marker.” 


SOLUTION: Oilgear’s patented Feed and Control System 
provides accurate volumetric metering of pressurized oil 
over a 200:1 pressure range, and a 100:1 feed range. 
Installations consist of an Oilgear Variable Displacement 
Pump direct-connected to an electric drive motor, two 
Oilgear Precision Variable Displacement Metering Pumps 
direct-connected to a double-end synchronous electric 
motor — all mounted on a custom-built reservoir base 
(A); and Oilgear piston- and ram-guided, chatter-free, 
Custom-Quality Cylinder (C); Oilgear Valves and Con- 
trols . . . all thoroughly, carefully Application-Engineered. 


USER REPORTS — “Where accumulating load on the 
platform varied oil pressure from 50 to 1500 psi, and 
the rate of metering was preset anywhere from 50 to max. 
cipm, there was no measurable change on the preset rate 
of casting feed during any portion of the stroke.” 

There has been NO major maintenance on these heavy- 
duty Oilgear Systems operating continuously in Kaiser 
Aluminum plants across the nation — some for over 7 
years — and still “going strong.” 


THIS PATENTED OILGEAR 

METHOD of precise meter- 

ing — and other accurate 

Oilgear Control Systems 

— have been applied to a 

wide range of applications in many industries where varying 
loads must not affect the speed of linear movement or hydraulic 
motor rotation. Carefully Application-Engineered Oilgear Sys- 
tems — also used extensively on extrusion presses . . . alumi- 
num foil laminating machines... stretching, forming, drawing 
and spinning presses ...can-closing and filling machines... 
metal briquetting presses ... ladle tilting, ingot manipulators, 
strippers, and scalpers — have all proved Oilgear equipment’s 
traditionally long life, prompting users to state — 


“for the lowest cost per year .. . it’s Oilgear!” 


For similar practical solutions to YOUR linear or rotary mo- 
tion problems, call the factory-trained Oilgear Application- 
Engineer in your vicinity. Or write, stating your specific 
requirements directly to... 


THE OILGEAR COMPANY 


Application-Engineered Fluid Power Systems 
1573 WEST PIERCE STREET * MILWAUKEE 4, WISCONSIN 
Phone: Mitchell 5-6715 ... Direct Distance Dialing Code 414 
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Foundry-Proven Money Makers! 
Ovens Designed by carl mayer corp. 


The Carl Mayer Corp. experience in engi- 
neering and designing industrial ovens and 
furnaces is second to none! Carl Mayer 
ovens incorporate recirculating heating sys- 
tems with sealed combustion chambers and 





automatic temperature controls for all fuels. 
Cores and molds are evenly baked faster, 
with less fuel consumption. 


Many foundries of all sizes have found it 
pays to install Carl Mayer ovens—Our en- 
gineers will be glad to work with you on 
your oven problems. Write or call now! 


Write for Bulletin 53-CM 





A NEW VERTICAL CORE OVEN Installed at Forest City Foundry, 
Cleveland, Ohio. Size is 12' 7'' x 11' 10" x 57° 8" high 
above floor. 29 carriers, 3 shelves high; each shelf 30 x 106 
inches. Features forced cooling and exhaust system for uni- 
form cooling of cores before unloading. 


carl maye 


20800 CENTER RIDGE ROAD ‘CLEVELAND 16, CAR TYPE MOLD OVEN at American 


Brake Shoe Co. features under floor 
chain car puller. Size 10° x 10° x 
19° long. 


OHIO 


OTHER PRODUCTS: Heat Treating Ovens and Furnaces ® Rod Bakers 
e Welding Rod Ovens @ Paint and Ceramic Drying Ovens ¢ 


Special Processing Equipment and Accessories 
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when the hoists with integral trol- 
leys are used. Construction features 
include an aluminum frame, steel 
gearing, vane-type air motor, built-in 
muffler, shoe-type load brake, steel 
link-type chain, steel load hook, one- 
hand control cord, and upper and 
lower limit stops. Spark and cor- 
rosion resistant models also are 
available. — Shaw-Box Crane & 
Hoist Div., Manning, Maxwell, & 


Moore Inc., Muskegon, Mich. 
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MAGNETIC SWEEPER 

Magnetic floor sweeper is used for 
recovering steel shot spilled on the 
floor around shot blast cleaning 
equipment. The sweeper also picks 
up magnetic metal scrap. Unit 
uses a permanent magnet mounted 
in a two-wheeled chassis equipped 
with a long handle. — American 
Magnetics Co., Box 254, Moline, IIl. 
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LIFT TRUCKS 

Electric lift truck Model K-58 
(shown here) is available in 2000, 
2500, and 3000-Ib capacities. Lift 





speeds to 150 fpm empty and 95 
fpm fully loaded are featured. Mod- 
el G-54, a gasoline or LP-gas pow- 
ered lift truck with automatic trans- 
mission, is offered in capacities of 
3000, 4000, and 5000 lb—yYale & 
Towne Mfg. Co., 11000 Roosevelt 
Blvd., Philadelphia 15, Pa. 
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THERMOCOUPLES 


Thermocouple wire and thermo- 
couple elements are ISA standard 
grade calibration wire, encased in 
magnesium oxide and processed into 
a chemically clean outer sheath. 


Wire can be formed on a radius 
equal to its own diameter and 
brazed by inert arc, electric arc, or 
oxyacetylene methods without loss 
of insulation resistance or dielectric 
strength. Iron-constantan elements 
can be used through a range of 75 
to 1600° F and chromel-alumel ele- 
ments between 1000 to 2500° F. 
Line of elements and assemblies is 
available in a variety of styles, sizes, 
and lengths.—Wheelco Instruments 
Div., Barber-Colman Co., Rockford, 
Ill. 


For More Details Circle No. 462—Page 55 


ALTERNATING CURRENT MOTOR 

Squirrel-cage motors in 2 or 3- 
phase alternating current, 1 through 
125 hp are encapsulated in an 
epoxy compound applied under 
vacuum to surround each wire in 
slots and at coil ends to produce a 
solid, void-free mass. The manu- 
facturer claims that these motors 
have the simplicity and high over- 
load service features of open motors, 
yet provide the winding protection 
of enclosed motors. The motors 
are said to be usable for applica- 
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THE FOUNDRYMAN’S FILTER 


Wheelabrator® Dustube® 
Collectors trap electric 
furnace dust and fume 


Foundrymen who are concerned with costs rely on 
Wheelabrator Dustube Collectors to meet their local 
air pollution codes, and provide clean, dust-free air 
in the foundry, at the most favorable balance of cost 
to collection efficiency. 

With a Wheelabrator electric furnace ventilation sys- 

WHEELABRATOR EXPERIENCE IS AT YOUR SERVICE 
This knowledge of electric furnace fume control is at your 
disposal. Call your local Wheelabrator Dust and Fume En- 
gineer. Or, write to WHEELABRATOR CORP., 505 S. 


Byrkit St., Mishawaka, Ind. In Canada, P.O. Box 490, Scar- 
borough, Ont. 


WHEELABRATOR 
DUST AND FUME CONTROL 
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tem, a discharge free of visible solids is insured. This 
hood and exhaust system will not restrict furnace 
operation and maintenance, nor affect metallurgy. 
Easy furnace roof replacement, maximum furnace roof 
life, minimum hood maintenance are assured. 


Wheelabrator Dustube Collectors are in use today in 


44 foundries, on some 64 electric furnaces . . . your 


assurance of complete furnace fume control. 
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tions involving exposure to excessive 
heat, moisture, acids, gases, salts, 
alkalies, caustics, fine abrasives, 
shock, or vibration. The motors 
are available in NEMA designs A, 
B, C, and D for one, two, three, or 
four-speed constant or variable 
torque operation in all standard 
voltages and frequencies. — Howell 
Electric Motors Co., 16316 W. 
Seven Mile Rd., Detroit 35, Mich. 
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CO: MANIFOLDS 

Manifolds are heated electrically 
to prevent CO, regulator freeze-ups. 
Different sizes are available for two 
and four-bottle systems. Both mani- 
folds are one-piece units which work 


with any set of standard regulators 
and come equipped with all neces- 
sary fittings, gaskets, and electrical 
wiring. Heating is accomplished 
by an electrical element built into 
the manifold—World Electric Co., 
4614 Prospect Ave., Cleveland 3, 
Ohio. 
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MERCURY LAMPS 

New line of industrial mercury 
lamps is said to have longer life 
at lower cost. A larger cathode, 


| double-wound and filled with a new 
| electron-emissive material, prevents 


blackening of the arc tube as the 


| lamp ages. Also, a disk is included 


to reflect light that might otherwise 
be trapped in the bulb neck and 
base. Other features include weath- 


| er-resistant glass, mechanical base, 
_ low-temperature starting, and an 


improved resistor.—General Electric 
Co., Nela Park, Cleveland 12, Ohio. 
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OPTICAL PYROMETER 

Two-color optical pyrometer is of- 
fered for automatic, continuous 
measurement and control of tem- 
perature in the ranges from 1400 
to 4500° F and from 750 to 2500° 
F. Two models are available: One 


FOUNDRY 








Navy 
Recruit 


passes 
its physical 


Vitally 
important 
nuclear 
part 
must be sound beyond question. 
Electric Steel Foundry Company 
makes sure with radiography 
using Kodak Industrial X-ray 
Film. 


af teen CASTING is going to sea—as an impor- 

tant part of an atomic propulsion unit. 

Its specifications are precise and rigid. It 

must be flawless. To be certain that it zs right 

and to have recorded evidence, Electric Steel Be . Read what 

Foundry Company radiographs the casting KODAK INDUSTRIAL 
with a Betatron and Kodak Industrial X-RAY FILM, 


X-ray Film. 
isi TYPE AA, 
Today's demand for sound castings calls i does for you: 
for radiography to provide proof of quality. 
This assurance—that highest quality cast- 
ings are being delivered by a foundry goes 


. Speeds up radiographic examinations. 
a long way to build sales. P grap 


3 ; Fi Gives increased detail visibility and easy readability 
If you would like to know how radiog- at all energy ranges because of high film contrast. 
’ raphy can work profitably for you, talk it Provides excellent uniformity. 
over with an x-ray dealer or write us for a Reduces the possibility of pressure desensitization 
Kodak Technical Representative to call. under shop conditions. 


EASTMAN KODAK COMPANY 
X-ray Division Rochester 4, N.Y. 
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for fixed mounting in production 
areas and the other for portable 
use in laboratories. Unit can meas- 
ure temperatures at distances be- 
tween 20 in. and 60 ft and is 
claimed not to be significantly af- 
fected by smoke, dust, dirt, or size 
of target area—Instrument Devel- 
opment Laboratories Inc., a subsid- 
iary of Royal McBee Corp., 67 Me- 
chanic St., Attleboro, Mass. 
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VIBRATING FEEDERS 


Vibrating feeders are designed for 
high capacity controlled feeding of 
heavy, abrasive bulk materials. A 
straight line feeding motion is said 
to be produced by the vibrator’s two 
unbalanced shafts, driven by indi- 


vidual pancake motors. The shafts 
rotate in opposite directions and 
cause the motors to synchronize de- 
spite absence of direct coupling be- 
tween shafts. Conveying action 
can be altered by changing the 
amount of shaft unbalance. Cut- 
away view shows: 1. Labyrinth 
seals. 2. Automatically synchronized 





Transfer-type machine will de- 
fin iron automotive V-8 engine 
block castings at a rate of 240 per 
hr. Unit replaces manual labor 
using air hammers and applies 
same principles of transfer, in- 
process gaging, and part orienta- 
tion as transfer machines used to 
remove metal with cutting tools. 
Instead of cutting tools, the ma- 
chine uses round, hardened steel 
punches activated by air cylinders 
and hardened steel chipping tools 
fitted to standard air hammers to 
remove the fins from the casting. 





Machine Defins Iron Engine Block Castings 


Machine is set up in 13 stations 
with adequate room to allow tool 
removal and necessary main- 
tenance. Air power is used 
throughout the machine; hy- 
draulic power is used only to in- 
dex the parts and operate the lo- 
cators. The parts are slid from 
station to station on fixed, hard- 
ened rails, and an automatic con- 
veyor carries chips and fins out 
of the machine—Snyder Corp., 
3400 E. Lafayettte, Detroit 7, 
Mich. 


For More Details Circle No. 483—Page 55 








unbalanced shafts. 3. Self-aligning 
spherical roller bearings. 4. Vibra- 
tor. 5. Pancake motor.—Link-Belt 
Co., Dept. PR, Prudential Plaza, 
Chicago 1, Ill. 
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PORTABLE HEATER 

Portable heater blows air around 
the outside of a completely enclosed 
combustion chamber producing 
heated fresh air. Fumes can be 
vented out the top and ducts can 
be provided to pipe heat to a spe- 
cific area for spot heating. Model 
$200 ID produces 200,000 Btu of 
heat at a rate of 1600 cfm and 


Model S420 ID produces 420,000 
Btu at a rate of 4500 cfm. The 
latter model has a built-in room 
thermostat and both models have a 
low oil cut-off switch and an elec- 
tric solenoid shut off. Automatic 
ignition is an additional feature.— 
Stow Mfg. Co., 23 Shear St., Bing- 
hamton, N. Y. 
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SILLIMANITE CEMENTS 
Sillimanite refractory cements are 
available in heat-setting and air- 
setting types for bonding mullite, 
high alumina, kaolin, fireclay brick, 
and shapes in high-temperature fur- 
naces. Properties of these cements 
are said to include improved work- 
ability in either dipping or trowel- 
ling consistency, resistance to slag- 
ging or erosion, and reportedly neg- 
ligible shrinkage at high tempera- 
tures.—Chas. Taylor Sons Co., 710 


Burns St., Cincinnati 14, Ohio. 
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LIFT TRUCK 

Fork lift truck Y-3024 with 3000 
lb capacity has been added to com- 
pany’s line of pneumatic-tired fork 
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JENKINS BROTHERS, Limited (MONTREAL PLANT) | 


produces shell cores on F. E.'s fully automatic 


SHELL CORE BLOWER 


/ 







Photo shows operator receiving 


ore from the unique ‘‘flip-plate’, 
1 part -of the machine's fully 


tomatic core-making cycle 


F. E.’s new, streamlined Shell Core Blower uses two standard size} 
interchangeable heater plates — 20”x16” for core box sizes up to 
20”x17"x14", and 20”x24” for boxes to 20”x25”x14”. 

All movements hydraulically controlled. Hydraulic unit and 
electric control panel self-contained, placed for convenience. Cores 
are ejected by means of a “flip-plate” assembly, which virtually 
“hands” cores to the operator. At no time does the operator have 
his hands between the heater plates. 

F. E.’s Shell Core Blower is fast, efficient and very easy to oper- 
ate. Turns out perfect shell cores — no core breakage, no core box 
wear. Quickly changed from fully-automatic to single cycle con- 
trol. Easily set up and economical to operate. 


Additional information and prices on request. 


HEATER PLATES: Plug-in receptacle for easy POWER CONSUMPTION: 20”x16” heater SAND BOX: Adjustable to suit core box 
change-over. Thermostat-control. Heavy- plate, 164% KW — 20”x24” plate, 24 KW. parting line. Can be supplied with auto- 


duty, cast-in elements. AIR PRESSURE: 80-100 p.s.i. Regulator, matic refill unit. 


HYDRAULIC CYLINDERS: Have case-hard- _filter, lubricator supplied. OVER-ALL BLOWER DIMENSIONS: Length 
oe CONTROL PANEL: Standard equipment — 80”, width 52”, height 50”. 


investment, cure, rocking timers. 


F. E. NORTH AMERICA, iro. 


47 ADVANCE ROAD, TORONTO 18, ONTARIO, CANADA 
TELEPHONE: BELMONT 3-3227 ¢ TELEGRAMS: CQUIPMENT, TORONTO 
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LITHIUM-LEAD EUTECTIC 
SHOWS IMPROVED 
MECHANICAL PROPERTIES 


Small Addition of Lithium 
Makes Big Difference in Strength 
and Other Important Properties 


Lithium’s unusual alloying potential 
is demonstrated once again in lead- 
lithium alloys where small quantities 
of lithium enhance many of lead’s 
more useful properties. 

Lithium is only slightly soluble in 
lead and forms one practical eutectic 
at .69 weight per cent Li. Above one 
per cent Li, the alloys formed are too 
brittle and friable to be useful in any 
modern application. Several samples 
of the 99%-lead—1%-lithium material 
have been made up and tested. Some 
of the resulting comparative figures 
(see chart below) show definite im- 
provement offered by the alloy over 
commercial lead. 


99% 


Pb 
| c00.73%-+) |p -1% Li 





Ultimate tensile strength 2000 psi 5770 psi 
Tensile yield stress 800 psi 4330 psi 
Shear strength 1825 psi 3960 psi 
Elongation 47% 51% 


Reduction of area 100% 74% 


Other investigations show the stress 
rupture life of the eutectic to exceed 
1000 hours at room temperature and 
1000 psi load. The elongation was 
1.8%. Loadings of 2000 psi and over 
severely reduced the time factor. 

The hardness of the eutectic was re- 
ported as 15.0 compared to 4.5 for un- 
alloyed lead (diamond pyramid test) . 

The eutectic is somewhat suscepti- 
ble to oxidization. A gain of 0.03% 
weight was recorded after 500 hours 
at 230°F. However, immersion tests 
over three-week periods showed no 
change at 70°F in water, styrene, or 
amyl benzene. 

Contact corrosion tests with 2024T 
aluminum, 1010 steel, brass, and 321 
stainless steel showed no attack on the 
contact metal after 3 weeks at normal 
temperature and humidity. The eutec- 
tic gained 1% weight in these tests. 

The eutectic has been shown to sup- 
press secondary gamma-ray produc- 
tion. 


LITHIUM CORPORATION OF AMERICA, 


500 FIFTH AVENUE - 
CLEVELAND 14, OHIO” « 


NEW YORK 36, N. Y. 
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New Lithium G-3 Applicator 
Devised for Small Foundry Melts 


Foundry Tests Prove New Applicator Superior 


The successful lithium inoculation of cuprous melts requires deep submersion 
of the lithium cartridge. This is essential because the lithium, with a density 
which is but ¢ that of copper, might otherwise rise to the surface and burn 
without combining effectively with the gas-forming elements in the melt. 

Lithium Corporation’s concern with the convenience and efficiency of intro- 
ducing lithium cartridges led to the development of the G-1 and G-2 multi-purpose 
applicators which were introduced last year. Finding widespread interest among 
foundrymen, these applicators are especially wel!-suited for inoculating large 
melts. 

Small foundry melts, however, particularly those of 200 pounds or less, require 
a more delicate approach. LCA has now developed the G-3 applicator specifically 
designed for use in small operations. 

The G-3 applicator is comprised of a two-foot-long, one-inch-diameter graphite 
rod. At the lower end is attached a two-inch-square, four-inch-long graphite block. 
The bottom face of the block is notched to receive one or more LCA lithium 
cartridges. The cartridges are secured in the notch by one or two wraps of copper 
wire. The upper end of the rod is fitted with standard pipe threads for the attach- 
ment of a handle or an ordinary pipe extension. 

The G-3 applicator has been foundry tested and proved to be superior to other 
models in quality and workmanship. 
Its lesser volume of higher quality 
graphite reduces heat absorption and 
resists the tendency to burn when the 
rod is withdrawn from the melt. 


* LITHIUM IN BRIEF = 


Alloying and casting studies on Pb-Li 
eutectic also lists mechanical and corro- 
sion properties of the alloy. (1959) 





Mass transfer in liquid-lithium forced- 
convection loops studied and solution 
rate constants tabulated. (2499) Effects 
of radiation-generated helium and tri- 
tium on the properties of Al-Li and Mg- 
Li alloys have been reported. (2514) 


Clinical study discounts potential tox- 
icity of Li ion in human system. (2559) 


The properties of lithium ferrite mono- 
crystals with respect to magneto crystal- 
line anisotropy and ferromagnetic reso- 
nance are discussed in literature. (2993- 
2994) ; 








graphite rod 


The effect of molten metals on stressed 
solid metals with emphasis on the effect 
by lithium has been reported. (3232) 




















The structural aging effect of aluminum- 
copper-lithium alloys, the mechanical 
properties of aluminum-lithium alloys, 
and the theta phase in magnesium- lithi- 
um-silver alloys are discussed in recent 
AIME publications. (3248, 3249, 3250) 











New LCA G-3 applicator 


INC. 


BESSEMER CITY, N.C. 


NEW? YORK 36, NOY. 
CHICAGO 1, ILL. © LOS ANGELES 36, CALIF. 
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lift trucks. Entire line has been re- 
vised to include power steering, a 
frame made narrower by 7 in., lift 
speeds increased to 55 fpm, and 
gasoline and hydraulic tanks built 
integral with the frame. Other fea- 
tures include a 12-v electrical sys- 
tem, new exhaust system claimed 
to give quieter running, and a full 
instrument panel. — Truck - Man 
Lift Trucks, 558 Liberty St., Jack- 
son, Mich. 
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THERMOCOUPLE 


Expendable thermocouple is for 
measuring steel bath temperatures. 
Unit consists of a metal cap on the 
immersion end of the cartridge, a 
wood terminal post, and a tapered 
one-piece ceramic body. The cart- 
ridge fits into a receptacle which is 
mounted on the company’s record- 


er. Electrical connections between 
cartridge and receptacle are made 
by sliding pressure contact with the 
male terminal post on the cartridge 
rather than on the receptacle. The 
cartridge and receptacle are fully 
compensated to assure accuracy.— 
Leeds & Northrup Co., 4934 Sten- 
ton Ave., Philadelphia 44, Pa. 
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CONVEYOR BED 

Replaceable bed has been applied 
to a vibrating conveyor so that it 
is not necessary to purchase a com- 
plete unit when the original pan 
becomes too worn for satisfactory 
service. Made of 14-in., SAE 950 
abrasion resistant steel, the bed is 
bolted to a reinforced steel frame- 
work and is suspended from four 
springs which isolate vibrations 
from surrounding structures. Only 
moving part in the unit is the air 
piston which is automatically lubri- 
cated by oil injected into the air 
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stream. Short models with similar 
construction are available for use 
as feeders. — Cleveland Vibrator 
Co., 2828 Clinton Ave., Cleveland 
13, Ohio. 
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VACUUM FURNACES 


Line of induction-heated vacuum 
furnaces now includes Model 437- 
519 laboratory furnace with a ca- 
pacity of 3 to 8 lb; Model 437-525 
with a capacity of 100 lb on a batch 
basis; and Mode! 437-524 for melt- 
ing 50-lb loads during long produc- 
tion runs. Included with each unit 
are properly-sized pumping systems 
and built-in provision for sampling, 
correcting, temperature measure- 
ment, and pouring without disturb- 


ing the vacuum in the melting 
chamber. The units are claimed to 
be especially useful for investment 
casting —F. J. Stokes Corp., 5500 
Tabor Rd., Philadelphia 20, Pa. 


For More Details Circle No. 473—Page 55 


ROTARY COMPRESSORS 


Preassembled rotary compressors 
are available featuring an overhead 
intercooler for compactness. The 
line includes two-stage models from 
C60-60H to C300-300H which cover 
capacities from 279 through 3300 
cfm and discharge pressures to 125 


psi. Direct connection can be made 
to electric and gas motors or gear- 
turbine drive. Each stage consists 
of a water-jacketed cylinder with 
heads. Intake and discharge open- 





Shell core machine produces 
cores on a controlled cycle so 
that the operator has only to 
open and close the corebox and 
remove the finished cores. Unit 
features continuous supply of 
sand with adjustable drainage 
time so that complicated cores 
can be drained. Face plates are 
14l% x 18 in., with additional out- 





Shell Core Machine Is Automatic, Gas-heated 


lets available for larger coreboxes. 

Heating is applied directly 
against the corebox by natural, 
manufactured, or bottled gas ther- 
mostatically controlled. Up to 
174,000 Btu per hour are pro- 
vided.—Dependable Shell Core 
Machines Inc., P. O. Box 2183, 
Portland 14, Oreg. 
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Peoria Malleable Castings Company shows you... 


HOW ROTA-LIFT. RAMS LARGE 


Operator at Peoria Malleable Castings Co. begins 
molding cycle with assembled flask and pattern 
plate on Rota-Lift table. Drag is filled with sand 
from overhead hopper. 


Rota-Lift squeezes cope and drag, draws and holds 
cope on return stroke: Pattern plate is vibrated 
during draw. Operator draws pattern prior to 
setting cores. 


After drag half has been filled and jolted, bottom board 
is secured and flask is ready for lift and rollover. Unit 
in background is another of the nine Rota-Lift machines 
used here. 


Cope is now swung out of the way at left. Operator sets 
cores, positions head of Rota-Lift over drag and machine 
closes the mold. 








MOLDS FASTER AT LESS COST 


Mechanized match-plate molding saves 
time ... muscle... money... in this 
modern jobbing foundry 


Like many jobbing and semi-production 
foundries today, Peoria Malleable Castings 
Company looked hard for ways to upgrade 
efficiency and reduce costs on short-run, match- 
plate molding operations. 

Multiple Problem—They needed the answers 
to questions like these: How can we cut pattern 
change-over time? How can we speed mold 
making and handling? How can we keep up 
production continuity on small job-orders for 
our wide product range? They found the 
answers in Osborn Rota-Lift equipment. 

Today, Peoria Malleable operates nine Rota- 
Lift machines at their up-to-date Peoria, 
Illinois plant. It’s on-the-job proof that where 
profitable runs depend on speed and economical 
operation, it pays to mechanize with Rota-Lift. 

One-Man Job—Rota-Lift easily does all five 
major match-plate molding operations. . . jolt 
... roll... squeeze... draw... close. Peoria 
Malleable found that a single Rota-Lift oper- 
ator can handle the entire molding operation 
from fill to strip, turning out a finished mold 
about every two minutes. And Rota-Lift ma- 
chines are quickly adjustable to a wide range 

Operator hits knee-operated valve, Rota-Lift arms raise of flask sizes for fast job change-overs. 

flask for quick, easy rollover. Rolling action is guided Over-All Costs Down—Work-loss and costs 

with fingertips. No heavy muscle-work needed. due to injuries are lower, too—because Rota- 
Lift takes the ‘‘muscle”’ out of large match-plate 


molding. It handles all the heavy lifting .. . 
Flask is manually stripped and finished mold—ready for ee 
pouring—is lowered to floor by jib-crane. Rota-Lift lets eliminates manual rollover. . 
operator complete entire molding cycle in less than If you're looking for a way to streamline 
two minutes. your molding operations . . . improve your 


competitive position ... increase your profit 
margin — Osborn can recommend the right 
model Rota-Lift to do the job. Write for full 
details. The Osborn Manufacturing Company, 
5401 Hamilton Avenue, Cleveland 14, Ohio. 
Phone ENdicott 1-1900. 


Foreign Representatives— ARGENTINA: EISA Argentina, 
Buenos Aires. BELGIUM: S. A. Isbecque Todd, 
Brussels. BRAZIL: Equipamentos Industrias EISA, Ltd., 
Sao Paulo. BRITISH ISLES: J. W. Jackman & 
Company, Ltd., Manchester. FRANCE, ITALY: S. A. 
des Machines Osborn, Paris. MEXICO: Forel de Mexico, 
S. A., Mexico, D. F. THE NETHERLANDS: Landre & 
Glinderman, NV, Amsterdam. SWEDEN: S. Alexan- 
derson & Company, A/B, Sodertalje. SWITZERLAND, 
FED. REP. OF GERMANY: APROTEC, S. A., Geneva. 
BOLIVIA: International Machinery Co., LaPaz. CHILE: 
International Machinery Co., Santiago. PERU: Interna- 
tional Machinery Co., Lima. 


fg Molding Machines + Shell Core Machines + 
vt #) Core Blowers « Metal Finishing Machines 


we ...and Finishing Methods « Industrial Brushes 
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ings are located in a_ horizontal 
plane on opposite sides of the cyl- 
inder to avoid reversal of air flow 
and to simplify piping —Fuller Co., 
Catasauqua, Pa. 
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LIFT TRUCK 

Series 4000 heavy duty fork lift 
is designed primarily for use out- 
doors. Unit is equipped with either 
a gasoline or a diesel engine of 172 
cu in. displacement. Stacking 
heights of 10, 12, 16, and 21 ft are 
offered as well as two and three- 
stage masts which can be tilted hy- 


ns ~ 
Bee coat 2 


draulically 61/4, degrees forward and 
1314, degrees backward. Other fea- 
tures include adjustable forks or 
42 or 60-in. face plates, optional re- 
versing transmission gear shift, and 
a protected cab.—Tractor and Im- 
plement Div., Ford Motor Co., Bir- 


mingham, Mich. 
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GAS-FIRED INTAKE UNITS 


Redesigned gas-fired air intake 
units supply makeup air to replace 
that removed by exhaust systems. 
Four basic units give a capacity 
range of 15,000 through 90,000 cfm 


(1 million to 7 million Btu/hr). 
Basic units include the burner, con- 
trols, and belt or direct driven fan 
in a single housing. Controls sys- 
tems can be supplied to meet oper- 
ational, local code, and insurance 
agency requirements. — Hartzell 
Propeller Fan Co., Piqua, Ohio. 
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MOLYBDENUM DISULFIDE 


Concentrated dispersion of col- 
loidal molybdenum disulfide in iso- 
propyl alcohol, called dag 210, 
forms an adherent film applicable 
to a variety of substrate materials 
with minimum surface pretreat- 
ment. It can be applied with spray, 
brush, dip, or swab. The resultant 
film exhibits the lubricating and re- 
lease properties inherent with mo- 
lybdenum disulfide. The disper- 
sion is claimed to resist settling, in- 
suring stability and maximum shelf 
life—Acheson Colloids Co., Port 
Huron, Mich. 
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TRIMMING PRESS 

Trimming press is claimed to trim 
diecast parts at high speeds. Wheels 
can be mounted on this hydraulic 


press to provide mobility and ease 
of use——Hannifin Co., Dept 238, 
Des Plaines, IIl. 
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FLUORESCENT LAMP 


Fluorescent lamp is claimed to 
provide 15 per cent more light than 
standard 40-w cool white lamps and 
36 per cent more than daylight 
lamps. It produces 3200 lumens 
compared to 2800 for ordinary 40- 
watt fluorescent lamps. Improved 
performance is said to be due to 
special phosphor combination coat- 
ing. Lamp is suitable for all uses 
where high light output at low cost 
is more important than critical 


color rendition. Made in the uni- 
versal preheat, rapid-start design, 
the 40-watt lamp fits all present fix- 
tures and _ballasts—Westinghouse 
Electric Corp., Box 2278, Pittsburgh 
30, Pa. 
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INSULATED HOIST LINKS 


Links are designed to insulate 
electric hoisting equipment which 
otherwise might be burned out by 
current flowing from a part being 
welded while supported by the hoist. 
Steel inserts separated with lami- 


nated insulating cores are wound 
with glass fiber roving and bonded 
together with epoxy resin. Low-volt- 
age insulated links are produced in 
sizes 1/, to 5-ton and rated at | kv. 
—E. D. Bullard Co., Sausalito, Calif. 
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COUPLING 


Double shut-off quick coupling, 
Series G, has a two-way check valve 
that stops the flow from both lines 
with minimum fluid loss when mak- 
ing or breaking the connection. 
Simply pushing together the two 
ends to be coupled is said to form 





8 pu. ie Ge Coleco * 


pee eS cos ia 


a positive high pressure leakproof 
connection. Swivel action is claimed 
to prevent hose tangling and kink- 
ing. Unit is made in steel or brass 
in 1/4, 3%, Yo, and 34 in. NPT pipe 
sizes to withstand working pressures 
up to 8000 psi—Breco Div., Per- 
fecting Service Co., 332 Atando 
Ave., Charlotte 6, N. C. 
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BERYLCO Beryllium Copper Alloys Do the 
Extra Special Casting Jobs Without Extra Handling 


High hardness, high strength, excellent thermal Our foundry specialists can supply any assist- 
conductivity, good corrosion resistance, wear resist- ance you may need. They’ll be happy to send or 
ance and castability, as any foundryman knows, _ bring you details on the use of beryllium copper. 
make an outstanding combination of performance 
properties for castings. They’re all found in 
BERYLCO beryllium copper alloys, and they 
add up to easy handling, whether the job is a 
blow mold, casting die or any type of casting. In 
addition to the performance extras, fluidity is 
excellent, intricate detail is obtainable in ‘‘as cast” 
parts and pouring temperature is low. BERYLCO 
alloys have distinct advantages over ferrous and 
non-ferrous materials with similar properties. 
Beryllium Copper Blow Mold— Photograph Courtesy Standard Tool Co. 


Tit} THE BERYLLIUM CORPORATION 


® Reading, Pennsylvania 
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Industry Briefs 





Despatch Oven Co., Minneapolis, 
Minn., has named H, R. Davies 
Sales & Engineering Co., New 
Orleans, La., as industrial represent- 
ative to service the lower Mississippi 
and Louisiana area. 


Universal-Rundle Corp. has closed 
its Milwaukee plant and transferred 
all production to Camden, N. J. 
The company states that improve- 
ments at the Camden plant in- 
creased capacity to more than the 
previous output of both the Mil- 
waukee and New Jersey plants, 


Crucible Steel Co. of America, 
Pittsburgh, has acquired 75 per cent 
ownership of the Fonderie Acciaierie 
Milanesi Vanzetti, S. p. A., pro- 
ducer of specialty steels and castings. 
Vanzetti will continue to operate 
with its present management and 


employees as Acciaierie Crucible 
Vanzeiti, S. p. A. Ground has been 
broken for a new plant, to be com- 
pleted late in 1961, which will 
double current capacity. 


Electric Steel Foundry Co., Port- 
land, Oregon, has changed its name 
to Esco Corp. The change was made 
because of the firm’s expansion into 
fields other than the foundry in- 
dustry. 


Scott Castings Corp., Buffalo, 
plans a $50,000 office addition to 
its plant. The company specializes 
in nickel and Monel castings, 


Industrial Heating Equipment As- 
sociation Inc. reports that new 
orders for industrial heating equip- 
ment in August totaled $7,840,000, 
up 97 per cent from July orders of 


AWARD PRESENTED: Northern New Jersey Chapter of the Society for the 
Advancement of Management awarded the Professional Managers Citation to 
Frank G. Atkinson (center), president, Joseph Dixon Crucible Co., Jersey City, 


N. J., for contributions to the cause of management and civic affairs. 


Making 


the presentation are (left and right) Philip Carroll, professional engineer, 
and James Newsome, production manager, Johnson & Johnson Co., Chicago. Mr. 
Newsome is national president of the society and Mr. Carroll a past president 
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$3,966,000. August orders for in- 
duction heating equipment were 
$1,047,000, or 62 per cent ahead of 


July. 


Detroit Electric Furnace Div., 
Kuhlman Electric Co., Birmingham, 
Mich., has completed a license ar- 
rangement with Forni Elettrometal- 
lurgici Co. of Italy to manufacture 
and sell 60-cycle induction furnaces 
in North and Central America. The 
new line, including both core and 
coreless-type furnaces, will be sold 
in addition to Detroit Electric’s pres- 
ent line of indirect arc furnaces. 


Foundry Facings Manufacturers 
Association has moved its headquar- 
ters office to 900 N. Federal High- 
way, Pompano Beach, Fla. C. E. 
Herington is secretary-treasurer. 


Kelsey-Hayes Co., Detroit, will 
acquire Gunite Foundries Corp., 
Rockford, Ill. The agreement is sub- 
ject to approval of the board of di- 
rectors of both companies. 


Kaiser Aluminum Chemical Sales 
Inc., Oakland, Calif., has appointed 
Consumers Metal Corp., 7777 W. 
Chicago, Detroit, to distribute its 
aluminum ingot products in the 
Detroit area. 


Albion Malleable Iron Co., Albion, 
Mich., is nearing completion of a 
$90,000 plant to house machining 
and finishing equipment. It is on 
the corner of North Albion and 
Chesnut Streets, Albion. 


Baird - Atomic Inc., Cambridge, 
Mass., has opened an office in Cleve- 
land. This office, under the super- 
vision of Alexander V. Evans, will 
handle the sale and servicing of 
Baird’s atomic instrumentation. 


Asbury Graphite Mills Inc., 
Asbury, N. J., has acquired all of 
the outstanding stock of Cummings- 
Moore Graphite Co., Detroit, grind- 
er and refiner of Mexican and other 
graphites, and all of the outstand- 
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@ Here's a start. Mix-Muller, Loader, 
Screen-Master and exhausted hopper. 
Note magnetic separator. 

@a step further. Heavy duty shakeout 
screen is added. 

@ Next step ... elevator replaces loader 
and conveying equipment is added— 
still without major plant change or ex- 
tensive pit or overhead work. 
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NATION 
UTILI ~ 


*Me ONing | 
€conom j, Ow it? 
tc 8 
the al to ge et Your ~ 


Here’s an expandable sand conditioning and handling unit 
designed to increase your output at welcome savings in 
time and labor . . . without major expansion, plant change 
or big investment in mechanization. 

If you have a Mix-Muller, you have a start! The simple 
addition of a National Screen-Master, Bucket Loader and 
Aerator can turn your mixing operation into a conditioning 
plant. A front end loader will get your sand up off the 
floor. As your mechanization needs grow, you'll find that 
National has the equipment and the know-how to help 
you grow efficiently, economically—to a predetermined 
Foundry-wise plan. 

Why not let your NATIONAL representative show you, by 
your own records, how a National Utility Unit can pay 
its own way in as little as two years time? 


WRITE FOR LITERATURE 


NATIONAL ENGINEERING COMPANY 
646 Machinery Hall Bidg. 
Chicago 6, Illinois 
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silicate-sand mix. 
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ing stock of the latter’s subsidiary, 
Grafitera de Sonora, S. A. de C. V., 
Sonora, Mexico, leading miner of 
natural amorphous graphite. Both 
companies will continue as inde- 
pendent units under their present 
management. 


Reynolds Metals Co. now is pro- 
ducing silicon metal at its Sheffield, 
Ala., plant. The new electric fur- 
nace at this plant has a 5000-ton 
rated annual capacity of silicon met- 
al. Most of the silicon will be used 
to meet foundry industry demands 
for silicon-aluminum alloys. 


Dis-Die Steels Inc., Warren, Mich., 
has moved to a new location at 
25133 Flanders Rd., Warren. The 
firm specializes in pretempered and 
hot work steels for diecasting and 
extrusion tools, 


Kaiser Refractories & Chemicals 
Div., Kaiser Aluminum & Chemical 
Corp., has a new technical center 
at Mexico, Mo., to house research 
and technical personnel. The cen- 
ter will be equipped to test and eval- 
uate material of all types in the 
development of fire clay, silica, and 
high-alumina refractories. The build- 
ing also will serve as headquarters 
for the division’s raw materials de- 
partment. 


Bucyrus-Erie Co., South Milwau- 
kee, Wis., will permanently close 
its steel foundry division in Erie, 
Pa., and transfer operations to an- 
other foundry near its home office in 
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COLOR can be used as a production and qual- 
ity control in the sodium silicate, CO, molding 
and coremaking process. The color is achieved 
by adding phenol-phthalein powder to the sodium 
The proportion is as follows: 
Silica sand, 441 lb (200 kg); sodium silicate, 17.6 
Ib (8 kg), and phenol-phthalein, 2/3 teaspoon 


Chemical Coloring Compound Controls 
Core and Mold Quality in CO2 Process 


By TOHRU TAKI 
Kubota Iron & Machinery Works Ltd. 
Chuko Plant, Osaka, Japan 


dissolved in half cup of hot water. 

That mixture is pink, but when molds or cores 
are rammed and gassed properly the color almost 
vanishes. Thus gassing time can be determined 
and overgassing avoided with resultant improved 
core quality. Furthermore, if a core absorbs mois- 
ture between the time it is gassed and the time 
it is put in the mold the sand will turn pink 
again. The change in color is a warning that 
the core is moist and may cause trouble in the 


mold. 


South Milwaukee. It will continue, 
however, to make iron castings in 
Erie and also will keep in operation 
a finishing shop comprised of ma- 
chining, plate, weld, and assembly 
areas. 


Sunbeam Equipment Corp., 
Meadville, Pa., has appointed L. W. 
Lefort Co., 2335 E, 52nd St., Los 
Angeles, Calif., to be representatives 
for the Sunbeam line of industrial 
furnaces and equipment in southern 
California. 


Precision Foundries Inc., Denver, 
Colo., has filed articles of incorpo- 
ration listing $49,500 authorized 
capitalization to engage in a general 
manufacturing business. Incorpora- 
tors are H. M. Schermerhorn, L. 
Becker, and Loretta Boggess, 


National Crucible Co., Philadel- 
phia, has begun construction of a 
new crucible manufacturing build- 
ing. The new structure will add 
about 50 per cent more floor space 
to the present area. 


Apex Smelting Co. has completed 
a 27,000-sq-ft addition to its Chicago 
plant. The new material handling 
building enables Apex to utilize 
automated methods to handle alu- 
minum scrap and to process it for 
the production of aluminum alloys. 


S. A. Pises Speciaux at Mono- 
blocs Plastiques, Belgium, will sell 
and distribute refractory products 
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manufactured by Ramtite Co., Chi- 
cago, in Belgium, Luxemburg, 
Netherlands, France, Germany, Unit- 
ed Kingdom, Italy, and Spain. The 
agreement also provides for assist- 
ance on engineered applications and 
other technical matters, and sets up 
a license arrangement for manu- 
facturing certain Ramtite refractories 
in Europe. 


Book Review 


Physical and Engineering Proper- 
ties of Cast Iron by Harold T. Angus, 
hard cover, 528 pages, 914 x 7 in., 
= by the British Cast Iron 

esearch Association, Birmingham, 
England. Price, $11. 

This handbook contains informa- 
tion on the behavior and properties 
of cast iron to be used by the engi- 
neer and designer. 

The book is divided into nine 
parts: Constitution and structure; 
mechanical, physical, and electrical 
properties; general properties of com- 
mercial cast irons; special properties 
affecting surface; heat treatment; in- 
ternal casting stresses; components 
with high local loadings; cast iron 
beams, columns, pipes, cylinders, 
and pressure vessels; and applica- 
tion of specifications and data to de- 
sign are among the areas which are 
covered. 

The text is illustrated with nearly 
150 plates, diagrams, and graphs, 
and supporting data are presented 
in tabular form. A selection of ref- 
erences to original and standard 
works is included. 
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Can you store cores 
in stacks like this? 


You can if they’re shell cores. 
That’s only one of the bonus fea- 
tures shell coring gave Buffalo Pipe 
and Foundry Company. Others: 
Fourteen men turn out 4,000 soil 
pipe fittings daily . . . in 225 different 
designs. Previously it would have re- 
quired fifty men to produce the same 


DUREZ PLASTICS OfFTSeiGce 


HOOKER CHEMICAL CORPORATION, 1011 
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quantity. These castings are better, 
too. Weight can be controlled better. 
Harder, smoother core surfaces give 
the fittings a better internal surface. 
There’s less scrap. 

Much of the credit goes to Milton 
Emery, the foundry’s production 
manager, who could see the real ad- 
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WALCK RD., NORTH TONAWANDA, N. Y. 


vantages of shell cores. Working 
closely with the Durez technical staff, 
Mr. Emery was able to perfect his 
process, using a Durez liquid resin. 

If you’d like to enjoy the many ad- 
vantages of shell cores, get in touch 
with Durez at 8908 Walck Road, 
North Tonawanda, N. Y. 


HOOKER 


CHEMICALS 
PLASTICS 





One of the diecasting machines used by Doehler-Jarvis to turn out diecast aluminum 


6-cylinder engine blocks. 


Rambler Six Will Use 
DIECAST ALUMINUM BLOCK 


@ DIECAST ENGINE BLOCKS 
are being used for the first time in 
American passenger cars by Ameri- 
can Motors Corp. in its 1961 
Rambler Classic Six automobiles. 
The aluminum diecasting is pro- 
duced for American Motors by 
Doehler-Jarvis Div., National Lead 
Co., Toledo, Ohio. The six-cylinder, 
in-line engine block develops 127 hp 


This engine, to be used in 1961 models, weighs 80 
Ib less than the comparable cast iron engine used 
Block weighs only 67 Ib 


last year. 


and weighs 67 lb. Gray iron liners 
for the cylinders make up 14 lb of 
this total, the remainder being the 
aluminum diecasting. The new en- 
gine weighs 80 lb less than the com- 
parable cast iron engine used in 
1960 models. 

2000-Ton Machine — Diecasting 
machines for this job are rated at 
2000 tons and were built by Doeh- 


These machines are rated at 2000-ton locking pressure 


ler-Jarvis. One shot requires 65 Ib 
of molten aluminum-silicon alloy, 
which is ladled into the hot sleeve 
automatically and is injected into 
the die in 0.3 seconds under a pres- 
sure of 8000 psi. Mechanical locks 
are used for the large side cores of 
the die. 

The cast iron liners are produced 
by centrifugal casting and are 


Two views of the first diecast aluminum block used 
in an American passenger car. 


Top section of the 


engine, at right, shows cast-in gray iron liners 
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With Mogul you can see the difference! 


For years, experienced foundrymen have looked _ efficient production, the combination of Mogul 
to Mogul Cereal Binder to help them consistently and Dexocor is unbeatable. 
turn out top-quality cores. First choice in cereal 
binders, Mogul gives perfect green bond, offers , ree 
unusual dependability in spite of usual wide vari- Your Corn Products technical representative is 
, ‘ ‘ F completely versed in the application of these and 
ations in mulling time, types of sand, core shaper other binders and dextrines to mold and core 
and sizes. Mogul provides high green strength; making. Backed by years of experience, a com- 
cores hold their shape during handling and storage. pletely equipped foundry laboratory, and the 
They give good collapsibility and easy shake-out, extensive facilities of the world’s largest corn 
cutting down on strains and hot tears. The excel- + amet pon apa ge a only = 
lent permeability of Mogul reduces costly blows combination of binders that’s right for your needs. 
due to inadequate venting. Call our nearest sales office or write direct. 
Today, teamed up with Dexocor the dry replace- 
ment for core oil, Mogul performs better than ever. 


For outstanding performance on green bond, green ® 9 
sand, for better blowing, easy ramming, easy ce re al bi fl d er 
shake-out, all-around improved handling and more 


DEXOCOR® is the perfect teammate for MOGUL® and KORDEK® binders and GLOBE® dextrines 














CORN PRODUCTS COMPANY iNoUSTRIAL DIVISION + 10 East 56 Street, New York 22, N.Y. 
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EFFICIENT REMOVAL 
OF DUST AND CHIPS 


© SNAGGING © GRINDING © CHIPPING 
® MACHINING ¢ BUFFING * POLISHING 
and similar operations 


Whatever your problem in industrial dust control, call on Kirk 
& Blum, an organization of engineers and mechanics with more 
than 50 years’ experience in this specialized field. 
You secure a complete service from Kirk & Blum... DESIGN, 
FABRICATION and INSTALLATION . . . with a single 
responsibility for an efficient dust control system. 


For an analysis of your dust control problem, call on Kirk & 
Blum’s expert engineering service. Write today for complete 
information and a K & B survey. 


The Kirk & Blum Manufacturing Co., 
3108 Forrer Street, Cincinnati 9, Ohio 


KIRK . HlLum 


DUST CONTROL SYSTEMS 
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mechanically bonded to the alumi- 
num by a bimetallic interlock bond 
recently developed by Doehler-Jar- 
vis. Cast-in iron liners afford bet- 
ter wear characteristics than unpro- 
tected cylinder bores of engine block 
castings made of hypereutectic alu- 
minum alloys. 

High Hardness—The centrifugal- 
ly cast liners show Brinell hard- 
nesses between 230 and 260. The 
high hardness and cooler cylinder 
wall temperatures of the aluminum 
block are said to reduce wear in the 
cylinder bores and increase life of 
the blocks. 

Bores Are Loose Pieces—An in- 
teresting feature is the use of loose 
pieces to cast the camshaft bores, 
although loose pieces ordinarily are 
considered undesirable in diecasting 
because they slow down the rate of 
production. To overcome _ this 
handicap, the diecasting machines 
for the engine block have been 
equipped with a loading and un- 
loading device which puts loose 
pieces and cylinder liners into the 
die automatically. 


Electric Furnace Conference 
To Be Held in Chicago 


Eighteenth annual Electric Fur- 
nace Conference svonsored by the 
Electric Furnace Committee of the 
Metallurgical Society, American In- 
stitute of Mining, Metallurgical and 
Petroleum Engineers, will be held 
Nov. 30 to Dec. 2 at the Morrison 
Hotel, Chicago. 

Tentative program which follows 
includes nine technical sessions on 
practices in production of steel and 
other electric furnace products: 


Wednesday, Nov. 30 


:30 a.m.—Registration 

:30 a.m.—Opening Session 

:45 a.m.—Joint Technical Session 

‘“‘Nonmetallic Inclusions in Steel’’ 

:00 p.m.—Combined Technical Session 

‘‘Ingot and Special Arc. Factors in Improv- 

ing Steel Quality, Ferroalloy Quality, and 

Standardization vs Steel Quality’’ 

:00 p.m.—Castings Technical Session 
Nonmetallics in Steel for 


8 
9 
9 
2 


Castings’’ 
Thursday, Dec. 1 


| 9:30 a.m.—Ingot Technical Session 


“Some Developments in Steelmaking Proc- 
esses’’ 
:30 a.m.—Castings Technical Session 
‘‘Refining Metal in Air Induction Melting’’ 
:30 a.m.—Special Are Technical Session 
‘*Manufacture of Carbide and Phosphorus’’ 
:00 p.m.—Ingot Technical Session 
‘*Stainless Steel’’ 
:00 p.m.—Castings Technical Session 
‘‘New Developments’’ 
:00 p.m.—Special Are Technical Session 
‘‘Manufacture of Ferroalloys’’ 
:30 p.m.—Reception and Cocktail Party 
:00 p.m.—Annual Fellowship Dinner 
Speaker—Charles J. Hunter, VU. S. Steel 
Corp., Chicago 

Friday, Dec, 2 
Plant trips to South Works of U. S. Steel 
Corp.. or Lemont Mfg. Co., Lemont, Il. 


FOUNDRY 





AS SEEN AT THE FOUNDRY SHOW: 


MIXALL gives up to 6,000 Ibs. of Coated Sand 


per hour—at lower costs than ever before! 


wee 





a, 
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At left, the new 
Model 890 
MIXALL in oper- 
ation at Auto 
Specialties Mfg. 
Co., St. Joseph, 
Michigan. 


Other models 
from 3000 Ibs. 
per hour up to 
20,000 Ibs. per 
hour available. 


Bast 


PHOTO COURTESY AUTO SPECIALTIES MFG. CO. 


The many foundrymen who saw the MIXALL at the recent 
show in Philadelphia were impressed by its ability to de- 
liver greater batch capacity while keeping production costs 
down. This is accomplished by a rapid operating cycle: 
charging, heating, mixing, and discharging are completed 
in just 5 minutes. Simultaneous heating and mixing are 
possible because both cycles are independently controlled. To 
meet today’s growing competition, this kind of practical mecb- 
anization is often the solution. Perhaps your organization 
can profit from the many advantages offered by the 
MIXALL. Our experienced engineers will be happy to dis- 
cuss your foundry problems and put you on the road to 
practical mechanization at the lowest cost possible. Write, 
call or wire. 


Constant Quality through Constant Control Above, the naw MIXALL CONTEOU PANEL 
Write today for Bulletin CS-806 puts complete automation and mechanization 


at your fingertips. Controls are conveniently 
located, easy to read and understand. 


PRODUCTS COMPANY, INC. ssa 


DETROIT 28, MICHIGAN 
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Add Glycol to Sand 

APPLICATION of glycol addi- 
tions to molding sand in production 
of magnesium-base alloy castings 
has been practiced for some time, 
but a recent study indicates that 
they are just as effective with cop- 
per-base alloys. As described in 
“Molding Sands With Addition of 
Glycols, Particularly for Copper-base 
Alloy Castings,” an article by E. 
Brunhuber and W. Buechen in the 
June 30 issue of Giesserei (Dussel- 
dorf, Germany), either ethyl or di- 
ethyl glycol additions to molding 
sand prevent metal-mold reactions 
and reduce the roughness of the 
sand surface so that smooth castings 
are produced. Sands used were syn- 
thetic type with 3 to 4 per cent 
bentonite by weight, 2 per cent 
water, and | per cent glycol. Addi- 
tion of 3 per cent seacoal also was 
used with good results. 


Shows Relationship 

SIMPLE nomogram prepared by 
D. J. Saven and published in the 
Aug. 18 issue of Foundry Trade 
Journal (London, England) relates 
common faults in diecastings respon- 
sible for rejection, and their causes. 
The base indicates 11 main defects 
from which lines lead to the factors 
which contribute to their occurrence. 

The nomogram may be used as a 
guide to separate the variables into 
different categories and to pinpoint 
the basic factors causing a certain 
type of defect. Contributing factors 















MISRUN 
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OY AY / 


BENS 


Foundry Developments 


spotlight the possibilities of the rate 
of severity of a particular fault oc- 
curring—for instance, misruns with 
seven contributing factors are more 
likely to occur than cold shuts which 
have only two. 


It’s Cold Outside 

SEVERAL techniaues for evalu- 
ating the mechanical properties of 
materials at temperatures ranging 
from minus 423 to minus 452° F 
are described in “Notes on Mechan- 
ical Testing Techniques at Very 
Low Temperatures,” designated PB 
161193. It can be obtained from 
the Office of Technical Services, 
U. S. Department of Commerce, 
Washington 25, for 50 cents. 


Resists Abrasion 


IMPROVED abrasion resistance 
in castings is reported for two new 
austenitic manganese steels devel- 
oped by Climax Molybdenum Co. 
Div., American Metal Climax Inc. 
One is a 12-2 manganese-molybden- 
um alloy which is said to combine 
toughness and abrasion resistance 
with a high degree of ductility. The 
other is a 6-1 manganese-molyb- 
denum alloy reported to have ex- 
ceptional abrasion resistance with 
only moderate ductility. Additional- 
ly, the incorporation of molybdenum 
is indicated to cause the carbides in 
the grain boundaries to form glob- 
ules and permit use of up to 1.7 
per cent carbon in commercial cast- 





MET 





() 


KIN 





By EDWIN BREMER 
Metallurgical Editor 


ings. Climax has found the new 
steels particularly valuable in its 
own mining operations, the 12-2 al- 
loy being used successfully in slush 
scrapers and cone liners, and the 
6-1 alloy showing promise in grind- 
ing mill liners and scoop lips, screen 
decks, grates and jaw crusher liners. 
The firm does not plan to market 
the steels commercially, but will 
make its research and development 
information available to interested 
firms. 


Fast Work 


RAPID heating tests lasting only 
a few seconds have been developed 
to provide short-time, high-tem- 
perature tensile and creep data for 
metals used in supersonic aircraft 
and missiles. Details are presented 
in report PB 151078, “Methods of 
Conducting Short-time Tensile, 
Creep, and Creep-rupture Tests 
Under Conditions of Rapid Heat- 
ing,” which is available from the 
Office of Technical Services, U. S. 
Department of Commerce, Wash- 
ington 25, for $1.25. 


Spheroidizes Phosphorus 


SIMPLE casting and heat treat- 
ment technique has been devised for 
producing nodular graphite cast iron 
with up to at least 1.5 per cent phos- 
phorus in the form of spheroidal 
globules of phosphide, according to 
the article, “Spheroidized Phosphides 
Improve Mechanical Properties of 
Nodular Iron Containing Phosphor- 
us up to 1.5 Per Cent,” by Else, 
Bassett and Palmer in the July is- 
sue of BCIRA Journal (Birming- 
ham, England). 

Iron is chilled intensely by mag- 
nesium-cerium treatment, preferably 
with tellurium (0.05 per cent), and 
casting in a metal mold, followed 
by full graphitizing heat treatment 
under controlled conditions, The 
product has high strength similar to 
that of low-phosphorus nodular iron 
and. useful ductility. However, it is 
brittle in the impact test at room 
temperature unless the phosphorus 
content is below 0.2 per cent. 
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ASK YOURSELF THIS QUESTION... 





ARE WE GETTING EVERYTHING 
WE NEED FROM OUR CORE OILS? 


It doesn’t happen every day in the week, but every now and then we get a call 
for help. Some core man asks himself the above question, gets a negative answer, 
decides to investigate and calls us for our recommendations. 


Again, it doesn’t happen every time, but we can truthfully say that, in most 
cases, we've been able to improve performance and effect a savings. 


We've been in this core oil business now for many, many years and know the 
answers to core oil problems. For the same length of time, we’ve been making 
the finest quality oils — and selling them, you'll be glad to learn, at surprisingly 
low prices. 

So, whenever you’re in the mood to question the efficiency and economy of 
your present core oils — please remember that W:G'S has helped others and just 
might be able to help you, too! 


WERNER G. SMITH, inc. 





1730 TRAIN AVE., CLEVELAND 13, CHIO © PHONE: TOWER 1-3676 f fi 


“WERSMITH” CORE OILS COST LESS TO BUY...COST LESS TO USE 
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By JACK C. MISKE 
Associate Editor 


American Die Casting Institute Sees 


RECORD YEAR IN 1961 


@ DIECASTING OUTPUT in 
1960 will register only slight gains 
over 1959, but may surpass the 1955 
all-time high in 1961, according to 
members of the American Die Cast- 
ing Institute, who met in Chicago, 
Sept. 14-15. Nearly 400 guests and 
representatives of the 121 member 
plants of the national association of 
job-shop diecasters attended the 
annual meeting. 

The group expects a_ strong 
fourth-quarter which may enable 
zinc and aluminum diecasting to- 
tals for 1960 to exceed 1959 levels 
by 10,000 and 6000 tons, respec- 
tively. 

The 1960 estimate is based on 
anticipated substantial gains in pas- 
senger car and appliance produc- 
tion during the last quarter. In 
1961, production of 6 million pas- 
senger cars would bring zinc die- 
casting totals to about the same 
level as in 1955, when nearly 8 mil- 
lion cars were built, but with fewer 
zine diecasting components. In ad- 
dition, increasing adoption of die- 
cast aluminum components for 
brake drums, wheels, and engine 
blocks should mean a new high in 
aluminum diecasting production. 
Magnesium diecastings also are 
finding greater acceptance in the 
automotive industry. 

Varied Program — The two-day 
sessions opened with a half-day de- 
voted to the group’s business meet- 
ing, at which various reports were 
presented and plans made for future 
activities to widen the area of job- 
bing diecasting service to industry. 

After the annual ADCI luncheon, 
a number of speakers were heard. 
Dr. S. F. Radtke, director of re- 
search, American Zinc Institute, 
discussed results of AZI research on 
the use of zinc alloying agents and 
on the attainment of better proper- 


ties and finishes on zinc-base die- 
castings. This work is designed to 
determine better zinc alloys with 5 
to 18 per cent Al which still can be 
hot chamber diecast and to provide 
data on zinc-base ternary alloys 
with 8 to 14 per cent Al and a num- 
ber of other elements such as cop- 
per, magnesium, cobalt, nickel, va- 
nadium, and others. Best results 
so far have been obtained with an 
8 per cent Al, 0.5 per cent Cu alloy 
which provides improved fluidity, 
better properties, and easier plating. 

M. R. Caldwell, Doehler-Jarvis 
Div., National Lead Co., spoke on 
“Improved Plating Methods for 
Zinc Die Castings,” the best of 
which are the duplex nickel and 
duplex chrome processes. The 
nickel process is the more important 
and is used on outdoor automotive 
and marine parts. 

David Laine, ADOCI secretary, 
E. V. Blackmun, Aluminum Co. of 
America, and F. C. Bennett, Dow 
Metal Products Co., made reports 
on the recent Third International 
Die Casting Conference, in Italy. 
Mr. Laine remarked that of the 384 
delegates from 20 countries, 68 were 
from the U. S. Only the West 
German group was larger. He de- 
scribed the proceedings of the meet- 
ing, which was well organized and 
presented, and noted that diecast- 
ing is making rapid gains in Eu- 
rope. 

Mr. Blackmun gave brief resumes 
of conference technical papers, 
which included three by ADCI rep- 
resentatives, and Mr. Bennett de- 
scribed impressions gathered by 
ADCI delegates during visits to Eu- 
ropean diecasting plants (for a sim- 
ilar article, see p. 106, Founnry, 
October, 1960). 

Members of the institute’s mar- 
keting committee combined forces 
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WITH EFFICIENT TRAMRAIL HANDLING 


25% to 100% Greater Production Often Obtained 


I; it greater production that you want? Are lower 
costs important? Would you like these advantages 
without enlarging your present plant? Then con- 
sider Cleveland Tramrail overhead materials 
handling equipment. 

In many instances the installation of Cleveland 
Tramrail cranes, bridges, carriers, hoists, etc. have 
so cut handling time, speeded production and 
brought about other advantages, that 25% to 
100% greater output is obtained with the same 
floor area. 

GET THIS BOOK! 
BOOKLET No. 2008. Packed with 


valuable information. Profusely 
illustrated. Write for free copy. 


az ~ ~ a a 


Cleveland Tramrail is adaptable to all size and 
type foundries, and just as great relative savings 
can be made by a 10-man foundry as one employ- 
ing 1000. The equipment is available for hand or 
electric operation, or various combinations there- 
of, to best serve the requirements. 

Why not get the facts on the modern overhead 
Tramrail way of foundry handling? Learn first 
hand what it has done for hundreds of other 
foundries. This might well lead to an entirely new 
and profitable future course for your company. 


CURVELAND TRAMRAIL DIVISION 


TIME CLEVELAND CRANE & ENGINEERING CO, 
3832 East 286 St., Wickliffe, Ohio 
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the new Branson 


SONORAY. 
f 2eom Model 5 
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Retetei te 
| moe Flaw 
Detector 
is truly 


PORTABLE! 
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Take it anywhere 
for CONTACT or 
IMMERSED 
TESTING 


Any frequency from 0.4 to 10.0 mc/s 
without tuning, by a simple change of 
transducers — with the most nearly 
perfect acoustical “picture” of inter- 
nal structure obtainable today. And, as 
with all Branson products, service na- 
tionwide is assured at all times. For 
full information about the all-new 
SONORAY® Model 5, send the coupon 
today to Branson Instruments, Inc. 


BRANSON: Send Bulletin T-203 
on the new SONORAY® 5 to 


NAME_ 
FIRM DEPT. 
ADDRESS 














BRANSON INSTRUMENTS, Inc. 
60 Brown House Road ¢ Stamford, Conn. 
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to explain various means of widen- 
ing markets for custom diecastings. 
Speakers and their subjects includ- 
ed H. W. Bollman, Newton-New 
Haven Co., “Initial Marketing 
Committee Objectives”; W. N. 
Brammer, Precision Castings Co., 
Cleveland Div., Precasco Corp., 
“What You Can Do for Your Cus- 
tomers”; Mr. Bollman, “What You 
Can Do for the Die Casting Indus- 
try”; and S. A. Gullo, Chicago 
White Metal Casting Inc., “What 
You Can Do for Yourself and Your 
Company.” 

Safety Awards—A feature of the 
afternoon session was the award of 
citations, in the form of certificates 
of merit, to ten institute member 
companies which had established 
outstanding safety records during 
the previous two years. These 
awards were presented by Norman 
Dress, Precision Castings Co., chair- 
man of the institute’s national safety 
committee, to the following com- 
panies: Ability Die Casting Co., 
Chicago; Aluminum Die Casting 
Co., Los Angeles; Century Die 
Casting Co., Chicago; DeCardy 
Bros. Co., Chicago; Dow Metal 
Products Co., Midland, Mich.; 
Hyatt Die Casting & Engineering 
Corp., El Segundo, Calif.; Midwest 
Die Casting Co. Milwaukee; 
Stella Products Corp., Livingston, 
N. J.; Titan Metal Mfg. Co., Belle- 
fonte, Pa.; and West Irving Die 
Casting Co., Bensenville, III. 

DCRF Activities — The second 
day of the meeting was devoted en- 
tirely to proceedings of the Die Cast- 
ing Research Foundation, research 
arm of the institute. Foundation 
activities include such projects as 
the search for improved die mate- 
rials and mold releases; an investi- 
gation of the area of metal flow in 
diecasting dies; and an analysis of 
various methods of die temperature 
control. 

A considerable part of these ses- 
sions was devoted to evaluation of 
a compatible vacuum diecasting 
method developed by DCRF mem- 
ber companies to meet the néeds of 
jobbing diecasters. 


The foundation’s vacuum die- 
casting method embodies the use of 
alternate systems which permit con- 
tinuous evacuation of the die cavity 
only during the filling of the die 
and provide positive shutoff of 
metal flow from atmospheric pres- 
sure during evacuation. A massive 


gating technique is employed, in 
conjunction with special venting de- 
vices. Nearly 70 DCRF member 
companies currently are using the 
system. 

Election of Officers—Top officers 
of the institute were re-elected to 
office for the coming year. Gordon 
C. Curry, Dollin Corp., Irvington, 
N. J., and Walter E. Brown, Kiowa 
Corp., Marshalltown, Iowa, were 
chosen to serve again as president 
and vice president, respectively. 
David Laine, ADCI secretary, also 
was re-elected. 

Members of the national board of 
directors elected by the institute’s 
four regional groups include W. G. 
Newton Jr., Newton-New Haven 
Co., eastern regional group; A. D. 
Weigolt, Precision Castings Co., 
central regional group; Fred Klem- 
ent, West Irving Die Casting Co., 
midwestern regional group; and 
E. M. Woods, Aluminum Die Cast- 
ing Co., Pacific Coast regional 
group. 

Directors-at-large are F. W. 
Burgie, Doehler-Jarvis Div., Nation- 
al Lead Co.; Alfred Schneier Jr., 
Advance Pressure Castings Corp.; 
J. C. Bennett, Harvill Corp.; and 
Walter E. Brown, Kiowa Corp. 

Chairmen of the regional groups 
include W. F. Feil, Aluminum Co. 
of America, eastern regional group; 
Norman Dress, Precision Castings 
Co., central regional group; Fred 
Klement, West Irving Die Casting 
Co., midwestern regional group; 
and E. M. Woods, Aluminum Die 
Casting Co., Pacific Coast regional 
group. 

Doehler Award — The annual 
Doehler Award, highest honor of 
the diecasting industry, was pre- 
sented to E. V. Blackmun, assistant 
chief metallurgist, Fabricating Div., 
Aluminum Co. of America. The 
presentation was made by Dr. Mat- 
thew A. Hunter, dean emeritus, 
Rensselaer Polytechnic Institute, 
who reviewed Mr. Blackmun’s out- 
standing contributions to the tech- 
nical achievements of the diecast- 
ing industry, particularly with re- 
spect to the Die Casting Research 
Foundation. Mr. Blackmun has 
been active in the foundation since 
its inception in 1952 and has served 
as a trustee and as chairman of its 
technical committee since 1955. 

Austin T. Lillegren Awards—To 
perpetuate the memory of the late 
Austin T. Lillegren, a past presi- 
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dent and director of ADCI and 
chairman and a trustee of the 
DCRF, an award has been estab- 
lished to be presented annually to 
a person or persons in the institute 
and foundation for extraordinary 
service to those groups. At the 
time of his death, Mr. Lillegren was 
vice president, Madison-Kipp Corp. 
The first Austin T.  Lillegren 
Awards were made to A. W. Simp- 
son III, Western Die Casting Co., 
and to G. F. Hodgson, Doehler-Jar- 
vis Div., National Lead Co. 

Citations and mementos also were 
presented to past presidents of the 
institute. 

Scholarship Award—In memory 
of the late Irving B. Hexter, former 
president, Industrial Publishing 
Co., an “Irving B. Hexter—Pre- 
cision Metal Molding Memorial 
Award” has been provided by the 
magazine in the form of a scholar- 
ship. ‘The educational committee 
of the DCRF Fund for Engineering 
Education has been requested by 
the publication to determine the re- 
cipient of scholarship, and the first 
award will be made next spring. 

Zinc Diecasting of Year—A high 
light of the awards program was 
presentation of the “Zinc Die Cast- 
ing of the Year Award” to Victor 
O. Anderson, A & A Die Casting 
Co., an ADCI member company. 
(See Page 178.) Presentation of 
the certificate and $1000 prize was 
made by R. C. Kenly, vice presi- 
dent, New Jersey Zinc Co., spon- 
sors of the contest. Mr. Anderson 
turned the cash prize over to the 
DCRF Fund for Engineering Edu- 
cation to be used for scholarship 


purposes. 
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Milwaukee Chaplet & Mfg. Co. 


1025 SOUTH 40th STREET = 


Circle 645 on Page 55 


MILWAUKEE 46, WISCONSIN 





Permanent mold foundry is lighted by 400-watt, twin open-top units spaced 13 ft 6 
in. by 15 ft apart and mounted 14 ft high. Illumination averages 200 foot-candles 


Foundry Provides for 


200 Foot-Candles of Illumination 


@ WHEN Aluminum Casting & 
Engineering Co., Milwaukee, added 
15,000 square feet of floor space to 
its permanent mold foundry, it con- 
sulted Wisconsin Electric Power 
Co. about proper lighting. Light- 
ing engineer Richard L. Garber of 
the power company helped the 
foundry management decide on the 
proper level of lighting to be in- 
stalled. 

Original plans called for an in- 
stallation to provide lighting of 50 
footcandles. Mr. Garber questioned 
whether this level would be suf- 


1000-watt mercury lamps on 12 
by 15 ft centers and mounted 
at heights from 24 to 27 ft 


ficient to detect unsound castings. 
Typical flaws were tiny hairline 
cracks in the web of the castings. 
Quick testing showed that these 
flaws were not readily detectible by 
a person with good eyesight under 
lighting of less than 100 foot- 
candles. 

To arrive at the best determina- 
tion of proper lighting level, Mr. 
Garber used a General Electric See 
Level comparator. This device of- 
fers a means for checking relative 
visibility of seeing tasks in side-by- 
side compartments of a_ portable 
box. Management and foremen 
used the device to find the proper 
lighting level for the tasks to be 
performed in the new building. 

The lighting necessary to make 
the hairline flaws stand out most 
clearly was found to be 600 foot- 
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on 
— carbon arc cutting 


Faster — Cheaper — Better 
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These photos, taken in well-known foundry, show operator carbon-arc clean 
ing a Casting using an Arcair torch powered by a Miller SR-1000-A7. Note 
handiness of control console 


> - 
Battery of Miller 
cleaning room 


MODEL SR-1000-A7 
SURBOCCE MR ELECTRIC MANUFACTURING COMPANY, INC. 


Distributed in Canada by Canadian Liquid Air Co., Ltd., Montreal oe oe te ee ee eee 
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candles. Peter Paul Hoffman, vice 
president of Aluminum Casting & 
Engineering, said: “Our company 
had not given too much thought to 
the illumination requirements for 
our operation. However, after we 
had made a careful study of com- 
parative visibility with the com- 
parator, we agreed with Mr. Garber 
that we would not be satisfied with 
50 footcandles. Indeed, for the 
most nearly perfect results, we 
would have chosen a level in excess 


of 500 footcandles. This seemed 


too much for prudent foundry in- 
vestment at this time. So we set- 
tled on the system we now have.” 

In part of the new building which 
has a lower ceiling than the rest, 
the lighting system employs twin 
units on 13!/, x 15 ft centers. These 
fixtures are equipped with 400-watt, 
color improved, mercury lamps 
mounted at a height of 14 ft. The 
area with the higher ceiling uses 
1000-watt, semireflector, color im- 
proved mercury lamps mounted 24 
to 27 ft high. These units are 





~ Where can you use this 
better-than-3300 F 
oil- or gas-fired flame? 


tenance on refractory linings. 


BLISS 


SINCE 1857 


The revolutionary Bliss Pulsation Burner 
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& 

produces temperatures never before achieved with oil or natural ~ 

gas.Burning oil, it can reach a searing 3450°F. On 1000 BTU/cu. ft. a 

natural gas, it develops 3320°F. Both these extremely high temper- F 

atures are close to the theoretical limits for these two fuels. Found- fi 

ries, smelters, heat treaters and other metal processers have been i 

quick to take advantage of the remarkable combustion efficiency t 

of these new burners. To them, it has meant faster heating cycles, 8 
cleaner flue gases, and above all, fuel economy that cuts from 12% i 
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to 30% from their furnace overhead. Not to speak of reduced main- 


To learn how the Bliss Burner can increase the heat output in 
your plant while it’s saving you money in fuel and furnace main- 
tenance, write today for our Bulletin No. 60. It’s yours for the asking. 


E.W. BLISS COMPANY 


Canton, Ohio 
BLISS is more than a name—it’s a guarantee 
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ings. 


spaced at 12 x 15 ft centers. All 
lamps have open-top reflectors to 
provide some lighting for the ceil- 
ing area. 

With lamp arrangement such as 
this, the average illumination was 
measured to be about 200 foot- 
candles for the entire floor space 
after about six months of operating 
on three shifts. Concerning the 
new installation, Mr. Hoffman 
points out that “the experience is 
still so new we hesitate to offer con- 
clusions now. We definitely feel, 
however, that the new lighting will 
give us an improvement in over-all 
production, maybe 2 or 3 per cent, 
maybe more. We expect a signif- 
icant reduction in hazards peculiar 
to our industry.” 


Book Review 


Aluminiumguss in Sand und Ko- 
kille (Aluminum Casting in Sand 
and Metal Molds) by Roland Ir- 
mann, cloth, 302 pages, 57g x 9 in., 
published by Aluminium-Verlag 
GmbH, Duesseldorf, Germany. Price 
42 DM. 

This sixth revised and expanded 
edition of an authoritative German 
work on aluminum casting contains 
12 chapters relating to aluminum 
castings and their production in 
sand and metal molds. 

The first chapter discusses raw 
materials and the second describes 
the effect of melting and solidifica- 
tion processes on casting quality. 
The most important technical alu- 
minum casting alloys are covered in 
chapter three, and melting equip- 
ment and temperature measurement 
receive attention in chapter four. 
Details on melt treatment for re- 
fining and grain size control are 
presented and discussed in the fifth 


| chapter. 


Sixth and seventh chapters are de- 


| voted to production of castings by 
| the sand and metal mold processes, 


and the eighth chapter is concerned 
with cleaning of castings and sur- 
face finishing. Salvage or repair 


| methods and heat treatment are de- 


scribed in the next two chapters. 


| Chapters eleven and twelve discuss 
| physical properties and testing, and 


the proper design of aluminum cast- 


An appendix lists the principal 


| defects, their causes and remedies, 


and a table listing various aluminum 
casting alloys, their physical proper- 


| ties, compositions, etc. 


FOUNDRY 





SAVE *36° a ton on cast iron chips 


New Whirl-Air-Roxy method delivers chips 
from Machine Shop to Cupola (patented) 


Foundries claim production = 
savings will total millions : ]_WHIRL-AIR-FLOW 


RECEIVER 


New Roxy valve delivers cast iron chips into the cupola in 
measured shots of 7 to 10 pounds. At the present market 
value of scrap there is a $36.00 per ton advantage in using 
chips. Also, foundry experience shows that chips melt faster 
than scrap because of their greater surface area. Where 
machine shops are generating quantities of scrap turnings, 
they can be discharged into patented Whirl-Air-Flow trans- 
porter and delivered to hopper via Whirl-Air-Flow pneu- 
matic conveyor at low cost. Combine this method of han- 


dling chips with the Roxy Chip Injector to the cupola and 
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you will achieve savings 
that foundrymen say will 
amount to a million dollars 
in very few years of 
operation. The Whirl- 
Air-Roxy method is 
easily applied to any 
size foundry; small, 
medium or large. In- 
itial cost is low and 
savings will pay for in- 
stallations in a period 

of a few months. We 
invite yourexploratory 
inquiry. 


Write or wire for complete 
information on the new 
Whirl-Air-Roxy methad. 


y, 
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CUPOLA 
HOW WHIRL-AIR-ROXY 
CUPOLA INJECTOR WORKS 

1. Chips into hopbare 

2. 10” pipe is to Roxy charg- 
ing valve. 

3, Roxy vajvg, which controls the 
shootipg postion that delivers 
an agcugate quantity of chips 
inty typ cupola. 

4. High pressure air line, timer 

nd solenoid valve integrated 

i supply quick shots of air at 


: regular intervals. 








‘| & 
trier Ano. oe As 


ROXY VALVE 


Roxy Chip Injector 
to cupola (patented) 
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SILICONE NEWS from Dow Corning 


For Fast Get-away | 





Silicones Speed Production of 
Crankshafts for Ford Falcons 


“Fast get-away” is an appropriate description for the way foundry shell 
molds pop free from patterns coated with Dow Corning silicone parting 
Quick. clean and easy release every time helps assure uninter- 


agents. 
Here’s 


rupted production, retention of close tolerances, less machining. 
proof from the Ford Motor Company foundry. 


In one production operation. shell molds for casting crankshafts are made 
on a high production. multi-station rotating machine. Failure of just one 
shell to separate from its pattern would quickly bring operations to a 
halt... result in waste. rejects and mounting labor and material costs. 
But not at Ford. Their foundry engineers prescribed the right preventive 
medicine years ago when they settled on an emulsion of silicone as a shell 
mold parting agent. All it takes for good results is a light spray coating 
of the dilute emulsion. 


For complete technical information 
about any silicone product, contact 
the Dow Corning office nearest you. 


In another shell mold operation Ford dips 
multi-unit engine valve patterns in the 
dilute emulsion. Even with such deep draws 
as are encountered with small diameter 
valve stems, release is clean and easy 
production stays on schedule. 


If lack of “fast get-away” is hampering 
your production, why not put Dow Corning 
Silicones on the job? Send today for a 
free manual detailing “how to use silicone 
parting agents in shell molding.” 


Address Dept. 4111 


Dow Corning CORPORATION 


ATLANTA BOSTON CHICAGO 


Circle 649 on Pag2 55 


CLEVELAND 


MIDLAND. MICHIGAN 


DALLAS LOS ANGELES NEW YORK WASHINGTON, D. c. 


FOUNDRY 








Literature for Foundrymen 








Inspection Machines 
Bulletin 73-100 describes various models 
of magnetic particle inspection machines 
and includes information on accessories 
and equipment for nondestructive test- 
ing.—Sperry Products Co., division of 
Howe Sound Co., Merriam, Kans. 
For More Details Circle No. 406—Page 55 


Vacuum Cleaners 

Leaflet No. 34 describes line of vacuum 
cleaners and gives specifications and order- 
ing information. Leaflet also contains 
illustrations of various accessories.—Black 


& Decker Mfg. Co., Towson 4, Maryland. 
For More Details Circle No. 407—Page 55 


Lift Hoist 
Bulletin B-1403-B describes design im- 
provements in electromagnetic lift hoist. 
Illustrations of applications are included. 
—Dings Magnetic Separator Co., 4761 W. 
Electric Ave., Milwaukee 46, Wis. 
For More Details Circle No. 408—Page 55 


Diecasting Machines 

Leaflet describes various models of die- 
casting machines and includes specifica- 
tions for these models—American Die 
Casting Machinery Co., 1516 W. Thomas 


St., Chicago 22, Ill. 
For More Details Circle No. 409—Page 55 


Metal Tooling Compound 

Booklet offers price lists and applica- 
tion instructions for company’s epoxy 
metal tooling resins for patterns, dies, 
laminates, castings, and impregnations.— 
Metarez Inc., Idyll Dell Rd., P. O. Box 


507, McHenry, Il. 
For More Details Circle No. 410—Page 55 


Wire Rope and Slings 

Handbook called “Tuffy Tips” illus- 
trates abuses and correct uses of wire 
rope and slings. The 26-page booklet 
also contains classification and specifica- 
tion data—Union Wire Rope, subsidiary 
of Armco Steel Corp., 2100 Manchester 


Ave., Kansas City 26, Mo. 
For More Details Circle No. 411—Page 55 


Portable Test Kits 

Illustrated brochure provides complete 
information and prices on_briefcase-size 
test kits—Magnaflux Corp., a subsidiary 
of General Mills, 7301 W. Ainslie Ave., 


Chicago 31, Ill. 
For More Details Circle No. 412—Page 55 


Compressor Selection 

Bulletin P-13 features a six-step do-it- 
yourself performance calculation method 
for selection of the proper compressor 
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for most applications. Technical data 
describe a variety of parts, seals, and 
lubrication systems for single-stage com- 
pressors with capacities from 700 to 100,- 
000 icfm and above.—Elliott Co., Com- 
pressor Dept., Jeannette, Pa. 

For More Details Circle No. 413—Page 55 


Shell Core Machines 

Bulletin SC-1 illustrates and describes 
two shell core machines, C1015 and 
C2021, one manual, the other automatic. 
Specifications also are provided—Osborn 
Mfg. Co., 5401 Hamilton Ave., Cleveland 


14, Ohio. 
For More Details Circle No. 414—Page 55 


Storage Racks 
Booklet with 28 pages points out dis- 
advantages of buying racks not designed 
to sustain specific loads.—Paltier Corp., 
Michigan City, Ind. 
For More Details Circle No. 415—Page 55 


Combustion Safeguards 

Bulletin CS-2 gives details on combus- 
tion safeguards. It contains data on di- 
mensions, installation, and use.—Selas 


Corp. of America, Dresher, Pa. 
For More Detai's Circle No. 416—Page 55 


Tractor Crane 
Pamphlet describes tractor crane Model 
20RM2, with 2000-lb capacity —Drott 
Mfg. Corp., Milwaukee 15, Wis. 
For More Details Circle No. 417—Page 55 





Did You Miss These? 


Here is a list of popular literature 
items offered in recent months: 


INVESTMENT CASTING PROCESS 
—Shaw Process Development Corp., 
division of British Industries Corp., 
Port Washington, N. Y. Circle 402, 
Page 55. 


ARC WELDING (Vest Pocket Guide 
to Better Welds)—Hobart Bros. Co., 
Troy, Ohio. Circle 403, Page 55. 


ALUMINUM ALLOY MODIFIER 
(Leaflet B9)—Foundry Services Inc., 
Cleveland 35, Ohio. Circle 404, Page 


55. 


HIGH-ALLOY CASTINGS — Alloy 
Casting Institute, Garden City, N. Y. 
Circle 405, Page 55. 











For More Information Use Reader Service Card—Page 55 


Lifting Magnets 
Eight-page bulletin No. 112A describes 
and lists specifications for several types 
of lifting magnets—Ohio Electric Mfg. 
Co., Maple Heights, Ohio. 
For More Details Circle No. 418—Page 55 


Grouting Practices 

Bulletin E-ld covers common methods 
of grouting different types of equipment, 
mixing and placing of grout, and cold 
and hot weather grouting.—Master Build- 
ers Co., division of American-Marietta 


Co., Cleveland 18, Ohio. 
For More Details Circle No. 419—Page 55 


Air Hammer 

Bulletin 660 describes company’s im- 
proved air hammer, Air Ace. Tools for 
use with the hammer also are shown.— 
Dotmar Industries Inc., 502 Hanselman 


Bldg., Kalamazoo, Mich. 
For More Details Circle No. 420—Page 55 


Flooring and Stair Tread 
Solid and open types of steel and alu- 
minum flooring and stair tread are il- 
lustrated and described in Bulletin 50-9. 
Specification and installation data are 
included.—Joseph T. Ryerson & Son Inc., 
Box 8000-A, Chicago 80, III. 
For More Details Circle No. 421—Page 55 


Scale Models 


Folder illustrates industrial scale models 
and their applications in industry. Also 
shown are numerous product models 
available—Knight Models Inc., 549 W. 


Randolph St., Chicago 6, Il. 
For More Details Circle No. 422—Page 55 


Elevator Furnace 

Four-page Bulletin GED-4092 deals 
with electric furnaces for stress relieving 
and annealing of large parts or heavy 
loads. Cutaway drawing of furnace shows 
construction features—General Electric 


Co., Schenectady 5, N. Y. 
For More Details Circle No. 423—Page 55 


Space Heaters 

Portable, oil-fired space heaters in five 
different sizes ranging from 100,000 
through 1,000,000 Btu per hr are de- 
scribed in Catalog 6016. Specifications 
and photographs are included—Stow Mfg. 


Co., 23 Shear St., Binghamton, N. Y. 
For More Details Circle No. 424—Page 55 


Diecasting Tool Steels 

Booklet ADV 182-1500 describes tool 
steels for use in the diecasting indus- 
try. This booklet contains diagrams of 
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Cores bake fast... really hold together with 


PENOLYN 178 CORE OIL 


Each of the automobile differential carrier cores shown 
above weighs about 40 pounds. And each core was baked 
in a vertical conveyor oven at 480°F with a 1-hour cycle, 
load to unload. To obtain this fast baking time, the 
foundrymen used PENOLYN 178. In addition to speed, 
this clean-working core oil provided them—as it will 
provide you—with high-baked strength, toughness, and 
optimum collapsibility. 


As a leading producer and nation-wide marketer of 
core oils for 30 years, Penola is quite proud of its posi- 
tion as a leader in the development of new and more 
efficient core oils. For further information, contact your 
nearest Penola office or write: 

15 West 51st Street, New York 
19, New York. 


HUMBLE OIL & REFINING COMPANY, PENOLA DIVISION wew vorx - vetroit - cnicaco 


QUALITY : RELIABILITY - FAST DELIVERY - TECHNICAL ASSISTANCE 
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hot and cold-chamber diecasting ma- 
chines, die steel size, heat treatment 
charts, and hardness tables.—Crucible 
Steel Co. of America, Oliver Bldg., Mel- 


lon Square, Pittsburgh 22, Pa. 
For More Details Circle No. 425—Page 55 


C02 in Welding 

Eight-page brochure covers character- 
istics of CO, gas-shielded metalarc weld- 
ing of mild and low alloy steel, the ad- 
vantages of CO, in welding, and various 
processes employing CO, as a shielding 
gas——Pure Carbonic Co., a division of 
Air Reduction Co. Inc., 150 E. 42nd St. 


New York 17, N. Y. 
For More Details Circle No. 426—Page 55 


Dust Control 


Dry centrifugal, wet, and fabric col- 
lectors and electrostatic precipitators are 
discussed in Bulletin 271. Thirteen pro- 
ucts, their capacities, and specific applica- 
tions are explained and_ illustrated — 
American Air Filter Co., Dept. PD, 215 
Central Ave., Louisville 8, Ky. 

For More Details Circle No. 427—Page 55 


Hot-Process Coreblower 


Booklet reports on “Hot Process” core- 
blower HP-4 and lists specifications. 
Photographs of the machine and of cores 
made on this model are included.—Red- 
ford Iron & Equipment Co., 20733 Glen- 
dale, Detroit 23, Mich. 

For More Details Circle No. 428—Page 55 


Painting Guide 

Twenty-four page book discusses dif- 
ferent uses for various types of primers 
and finish coats and shows samples of 
colors available. It describes a number 
of special-purpose paints and details 
their properties and recommended appli- 
cation methods.—Industrial Maintenance 
Div., Sherwin-Williams Co., Cleveland 1, 


Ohio. 
For More Details Circle No. 429—Page 55 


Shell Sand Unit 

Bulletin 1040 discusses shell sand pack- 
age unit for cold and warm process. Leaf- 
let also describes an air heating unit and 
automatic timing control unit—Beards- 
ley & Piper, division of Pettibone Mulli- 
ken Corp., 2424 N. Cicero Ave., Chicago 


39, Ill. 
For More Details Circle No. 430—Page 55 


Combustion Equipment 

Catalog describes gas-combustion and 
control equipment, including blowers and 
accessory items. It gives data on size 
range, capacity, and applications of more 
than 55 types of products.—Bryant In- 
dustrial Products Corp., 17700 Miles Ave., 


Cleveland 28, Ohio. 
For More Details Circle No. 431—Page 55 


Vacuum impregnation 

Advantages of vacuum impregnation are 
presented in detail in 16-page Catalog 
652. This brochure describes vacuum im- 
pregnating systems and gives specifica- 
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tions for standard cylindrical and rec- 
tangular impregnating chambers.—F. J. 
Stokes Corp., 5500 Tabor Rd., Philadel- 


phia 20, Pa. 
For More Details Circle No. 432—Page 55 


Bin Boxes 

Twelve-page brochure, “Bin Boxes,” 
covers economics, design considerations, 
material requirements, types, and features 
of unit load containers——National Wood- 
en Box Assn., 402 Barr Bldg., Washing- 


ton 6, D. C. 
For More Details Circle No. 433—Page 55 


Mount Press 

Digest discusses press for mounting of 
metallurgical samples, preheater, and ac- 
cessories. It gives specifications of press 
as well as over-all dimensions of pre- 
heater and accessory rack and prices of 
all items.—Buehler Ltd., 2120 Greenwood 


St., Evanston, III. 
For More Details Circle No. 434—Page 55 


Manifolds and Regulators 

Gas regulators and portable manifolds 
are described and illustrated in 16-page 
catalog F-55-085, which includes speci- 
fications and ordering information and 
inlet and outlet connections——Linde Co., 


270 Park Ave., New York 17, N. Y. 
For More Details Circle No. 435—Page 55 


Electric Lift Truck 

Bulletin 4000 covers specifications, per- 
formance data, and advantages of com- 
pany’s electric lift truck and includes 
diagrams showing its maneuverability.— 
James Campbell Smith Inc., Willoughby, 


Ohio. 
For More Details Circle No. 436—Page 55 


Pallet Handling 

Booklet, ABC of Pallet Handling, illus- 
trates different types of pallets and ex- 
plains their uses. Advantages of wood 
and metal pallets are listed, and pallet 
specifications are included—Raymond 


Corp., 65-184 Madison St., Greene, N. Y. 
For More Details Circle No. 437—Page 55 


Air Hoists 

Twelve-page catalog contains specifica- 
tions for several models of hook-mounted 
and trolley-mounted air hoists. Several 
accessories also are described.—Aro Equip- 


ment Corp., Bryan, Ohio. 
For More Details Circle No. 438—Page 55 


Double-Acting Cylinders 
Double-acting cylinders for heavy-duty 
service are described in Bulletin 73245.— 
Oilgear Co., Milwaukee 4, Wis. 
For More Details Circle No. 439—Page 55 


Extensometer 

Brochure 522 describes single-piece ex- 
tensometer used to indicate the elonga- 
tion of metallic and plastic specimens. 
The unit is adjustable to take rectangu- 


LIGHTWEIGHT 


or 
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SEE NEXT PAGE... 
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FOR 
| ¢ H | PERFORATED CHAPLETS 


in a wide range of sizes 


CASTINGS 


FLEXIBLE SHAPE 


10 styles fit any 
shape or contour — 
flat, curved, wedge- 
shaped, bridged or 
with extended ends 


PERFORATIONS 


Large number of per- 
forations in light 





metal insure perfect 
fusion in light castings 


ACCURATELY MADE 


Produced to exacting 
standards on specially 
designed machines to 
meet specifications 


Style F Style | Style J 


Fine FANNER Perforated Chaplets are the perfect answer 
for many casting applications where there is no need 
for heavy core support. Their lightweight, wide support 
area and readily shaped contours, in addition to their 
many other features make them almost universally adapt- 
able. They are made of tin-coated sheet steel for ferrous 
castings; and of aluminum, copper or brass for use in 
castings of these metals—in 38 sizes from Vg”"x V¥j4”"x V4” 
tol” x2”x2”. Write for catalog 


SCRA RS ERE RIE RIE 


FOUNDRY 








there's the perfect chaplet for every need 


FOR 


i & AV Y WROUGHT IRON FORGED OR FITTED 


i le head chaplets 
aN es gw | 


SPECIAL 
FORM-FITTING HEADS 


Formed to specification 
to fit cores of almost any 
desired shape. 


HEAVY SHOULDER 


Extra-heavy construction 
at shoulders provides 
maximum support for 
heavy cores without ex- 
cess of metal. 
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COUNTERSUNK 
SHOULDER 

Tapered Fanner design 
provides more complete 
contact with molten metal 
by eliminating corners 
where gas pockets form. 


SUPERSTEM 
CONSTRUCTION 


Broad angle Superstem 
provides extra strength 
and greater fusion area 
for molten metal, Fur- 
nished with Groovestem 
when specified. 
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9 NON-SLIP HEAD 
Prevents side-slipping, 
provides more rigid sup- 
port when in place. 


FORGED HEAD 

Upset in forging to three 
times stem diameter, 
extra strength offers 
greatest support to core. 





Faster Load Lifting 
( With New Coffing 
Quik- Lift 


H 
s 


Sl 


12 MODELS 
lift full load 10 feet 


900-pound hoist— 7 seconds 
1000-pound hoist— 9 seconds 
2000-pound hoist—24 seconds 


Speed, accurate control, safety and long life 
are combined in the new Coffing Quik-Lift 
Air Hoist to give you efficient hoisting power. 

Smooth power flow and absolute control at 
all speeds and loads is provided by the heavy- 
duty, 8-blade rotary air motor, the air-cooled 
disc brake and sensitive controls. 

This hoist will not drop its load if air 
pressure fails for the brake is always engaged 
except when the motor is activated. If air 
supply fails, load can be safely lowered man- 
ually by the brake adjustment screw. The air- 
cooled, disc-type brake provides four times 
as much braking area as conventional brakes. 

Free movement so that the push-button 
pendent control is always correctly positioned 
for easy use is provided by the swiveling 
features of the air supply hose and pendent 
hoses. Safety hooks, which are standard 
equipment on all models, swivel on roller 
thrust bearings. 

The Coffing Quik-Lift Air Hoist is avail- 
able in 500, 1000 and 2000-pound capacities 
—with either link or roller chain and with 


4 interchangeable manual pull-cord or push- 


button pendent controls. Ask your distributor 
or write for Bulletin ADH-79. 


COFFING HOISTS 


DUFF-NORTON COMPANY 


Four Gateway 
COFFING HOISTS 


Ratchet Lever °¢ Air 
Hand Chain ° Electric 
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Center * Pittsburgh 22, Pa. 
DUFF-NORTON JACKS 


Ratchet * Screw 
Hydraulic * Worm Gear 


OUFF-NORTON 
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lar or round specimens.—Testing Ma- 
chines Inc., 72 Jericho Turnpike, Min- 


eola, N. Y. 
For More Details Circle No. 440—Page 55 


Silicone Grease 
Form 6-206 explains the use of oxida- 
tion-resistant silicone grease for lubrica- 
tion at high temperatures. It also shows 
various applications of silicone 41 and 
describes its properties—Dow Corning 
Corp., Midland, Mich. 
For More Details Circle No. 441—Page 55 


Industrial Trucks 

Twenty-four page brochure shows com- 
pany’s new industrial equipment line. 
Photographs, drawings, operating infor- 
mation, and specification material are in- 
cluded.—Massey-Ferguson Industrial Div., 


1009 S. West St., Wichita 13, Kans, 
For More Details Circle No. 442—Page 55 


Walking Beam Conveyor 
Brochure discusses the advantages of 
company’s walking-beam conveyor and 
typical uses for it—Conveyor Corp., 19815 
E. Nine Mile Rd., St. Clair Shores, Mich. 
For More Details Circle No. 443—Page 55 


Air Separators 

Capacities, sizes, prices, and specifica- 
tions of company’s compressed air separa- 
tors are described in booklet. Opera- 
tion is explained, and features are 
listed.— Jas. A. Murphy & Co., Hamilton, 


Ohio. 
For More Details Circle No. 444—Page 55 


Wheel Dressers 

Catalog shows all of company’s line 
of wheel dressers and replacement parts. 
An explanation of the tangential angle 
feature and its origin also is given— 
L. Newman, 1001 24th St., Oakland 7, 


Calif. 
For More Details Circle No. 445—Page 55 


Foundry Resin 

Technical bulletin F-3-Re describes 
flaked phenol formaldehyde resin for 
foundry sand coating. Specifications and 
application are included.—Reichhold 
Chemicals Inc., RCI Bldg., White Plains, 


| He i 
For More Details Circle No. 446—Page 55 


Tractors and Equipment 

Two booklets describe various models 
of tractors and other industrial equip- 
ment, including attachments. Booklets 
CTS-165 and CTS-164 also contain per- 
formance charts and _ illustrations—J. I. 


Case Co., 700 State St., Racine, Wis. 
For More Details Circle No. 447—Page 55 


High-Temperature Mortar 

Bulletin No. 601 gives technical data on 
wet air-setting, high-temperature mortar.— 
J. H. France Refractories Co., 1944 


France Rd., Snow Shoe, Pa. 
For More Details Circle No. 


FOUNDRY 





November 1960 


A revolutionary new process for producing 
steel shot makes it possible for METAL BLAST 
to offer substantial savings to all plants using 
steel abrasives. This new process turns out 
steel shot much more economically than the 
conventional process used by others — and 
savings are passed along to consumers! 
“SUPER-STEEL”’ abrasives are strictly top 
quality and perform as top quality abrasives 


*PATENTS APPLIED FOR 


“ SUPER-STEEL” 


STEEL SHOT aad GRIT 


per ton 


in truck loads 


should — in cleaning action, in number of 
passes and effect on equipment. In fact, we'll 
give you a written, money-back guarantee 
that “SUPER-STEEL”’ will equal the perform- 
ance of any steel abrasive now on the market. 

Here’s an opportunity to save many im- 
portant dollars on steel abrasives. Why not 
at least investigate? Write, wire or phone 


(collect) for full information and sample. 


METAL BLAST, wwe. 


872 EAST 67th STREET © CLEVELAND 3, OHIO @ 


Phone: EXpress 1-4274 


ALSO IM: Chattanooga . Chicago . Cincinnati . Dayton - Detroit . Elberton, Ga. . Grand Rapids . Greensboro, W. C. 
Houston . Los Angeles . Louisville . Milwaukee . Minneapolis « New York . Philadelphia . Pittsburgh and St. Louis. 
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MANUFACTURERS, ALSO, OF TOP QUALITY “SEMI-STEEL” SHOT AND GRIT, MALLEABLE AND CHILLED SHOT AND GRIT — AT COMPARABLE SAVINGS! 
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Steel Founders Plan Promotion Program 


@ AS A PRELUDE to celebration 
of the centennial of the founding of 
the steel castings industry, members 
of the Steel Founders’ Society of 
America, at the annual fall meeting, 
listened to an appraisal of progress 
and plans for stronger action. The 
meeting was held Sept. 19-20 at 
the Homestead, Hot Springs, Va. 

The society was told that al- 
though it has made excellent tech- 
nical progress, needs of customers 
and developments of competing in- 
dustries necessitate still greater 
strides in product development. 

The industry was accused of 
neglecting its merchandising prac- 
tices and ignoring the promotion of 
its products, especially through lack 
of an aggressive program of busi- 
ness paper advertising. As a part olf 
good business, steel foundrymen also 
were urged to take a more active 
interest in government and politics. 

“Do you guys want to sell cast- 
ings? If you do, why don’t you come 
and tell me about it?” That was 
the challenge laid down by Harold 
N. Bogart, manager, Process Devel- 
opment, Manufacturing Research 
Office, Ford Motor Co., Dearborn, 
Mich., to introduce his talk, “Com- 
petition Sharpens Casting Perspec- 
tive.” In an imaginative sales call, 
Mr. Bogart took the part of a hard- 
boiled purchasing agent and prompt- 


HAROLD N. BOGART 
Ford Motor Co. 


By FRANK G. STEINEBACH 


Editorial Director 


ly beat down the sales arguments of 
the castings salesman. He wanted 
to know why the price did not meet 
that of competitive materials, why 
delivery had not been met on a pre- 
vious order, why the quality was not 
satisfactory, etc. It was plain, as it 
is with many purchasing agents, that 
he did not want to change, that he 
was quite satisfied with things as 
they are. 

When the PA had exhausted his 
arguments and the castings salesman 
hung on, the chief engineer 
was called in, and another series of 
reasons why it couldn’t be done was 
advanced. Here, Mr. Bogart, as chief 
engineer, pointed out that accepted 
engineering handbooks show that 
the part in question —as, for ex- 
ample, a crankshaft—cannot be 
made as a casting. Therefore, why 
should his company be a guinea pig? 

The chief engineer, as portrayed 
by Mr. Bogart, then questioned the 
progress of the foundry industry dur- 
ing the past 20 years while he point- 
ed to splendid developments in other 
lines. Mass production organizations 
have been benefited by one branch 
of the industry which has moved 
ahead by making a product that al- 
most eliminates machining and does 


B. P. HAMMOND 
Blaw-Knox Co. 


not require any chips. “What have 
steel casting producers done in that 
direction?” he asked. Other avenues 
of progress were questioned simi- 
larly. 

Abandoning his characterization 
of the PA and CE, Mr. Bogart then 
discussed some of the things that 
should strengthen demand for the 
products of the foundry. First of all, 
it should be repeated that a casting 
is the shortest route to a finished 
product. If it is, he asked, why can’t 
it be made cheaper? The speaker 
then discussed the advantage of 
making an assembly of parts as a 
single casting and the possibility of 
using a wider range of materials 
than offered by other industries. Mr. 
Bogart emphasized that foundries 
need to provide the full scope of 
manufacturing potentials, 

He suggested closer co-operation 
with customers so that mistakes in 
design can be corrected before it is 
too late. Changes must be made in 
handbooks which currently down- 
grade castings. More emphasis on 
educating top engineers on the po- 
tentials of castings is a must. Prop- 
erties need to be improved, inspec- 
tion given more attention, and every 
effort made to produce the type of 
casting the customer wants and 
needs, 

Speaking on “Steel Castings — 





W. S. CLEMENT 
Dodge Steel Co. 
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NW... larger 


precision cores 
at lower cost! 


... with a SPO 
fully automatic 


TOP BLOW 


machine 


SPO 
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Model SC-100 has a blow capacity 
of 100 pounds of sand... will 
mass produce large single-cavity 
hollow cores or a wide range of 
small cores in multi-cavity boxes 
. .. cores are delivered ready-to- 
use in 90 seconds or less depend- 
ing on complexity. Large platens 
take core boxes up to 24” x 30” 
x 14”. Outstanding speed, simplic- 
ity, safety and economy are 
guaranteed operating advantages. 


Other features include automatic 
gravity sand feed . . . integral 
direct-acting springless stripping 
mechanism . . . blow, dwell, drain- 
out and cure cycles that are timer- 
controlled and independently ad- 
justable . . . gas-fired ovens are 
thermostatically controlled .. . 
simplified core box mounting .. . 
and shock-resistant heavy-duty 
construction throughout. 

















SC-100 in Blow Position 


INCORPORATED 


6449 Grand Division Ave. e 


Cleveland 25, Ohio 
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SC-100 in Strip Position 


Write today for 
your copy of 
Bulletin SC-200 











wlet-Titinelit-t> 
Cupola 
Charge 


THE OPEN DOOR TO 
GREATER FOUNDRY PROFITS CCG* 


By using—_ Interlake’s famous Meltrite pig iron + steel + your own 
returns, you are sure of a known analysis in the charge. 
The results: (1) Shippable castings at lower cost. 
(2) Greater customer satisfaction. 
Remember—Meltrite is always in dependable supply. 


*Controlled Cupola Charge. Wherever you are a PM & Company 
metaliurgist is ready to discuss this with you. 


P ie PICKANDS MATHER & CO. Cleveland 14, Ohio 


Chicago « Cincinnati « Detroit « Duluth « Erie « Greensboro « Indianapolis 


New York « Pittsburgh e St. Louis « Washington 


IRON ORE + PIG IRON « COAL + COKE + FERROALLOYS «+ LAKE FUELING « LAKE SHIPPING 
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the Product without a Voice,” 
W. S. Clement, advertising manager, 
Dodge Steel Co., Philadelphia, 
charged that the steel foundry in- 
dustry is spending only 0.007 of 1 
per cent of its gross sales on group 
advertising. This, he pointed out, 
was just about the total amount be- 
ing put forth to promote castings 
over other methods of fabrication, 
and the effect of the expenditure was 
further diluted by the exclusive use 
of direct mail, “one of the most ex- 
pensive and least widespread of all 
possible media.” A study in one sec- 
tion of the country showed practical- 
ly no expenditure for advertising by 
individual foundries, he stated. The 
speaker deplored the fact that the 
SFSA is not promoting steel cast- 
ings, that individual steel foundries 
are not promoting steel castings— 
in fact, that nobody is promoting 
steel castings. 


Work Left to Salesman 


All of the promotion effort, all of 
the work of seeking out markets, all 
of the work of creating interest, 
making proposals, getting the order, 
and keeping the customer sold is 
left to the salesman. At something 
around $20 a call, this approach is 
an expensive and hopeless process. 

Mr. Clement reported that com- 
petitors are building acceptance for 
their products through business pa- 
per advertising at a cost of 1% 
cents per contact. Business paper 
advertising, he pointed out, as con- 
trasted to retail advertising, does not 
sell goods. But it does perform four 
of the major selling functions cheap- 
ly and effectively. It can find new 
prospects or tell the story to nu- 
merous key people in a plant. Ad- 
vertising in business papers can 
arouse interest and can create a pref- 
erence. Furthermore, it can keep the 
customer sold, Mr. Clement stated 
that the Advertising Committee of 
the society is preparing a program 
which will be presented at divisional 
meetings, and he urged an active 
interest in the campaign. 

B. P. Hammond, vice president, 
Eastern Castings Sales, Blaw-Knox 
Co., Foundry & Mill Machinery 
Group, Pittsburgh, fired the first 
gun in the centennial year celebra- 
tion with a scholarly presentation 
entitled “The First Century S.C.” 
Mr. Hammond detailed the early 
beginnings of the steel castings in- 
dustry, its growth and _ technical 
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progress over the years, and its serv- 
ice to industries, especially railroads 
and shipbuilding. 

Fifty-eight years ago, the Steel 
Founders’ Society of America was 
formed in New York with 17 mem- 
bers. It had its origin in the in- 
stinct of self-preservation, mutual 
advancement, and the common 
good, Many men have served and 
are serving the industry through 
the society, and Mr, Hammond 
paid tribute to a number of them. 

In observing the 100th anniver- 
sary of the industry, the society 
next year will be given a crusading 
voice to tell the industrial world 
about steel castings. It will not be a 
story of the early days or even of 
today, but will concern the future 
of an industry now 100 years 
young. A strong and healthy steel 
castings industry is vital to America. 

Wilson H. Moriarty, first vice 
president and group executive, Na- 
tional Malleable & Steel Castings 
Co., Cleveland, and president of 
the society, reported on the special 
and regular activities of that or- 
ganization. 

He stated that since nothing in 
this world js static, the board of 
directors has appointed a Program 
Evaluation Committee under the 
chairmanship of C. E. Grigsby, 
American Steel Foundries, Chicago, 
to survey again the aims and ob- 
jectives of the society to determine 
the direction of future programs. 


The National Policy Information 
Committee was organized during the 
year under the chairmanship of 
J. Keith Louden, Lebanon Steel 
Foundry, Lebanon, Pa., to encour- 
age members to participate in poli- 
tics and governmental affairs at all 
levels and to keep members in- 
formed of government action and 
pending legislation which will af- 
fect the steel foundry business. The 
first of a series of government re- 
lations bulletins will be distributed 
soon and will apprise members of 
the areas requiring attention. 


New Handbook Available 


Mr. Moriarty reported briefly on» *: 


the completely new handbook which 
will be available shortly, and he 
paid tribute to the staff and com- 
mittee members who have spent 
much time and effort to complete 
the project. 

Reporting on the regular activi- 
ties, the president stated that the 
Management Accounting Program 
Committee, under the chairmanship 
of H. L, McClees, Crucible Steel 
Castings Co., Lansdowne, Pa., has 
issued 16 Management Controls bul- 
letins and expects to distribute 10 
more during the next 114 years. A 
new publication, Steel Foundry Con- 
trols for Management, will be is- 
sued soon and will include articles 
on accounting by. members and 
others. 

The Statistical Reports Commit- 





H. A. Forsberg, left, Blaw-Knox Co., Foundry & Mill Machinery Div., 
East Chicago Works, receives award from SFSA President Moriarty in 
recognition of the company’s outstanding accident prevention work 
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9 REASONS WHY IRON CASTING IS SPECIFIED FOR 7700-H.P. DIESEL CRANKCASE 


Fabrication of steel was first specified for this 35,000- 
lb. crankcase of a 7700-hp. marine diesel engine. But, 
after careful study, the obvious advantages of gray 
iron dictated the final choice of a gray iron casting. 


The excellent vibration damping characteristics of gray 
iron assure the lowest possible noise level. The rigidity 
and mass which is easily designed into a casting con- 
tributes to permanent alignment. Gray iron gives good 
engine heat distribution. The inherent stability of gray 
iron eliminates need for stress relieving. And because 


Facts from files of Gray Iron Founders’ Society, Inc. 


of the large amount of drilling and tapping required, 
the easy machinability of gray iron is an important 
advantage. All of these qualities were taken into con- 
sideration before the specifications were changed from 
steel weldment to gray iron casting. 


For the production of structurally sound iron castings, 
Hanna Furnace provides foundries with all regular 
grades of pig iron .. . foundry, malleable, Bessemer, 
intermediate low phosphorus, as well as HANNA- 
TITE® and Hanna Silvery. 


THE HANNA FURNACE CORPORATION 


Buffalo + Detroit * New York + Philadelphia 


Hanna Furnace ws a division of NATIONAL STEEL CORPORATION 
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tee, under the chairmanship of H. L. 
Holtz, Sivyer Steel Casting Co., Mil- 
waukee, is working constantly to 
improve reports sent to members. 
Emphasis is placed on accuracy of 
reporting, making reports mean- 
ingful to members, and reporting 
promptly only useful information. 

In the field of technical research, 
40 projects have been completed and 
nine are in process. Since 1944, the 
SFSA has spent $1 million in re- 
search. The Technical Research 
Committee, under the chairmanship 
of V. E. Zang, Unitcast Corp., To- 
ledo, Ohio, is recommending nu- 
merous new studies that will im- 
prove both the processes and prod- 
ucts of the industry. The Specifica- 
tions Committee, of which R. H. 
Frank, Bonney-Floyd Co., Colum- 
bus, Ohio, is chairman, has devel- 
oped six raw material specifications 
and is at work on the seventh. 

The 1960 Technical and Operat- 
ing Conference will be held in Cleve- 
land, Nov. 14-16, under the chair- 
manship of Dale L. Hall, Okla- 
homa Steel Castings Co., division 
of American Steel & Pump Co., 
Tulsa, Okla. The president had high 


praise for these conferences. 


Lower Accident Rate 


The steel castings industry has 
a better accident record than other 
foundry groups or other foundries as 
a whole, according to Mr. Moriarty. 
Since 1940, the frequency record of 
the industry has improved from 40 
lost-time injuries per million man 
hours of exposure to 18.3 in 1959. 
The rate for the first seven months 
of 1960 is 16.4. 

Credit is due, over the years, to 
the society's Safety Committee, 
which at present is under the chair- 
manship of J. D. Holtzapple, Blaw- 
Knox Co., Pittsburgh. The commit- 
tee strives constantly for new ap- 
proaches to safety consciousness by 
all members. It recently made a 
study to determine the member com- 
pany with the best accident preven- 
tion program, and the award went 
to Blaw-Knox Co., Foundry & Mill 
Machinery Div., East Chicago 
Works, East Chicago, Ind. 

The president urged use of the 
materials provided by the Market 
Research Committee, under the 
chairmanship of Allen M. Slichter, 
Pelton Steel Casting Co., Milwau- 
kee, including the 12 Market Re- 
search Reports which have been 
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issued. He referred to the new 
Product Development Contest be- 
ing arranged by the Product & 
Market Development Committee, 
with James A. Bray, Mackintosh- 
Hemphill Div., E. W. Bliss Co., 
Pittsburgh, as chairman, and he 
pointed out that the regional prod- 
uct and market development meet- 
ings, which proved successful last 
year, are being repeated. 

To conclude his report on com- 
mittee activities, Mr. Moriarty de- 
scribed the enlarged program of the 
Advertising & Public Relations Com- 


mittee, under the chairmanship of | 


Marion J. Allen, American Steel 


Foundries, Chicago. One of the big | 


activities of the committee concerns 
the steel castings centennial cele- 
bration in 1961. 

J. A. Bray announced the Cen- 
tennial Product Development Con- 
test and indicated a change in entry 
classes. This year the contest is 
limited to individuals or groups in 
engineering or industrial or research 
organizations who are either pres- 
ent or potential users of castings or 
full-time students through the grad- 
uate level. The contest closes June 
1, 1961, and 110 cash awards total 
$10,000. 

W. W. Heimberger, Buckeye Steel 
Castings Co., Columbus, Ohio, 
chairman of the Handbook Com- 
mittee, reported that the third edi- 
tion of the handbook now is on the 
press and should be available short- 
ly. The handbook has been entirely 
rewritten and rearranged. It has 19 
chapters and 220 additional illus- 
trations and is 10 per cent larger 
than the 1950 edition. 


Foundry Course Sponsored by 
University and AFS Chapter 


A four-semester course of found- 
ry instruction, offered by Purdue 


University in co-operation with the . 


Central Indiana Chapter of the 
American Foundrymen’s Society, 
started Sept. 22 at the Purdue 
Marott Center, Indianapolis. The 
program consists of four courses of 
foundry practice and application 
and four courses of allied subjects. 
Classes will be held one night a 
week for 48 weeks. There will also 
be three Saturday field trips each 
semester to the Purdue campus to 
use the school’s foundry for prac- 
tical application work. 


In the interest of the American foundry 
industry, this ad (see opposite page) will 
also appear in 
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REPRINTS OF THIS AD 
WITH YOUR 
FIRM’S SIGNATURE 


If you would like to have reprints of 
this ad to mail to your customers 
and prospects, let us know. Reprints 
will have no Hanna product message 
or signature, but will be imprinted 
with your firm name and address. 
Absolutely no obligation. To order 
your reprints, fill in and mail the 
coupon below. 


: The Hanna Furnace Corporation 
: Detroit 29, Michigan 


reprints of Ad No. : 


: Please send me 


of your Foundry Industry Series. 
: Imprint as follows: 











: Send reprints to: 
> NAME 


; | understand thereis no charge for this service. : 
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PITTSBURGH 
METALS PURIFYING CO., Inc. 
Phone: NAtional 5-1571 °* Mars, Penna. 


Distributors 
UNITED STATES 


ALA., NORTH BIRMINGHAM 
Foundry Service Co. 
2321 29th Avenue 


CALIF., OAKLAND 8 
Pacific Graphite Co. 
Fortieth and Linden Street 


CALIF., LOS ANGELES 
Pacific Graphite Co. 
2522 Malt Avenue 


CALIF., SANTA ANA 
Atlas Foundry Service Co. 
P. 0. Box 832, 1055 

E. First St. 


CONN., NEW HAVEN 
Frederic B. Stevens, Inc. 
168 Brewery Street 


ILL., EDWARDSVILLE 
Midwest Foundry Supply 


Co. 
270 W. Union Street 


WLL., JOLIET 
H. Paul Stephenson 
2222 St. Francis Ave. 


IND., INDIANAPOLIS 19 
Frederic B. Stevens, Inc. 
5345 Lexington Ave., 
P. 0. Box 19077 


KANSAS, KANSAS CITY 2 
Confield Fdry Supply & 


quip. 
1721 Minnesota Avenue 


MICH., DETROIT 16 
Frederic B. Stevens, Inc. 
1800 18th Street 


MINN., MINNEAPOLIS 14 
Smith- Sharpe Company 
177-27th Ave., S. E. 


NEW YORK, BUFFALO 12 
Frederic B. Stevens, Inc. 
93 Stone Street 


ORE., PORTLAND 1 
LaGrand Industrial Supply 


Co. 
15 S$. W. Arthur St. 


PENNA., CHALFONT 
Robert G. Dyer 
114 Dolly Lane 


TENN., CHATTANOOGA 
Fisher’ Supply Co. 
1400 Chestnut Street 


TEXAS, HOUSTON 

Brandt Equipment & 
Supply Co. 

6620 Dixie Drive, 

P. 0. Box 14284 


UTAH, SALT LAKE CITY 4 

Utah Foundry Supply 
Company 

45 So. 3rd West 

WASH., SEATTLE 


Carl F. Miller and Co. 
2450 Sixth Ave. S. 


WISC., MILWAUKEE 

Milwaukee Chaplet & 
Supply Corp. 

8656 W. National Avenue 


CANADA: 


ONTARIO, TORONTO 3 

Canadian Hanson & Van 
Winkle Co. 

Silver and Morrow 
Avenues 


MEXICO: 


MEXICO 7, D. F. 

Cia Proveedora De 
Industrias, S. A. 

Chihuahua 101 


“WORLD'S LEADING MANUFACTURER OF FLUXES, PURIFIERS AND EXOTHERMIC COMPOUNDS FOR ALL METALS AND ALLOYS’’ 
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Around the Country 





NEWS REPORTS FROM 


Detroit . . . Cleveland . . . Philadelphia . . . Chicago . . . Pittsburgh 


Philadelphia— Fall has brought 
little new life to the castings mar- 
ket. Gray iron job shops doubt if 
October business exceeded 60 per 
cent of normal capacity, or about 
on a par with the revised estimate 
for September. 

Despite this lag, foundrymen gen- 
erally look for some improvement 
before the year-end. Casting buyers 
have worked off excess inventories 
and should be specifying more ac- 
tively soon even if end-use demand 
is no more than sustained. Should 
there be an increase in this latter 
demand, as some think will be the 
case, so much the better. 

There is no question, however, 
that business is well short of earlier 
expectations. Industrial expansion 


CASTING DEMONSTRATION: 


programs are not going ahead as 
planned, and defense work is slow 
to improve. Demand for construc- 
tion specialties is fair but is below 
the expected level. 

Gray iron jobbing operations av- 
erage three to four days a week, 
mostly with limited working forces. 
One large producer estimates that 
his regular trade is taking about 50 
per cent of normal tonnage. Back- 
logs range from one to two weeks. 
Auto die work is developing slowly, 
and producers specializing in such 
items as manhole covers, water boxes 
and drain inlets continue rather 
busy. 

Steel foundries are operating 
about 60-65 per cent, averaging four 
days a week. One shop, operating 


A demonstration of aluminum sand casting 
was sponsored by Northeastern Ohio Chapter of the American Foundrymen’s 


Society at Geauga County (Ohio) Historical Society's exhibition last summer. 
Shown here is P. W. Stafford, mayor of Burton, Ohio, pouring a casting under 
the guidance of A. H. Hinton, sand foundry manager, Aluminum Co. of America, 


Cleveland, Ohio. 
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Alcoa furnished the equipment for the demonstration 


five days, is on a six-hour daily 
schedule. Backlogs are small. 

Following a good first half, malle- 
able shops experienced a lag which 
brought them into October with only 
slightly better operations than in 
midsummer. They are averaging 
four days a week and promising de- 
liveries within two weeks. Miscel- 
laneous hardware is holding up fair- 
ly well, but over-all business is 
spotty. 

Brass and bronze demand is slug- 
gish. Some independent plants are 
closed and some captive shops are 
doing no better than two to three 
days a week. The latter includes 
producers of industrial valves and 
pumps and at least one meter manu- 
facturer. Red metal shops in general 
are estimated as doing little better 
than 40 to 45 per cent. Aluminum 
foundries are more active than the 
brass plants, but are having to 
scramble for tonnage. 


Pittsburgh—in the past month, 
foundry operations have gone from 
bad to worse. Hopes for an upturn 
are fading as the steel industry— 
biggest customer for castings in this 
market—continues to limp along at 
less than 60 per cent of capacity. 

Purchasing men at the mills are 
under orders to keep their buying 
at a minimum. As a consequence, 
they’re ordering on short notice and 
forcing foundries to carry inventory 
for them. “The mills won’t stock 
anything,” a nonferrous foundry 
complains. “They expect us to have 
bearings on the shelf, machined and 
ready to go whenever they decide 
to order a few. We can’t afford to 
tie up our money that way, but it’s 
the only way we can sell.” 

At most foundries, incoming 
orders hit a low for the year in 
September and continued to decline 
in early October. Backlogs are nil, 
inquiries are few, and prices are be- 
ing cut indiscriminately. Steel and 
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THE BAFFLING CASE OF THE POROUS SOLES 


Another costly mystery—solved by the man from Kaiser Aluminum 


THE PUZZLING FACTS. A certain manufacturer 
of aluminum sole plates for electric irons was knee-deep 
in trouble. As scon as he began using his new permanent 
molds, porosity became a problem. Rejects were piling 
up. What to do? 


HOW THE CASE WAS SOLVED. A phone call 
was made. The man from Kaiser Aluminum came and 
put his finger on the problem: shrinkage porosity (caused 
by improper feeding of the casting). The solution was 
quickly reached by (1) readjusting thermal properties in 
the die, (2) by varying the die coatings, and (3) altering 
the gating system to allow proper feeding of the casting. 


WE LOVE A MYSTERY. This is one of many ac- 
tual cases solved by Kaiser Aluminum working with a 
customer. Perhaps you have a mystery one of our techni- 
cal engineers might help solve? He’ll give you expert ad- 
vice on any casting problem—including conversion from 
cast iron to aluminum, mold and die design, alloy selec- 
tion, heat treatment, finishing, fluxing, metal transfer. 
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FOR PIG AND INGOT witha free sleuthing bonus, 
call your nearest Kaiser Aluminum sales office or any of 
the distributors listed on the opposite page. 


FREE TO FOUNDRY OFFICIALS 
Send now for free booklet giving complete 
information on Kaiser Aluminum’s new 
high-strength, high-purity aluminum alloy. 
Includes specifications, properties and pro- 
duction advantages. Write: Kaiser Aluminum 
& Chemical Sales, Inc., Dept. PI-239, Kaiser 
Center, Oakland 12, California. 


KAISER 


ite goamoaes UM 


See “MAVERICK” « Sunday Evenings, ABC-TV Network » Consult local TV listing 
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POROSITY 
PROBLEMS? 


Your Kaiser Aluminum ingot 
distributor is more than a near- 
by source for aluminum pig 
and ingot. He’s ready to render 
specialized advice on anything 
from alloy selection to fabri- 
cating methods. And “Service” 
is his middle name! 

CALL YOUR NEAREST 


KAISER 
ALUMINUM 


INGOT DISTRIBUTOR: 


BENTON HARBOR, MICHIGAN 
Michigan Standard Alloys Sales Co., Inc. 
WAlnut 5-2195 
BOTSFORD, CONNECTICUT 
Charles Batchelder Co. 
GArden 6-4437 
BUFFALO, NEW YORK 
Samuel Greenfield Co., Inc. 
HUmboldt 4050 
CHICAGO, ILLINOIS 
R. Lavin & Sons, Inc. 
Virginia 7-1800 
CLEVELAND, OHIO 
Alloys & Chemicals Mfg. Co., Inc. 
ONtario 1-8600 
DETROIT, MICHIGAN 
Alloys & Chemicals Mfg. Co., Inc. 
WOodward 2-6414 
Consumers Metal Corporation 
WEbster 3-9450 
FAIRFIELD, ALABAMA 
W. J. Bullock, Inc. 

STate 8-6586 
GRAND RAPIDS, MICHIGAN 
Liberman & Gittlen Metal Co., Inc. 
Glendale 8-1361 
HOUSTON, TEXAS 
Gulf Reduction Corp. 

WAinut 6-2425 
LOS ANGELES, CALIFORNIA 
Aaron Ferer & Sons, Inc. 
MAdison 5-1553 
PHILADELPHIA, PENNSYLVANIA 
George Sal! Metal Co., Inc. 
Pioneer 3-2828 
SEATTLE, WASHINGTON 
Materials Reclamation Co., Inc. 
PArkway 2-0133 
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gray iron shops are living from one 
mail delivery to the next. Few can 
tell in advance whether next week’s 
business will permit them to work 
two days or four. In general, opera- 
tions average about 40 per cent of 
capacity. 

Although none of the markets for 
steel castings can be described as 
“good,” sales to forging machine 
manufacturers and _ hydroelectric 
power plants are the best of the lot. 
Railroad business is almost non- 
existent. Hydraulic press manufac- 
turers may not be dead—as one 
foundryman opined — but they’re 
certainly out of the market. Sup- 
pliers to the electrical industry are 
bracing themselves for more trouble 
—nationwide strikes against General 
Electric Co. and Westinghouse 
Electric Corp. that could disrupt 
shipments for months. 

Roll manufacturers had _ better 
shipments in October than in 
August or September—but only be- 
cause their customers released some 
old orders. Having lived off their 
inventories for months, the mills 
started once again to gear their pur- 
chases to current consumption. Al- 
though September was better than 
July or August from a new order 
standpoint, the improvement was 
slight. October started badly —a 
tipoff, possibly, that steelmakers 
don’t expect much improvement in 
their operations during the fourth 
quarter. 


Chicago—September saw the 
end to an unusually long strike 
which had closed down a steel 
foundry in this area for 8'/, months. 
Settlement of the 257-day strike of 
500 employees of the American 


Manganese Steel Div., American 
Brake Shoe Co., Chicago Heights, 
Ill., was announced Sept. 19. 

The strike was called last Jan. 6 
by Local 1136 of the United Steel- 
workers in a contract dispute, shut- 
ting down the plant. 

The new contract provides for 
modification of “past practice” 
clauses, giving the company as well 
as the employees the right in labor 
disputes to assert other provisions of 
the labor contract. Previously, these 
work activities had been covered 
only by broad language. The com- 
pany insisted on the new clause for 
efficiency of plant operations. 

The new three-year contract, 
which runs until Sept. 1, 1963, pro- 


vides for wage increases effective 
Sept. 18, 1961, and Sept. 18, 1962, 
a revision of the incentive system, 
and adoption of a company-wide 
pension and insurance plan. The 
package is reported to average 41 
cents an hour. 


Cleveland— Some details of the 
Dwight-Lloyd McWane process for 
making iron were disclosed here re- 
cently. Instead of the usual coke- 
fired blast furnace, the process em- 
ploys a sintering machine, electric 
furnace, and grinding and pelletiz- 
ing equipment. 

Initial research on the process, 
which has been in development for 
almost 12 years, was sponsored by 
the McWane Cast Iron Pipe Co., 
Birmingham. Later McWane was 
joined in the project by the Dwight- 
Lloyd Div., McDowell Co. Inc., 
Cleveland. 

The process involves coarse grind- 
ing of iron ore, noncoking steam 
coal, and limestone. These ma- 
terials, suitably proportioned to give 
the desired final iron composition, 
are intimately mixed and _ wet 
ground to fine size in a ball mill. 
The mixture, after being dewatered 
in a continuous filter, is formed into 
pellets about '/ in. in diam. 

The moist pellets are distributed 
onto the traveling grates of a 
Dwight-Lloyd sintering machine 
where they first are dried and then 
ignited. Ignition results in a sub- 
stantial reduction of the ore to me- 
tallic iron. Emerging from the sin- 
tering machine at about 1500° F, 
the hot pellets are charged into a 
submerged-arc electric furnace. 
There the reduction of the remain- 
ing ore to metallic iron is completed 
and, with the slag, the iron is con- 
verted into liquid form. 

This process is expected to inter- 
est firms requiring about 500 tons 
of iron a day, but it is said to pro- 
vide a profitable operation at 200 
tons a day. Indications are that a 
500-ton plant will cost $6-7 million 
to build, but the investment per ton 
cf capacity is placed at about one- 
half that of a modern, conventional 
ironmaking plant. 

To make a net ton of pig iron the 
process requires 1.6 tons ore fines, 
0.9 ton steam coal, 0.4 ton flux, 
10 Ib electrodes, 800 to 900 kwh 
power for the furnace, 62 kwh for 
remainder of the plant, 1.1 man- 
hours production labor, and $1.50 
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for maintenance. Depending on lo- 
cation and material costs, total pro- 
duction cost is $35 to $45 a ton of 
iron. 

Advantages claimed for the proc- 
ess are use of low-cost materials, 
capability of intermittent operation 
if required, and elimination of spe- 
cial or intricate equipment. 


Detroit—Five 1961 model au- 
tomobiles are equipped with an 
aluminum engine or offer one as 


sibility exists that four additional 
autos will have aluminum engines 
before the model year is finished. 
Only four basic engines are in- 
volved in these nine automobiles. 


The Buick Special, Oldsmobile 
F-85, and Pontiac Tempest use the 
same basic V-8 engine. A straight 
six cylinder block is used in the 
Rambler. The Corvair uses an op- 
posed six cylinder engine. In all 
probability the engine to be avail- 
able later this year for the Plym- 


optional equipment. 


A strong pos- 


outh, Valiant, Dart, and Lancer 





non-ferrous 


MELTING POTS 
INGOT MOLDS 


Special Alloy 


PROVIDES LONGER LIFE-NO HOT SPOTS 


Acme melting pots and ingot molds assure even heat distribution with- 
out hot spots . . . they improve non-ferrous casting quality and put a 
damper on rejects. Cast of a specially developed iron alloy, Acme pots 
and molds provide great strength and unusual resistance to high tem- 
peratures, too. As a result they consistently reduce down time and 
substantially cut replacement costs. 

Stocked in forty sizes and a complete range of styles, you can standard- 
ize on Acme melting pots and molds and be confident of immediate 
shipment at all times! Take advantage of all these benefits . . . proven 
over a period of more than 30 years, 


* FORTY SIZES IN STOCK 


Quick delivery anywhere in the United States elimi- 
nates your “stand-by” non-ferrous pot and mold in- 
ventory. Write for bulletin listing all sizes and styles. 


CHPHCE FOUNDRY Co. 


2502 22nd St. + DETROIT 16, MICH. + Phone TA 5-2 
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will use a die cast slant six block. 


All of these engines have one 
thing in common, Cast gray iron 
cylinder liners are used, or, in the 
case of the Corvair, the complete 
independent cylinders are cast gray 
iron. Because manufacturers of 
aluminum engines consider the use 
of gray iron essential in cylinder 
walls other manufacturers see ad- 
vantages in developing, farther, the 
complete gray iron block. 

Ford Motor Co., for example, is 
developing a new gray iron V-8 
block for a compact car engine hav- 
ing a few more horsepower than the 
Falcon six cylinder engine. The 
weight goal for the new block is 
116 lb, which compares with 112 lb 
for the Falcon block before machin- 
ing. A weight of 120 lb has been 
achieved in pilot models of the new 
V-8. 

Present plans are that the new 
block will be cast in green sand with 
cores bonded either by phenolic 
resin or by a furfuryl alcohol-urea 
resin system. The castings will be 
made on a new, highly automated 
production line. Cores will be made 
along the line and set in the molds 
mechanically. 

Development of this new engine, 
like that of the Faicon engine, 
is based on extreme design simpli- 
fication, precise engineering, and 
close production and quality control 
on every component. Part of the 
weight reduction in the new block, 
for instance, will be achieved by 
reducing casting wall sections in 
some areas to 1/10 in. Considera- 
tion is being given to the use of 
nodular iron to insure adequate 
feeding of the thin-wall block. 


foumory 
WHEELER 


“Boss, you’ve just got to hire 
another man” 
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. « e news about “Electromet" ferroalloys and metals 
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LOWER COSTS FOR STAINLESS STEEL -- Stainless foundrymen are making big 
Savings by using ferromanganese-silicon for finishing additions of silicon and 
manganese. Assuming 100 per cent recovery, $2.86 per ton can be saved for a 
1 per cent manganese and accompanying 0.45 per cent silicon addition. The alloys 





be replaced are electrolytic manganese and ferrosilicon. Several foundries also 


report getting cleaner steel when using ferromanganese-silicon:~ Write for 
F-20,0935 for further information. 





* * * 


EFFICIENT PRODUCTION OF HIGH-CARBON IRON -- A low-silicon pig iron 
contains more carbon than a high-silicon pig. Thus, low-silicon pig is widely 
used by iron foundries producing high-carbon cast iron for castings requiring 
excellent machinability and freedom from internal shrinkage defects. Additional 
silicon can be conveniently added to the cupola as "EM" silicon briquets. Ask your 
Union Carbide Metals representative about this economical practice. For briquet 
specifications, write for F~20,066. 





% * * 


BUILDING BIGGER MARKETS == "Your man's practically a member of my staff," 
a president of a steel firm said of one of UCM's market development specialists. 
These men work with steel producers to develop new markets and expand old ones. 
Primarily, they promote the use of stainless steel and titanium (including castings) 
in transportation, architecture, process industries, and consumer goods. More 
details can be obtained by writing for the article, "Men, Metals, and Markets," 
in the Spring 1960 issue of UNION CARBIDE METALS REVIEW. 








* * * 


SILICON IMPROVES ALUMINUM CASTINGS -- Almost all aluminum castings 
contain silicon. The element improves castability, allowing adequate filling of thin 
Sections and complex shapes. It also lowers the coefficient of thermal expansion 
and reduces hot shortness and cracking. A choice of six grades of “Electromet" 
Silicon metal are available for additions to aluminum casting alloys. For more 
silicon data plus how the auto industry uses silicon in castings, write for the 
article, “Aluminum Auto Castings Grow," in the Fall 1960 issue of 
UNION CARBIDE METALS: REVIEW. 











* * * 


AN EFFICIENT BLOCK -- Why is silicomanganese the most popular blocking 
alloy in_the steel industry? The alloy dissolves rapidly, giving faster blocks and 
shorter blocking times. It allows higher recoveries and closer.control of 
manganese and chromium added to the furnace. It also improves steel cleanliness. 
Silicomanganese also may be used for low-cost ladle additions. For further 
information, write for the article, "Silicomanganese Improves Blocking Performance," 
in the Fall 1960 issue of UNION CARBIDE METALS REVIEW. 

















* * % 


UNION CARBIDE METALS COMPANY, Division of Union Carbide Corporation, 
270 Park Ave., New York 17, N. Y. Im Canada: Union Carbide Canada Ltd., Toronto. 


"Electromet," "EM," and "Union Carbide" are registered trade marks of Union Carbide Corporation. 





Top winner is a diecasting used as vacuum chamber in digital tape 


handler for computers, shown below. 


Chamber sensing slot in 


view at right, between single row of cored holes and larger group, 
maintains the tape loop at proper length and tension 
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Computer Component Is 


ZINC DIECASTING OF YEAR 


@ WINNER OF THE _ $1000 
grand prize in the “Zinc Diecasting 
of the Year” contest sponsored by 
New Jersey Zinc Co., New York, is 
Victor O. Anderson, A & A Die 
Casting Co., Gardena, Calif. Mr. 
Anderson’s winning casting is the 
vacuum chamber for an Ampex 
digital tape handler for computers. 

Conducted by New Jersey Zinc 
as a means of recognizing the un- 


Extreme dimensional accuracy won merit award 
for ammeter and voltmeter mounting frame 


sung talents of the diecasting engi- 
neer, the contest was the first of its 
kind and produced a wide range of 
entries which demonstrated the 
skill and ingenuity of their design- 
ers and producers. 

Mr. Anderson’s prizewinning zinc 
diecasting, the replacement for a 
part machined from aluminum bar 
stock, contains a total of 515 cored 
holes. It is 32 in. long, 3!/4 in. 


wide, and 11% in. deep, and wall 
thicknesses vary from 0.025 in. to 
a maximum of 0.175 in. Two 0.007- 
n. slots which between them run 
almost the length of the part are 
cast within 0.020 in. of the surface 
before milling. The casting repre- 
sents a 95 per cent saving over the 
machined component it replaces. 
Presentation to Mr. Anderson of 
his prize was made Sept. 14 at the 


Use of maximum number of diecast components won merit 
award for this electric can opener and knife sharpener 
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Built-In Overload 
Protection for Operator, 








Load and Hoist 
with the New Wright 


Overload Cutoff’! 








e@ Now, for the first time on any electric hoist, 
you can have safe, sure,mechanical overload pro- 
tection as a built-in feature with the WRIGHT 
Overload Cutoff. Designed and built to fit any 
new WRIGHT Speedway Electric Hoist, the Over- 
load Cutoff unit you see pictured above is a 
compact, integral part of the hoist frame itself. As 
a result, it becomes a functional part of the hoist 
at no sacrifice in headroom. The WRIGHT Over- 
load Cutoff is simple in design and should give 
dependable, trouble-free operation during the en- 
tire life of the hoist under normal operating condi- 
tions. Calibrated and sealed at the factory for the 
user’s protection, the unit takes rugged abuse up 


to the critical point of overload—then instanta- 
neously “‘breaks”’ the raising circuit of the hoist. 
This allows the load to be safely lowered to the 
floor and unhooked. Once this is done, the raising 
circuit of the hoist is again automatically restored. 

The Wricut Overload Cutoff is available now 
as standard equipment on all new WRIGHT Frame 
2 & 3 Speedway Electric Hoists, and as optional 
equipment on new Frame 1 & 1% models. 

Find out how WriGHT Speedway Hoists 
equipped with Overload Cutoff can bring practi- 
cal, fast-acting overload protection to your 
material handling operations. For complete 
information, write our York, Pa., office. 

*Patent applied for 


See your 
WRIGHT 
Distributor 
about the 
Speedway Electric 
Hoist line or write us 
for Catalog E-58 


WRIGHT HOISTS *<* 


Wright Hoist Division - American Chain & Cable Company, Inc. 
York, Pa., Atlanta, Chicago, Denver, Detroit, Houston, Los Angeles, New York, 
Philadelphia, Pittsburgh, San Francisco, Bridgeport, Conn, 
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~ 2 
Improve 
Quality Control 
— Save 
Money . 


AUTOMATE your melt analyses with a 
1 DIRECT-READING SPECTROMETER 


Chemical Composition In Minutes 


Baird-Atomic Spectrometers — either the SPECTROMET or 
DIRECT READER — allow high precision analysis of alloying and 
minor elements to be made quickly and easily. Results are reported 
to the melt shop in minutes permitting corrections to be made prior 
to pouring. Both units are specially designed for rugged, practical 
use . . . to be operated by semi- or non-technical personnel. 


SAVE TIME, ELIMINATE WASTE, HIT SPECS ON THE NOSE 


e Eliminate “off analysis” heats. 


e Shorten furnace holding time — net more heats per month, minimum 
loss of alloy elements, longer furnace life, lower fuel costs. 


Conserve expensive alloying elements by confidently aiming at low side of 
the specification. Detect harmful tramp elements. 


e Reduce expenses by saving manpower, supplies, and space, 


Choose the Model Suited to Your Needs 


| DUOO HOO 


SPECTROMET — rugged model designed for installation 
close to the melt shop without need for special laboratory. 
Analyzes up to fourteen elements. 


DIRECT READER — Custom-built laboratory unit analyzes 
oe 60 elements or more — dial or strip chart 
readou 


BOTH UNITS HAVE THESE 
v=) 
EXCLUSIVE [“3 ' ADVANTAGES 


Automatic Optical Servo Monitor — maintains optical 
alignment regardless of temperature, atmospheric pres- 
sure or shock and vibration. 


Simultaneous Results with Parallel Interchangeable 
Channels — essentially a separate direct reader for each 
element. Increases reliability, facilitates maintenance. 

If one channel fails, other channels not affected. 
Channels interchangeable without recalibration. 


Wide concentration range on single scale — exclusive 
logarithmic presentation of results covers wide 
concentration range on one scale without sacrifice in 
precision (e.g. from .1% to 40% chromium in steel), 


High Resolution and Dispersion with 3-Meter Grating 
— high Gay ey of grating in combination with 
Automatic Optical Servo Monitor aids performance. 
For example : phosphorus in steel in presence of 
copper, boron in steel, silicon in steel in presence 

of high chromium. 


Custom Built Excitation Source — the source best suited 
to each problem is custom built into the instrument. 


Write for Introductory Bulletin SC-1. 


BAIR D-ATOMIC,/NC. ~* 





33 university road - cambridge 38, mass. 
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annual meeting of the American 
Die Casting Institute, in Chicago, 
by R. C. Kenly, vice president, New 
Jersey Zinc Co. Mr. Anderson 
turned his $1000 prize over to the 
scholarship fund of the Die Casting 
Research Foundation, the research 
arm of the ADCI. 

Awards of Merit—Nine awards 
of merit also were made by the 
judges, who were Ralph G. Dermott, 
Metal Progress; Norman E. Kewley, 
General Electric Co.; and J. H. 
Schaum, Modern Castings. They 
included the following: 

Thomas F. Groden, Serv-All Die 
& Tool Co., Crystal Lake, Ill.— 
unique die design for a television 
tuner housing. 

Robert C. Cornell, Litemetal Die- 
cast Inc., Jackson, Mich.—excellent 
utilization of the fabricating prop- 
erties of zinc in an intricate auto- 
mobile heater outlet. 

Trevor Davis, Twin City Die 
Casting Co., Minneapolis—excellent 
application of the special properties 
of both the material and the proc- 
ess in a ferrule clincher for poly- 
ethylene tubing. 

H. C. Kisiel, Kisiel Die Casting 
Works, Batavia, N. Y.—two ex- 
tremely thin-walled castings which 
typify what can be accomplished in 
the way of lightweight but complex 
construction. 

Paul E. Berndt, Westland Die 
Casting Inc., Glendale, Calif—un- 
usual use of the ductility of zinc al- 
loy in blanking and forming opera- 
tions on a blower housing for an 
air-conditioned helmet. 

Roger M. Myrick, Union Die 
Casting Co., Whittier, Calif—use 
of the maximum number of zinc 
diecasting components in a com- 
plex assembly comprising a com- 
bination electric can opener and 
knife sharpener. 

George A. Meyer, Dollin Corp., 
Irvington, N. J.—outstanding ex- 
ample of a cored miniature diecast- 
ing in the form of a tube coupling 
used for hearing aids built into eye 
glasses. 

Fred Wells, Peasley Products 
Inc., Stratford, Conn.—handling of 
extreme dimensional accuracy re- 
quirements in a complex mounting 
frame for an ammeter and volt- 
meter. 

Harry C. Whitehead, Whitehead 
Die Casting Co., Atlanta—bobbin 
holder, for outstanding cost reduc- 
tion in a high-volume item. 
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.. . WITH EVERY WHITING INSTALLATION! 


You buy more than fabricated metal when you invest in a Whiting 
cupola or mechanical charging system. You also purchase the close, 
personal interest of your Whiting engineer. 


Whiting engineering integrity demands meticulous preliminary plan- 
ning, insists on pre-installation testing, zealously oversees every phase 
of installation. Whiting engineers make post-installation checks, too, 
assuring the continuous quality and control of production that has 
made “‘Whiting”’ synonymous with profitable, trouble-free operation. 


For experienced pre-planning—and accurate cost estimating— you'll 
find a Whiting engineer at the other end of your phone. 


GET THE FULL STORY! if you would 
like illustrated technical information on the many 
types of MECHANICAL CHARGING SYSTEMS 
engineered by Whiting, just write for Bulletin 
FY-179. Whiting Corporation, 

15607 Lathrop Avenue, Harvey, 

Illinois. In Canada: Whiting Cor- 

poration (Canada) Ltd., 350 Alex- 

ander Street, Welland, Ontario, 

Canada. 


90 OF AMERICA'S “FIRST HUNDRED’ CORPORATIONS ARE WHITING CUSTOMERS 


FOUNDRY 
EQUIPMENT 
4 
® ® 


MANUFACTURERS OF CRANES: TRAMBEAM HANDLING SYSTEMS; PRESSUREGRIP; TRACKMOBILES; FOUNDRY, RAILROAD, AND SWENSON CHEMICAL EQUIPMENT 
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FOR YOUR FOUNDRY... 
THERE’S A 


DELTA 


COST-CUTTING 


CORE & MOLD . 
WASH... = FINER-INIH 
DESIGNED EXPRESSLY T0:- (ie siiitos 


3. REDUCE 





CUT SCRAP & REJECT LOWER — 
CLEANING ROOM | CASTINGS PRODUCTION 
COSTS TOA COSTS 
MINIMUM 


Working samples, together with literature on Delta Core and 5. 
Mold Washes, will be sent to you on request. Tell us the kind GIVE 
of castings you make — steel, gray iron, malleable, non-ferrous 


— and such other information as you care to add. If you have CORES & MOLDS 


a particular problem, tell us about it. Delta foundry technicians 
are qualified to recommend Delta Foundry Products for specific BETTER 
applications in all types of foundries. 


All Delta Core and Mold DIMENSIONAL 


Washes are quality con- 


ee ae ae STABILITY 


DELTA OIL PRODUCTS CORP. « MILWAUKEE 9, WIS. 


MANUFACTURERS OF 
SCIENTIFICALLY CONTROLLED FOUNDRY PRODUCTS 
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Technical Sessions Popular at 


Opening ceremony is shown 
here with G. L. Guyer, pres- 
ident of the organizing com- 
mittee, giving an address to 
the Congress. Official USA 
delegate at the bottom right 
is Frank J. Dost 


International Foundry Congress 


@ THE SWISS conducted a _ no- 
tably well organized Internationa! 
Foundry Conference on Sept. 19- 
24 under the chairmanship of G. L. 
Guyer, president of the organizing 
committee, and F. W. E. Spies of 
Holland, president of the Interna- 
tional Committee of Foundry Tech- 
nical Associations. 

In beautiful surroundings at 
Zurich and in fairly good weather, 
general satisfaction was expressed 
with results of this 27th Congress. 

Attendance at technical sessions 
was so high (probably because of 
the good time in which the papers 
were sent to delegates) that the 
meeting rooms were packed. Un- 
fortunately, many authors overran 
the time allotted for reading the 
papers and left little opportunity 
for discussion. 

Outstanding features on _ the 
social side were an admirably pro- 
duced review of Swiss folk lore and 
an opportunity for delegates and 
their ladies to participate in an all- 
day outing on Lake Lucerne. 

At the opening ceremony, in ad- 
dition to speeches by Mr. Guyer 
and Mr. Spies, the welcome of the 
Swiss government was expressed by 
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By M. M. HALLETT 


Managing Director 
Chamberlin & Hill Ltd., Walsall, England 
European Editor, Foundry 

Dr. M. Holzer, head of the Federal 
Office for Industry, Crafts, and 
Labor. The Award of Honor was 
presented to Dr. A. Collaud of the 
Von Roll Organization for his out- 
standing work on the mechanical 
properties of gray cast iron. 

The vice presidency of the Inter- 
national Committee for 1961 was 
allotted to Belgium, but the name 
to be submitted was not announced. 
It was also decided that, following 
the 1962 conference in Detroit, the 
1963 conference would be held in 
Prague, in 1964 in Holland and in 
1965 in Poland. 

Foundry Dictionary—The Inter- 
national Foundry Dictionary Com- 
mittee reported that the French 
committee has concluded the choice 
and definition of the terms to be in- 
cluded and that most of the na- 
tional committees have practically 
completed the work of translation. 
A resolution regarding the financing 
of publication was adopted. 

Steady progress was reported by 
other committees, including that on 
testing cast iron as well as com- 
mittees on foundry clay, coke, 
founding properties of metals, and 
the standardization of methods of 


testing materials used in the CO. 
process. A new committee on mal- 
leable cast iron was authorized. 

The Swiss secretary Dr. Muller 
and the honorary secretary treas- 
urer Vuilleumier were re-elected. 

Twenty-three technical papers 
were presented of which three were 
in French, six in English, and the 
remainder in German. 

Gray Iron Matrix-——A. Collaud 
(Switzerland—written in French) 
presented a paper on the appraisal 
of gray cast iron with special refer- 
ence to its matrix structure as a 
summary of his extensive work car- 
ried out for several years. Last 
year Patterson introduced some new 
terms to define the characteristics 
of gray iron—degree of normality, 
relative hardness and quality index. 
Collaud showed their relationship 
to the formulae developed earlier 
by him and illustrated a consider- 
able number of mechanical prop- 
erty determinations in connection 
with these indices and the relation- 
ships worked out by Patterson, by 
MacKenzie, and by de Sy. 

Inoculation was shown to im- 
prove the quality index because it 
increases the tensile strength with- 
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out much effect on Brinell hard- 
ness. Since hardness is controlled 
mainly by the form of the matrix, 
a series of irons was annealed be- 
tween 500 and 750°C (932 to 
1382° F) and the mechanical prop- 
erties determined. With increasing 
annealing temperatures, the quality 
index tended to decrease and the 
shock resistance to increase. From 
these results two hypoeutectic irons 
were produced free from impurities, 
one unalloyed and one alloyed with 
nickel and molybdenum which 
could show a high index of quality 
or high shock resistance. 
Mechanical Properties—J. S. Ab- 
couwer (Holland—written in Ger- 
man) developed another mathemat- 
ical approach to the definition of 
gray iron properties. Since the heat 
flow (and thus speed of cooling and 
mechanical properties) depend on 
the volume/surface area ratio, all 
simple compact castings have coin- 
cident cooling curves; consequently 
the mechanical properties can be 
predicted for different section thick- 
nesses. 
Using 


relationships established 


by Collaud and others enables the 
properties of simple castings to be 
predicted, and a standardized set of 


values for various section thick- 
nesses in a range of gray irons is 
proposed. For complicated castings, 
the Dubi relationship with Brinell 
hardness should be used. 

Rapid Cooling—I. Minkoff and 
A. Goldis (Israel—written in Eng- 
lish) reported on structures ob- 
served in very rapidly cooled irons. 
To obtain these conditions a jet of 
water was impinged on a falling 
stream of molten metal; this caused 


shot formation, and the smaller the 
shot the higher the speed of solidi- 
fication. In hypereutectic iron, the 
structure of large shot showed nor- 
mal kish graphite, but at higher 
speeds of solidification the graphite 
became progressively more nodular, 
and from the appearance of the sur- 
rounding austenite seemed to form 
direct from the melt. 

It is suggested that this condition 
is due to increased undercooling 
and consequently greater probabil- 
ity of nucleation of new faces. A 
nickel-carbon series showed similar 
changes but hypoeutectic iron mere- 
ly turned white and exhibited no 
nodular graphite. 

Cementite Decomposition — R. 
Mitsche (Austria—written in Ger- 
man) presented an extensively il- 
lustrated paper on the decomposi- 
tion of cementite. After consider- 
ing the confusing effects of impuri- 
ties and other heterogeneities in ar- 
riving at clear results, he described 
experiments on specially purified 
high-carbon iron which was melted 
with various degrees of superheat, 
with and without silicon inocula- 
tion and then cast either into 11/- 
in. bars or into very fine shot, using 
a rotary sampling machine. 

The specimens so prepared then 
were heated in various ways close 
below the solidus temperature. 
Many observations were made with 
qualifications, but only two definite 
conclusions: 1. True spheroids did 
not appear at all. 2. Fine flake 
graphite did not form from ce- 
mentite. 

Further work was performed on 
direct observation of graphite form- 
ing on flat surfaces of white iron 


Delegates attending the Foundry Dictionary Committee meeting are (from 
left) Dr. A. B. Everest, England, and W. W. Maloney and F. J. Dost, USA 


heated in vacuo, using a high-tem- 
perature microscope, the technique 
of which has been improved. This 
showed nodular graphite forming 
in the austenite dendrites or at their 
edges, but not in the cementite. 

It is suggested that there is a 
great difference in surface and in- 
terior phenomena because of the 
high pressure which must be set up 
in the interior when graphite forms. 
If these surface-formed spheroids 
then are reheated above the solidus, 
the regions remote from the 
spheroids melt and on cooling re- 
vert to white iron, giving a heat 
etching effect. 

Heat Flow—Another rather theo- 
retical paper was presented by W. 
Patterson and W. Koppe (Germany 
—written in German) on heat flow 
from the casting to the mold dur- 
ing solidification and cooling to 
room temperature. A mathematical 
analysis showed that straight-line 
plots can be obtained between time 
and the square of the volume/sur- 
face area ratio, not only for solidi- 
fication but for subsequent trans- 
formations and for reaching other 
stated temperatures. This indicates 
that Chvorinov’s rule can be ap- 
plied throughout the cvoling of a 
casting. 

This conclusion was checked ex- 
perimentally with square and round 
cast iron bars and on flat plates by 
using the change in temperature per 
unit time. A method was devel- 
oped for calculating cooling curves 
in infinite plates which could be ex- 
tended to simple castings. Further 
experiments showed that in cast 
iron the solidification time is high- 
ly dependent on graphite quantity 
and carbon content, but this de- 
pendence decreases at lower tem- 
peratures and is negligible at the 
eutectoid point. 

Grain Structure — Factors con- 
trolling the production of fine grain 
in cast metals were critically anal- 
yzed by G. W. Form, G. K. Turn- 
bull, G. Gould, H. Merchant and 
J. F. Wallace (U.S.A.—written in 
English). Since the formation of 
crystal grains from the melt is a 
process controlled by nucleation 
and growth, fine grain size will oc- 
cur with a high degree of nuclea- 
tion and a low or interrupted rate 
of growth. 

Among the means of achieving 
this aim is mechanical vibration 
when the alternating pressure waves 
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Newaygo’s New MULTI-LEVEL CONTROL 


ASSURES CONTINUOUS SUPPLY OF SAND TO 
MOLDERS BY AUTOMATIC SAND DISTRIBUTION 


Here is the “heart” of this system for 
reporting and controlling 3 OR MORE 





MIDDLE 


{ 


PLOW 
DOWN 


RAISE 


LOWER 


MANUAL, or 
AUTOMATIC 


STATION NO. 











LEVELS OF SAND in hoppers or bins. 


THE 
CONTROL 
PANEL 








| 


J 








This new, improved system of MULTI-LEVEL CONTROL, by a Probe 
in each hopper, reports and controls 3 or more levels of sand 
automatically, This Multi-Level Control operates the hopper plows 
automatically or manually for any or all stations as required, which 
is another unique feature of this system. The mixer man can tell 
depth of sand in hoppers instantly, and control it automatically, 
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eliminating another man to watch and report levels to him. This 
additional unique feature of the new Multi-Level Control is that 
special mixes for any one station can be controlled manually by 
the mixer operator, independent of other stations, which remain 
on automatic setting. Write, wire or phone for complete details 
of this newest Newaygo-designed Multi-level Control system. 





Do you receive 
“SAND SCRIPTS”? 
Write us, if you want 
to receive this 
Newaygo Magazine. 
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raise the freezing temperature lo- 
cally and hence increase the degree 
of undercooling. The higher rate 
of nucleation can be accompanied 
by interruption of grain growth, 
particularly at low pouring tem- 
peratures in alloys with a wide 
freezing range under conditions of 
rapid heat abstraction. 

The predictions regarding me- 
chanical vibration were confirmed 
by applying both sonic and ultra- 
sonic vibration to small solidifying 
ingots of aluminum-base _ alloys, 


Flexible Jackets. 


with copper, and on yellow brass. 
Further work was carried out on 
the inoculation of copper, steel, and 
gray iron. On copper, the addi- 
tions could be classified either as 
inoculants or as inhibitors of grain 
growth and some produced marked 
refinement. Some similar work on 
ferritic steels pointed to titanium 
carbide and zirconium carbide as 
effective refiners. Unfortunately, 
the higher strength was accom- 
panied by greater brittleness. 
Work on gray cast iron showed 
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are built to do an outstanding job. 


There’s a lot to be said also about Fremont Standard and 


Write today for full description and prices. 
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| the melt. 
| ly was held in molten borax at 
' 1000° C (1832° F) for one quarter 


| hour to assure good contact with 


the importance of aluminum as a 
constituent of inoculants. The bet- 
ter mechanical properties of fine 
grained cast irons were accompanied 
by greater shrinkage in green sand 
castings but not in dry sand. 
Crystal Formation—A. Lehtinen 
(Finland—written in German) de- 
scribed a new method of following 
crystal formation in molten cast 
irons by measuring the velocity of 
ultrasonic waves passed through the 
solidifying metal as it cools. This 
was done by attaching the ultrason- 
ic equipment to the upper end of a 


| water-cooled austenitic steel bar, 


the lower end of which dipped into 
This lower end previous- 


the molten iron. One time-impulse 


_ echo diagram was illustrated but no 


experimental results were quoted. 
Hot Blast Cupola—R. Doat, H. 
Doutreloux and H. de Rijcker (Bel- 
gium—written in French) reported 
an interesting investigation on the 
M.B.C. hot blast cupola. The po- 
sition of the hard central core of 
the charge in the melting zone, 
sometimes known as the dead man, 
the flow of the blast through each 
tuyere and the analysis of the at- 
mosphere in the plane of the tuyeres 
were all found to show marked and 
irregular variations. The variation 
in flow through each tuyere was il- 
lustrated by a film showing graphs 


| of flow against time and views 
through a tuyere into the cupola 


accompanied by a sound track in 
which the pitch was related to air 
flow and could be related visually 
to coke movement. 

Further samples were taken of 
the materials in the cupola both at 
and below tuyere level. These 
showed that at the tuyere level, 


| there is a zone of strong oxidation 


but that below the tuyeres there is 


| a very hot and strongly reducing 
region high in carbon monoxide. 


Here the metal losses are reversed, 
and it is argued that this reduction 


| is worth the somewhat higher coke 


consumption needed to reach the 


| high temperature. The M.B.C. fur- 


nace may differ from other hot blast 


cupolas in this respect. 


Cumbustion Velocity — Another 


| paper on cupola performance by C. 
| Podrzucki 
| German) dealt with combustion ve- 


(Poland — written in 
locity which was defined as the 
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speed with which the combustion 
surface advances toward the inte- 
rior of a lump of coke. This influ- 
ences the height of the combustion 
zone in a cupola, which is higher 
the greater are the blast volume and 
the average coke size and the lower 
the combustion velocity. 

These factors can be connected in 
a formula by an appropriate coef- 
ficient. The value of the latter can 
be determined from two other co- 
efficients which themselves connect 
combustion velocity, gas velocity, 
oxygen concentration, and tempera- 
ture. Values were determined ex- 
perimentally in a 10-in.-diam model 
furnace. From these values the 
combustion zone heights were pre- 
dicted for a 20-in.-diam cupola at 
a number of blast volumes and 
varying degrees of oxygen enrich- 
ment. These predicted values 
showed good agreement with values 
determined experimentally. 

Electric Melting — E. Zingg 
(Switzerland—in German) dealt 
with electric melting in the found- 
ry. After referring to the steady 
increase in use of electric furnaces, 
the paper reviewed the various 
types, including resistance furnaces, 
channel and coreless induction fur- 
naces of low and high frequency, 
vacuum melting, and direct and in- 
direct arc furnaces. 

In direct arc furnaces, the bad 
effects of wandering of the arc led 
to the use of hollow electrodes 
through which argon could be in- 
troduced and the arc became much 
more steady with low gas pickup 
by the metal. 
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“Hobson, we've had your de- 
signs checked thoroughly—thank 
heavens!” 
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Indianapolis 


Foundry Coke 


Standard of the Industry 


Always 


Its high carbon content .. HIGHEST QUALITY 


low sulphur... low ash and 
uniform carbon absorption 
. its carefully controlled 


Always 
CLOSE SIZING 


Always 
PROMPT 


structure and sizing ... all 
combined to produce a coke 


‘of unsurpassed quality. In- SHIPMENTS 


dianapolis coke gives maxi- 


Always 
mum metal temperature “H-W” SERVICE 
with minimum coke per 


charge. 


Years of 
Service to 
American Foundrymen 


Kictahale Williams & Company 


CHICAGO + DETROIT * CINCINNATI «© ST. LOUIS * NEW YORK 
CLEVELAND * PHILADELPHIA * PITTSBURGH * INDIANAPOLIS * ATLANTA 
Established 1890 
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MILL HOUSINGS: Transportation of the largest and the special car to ship them to its Youngstown, Ohio, 
heaviest pair of mill housing castings produced in plant for finishing. Five ladles pouring simultaneous- 
this country required construction of this special rail- ly were required for each casting. The housings are 
road car. United Engineering & Foundry Co. cast designed for a 166-in. plate mill and weigh 442,000 
the housings at its Vandergrift, Pa., plant and used Ib each. Shown is the car and the first casting 


PLANT VISITATION: Members of 
the Chesapeake Chapter of the 
American Foundrymen’s Society 
are shown here touring the coke 
plant of Alan Wood Steel Co., 
Conshohocken, Pa. The tour, an 
annual affair for the group, in- 
cluded an inspection of blast 
furnace facilities. George G. 
Karian, manager of iron powder 
sales at Alan Wood, spoke at 
the dinner meeting after the tour 
on uses of iron powder in the 
metal powder industry and as 
melting stock in foundries for 
specialty applications 


POWER’ TRANSMISSION: Steel 
pipes containing electric cable 
will enable electric power to be 
transmitted over the East River 
between Manhattan and Queens 
by the Queensboro Bridge. The 
pipes, over 8 in. in diameter and 
Y, in. thick, are supported by 
ductile iron brackets cast by 
Crompton & Knowles Corp., 
Worcester, Mass. Three of the 
pipes are shown in_ position 
while the fourth is being slid 
in place over polyester-coated 
rollers of the brackets 
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In this stress-relieving furnace, B&W Kaocrete-D is used on the 
floor ledges, car top, in the door jamb and at the end of the flat 
roof where it withstands the abrasion of the door. This material 
is specially designed to withstand severe abrasive conditions and 
mechanical abuse. 


B&W Kaocrete-32 has been cast to form the curb walls of a soak- 
ing pit. When mechanical abuse from ingots damages the curb, 
Kaocrete-32 has the necessary properties to localize the damage, 
thus maintaining the serviceability of the rest of the curb. 


How B&W refractory castables solve 


Refractory castable linings used in metal-working furnaces 
are often subjected to severe mechanical abuse. Scraping 
by hand tools, loading and unloading, and the action of the 
molten metal and particle-laden gases all affect the life of 
refractories. Among B&W’s line of refractory castables are 
two that are particularly suited to withstand unusual abra- 


Heavy duty car top service requires a high strength castable. B&W 
Kaocrete-D is excellently suited for this service at temperatures 
to 2500 F. B&W Kaocrete-32 is recommended for service above 
this range. 


The castable lining of this aluminum reverberatory furnace must 
have unusually high strength to withstand the considerable physical 
abuse of charging, operating and cleaning, while resisting the 
penetration of the molten metal. Kaocrete-D is widely used in 
this application. 


problems 


sive conditions. They are B&W Kaocrete-D and B&W Kao- 
crete-32, both of which have been used successfully in 
many demanding applications. 

B&W Bulletin R-35A gives additional information on versa- 
tile B &W refractory castables. Write for copy to The Babcock 
& Wilcox Company, 161 East 42nd Street, New York 17, N.Y. 


R6O06R 


THE BABCOCK & WILCOX COMPANY 





REFRACTORIES DIVISION 


B&W Firebrick, Insulating Firebrick, and Refractory Castables, Plastics, Ramming Mixes, Mortars, and Ceramic Fiber. 


November 1960 


Circle 668 on Page 55 189 





Left to right at NFA meeting: W. G. Greenlee, treasurer; C. A. Carolin, incoming 
president; A. G. Hall, outgoing president; and C. T. Sheehan, executive secretary 


Labor Relations 


Discussion Topic at 


NFA ANNUAL MEETING 


@ A RECORD representation of 
foundry management participated in 
the National Foundry Association’s 
62nd annual meeting at the Edge- 
water Beach Hotel, Chicago, Sept. 


99 y 
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Borman Mewk 


Like the previous year’s gathering, 
the meeting was in the format of 
a labor relations conference. Fea- 
tured in luncheon addresses were 
reports on immediate and long- 
range business prospects, and the 





By ERLE F. ROSS 


effect of foreign competition on the 
foundry industry. 

Concurrent roundtable _ sessions 
were conducted for foundry man- 
agements whose workers are mem- 
bers of the same union. These ses- 
sions provided opportunity for in- 
formal discussions of developments 
in various sections of the country 
and assessment of union goals. 

These sessions and their discus- 
sion leaders were as follows: Inter- 
national Molders and Foundry 
Workers Union—R. D. Phelps Jr., 
president, Francis & Nygren Found- 
ry Co., Chicago, and Alexander 
McCurdy, director, industrial rela- 
tions, Campbell Foundry Co., Har- 
rison, N. J.; United Steelworkers 
Union—Charles Walker, director, 
industrial relations, Vulcan Mold & 
Iron Co., Latrobe, Pa., and K. J. 
Thompson, works manager, Chain 
Belt Co., Milwaukee; United Auto 
Workers Union—William Raven, 
vice president, Continental Motors 
Corp., Detroit, and Phil Hahl, con- 


Mr. Hall, outgoing president, on 
right, presents honorary member- 
ship award to Herman Benck 
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Steels and irons with 
“vitality” to spare...start with Vancoram Ferrovanadium 


It takes only a small amount of Vancoram Ferrovanadium to impart extra strength and extra durability to a 
wide variety of steels and irons. Ferrovanadium controls grain size, improves hardenability, and is especially 
useful in tool and die steels because it provides excellent cutting and wearing characteristics. Constructional 
steels, deep-drawing steels, and cast and forged steels also benefhtt from Vancoram Ferrovanadium additions. 


In cast irons, Ferrovanadium promotes formation of small, uniform graphite flakes, thus increasing tensile 
strength. Furthermore, the presence of vanadium carbide improves resistance to structural changes at elevated 
temperatures. Write for literature, or call your nearest VCA District Office. Vanadium Corporation of America, 
420 Lexington Avenue, New York 17, N. Y. - Chicago - Cleveland - Detroit + Pittsburgh. 


Vancoram Products are also distributed by: Pacific Metals Co., Ltd. » Steel Sales Corporation « 
J. M. Tull Metal and Supply Co., Inc. » Whitehead Metals, Inc. + Williams and Company, Inc. 


CORPORATION OF AMERICA (SE; 


Producers of alloys, metals and chemicals 
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troller, Sibley Machine & Foundry 
Co., South Bend, Ind.; and Non- 
Union Shops—Martin J. Ewald, De- 
troit, regional counsel, National 
Foundry Association. 

Discussion Topics—The program 
also featured concurrent sessions on 
labor relations during which discus- 
sion was focused on a number of 
topics of greatest current importance 
to foundry management, including 
management rights, preparation for 
bargaining, contract negotiations, 
foreman training in labor relations, 
computing the cost of fringes, griev- 
ances and arbitration. 

Specific labor-management _ ses- 
sions and discussion leaders were 
“Preparing for Bargaining”—John 
Schuler, executive vice president, 
Anderson Electric Co., Birmingham; 
“Management Rights’—Paul A. 
Dodge, personnel director, Neenah 
Foundry Co., Neenah, Wis.; “Com- 
puting the Cost of Fringes”—James 
A, Ansberry, assistant treasurer, 
Madison Foundry Co., Cleveland; 
and “Foreman Training in Labor 
Relations’—E. C. Thompson, Ohio 
Brass Co., Mansfield, O. 

In opening the meeting, NFA 
President Arthur G. Hall, works 
manager, Nordberg Mfg. Co., Mil- 
waukee, observed that the large at- 
tendance, the best for many years, 
bespoke a growing interest in labor 
relations in the foundry industry. 

Must Keep Informed—Mr. Hall, 
who was completing his third and 
final year as president, re-empha- 
sized a point he has made previous- 
ly—namely, that the industry can- 
not operate its plants today, wheth- 
er union or nonunion, without thor- 
ough, accurate, and up to-date in- 
formation on wages, pensions, in- 
surance, work rules, incentives, and 
the other dozen of facets involved 


in the intricate package of labor 
relations. 

The NFA, through its staff and 
its research program, including the 
wage survey and contract analysis, 
he declared, is the source of ready 
reference on these matters. While 
the association program is equal in 
breadth and depth to any labor ad- 
visory service, Mr. Hall said it is 
much more valuable because it high- 
lights and pinpoints those develop- 
ments in legislation, bargaining, or 
arbitration which directly affect the 
foundry business. 

Another program given attention 
in the past is strike insurance. Be- 
cause of inability to obtain coverage 
for members with insurance under- 
writers, active work on the matter 
has been suspended. Meanwhile, 
the operation of strike insurance in 
other industries will be watched 
with a view to exploring the situa- 
tion again. 

Business Prospects—In addressing 
the opening day’s luncheon on 
“Short and Long-Term Business 
Prospects,” Dr. John K. Langum, 
head of Business Economics Inc., 
Chicago, stated that some clouds 
are on the horizon and there are 
going to be some difficulties in the 
economy. Association members re- 
called that Dr. Langum had ad- 
dressed their annual meetings in 
1956 and 1958 and on both occa- 
sions his forecasts of what was ahead 
in business were remarkably ac- 
curate. 

So far, 1960 has been a disap- 
pointing year, the speaker said, and 
for two big reasons—the extremely 
unrealistic and excessively optimistic 
expectations many people had at the 
start of the year, and major inven- 
tory adjustments. As to the latter 
point, he mentioned that businesses 


National Foundry Association Administrative Council meets 


were adding to inventories at a rate 
of almost $12 billion a year. This 
figure dropped to about $5 billion 
in the second quarter, and in July, 
for the first time, business inven- 
tories in general went down. Dr. 
Langum emphasized that a swing 
of $12 billion in inventories, even 
in a $500 billion plus economy, is 
a significant change. 


Recessionary Period Coming 


In the speaker’s opinion, the 
country is riding into a recession. 
It is a recession—not a depression— 
and “will be more characterized by 
difficulty in moving ahead for a 
while, rather than by any sharp 
drop.” 

Dr. Langum discussed four funda- 
mental problems. First, is weak- 
ness in demand for private durable 
goods. 

The second problem is in the 
field of money and debt. The tre- 
mendous excessive money supply 
created in World War II has now 
been used up by inflation and bus- 
iness growth, the speaker asserted. 
Despite more money than ever be- 
fore in history, there is less cur- 
rency in relation to the size of the 
American economy than at any 
time in the last 35 or 40 years. As 
to debt, there is a disposition to halt 
going further into debt. 

Third fundamental problem is 
price-cost relationships and_ profit 
margins. Business is experiencing a 
major deterioration in profit mar- 
gins, and with some drop-off in 
sales, there are going to be serious 
problems on profits. 

Dr. Langum said the fourth fun- 
damental problem is a change in 
people’s thinking about inflation 
and about population trends. And 
there has been too much talk and 
too much unrealistic thinking about 
growth over the years and not 
enough thinking about how things 
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YOU CAN CHARGE MORE SCRAP IRON 
AND GET HIGH QUALITY CASTINGS 


WITH M a xX i T - (GRAPHITE BRIQUETTE) 


Am Because Graphite is the most soluble form of 

ree : carbon in molten iron, MEXITE, composed of 

“ ae 70% graphitic carbon, is the ideal source of 
iA A ny a : carbon for cupola charges. The dependable and 
> - Ve positive action of MEXITE in stabilizing and 


he tap 
ae 


.~y MP & raising carbon enables high scrap charges... 
aa? Pre | even charges of 100% scrap ...to be melted with 
assurance that high quality castings will result, 


By insuring positive carbon stabilization, 

MEXITE briquettes help improve castings by 

reducing shrinkage defects, assuring lower 

chill and hardness and by providing better 

fluidity and machinability of castings. 
MEXITE is flexible, too. It can be used 
for carbon stabilization throughout 
the heat or for carbon raising at any 
time during the heat. 


ate Att et 


Our experienced foundry engineers 
can give you all the facts about MEXITE 
briquettes and can make specific recom- 
mendations in the use of MEXITE in 
your particular foundry. Write for a 
detailed engineering bulletin today. 














THE UNITED STATES GRAPHITE COMPANY 


DIVISION OF THE WICKES CORPORATION, SAGINAW 14, MICHIGAN 
GRAPHITAR® cargon-grapnite © GRAMIX® powoeR METALLURGY © MEXICAN® grapnite prooucts © USG® Brusues 
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one-man 
pouring 
on 
smaller jobs 


Industrial 


TYPE 10 BCR 


TYPE 10 BCR incorporates 
all the “big ladle” features 
for precision control—yet it’s 
specially designed for easy, 
one-man handling of the 
entire pouring operation. 
Offers these features to as- 
sure safe, fast and accurate 
performance: Easily remov- 
able sealed Anti-Friction 
Trunnion Bearings; Taper 
Side Welded Bowl with Lugs 
attached; Bowl Cover; and 
Universal Square Bail drilled 
for Distributor. 


Send your pouring problems 
to us. Ask for the latest cata- 
log on our complete line of 
standard and custom pouring 
and handling equipment. 


ndustrial 


EQUIPMENT COMPANY 


115 OHIO ST., MINSTER, OHIO 
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are in individual years. 

The speaker concluded by saying 
that during the present decade the 
American economy will score tre- 
mendous achievements in terms of 
production, productivity and profits, 
standards of living, and our strength 
as a nation. The American way 
to achieve this, he emphasized, is 
to face these problems, regard them 
as challenges, and convert them into 
opportunities. 


European Foundries — “Foreign 
Competition” was. the subject which 
Herman Menck, vice president, 
Harnischfeger Corp., Milwaukee, 
discussed at the second day’s lunch- 
eon. Late in August, Mr. Menck 
returned from nearly nine months 
in Europe. 

For an American company to do 
business in Europe in end products, 
Mr. Menck thinks it may be nec- 
essary to make these products over 
there. In his judgment, in about 
five to ten years, costs will be about 
the same on both sides of the ocean. 
Then will come the matter of the 
10 per cent markup on goods. The 
American manufacturers can’t stand 
this markup against competition of 
Europe or Africa where Europe has 
shorter hauls than the United 
States. 

Mr. Menck told of the tremen- 
dous industrial recovery Europe has 
made and cited this as well as the 
lower wage rates prevailing abroad 
as providing the momentum for the 
stiffer competition to be expected 
within the next decade. It is his 
belief, however, that the lack of 
skilled labor in European countries 
will operate as a leveling factor. 
This shortage will cause wages to 
rise, thus reducing the margin be- 
tween European and American 
wages. 

Interestingly, Mr. Menck took 
along on his trip some 100 repre- 
sentative castings that Harnischfeger 
Corp. buys and got quotations from 
various European foundries for Mil- 
waukee delivery, not for the pur- 
pose of buying but to make price 
comparisons. He reported that 
prices on 50 castings were somewhat 
lower and 50 were somewhat higher, 
and in the main they were even. 
There would be no advantage for 
an American manufacturer to pur- 
chase castings in Europe, he con- 
tends. 


New Officers—Recently elected 
new officers were installed at the 


second day’s luncheon. Charles A. 
Carolin, Carolin Foundry & Ma- 
chine Co., Detroit, is the new presi- 
dent. Howard M. Winterson, vice 
president, Blaw-Knox Co., Pitts- 
burgh, is the new vice president. 
W. G. Greenlee, president, Green- 
lee Foundry Co., Chicago, was re- 
elected treasurer; and Charles T. 
Sheehan continues as executive sec- 
retary. 

New members of the Administra- 
tive Council are as follows: Gard- 
ner Van Duyne, Meeker Foundry 
Co., Newark, N. J.; J. S. Robbins, 
vice president, Vulcan Mold & Iron 
Co., Latrobe, Pa.; Phil Hahl, con- 
troller, Sibley Machine & Foundry 
Corp., South Bend, Ind.; Ray 
Heiden, vice president, Galva 
Foundry Co., Galva, Ill.; Edward 
Sitanz, president, Prospect Foundry 
Co., Minneapolis; F. C. Perkins Jr., 
vice president, Henry Perkins Co., 
Bridgewater, Mass.; John McGill Jr., 
resident manager, U. S. Pipe & 
Foundry Co., North Birmingham, 
Ala. 


Book Reviews 


British and Foreign Specifications 
for Steel Castings, Part 1, paper 
cover, xiv and 48 pages, 8 x 10 in., 
published by the British Steel Cast- 
ings Research Association, East 
Bank Road, Sheffield 2, England. 
Price $7.50. 

Guide summarizes requirements 
of national standards for steel cast- 
ings issued in many countries and 
indicates the nearest comparable 
British Standard Specifications. 
Part 1 covers Austria, Belgium, 
France, Germany (Eastern and 
Western), Great Britain, Sweden, 
Switzerland, and the United States. 
Lists of standards current in Czecho- 
slovakia, Holland, and Italy are pro- 
vided also. 


Machine Shop Operations and 
Setups, by. Harold W. Porter, 
Charles H. Lawshe, and Orville D. 
Lascoe, hard cover, 449 pages, 51/4, x 
8l/, in., gore by the American 
Technical Society, 848 E. 58th St., 
Chicago 37, Ill. Price $5.50. 

This is the second edition of a 
text designed to meet the specific 
requirements of modern instruction 
in machine shop techniques. It in- 
corporates new operations and de- 
velopments and includes sections on 
heat treatment and the machinabil- 
ity of metals. 
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Get Greater Melting Efficiency With 
Detroit £Ockin© Electric Furnaces 


SIMPLE ARC CONTROL SYSTEM AND MOTORIZED ELECTRODES ASSURE 
MAXIMUM HEAT UTILIZATION, AUTOMATIC ELECTRODE POSITIONING 


The new “P” Series Detroit Rocking Electric 
Furnaces feature a simplified arc control system com- 
bined with motor-driven, pedestal-mounted electrodes. 


The indirect arc is automatically controlled by a 
magnetic amplifier which adjusts motor speed in direct 
proportion to arc unbalance. This instantaneous action 
provides maximum heat per power input. There are no 
moving parts, relays or contactors to break or wear out. 


Standard graphite electrodes are independently 
mounted on pedestals and motor driven. A % h.p. 
D.C. motor drives the automatic control. Direct- 
connected 44 h.p. A.C. motors on each electrode per- 
mit manual push-button control at greater speeds than 


—._ "= 
DETROIT ©OCKING 


Detroit Electric Furnace Division, Kuhiman Electric Company «+ 


ELECTRIC 


possible by hand, This speeds electrode positioning for 
charging and shell change. 

For full details on the new “P”’ Series indirect arc 
Detroit Furnaces, write for Bulletin 5610. 


Ratings for furnaces with pedestal-mounted electrodes, motor controlled 





Minimum 
Molten Metal 


Furnace Kw Nominal 
Type Rating Cold Charge 
LFCcP 125 500 
LENP 150 750 
LFYP 175 
AAP 250 
AAP 400 
CMP 400 
CMP 600 























FURNACES 


Bay City, Michigan 


Foreign Representatives: in BRAZIL—Equipamentos Industrias, ‘Eisa’’ Ltd., Sao Paulo: CHILE, ARGENTINA, PERU and VENEZUELA: M. Castellvi 


inc., 150 Broadway, New York 38, N. Y. 


MEXICO: Cia Proveedora de Industrias, S.A. Apartado Postal No. 2783, Mexico 7, D.F., Mexico. 
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Blast Unit Cuts Cost in 


DEBURRING DIECASTINGS 


@ ELIMINATING a hand opera- 
tion in deburring diecastings saves 
$30,000 a year for Clinton Engines 
Corp., Clinton, Mich., the company 
estimates. Clinton, manufacturer 
of small air-cooled gasoline engines, 
uses diecastings for many parts of 
its engines and accessories. 

In the interest of quality control, 
deburring of these castings orig- 
inally was set up as a hand opera- 
tion. In switching to the blast 
method, deflashing was attained 
along with deburring. Trim edges 
are smoothed, appearance of the 
finished casting is improved, and 
the matte surface produced by the 
blast process provides vastly better 
paint adhesion. 

Savings occur primarily because 
the diecastings, instead of being 
handled individually, are blast de- 
burred in large batches. For ex- 
ample, 875 reed plates can be de- 
burred in six minutes. This time 
saving on a yearly schedule of 900,- 
000 pieces cuts costs by $3960. 

Engine bases are deburred in 
batches of 70 in three minutes, giv- 
ing an annual saving on 900,000 
pieces of $3330. 

These savings are considered typi- 
cal of approximately ten items now 
handled by the new method. Total 
saving is computed at $30,000 an- 
nually. Total cost of the new equip- 
ment — blast machine, automatic 
loader, and dust collector—was less 
than one-third of this amount. 

The blast machine, a standard 
6-cu-ft barrel manufactured by 
Pangborn Corp., Hagerstown, Md., 
is positioned adjacent to the trim- 
ming operation so that trimmed 
parts drop alongside the blast ma- 
chine’s loader. From here the load- 
er is easily filled, and a pushbutton 
sets the loading-deburring cycle in 
operation. The trimmer operator 
handles both machines without dif- 
ficulty or delay. 

S-170 steel shot is the abrasive 
used. The blast barrel incorporates 
abrasive cleaning and_ recycling 
equipment for removal of flash par- 
ticles, burrs, fines, and dust from 
the good abrasive. A Pangborn 
cloth bag dust collector exhausts the 
deburring operation. 
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Engine base diecasting before (left) and after blast deburring. 
Savings of over $3000 per year are achieved on this one part 


Blast deburring results in the matte finish shown by reed plate 
casting on the right. This finish provides better paint adhesion 


Diecastings are deburred in batches. Blast equipment is placed 
adjacent to the trimming operation to simplify material handling 
and to enable the trimming operator to run both machines 
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“ATLAS COPCO 
COMPRESSOR 


meets your needs best? 


| What’s your compressor requirement? Need an installation large 
enough to provide air for all your needs? Or would a small, com- 
pact unit for auxiliary operation solve your immediate problem? 
Either way—and for a wide range of applications between these 
extremes—Atlas Copco has the compressor for you! 





No matter which you choose, you'll get these proven advantages 
from Atlas Copco: 


{1) More air per horsepower—less power consumption than other 
comparable units! 


(2) Really low maintenance (one example—$310 after 10,000 
hours’ operation)! 





AR Heavy-Duty Compressors 





(3) Specifications are guaranteed free-air delivery—you get 
exactly what you order! 


More air per horsepower than any compa- 
rable compressor! For continuous, full-load 
operation. ‘‘L”’ angle, 2-stage, double acting. 
Water cooled. Standard models provide 382 
to 3210 cfm free-air delivery at 100 psi; 
only 76-590 hp required! (Can be supplied 
for other working pressures on request.) 


Get all the facts now—and compare! The coupon below will bring 
you a free catalog. (No obligation, of course.) 





TWIN-AIR Rotary Screw Compressors 


Brand new! ‘“Twin-Air’’ Compressors offer 








CT Air-Cooled Compressors 





AR-L Heavy-Duty Compressors 








Same basic construction as the AR Series, 
but provided with an air-cooled intercooler 
and air-cooled radiator for the cylinder water. 
Fan on compressor flywheel cools radiators. 
Perfect for arid areas or where difficult to 
bring in water. Both stationary and skid- 
mounted models available. 





ER-6 Heavy-Duty Compressors 


New! Fundamental improvements over con- 
ventional heavy-duty compressors reduce 
power requirements (18.3 hp/100 cfm at 
100 psi, full load); provide totally enclosed 
design; and save on floor space. Capacities 
to 1,140 cfm; standard instruments and 
safety devices. 
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capacities from 6,900 to 19,400 cfm at work- 
ing pressures up to 115 psi. And, you get 
completely oil-free delivery of air or gas, 
since no lubrication is required — timing 
gears maintain small clearances between 
precision-mounted rotors, eliminating fric- 
tion (and the necessity of ‘oil) in compression 


chamber. tenance costs. 





ATLAS COPCO 
Dept. FO-5, 545 Fifth Avenue, 
New York 17, N.Y. 











Gentlemen: 

Please send me_ [] Short-form catalog [ Detailed information on the_____Series 
a ER REE EE cet See aati Title. 
a, SRR Ra 9 =. ever 
Address. inipidiaatineshatiaciaasiiiana Siieieth Ih cniiappldid anecicheedeetaiceiseniahei 
City. ‘ Zone. Se a ee oN 





ities Cones 


610 Industrial Avenue 
Paramus, New Jersey 
COlfax 1-6800 


930 Brittan Avenue 
San Carlos, California 
LYtell 1-0375 
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Stationary, or skid-mounted compressors 
for use where air demand is between 50 
and 300 cfm. Totally air-cooled. Cylinder 
arrangement designed for smooth, vibra- 
tion-free operation. Compact, rugged— 
for continuous, 24-hour trouble. free 
service. Highly ‘efficient; low on main- 
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LANLY heat 
processing equipment 
for the 
FOUNDRY INDUSTRY 


from small Rack type Ovens 
to the BIG CAR TYPE OVENS 





If a need arises to replace or 
improve your Foundry Ovens, 
: it is only logical to look to 
LANLY, recognized authorities 
in the design and construction 
of heat processing equipment 
for more than 22 years. 
TODAY may be the oppor- 
tune time to survey your pres- 
ent facilities and request the 
counsel of a LANLY represen- 
tative at no obligation. 


ae an | <o. 


FOUNDRY OVENS 2800 fucid Avenue » Cleveland 15, Ohi 
er, ae: write for FREE bulletin 


| Yellow Poges 
Atlanta, Georgia Birmingham, Ala 
Chicago, Ill Cleveland, Ohio 
Detroit, Mich 
Pittsburgh, Pa 
St. Louis, Mo 


Boston, Mass 
Columbus, Ohio 
Rochester, N.Y 


San Francisco, Calif 
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“On Progress and Post Mortems’ 


@ IN EVERY PHASE of human 
activity, men derive inspiration 
from, and build on, the work of 
their predecessors. We like to sim- 
plify history by pointing to one man 
and saying, “He did it!” We credit 
Edison with the phonograph and 
electric light, Marconi with radio, 
Newton with the formulation of the 
law of gravitation, etc. 

These men captured our imagina- 
tion in a dramatic manner, and at 
a psychological moment, but they 
merely developed to a logical con- 
clusion what other men had been 
working on, unheralded, for centur- 
ies. 

Sydney Harris, a columnist, re- 
cently wrote, “Last year, more than 
1100 scientists and educators in 46 
countries were asked to cast their 
votes for ‘the greatest scientist’ of 
all time. The easy winner was 
Isaac Newton, the British mathe- 
matician who formulated the laws 
of gravity and motion. Newton came 
in ahead of Aristotle, Euclid, Archi- 
medes, Copernicus, Galileo, Des- 
cartes, Kepler, and a score of other 
celebrated innovators. 


Newton Provided Incentive 


“What is most interesting about 
this selection is that Newton turned 
out to have been wrong. Newtonian 
physics has been abandoned in the 
20th century, and his laws have 
been superseded by the discoveries 
of Einstein and Maxwell, Planck 
and Rutherford. 

“It is the new light he threw on 
dark corners, the profundity and 
originality with which he attacked 

ancient problems, and, most of all, 


the incentive he provides for further 
research in the field which are im- 
portant. The universe of Newton 
has collapsed; but the incentive he 
provided has carried us to un- 
dreamed of limits.” 

Isn’t this true in more modest 
although no less important realms 
of human endeavor? Our scientists 
would be sorely handicapped with- 
out the farmer and foundryman and 
numerous other sources of direct and 
indirect assistance, not to mention 
their mentors and academic prede- 
cessors. We think of and value a 
rose in full bloom, but only a true 
gardener evaluates it at every stage 
of development, as well as the bush 
which bore it. 

Foundry Progress—We have, ad- 
mittedly, come a long way in our 
foundry practice during the last 
half-century. From loam sand _ to 
shell molding unquestionably is sig- 
nificant progress, and much credit 
for this achievement is due to many 
who are still engaged in the attempt 
to perfect the new method. But 
our enthusiasm should be tempered 
by the knowledge that these ideas 
were generated and being consid- 
ered even before the birth of pres- 
ent day foundrymen. 

Another sobering thought logical- 
ly follows: What will foundrymen 
50 years from now have to say 
about our original ideas? 

As I look back over my own 
mediocre experience, I am forced to 
recognize the creative ability—even 
genius—of some of my supervisors 
and co-workers, who laid the 
groundwork for much of our prog- 
ress. As Harris pointed out, “It is 
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the new light thrown on dark cor- 
ners, the profundity and originality 
displayed, the incentive for further 
research, leading to undreamed of 
limits.” 

The most unobtrusive, least 
promising individual in your plant 
may be germinating an idea which 
could revolutionize the foundry 
practice of tomorrow. 


POST MORTEMS 


By an intelligent analysis of to- 
day’s errors, we should be able to 
prevent or reduce those of tomorrow. 

A casting defect committee, com- 
posed of all department heads con- 
cerned with casting production, 
should confer daily to express per- 
sonal viewpoints regarding the na- 
ture of each casting defect, its cause, 
and the most likely approach to a 
feasible remedy. 

If possible, a majority opinion 
should be received as to the exact 
nature of the defect—that is, can 
it be classified as a core or mold 
blow, scab, buckle, broken core, 
sand wash, etc.? This decision usual- 
ly is arrived at without much diffi- 
culty. 

What’s the Cause?—What caused 
the defect? At this point, we en- 
counter imponderables, for rarely 
do two individuals agree on the ex- 
act nature of a cause. The cause 
could be a single fault, or a com- 
bination of two or more conditions. 
Where the defect can be traced 
directly to sand failure, we may 
have what has been referred to as 
major and minor causes. In some 
instances, these are difficult to dif- 
ferentiate. 

For instance, a motor bell casting 
has a small scab on a green sand 
drag pocket. We may attribute this 
flaw to hard ramming, wet sand, or 
both. I am inclined to believe that 
it usually is a matter of excess mois- 
ture. I do not blame the ramming, 
or even low permeability, for I 
firmly believe that if sand has suf- 
ficient green and dry strength, hard 
ramming will have no deleterious 
effect. 

It is understandable that where 
a high silica sand is used, without 
sufficient cushioning material to off- 
set expansion, a scab can occur even 
if moisture is not excessive. In our 
iron practice, however, this condi- 
tion rarely occurs. 

Perhaps I’m belaboring the point, 
but I’ve always considered perme- 
ability to be a purely relative fac- 
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tor. It has indicative value, but does 
not create defects any more than a 
thermometer creates a storm. Beau- 
tiful castings are produced in perma- 
nent molds, in which permeability 
is zero. Very high permeability in 
green sand might cause metal pene- 
tration or rough finish, but you 
don’t need a permeability reading 
to inform you of these dangers. 

Our casting defect or postmortem 
committee is composed of men 
whose experience and_ resultant 
judgment should qualify them 1) to 
detect a defect quickly and beyond 
much argument; 2) to be reasonably 
certain as to its nature; and 3) to 
have one or more suggestions as to 
how to prevent repetion of the de- 
fect. 

Watch That Third Step—It is 
with regard to this third step that 
many of our headaches develop. If 
the diagnosis were made in accord- 
ance with our best foundry reason- 
ing, much time and money could be 
saved, and dissension could be re- 
duced. Self-preservation is said to 
be the first law of nature, however, 
and each man strives to protect the 
record of his own department and 
to divert the blame from himself. 
Heat is generated and light ob- 
scured. 

This third step frequently leads 
us up dark alleys, where one man’s 
opinion may be as good as the next. 
We may be dealing again with im- 
ponderables, the unknown X, which 
defies every rule that we've ever 
learned. 


Scab Remains a Mystery 


For instance, 10 six-cylinder mo- 
tor blocks were cast, each mold 
containing 28 cores. The result: 
Eight good castings and two which 
had to be scrapped because of a 
small scab on the barrel or main 
core. On each of these discarded 
castings, the scab, about the size 
of a nickel, was on a core away 
from the gate and in a similar loca- 
tion. If we knew the cause, we'd 
have the answer, but so far every 
solution proposed appears to be a 
guess in the dark, with no basis 
whatever in logic. 

In the absence of even a trace of 
understanding, we probably will do 
several things or nothing at all and, 
however illogically, this particular 
defect may not reappear. Until we 
acquire more knowledge or greater 
reasoning power, our baby scab will 
remain a mystery. 
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alloy slings 


Cut chain costs! Gain the econ- 
omies of longer service and a 
better safety record with TM Alloy 
Slings. Taylor's Alloy Foundry 
Hooks and complete heat-treating 
are strong contributing factors to 
this economy. Factory-assembled. 
Test Certificate furnished. Call 
your distributor, steel warehouse, 
hardware wholesaler or write for 
Bulletin 14A today. 


S. G. TAYLOR CHAIN CO.., Inc. 
Plants: Hammond, Indiana 
3505 Smaliman St., Pittsburgh, Pa. 


Prompt repairs on allc 
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in both plants. 







aylor 


CHAI 


Circle 675 on Page 55 


1873 


SINCE 


ace 





STRUCTURAL 
ADHESIVES 


Flow gun is used to apply 
the structural adhesive 
to surfaces of components 
used in a pump assembly. 
Joining operations which 
use structural adhesives 
require no skilled labor 


Cutaway section of pump 
assembly. Two components 
are diecast aluminum, and 
the square section in the 
center is stainless steel 


« « « Simplify Making of Complex Castings 


@ STRUCTURAL ADHESIVES 
have the potential to eliminate some 
of the headaches caused by problem 
castings. Such castings often have 
complicated interiors and are pro- 
duced as single castings but with 
high rejection rates. By using 
structural adhesives, these compli- 
cated components often can be built 
up from a number of simple cast- 
ings which are easier to cast and 
have negligible scrap rates. 

The aircraft industry pioneered 
the use of structural adhesives to 
overcome certain difficulties con- 
nected with brazing or riveting. 
Honeycomb construction widely 
used in today’s aircraft was made 
possible by the development of 
structural adhesives. 

Pump Part Complex — An ex- 
ample of application of structural 
adhesives is offered by a large pump 
manufacturer which was using an 
aluminum sand casting with a com- 
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plex interior design. Defects were 
causing a rejection rate of up to 25 
per cent, or more than $750 loss 
for every 1000 castings. It was de- 
cided to assemble the component 
from three simple parts, using a 
structural adhesive. 


Two aluminum diecastings and 


a stainless steel insert were used in 
the new assembly with an epoxy- 
based adhesive developed by Min- 
nesota Mining & Mfg. Co., St. Paul. 
The castings were cleaned by sand 
blasting, and the resin adhesive was 
applied to one contact surface of 
the diecast sections by a pressure 
gun. Then the sections were as- 
sembled. 

Since the adhesive had void-fill- 
ing properties, the mating surfaces 
of the castings did not require close- 
tolerance machining. The assem- 
bled part was cured for one hour 
at 350° F in a circulating air oven. 
No expensive indexing or pressure 


jigs were required. Twenty-five 
castings were cured at one time 
while another batch was being as- 
sembled. 

Advantages of Process—Adhesive 
bonding for assembling the compo- 
nent was selected because it has sev- 
eral advantages over other means 
of assembly. The use of adhesive 
eliminates the need for the lugs, 
bolt holes, and flanges required 
with mechanical fastening. Because 
no holes are used, no machining op- 
erations are involved. Also, adhe- 
sives automatically seal component 
sections when they are bonded to- 
gether, eliminating time and cost 
of separate sealing or gasketing op- 
erations. 

High heat, such as used in weld- 
ing or brazing, is not required, so 
this cause of distortion is eliminat- 
ed. And because no corrosive fluxes 
are needed, expensive neutralizing 
operations are eliminated. Special 
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In vv0on foundries today the trend is to... 


TIONAL 


TRADE -MARK 


CARBON AND 
GRAPHITE PRODUCTS 


When your operations require refrac- 
tories to handle molten irons either 
inside or outside the cupola, you'll 
realize economic advantages when you 
use “National” carbon and graphite 
products. Why? Because carbon and 
graphite have no melting point... 
resist slag and thermal shock ... are 
not wet by molten irons... have low 
thermal expansion...increase in 
strength with increase in temperature. 

Whether you use carbon block and 
brick for lining cupolas and runout 
troughs... carbon paste for patching 
... graphite tubes for injection and 
upgrading of iron... graphite plung- 
ers for producing ductile iron... or 
core rods and chill plates—you’ll find 
these products all help reduce mainte- 
nance, speed production and lower 
overall costs. For details write 
National Carbon Company, Division 
of Union Carbide Corporation, 270 
Park Avenue, New York 17, N. Y. In 
Canada: Union Carbide Canada 
Limited, Toronto. 


‘CARBON BLOCKS — Provide long re- CARBON BRICK AND PASTE — Proved GRAPHITE TUBES — Unsurpassed for 
fractory life in the cupola. materials for cupolas and runout with powder and 
sa troughs. ict Bt meereieg. 


eS Le UNION 
“rerecstered tacemrs | NATIONAL CARBON COMPANY Gc: 


of Union Carbide Corporation 
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weldable alloys need not be used 
because less expensive alloys can be 
bonded equally well. 

Even skilled labor is not required 
for bonding operations, another 
cost saving. Bonding methods are 
adaptable to both short runs and 
continuous production. 

Several Types—Structural adhe- 
sives come in several different types. 
They include one-part heat curing 
liquids, two-part room temperature 
curing liquids, and adhesive films 
of uniform thickness and weight 


that cure with heat and pressure. 
Thermosetting film adhesives are 
readily adaptable to assembly since 
they can be die-cut to any shape to 
eliminate waste. 

The heat curing liquid is cured 
in 40 to 60 minutes at temperatures 
up to 350° F or in | to 2 minutes 
at 500° F. Room temperature cur- 
ing liquid is made up just before 
use from a base resin and a sep- 
arate liquid catalyst or curing agent. 
The two materials must be mixed 
together before curing will begin. 


ATTENTION ALL GRAY IRON FOUNDRIES. . . 


Ss. “SKLENAR” 
MELTING FURNACE 


LOOK AT THE RECORD 





Here’s authentic performance 


data on 500 Ib., 1000 Ib., and 
2000 Ib. U. S. “Sklenar’’ Fur- 
naces equipped with straight 
gas, oil, or dual fuel burners 
(no addition of fuel oil neces- 
sary when firing with gas), all 
three furnaces melting gray 
iron to high temperature for 
pouring light and difficult cast- 
ings, with full charges consist- 


ing of one half pig iron, with 


balance in gates, risers and 
ordinary purchased scrap. 


MELTING DATA 


500 LB. 1000 LB. 2000 LB 


Really hot metal... 


of sufficient temperatures to pour light and difficult cast- 
ings of excellent structure and machinability, with prac- 
tically no rejects—that's the money-saving story behind 
the performance record of the revolutionary new U. S. 
“Sklenar” Reverberatory Melting Furnace. Innovations in 
combustion, design and construction, with patented fea- 
tures that contribute to faster melting, built-in economy 
of operation, and lower maintenance costs, are all yours 
in tomorrow's method of melting metals today! 


Available in sizes ranging from 500 to 2000 Ibs.—iron, 
brass and bronze (Yard these capacities for aluminum 
melting). 


Get free bulletin. Send today for valuable and inform- 
ative brochure. 


For over 40 years builders of the well-known and 
favorably regarded U. S. Rotary Melting Furnaces. 


U. S. SMELTING 
FURNACE Co. 
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Structural adhesives are resistant 
to various types of environment 
such as tap water, salt water, hy- 
draulic oil, aromatic fuels, and dry 
heat. Shear strengths range from 
5500 psi at 75° F up to 1050 psi at 
400° F. Almost any type of metal 
can be bonded with structural adhe- 
sives, including aluminum, mag- 
nesium, steel, stainless steel, brass, 
and titanium; also many plastics. 

Three-Step Process — Fabricating 
with structural adhesives is done in 
three steps: Surface preparation; 
adhesive application; and bonding. 
Surface preparation can be _per- 
formed by chemical cleaning, sand 
blasting, vapor degreasing, or solv- 
ent wiping. Chemical cleaning is 
preferred where high performance 
is required and the rate of produc- 
tion warrants installation of proper 
equipment. Sand blasting is simpler 
but the parts must be of sufficient 
thickness to prevent distortion. 
Vapor degreasing or solvent wiping 
is recommended only where maxi- 
mum adhesive strength or outdoor 
weathering is not required. 

The adhesive can be applied by 
several methods depending on the 
type used. The liquid can be ap- 
plied by spray, flow gun, or brush. 
The film is applied by a method 
known as “tacking,” which means 
using heat guns or soldering irons. 

Hot air convection, steam or 
heated oil, and electrical resistance 
are the methods most often used to 
heat the parts to be assembled. 
Pressure can be maintained by me- 
chanical fixtures, pneumatic or hy- 
draulic fixtures, or pressure cham- 
bers. By applying heat and pres- 
sure simultaneously, a good bond 


is insured. 
a Angee” 
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“Stop! Stop! They cancelled the 
order!” 
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Muller 
Mixing 
Increases 
Sand Strength 
Greatly... 


Sand Strength Curve Proves the Difference 


7 1K" 1K" 1K" 2" 2%" 24" This Strength Curve Chart demonstrates how much more 

| | effective muller mixing of sand is over regular scraper 
type mixing. In this test a Clearfield mixer was used to 
mix a charge of 91% burned sand, 3% bond and 6% 
water. At the start of the run the mulling wheels were 
removed completely . . . the batch was charged and the 
mixing operation continued for 1 4 minutes with only the 
disc and agitator operating on the material. There was 
only a slight increase in the strength of the sand. Then the 
mullers were set into the machine and operation on the 
same batch continued for 1144 minutes. During this very 
short period with the mullers operating, the sand strength 
increased very rapidly. You can speed production, with 
assured quality results—and cut costs too—with a Clear- 
field muller-type mixer. Let us prove the superiority of 
Clearfield Muller-type Mixers with a sample run of your 
own batch. Just call us. 


MIXING WITHOUT MULLERS 


PER SQUARE INCH 


Sacae pa 
r= 
5 
& 
3 
3 
: 
S 
a 
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a 
ITH its speed, dependability and special material from forming hard cakes or lumps. 
mixing features, a Clearfield Mixer pre- The agitator is driven automatically by the 
pares your sand properly and exactly as you _ force of the sand being rotated by the pan 
want it ... thus paying for itself many times motion; a “whirlpool” action is created, 
over. In addition to the strength-building — sneeding up the mixing process and promot- 
mullers, Clearfield Mixers have other fea- ing clean emptying of the pan. 
tures that assure quality results every time. Tin Cieeriihh ieebieiabe Mies abl t 
First, all Clearfield Mixers work on the ro- ee ee ee 
tating pan principle so that every particle ented, cuts all the material free from the 
revolving pan rim at each revolution, turns 


in the batch is kept in continuous motion, | . . 
with the ingredients alternately spread and it over and diverts a continuous roll of mate- 


gathered together to maintain highest mix- rial under the mullers. (Moved to the dis- 

ing efficiency. charge position, this disc unloads the com- 
Another feature is the patented star- plete batch in 15 to 20 seconds!) 

shaped agitator which covers the entire flat You get thorough, proper blending and 

surface of the revolving bottom and prevents mixing when you use a Clearfield Mixer. 





for complete details about the Chis A RFIELD 
wide variety of Clearfield Mixers, oe COMA il 
write yor Catalog No. 90 
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Cut Your Costs And Save Your 
Patterns With Arrow Butts And 
Peins .. . featuring 
replaceable rubber tips. 


Over one half million have been used 
with complete satisfaction. Send for cata- 
log on complete line of butts and peins. 
We feature 13 types. Sand rammer butts 
are our business, not our sideline. 











TL ARROCO wir 


4800 W. 139th St., Cleveland 35, Ohio 
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Inquiry 
Card 


For further information on any- 
thing described or advertised 


in this issue 


SEE Page 55 














Of Interest to Foundrymen 


Investment Bonding Agent 
Material is comprised of a mixture 


| of sodium silicate and orthophos- 
| phoric acid and is mixed with fused 


magnesium oxide and monoammo- 


| nium phosphate which are incor- 
| porated dry in the refractory. One 
_ example is given as 7.85 cc sodium 
| silicate, sp. gr. 1.32; 5.15 cc 75 per 
| cent orthophosphoric acid, sp. gr. 


1.58; and 87 cc water. Twenty 
parts by volume of that solution is 
mixed with 100 parts by weight of 
the refractory composed of 93 parts 
by weight graded refractory, 4 parts 
fused magnesium oxide, and 3 parts 
by weight monoammonium phos- 


| phate. Patent No. 2,928,750, grant- 
| ed to C, H. Watts and assigned to 
| Pre-Vest Inc. 


Measures Temperature 

A thermocouple for measurement 
of temperatures above 2000° C 
(3632° F) employs elements of car- 
bon and carbon-boron. The term 
“carbon” covers the conventional 
forms of carbon, including natural 
or synthetic graphite. 

In the accompanying illustration 
the outer cylinder is carbon and the 


inner rod boronated carbon. Water 
cooling jackets at the ends of the 


elements form the cold junction of | 


the thermocouple. Boronated carbon 


| element is formed by impregnating 


a carbon rod with saturated boric 
acid, placing it in a graphite capsule 


| and packing it with coke and boric 
| acid crystals. Then it is heated and 
| baked to a temperature about 100° 


above the highest temperature at 


| A comprehensive text on 


cupola operation for the 
metallurgist, foundryman 
and student of foundry tech- 


WN ins oie ee « 


THE 
CUPOLA 
AND ITS 

OPERATION 


8 





The 35 chapters are 
grouped into the follow- 
ing sections: Operations, 
Equipment, Materials, 
Principles related to 
Operation. 


More than 50 of the | 
country’s outstanding — 
foundrymen have con- 
tributed their knowledge 
and experience to make 
this book available. 


54 TABLES 
300 PAGES 


$9.50 POST PAID 


FOUNDRY 


BOOK DEPARTMENT 
1213 W. 3RD ST. 
CLEVELAND 13, O. 
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which the thermocouple will be 
used. Patent No. 2,946,835 granted | 
to R. D. Westbrook and R. L. Shep- 
ard and assigned to Union Carbide 
Corp. 


Diecasting Machine LA : ’ ONE 


Improved method for injection of 


metal into the die cavity of a die- a: ae TEST HEAD 


casting machine is disclosed in a 


recent patent. Metal or alloy in the é e ts FITS MANY 


form of a bar or rod is fed into a Ey ah 
heating chamber of the same cross Ba. _ a INEXPENSIVE 


section as the bar. The inner end with Chain Adapter ADAPTERS 


King Test Head 
in 1342” base with 
King Brinell Scope 


King Bore Brinel! 
with small test 
head for pipes, 
cylinders, etc. 











of the bar is melted immediately 
prior to injection and is forced into The KING PORTABLE HARDNESS TESTER 
To test any size, shape or thickness of metal. 


the die cavity by advance of the a guaranteed accurate on-the-spot tests — anywhere! 
solid outer portion of the bar. a a ee oe ee 
Outer end of the heating or melt- Loads from 6242 Kg. to full 3000 Kg. Smm or 10mm steel or 
. 5 . King Test carbide bail. ‘ 
ing chamber is provided with a heat Head in Will make tests in places no other tester can reach— includ- 
i 30” base ing cylinder bores. 
exchanger or chill of the same hol- Write for literature and prices to Dept. F-1060 


low interior cross section of the bar 
to preserve the shape, form and KIN “7 oe 440 N. 13th 
rigidity of the bar so that it forms j — ee eer 

a piston for successive injection op- Circle 692 on Page 55 


ae Pre-Alloyed Furnace Charges 


ed to W. M. Goldhamer. 
O1Gs for producing Steel ings BRS a COMMU TRUCE Tie eR UTA eT nT 


have longer life and thinner walls 
when produced in ductile or spher- 


oidal graphite cast iron and with a ’ he 
low volume ratio between the mold Quality Controlled Stainless and Nickel-Cobalt Alloys 


walls and the mold cavity. Com- in Briquettes, Cut Plates, Stampings and other forms 


position of the iron is given as 3.4 
to 3.7 per cent C, 1.8 to 2.4 per @ These Pre-Alloyed Furnace Charges from 


cent Si, 0.25 to 0.5 per cent Mn, Security Alloys, pioneer processors of alloyed 
0.03 to 0.10 per cent P, 0.005 to nickel, will help reduce your melting time 
0.01 per cent S, and 0.05 to 0.08 because of their high density and uniform 
per cent Mg. analysis. Tailor-made to most commercial 
Ratio of volume of mold walls and military specifications, requiring fewer 
to volume of mold cavity is between foundry additives and permitting easier pre- 
0.79 and 0.4. One example indi- diction of casting analysis. 
cates molds with a ratio of 0.53 | Color-coded and packaged to your re- 
gave an average production of 270 | quirements at no extra cost. 
four-ton ingots with a consumption | For more information on how our Pre- 
of 2.22 kg of mold per ton of steel | Alloyed Furnace Charges can save you 
cast. Patent No. 2,937,424 granted | time and money, write to Foundry Division, 
to E. Guenzi and assigned to Security Alloys Company, Incorporated, ' — 
Pe ce: | 3106 West 49th Place, Chicago 32, Illinois *eNALLOY SUDE CHART 
or phone PRospect 6-8500. ae pee pe ape haem over 


° 100 nickel 
Crack Resisting Alloy FOUNDRY DIVISION 


Alumi - i ll 7 
hg stile denpeonel: “etiitenen 20 (ESECURITY ALLOYS CO.« 


stress-corrosion cracking preferably 
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It’s ‘DETROIT’ in the 
Lab and on the Line 


Dependable Brinell testing is 
yours—in the laboratory and 
on the production line. Use 
the simple, rugged HB series 
tester with its hand pumped 
hydraulic system in the lab. 
Use the direct reading, fast- 
acting DH-1 tester on the 
line. No grinding of work 
pieces, and tests are made as 
fast as the pieces can be 


contains 7.4 to 8.4 Mg, 1.2 to 1.7 
Zn, 0.1 to 0.2 Cu, 0.1 to 0.3 Mn, 
0.3 max Fe, 0.2 max Si, 0.001 to 
0.02 B, 0.03 to 0.20 Ti, 0.001 to 
0.01 Be and remainder Al. 

To develop desired properties, 
castings are subjected to a two-step 
solution heat treatment; heating for 
at least 6 hours at 825 to 840° F, 
and then without cooling at 875 to 
940° F for at least 4 hours. Follow- 
ing heat treatment, castings are 
quenched in water at 180 to 212° F. 

Castings so treated have a typical 
tensile strength of 48,000 psi, yield 
strength of 26,000 psi, and elonga- 
tion of 16 per cent. Patent No. 
2,922,731 granted to H. C. Rutemil- 


ler and assigned to Aluminum Co. 


of America. 


handled. Many modifications 
are available. 

Trimming Diecastings 
Trimming to remove flash, sprue 
Q and runners from diecastings is ac- 
complished on the machine which 
produces them. The process involves 
use of a movable casting holder and 
Model DH-1 a punch tool arrangement at one 


Basin today for more DE T ROI T T E STI NG 
momen” MACHINE COMPANY 
9382 Grinnell Avenue, Detroit 13, Michigan 


side of the machine. In operation, 
the casting holder is moved into po- 
sition to receive the casting ejected 
from the die as soon as the latter is 
opened. The holder with its con- 
tained casting is moved to the punch 
tool where the casting is forced 
through the casting holder, which 
constitutes a shearing die. Preferably 
the various movements are arranged 
to proceed automatically. Patent No. 
2,946,102 granted to A. R. Mills. 


MORE USE 
FROM YOUR FLOOR SPACE 
with NOMAD RECESSED CONVEYORS! 


Nomad Recessed Conveyors give greater flexibility to your opera- 
tion. The molding area can be used for floor molding or can be quickly 
changed to a palletized floor depending upon the job. Since the rails 
are embedded in concrete for stability, the whole area can be worked 
freely by a front-end loader. 


INCREASE PRODUCTIVITY AND SAVE ON MANPOWER — 


Molders set molds on wheeled pallets which “roll away” smoothly on 
rails saving hard physical labor and allowing greater mold production. 


he fou for Catalog showing other types 
of conveyors and equipment. 
NOMAD NOMAD EQUIPMENT CORPORATION 


EQUIPMENT 3110 W. Fond du Lac Ave. * Milwaukee 10, Wis. 


Continuous Casting 

Process and apparatus for con- 
tinuous casting of large bell-end, 
cast iron pipe or smilar tubular 
articles include an outer, water- 
cooled mold member, a tapered, wa- 
ter-cooled inner core member, and 
means for moving the formed pipe 
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downward at a uniform rate as the 
metal becomes sufficiently solid to 
permit movement. 

Additionally the apparatus in- 
cludes a circular pouring channel 
containing two downwardly extend- 
ing discharge tubes for distributing 
the molten metal into the annular 
space between outer mold and inner 
core members. Pouring channel is 





























attached to a gear mechanism and 
is rotated during the pouring opera- 
tion. Inner core member is tapered 
to prevent seizure by the pipe 
through contraction resulting from 
the metal solidification. Patent No. 
2,941,266 granted to G. Ostermeyer, 
A. Wittmoser and R. Kaufmann and 
assigned to Eisenwerke Gelsenkirch- 
en Aktiengesellschaft. 


Strong Mold Structure 

Method of making a high-strength 
mold structure for casting metals 
uses a sodium or potassium silicate 
bonded refractory hardened by car- 
bon dioxide. Surfaces of the result- 
ing mold dre treated with a non- 
aqueous solution of at least one ther- 
mosetting resin which is hardened 
by the application of heat. Then 
the mold structure is fired in the 
range 1300 to 1830° F. 

Sodium or potassium silicates have 
a 1:2 ratio and the amount used 
for bonding may be 3 to 10 per cent. 
Refractory may be zircon, sillimanite 
or calcined fire clay grog. Resin may 
be phenolic type dissolved in alcohol, 
or a mixture of styrene monomer, 
unsaturated polyester resin, catalyst, 
and accelerator dissolved in benzene. 
Patent No. 2,930,089 granted to 
H. G. Emblem and Jack Aston and 
assigned to Rolls-Royce Ltd. 
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UR WEAPON 


for WAR against 
the SCRAP PILE! 


Guessing when to pour, or using 
inaccurate temperature measuring 
instruments, results in misruns, cold- 
shuts or leaving molds on the floor 
unpoured. Equip your foundry with 
dependable Marshall Enclosed-Tip 
Thermocouples for strong, dense, 
uniform castings from every melt! 


MARSHALL THERMOCOUPLES 


OFFER THESE ADVANTAGES |! 


DEEP READING. Takes inte- 
rior temperature deep within melt 
... tip can be immersed 3 inches or 
more in depth! 

FAST RESULTS. Tip can be 
stirred to speed reading, giving true 
temperature in about 20 seconds! 
ACCURACY. Pyrometer always 
indicates steady, accurate reading! 
ECONOMY. Hot junction tip, 
armored with enclosing tube of spe- 
cial alloy, withstands scores of 
immersions before replacement is 
necessary ! 


FLEXIBILITY. Well-balanced 
thermocouple is convenient to carry 
and use, simple to operate! 
TROUBLE-FREE. Has rug- 
gedly designed parts for long-life re- 
liability. Thermocouple wire can’t be 
contaminated from melt or shortcir- 
cuited by slag! 

CHOICE OF TYPES. Fur- 
nace Type (below, right) . . . lengths 
up to 10 feet for use with Stationary 
Pyrometer. Ladle Type (below, left) 
‘for use with Portable Pyrometer. 


Write today for FREE catalog! 


L. H. MARSHALL CO. 


270 WEST LANE AVE., COLUMBUS 2, OHIO 
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Two car-bottom heat treat furnaces at Dayton Steel Foundry now do work that three 


manual-loading furnaces did before. 


Furnace is unloaded by moving 
loaded car onto transfer car 


Cast-in-place lining on furnace 
walls needs little maintenance 


208 


Transfer car in the center feeds both furnaces 


2 Heat Treating Furnaces 
Do the Work of 3 


@ INCREASED CAPACITY in its 
heat treating department has been 
achieved by Dayton Steel Foundry 
Co., Dayton, Ohio, by replacing 
three manually loaded furnaces by 
two furnaces which are designed to 
operate with an efficient material 
handling system. 

Dayton Steel Foundry is a major 
producer of parts for commercial 
vehicles, including wheels, brake 
drums, fifth wheels, and landing 
gear for trucks and trailers. Prac- 
tically all of its castings output goes 
into the manufacture of these prod- 
ucts. 

Until recently the foundry used 
three manually loaded furnaces to 
anneal or normalize castings. Al- 
though these three furnaces did an 
effective job, they did not have the 
capacity to handle increased pro- 
duction. 

The Requirements — Company 


engineers decided that instead of 
adding one or more furnaces to 
meet the heavier work load, they 
could get more work out of two new 
furnaces if two conditions were met: 
The furnaces must provide quicker 
material handling; and some sys- 
tem would have to be worked out 
to transport castings quickly and 
easily back and forth from the fur- 
naces to other parts of the foundry. 
The first requirement was met 
by installing two new car bottom 
furnaces, each with its own car and 
both served by a single transfer car. 
These furnaces were installed so 
that they face each other, and the 
transfer car moves on rails between 
the two to feed either furnace. 
The second requirement was met 
by running a track from the two 
annealing furnaces down the cen- 
ter of the building for about 100 
feet. This arrangement permits 
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TOTALLY 


NEW AIR TOOL 


Hogs, Blends, Finishes Metal Faster! 


You’re looking at a new ARO Belt Grinder 
in action. In this all-new production tool, Aro has combined 
the backstand idler principle of abrasive grinding with 
portability and power to remove metal faster. Live action 
of the coated abrasive belt running at high speed over slotted, 
resilient rubber contact wheel sets the abrasive grains “‘on 
edge’’ to give more bite. The metal is actually sheared off! 
Action is smooth and true—no chattering, bumping or 
bouncing. And you can rough grind and finish in one opera- 
tion, because the abrasive belt method doesn’t leave gouges 
or swirls in the work. Free belt stropping of corners and 
radii is easy, too. Beat high grinding costs with new Aro 
Belt Grinders. Job test one. Ask your Aro Distributor. 


»° AIR TOOLS 


AIR HOISTS « AUTOMATION TOOLS 
ULTRASONIC CONTROLS 


THE ARO EQUIPMENT CORPORATION 
Bryan, Ohio 


Aro of California, 3141 S$. Grand Avenue, Los 
a. 7, California; Aro Equipment of Canada 
Ltd., Rexdale (Toronto), Ontario 

Offices in all Principal 
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] Take a rough 6” weld like 
this. Put a powerful Aro Belt 
Grinder on the job, and take 
the grind out of grinding! Full 
2 H.P. air motor running at 
6000 R.P.M. produces 7000 
S.F.P.M. Belt speed—you hog 
and finish in one operation. 
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? Here’s the result just 1% 

minutes later, using a 24- 
grit belt. This is typical of the 
outstanding performance you can 
expect from the new portable 
Aro Belt Grinder—only tool of 
its kind—unbeatable for grind- 


ing performance. 








for any requirement 
in Protecting Tubes 
it’s 


SERVRITE 








the largest 
variety 


In size and length, in iron, nickel, 
and alloys, and in formed or pre- 
cision drilled, Gordon has about 
the largest variety of thermocouple 
protecting tubes. And you get off- 
the-shelf delivery on most any of 
this great variety of “standard” 
tubes. Gordon also makes protect- 
ing tubes to specifications for 
special requirements. 

Give Serv-Rite a trial on your 
next protecting tube requirements. 
You can’t go wrong. Careful manu- 
facture and rigid inspections assure 
satisfaction. Get full information 
today. Ask for Bulletin 11-13. 





@ Bulletin 11-13 gives general applica- 
tion data, specifications, and ordering 
information on Serv-Rite protecting tubes 
and protecting wells —the largest group- 
ing in one listing. 6221 


W 
CLAUD S. GORDON CO. 


Manufact 


turers @ 


yineers @ Distributors 





607 West 30th Street, Chicago 16, Ill. 
2627 Hamilton Ave., Cleveland 14, Ohio 
Circle 684 on Page 55 

210 


transfer of castings to the anneal- 
ing furnace and to the cleaning de- 
partment without the necessity of 
unloading parts from the car. 

Dayton Steel worked with the 
local distributor of Plibrico Co., 
Chicago, in designing the furnaces 
and in laying out the specifications 
to integrate the furnace sizes, capac- 
ities, and cycles with the foundry 
production facilities for maximum 
efficiency. 


The Results — The advantages 
from the new arrangement began 
to pay off immediately. According 
to Fred Fensel, plant engineer, “We 
now get more production from the 
two car bottom furnaces than from 
the three hand-loading furnaces we 
used before. Labor requirements 
are down, too. After installation 
of the furnaces and track we were 
able to divert three men formerly 
engaged in loading and unloading 
furnaces to more productive work 
in the shop. 

“One of the reasons for this, in 
addition to the much improved 
handling, is that castings can be 
removed from the furnace more 
quickly than before. Trucks usual- 
ly remain in the furnace for about 
2 hours and 45 minutes at a tem- 
perature of about 1700° F. When 
the heating period is over, castings 
can be removed by pulling out the 
car whenever convenient. The old- 
er furnaces first had to cool before 
our employees could stand the heat. 

“Because the entire ends of the 
furnaces are opened to room tem- 
perature during unloading, it is im- 
portant that the refractory lining be 
able to withstand the shock of 
sudden temperature drops caused 
by relatively cool air rushing inside. 
In the year and a half that the fur- 
naces have been in operation, the 
lining has held up very well and 
maintenance costs have been low.” 

Furnace walls and arches are 
lined with a Plibrico cast-in-place 
refractory which forms a one-piece 
lining when installed. It is backed 
up by 4 inches of mineral wool, 
high-temperature block insulation, 
and is held securely in place by 
heat-resistant alloy anchors fastened 
to the furnace steel shelves and 
firmly imbedded in the refractory. 
Joints are eliminated, accounting 
for the low maintenance that has 
been required on these furnaces. 

The car bottoms are lined with 
another cast-in-place monolithic re- 


fractory having extremely good 
abrasion-resistant characteristics. 

Physical damage to furnace walls 
and cars as a result of rough usage, 
some of which is inevitable, is re- 
paired easily by removing any se- 
verely damaged wall segments and 
patching with new lining material, 
cast in place. Usually, however, 
the only damage that occurs is a 
slight groove in the lining caused 
by a casting scraping against the 
wall when the loading car is re- 
moved. 

Handling Simplified—The track 
leading from the furnace area to 
other parts of the foundry has cut 
sharply the problems of handling 
castings between the cleaning, 
blasting, and annealing operations. 
Castings first are sent to cleaning 
tables where they are prepared for 
heat treatment. Then they are 
loaded onto a car from one of the 
furnaces. The furnace car next is 
rolled onto a transfer car and both 
are taken to the furnace, where the 
furnace car is rolled off the trans- 
fer car directly into the furnace. 

After treatment, the furnace car 
is removed and returned to the 
transfer car. Both are then moved 
about halfway down the track to 
the blasting machine, where the 
castings are removed and_ blast 
cleaned. The furnace car continues 
on its way to the cleaning tables for 
another load. 

To insure that both furnaces are 
used simultaneously, three furnace 
cars are employed—two in the fur- 
naces while the third is delivering 
and picking up the next batch of 
castings. 

In a plant with a floor area of 
approximately 275,000 sq ft, this 
system has more than paid for it- 
self in increased productive capacity 
and lowered material handling costs. 

Future expansion is simplified by 
having the two furnaces so arranged 
that two more can be installed when 
needed, without major modifications 
to the building or existing machin- 
ery. Then, by extending the track, 
they can be tied into the existing 
rail network. 


Represents Ajax Electric 


Ajax Electric Co., Philadelphia, 
has appointed Egloff & Graper Inc., 
1798 Industrial Way, Los Angeles 
23, Calif., to be its sales engineering 
agents in southern California. 
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Riser metal stays molten 
twice as long with J-M RIS-A-SLEEV 


THE INSULATED RISER SLEEVE 
FOR NON-FERROUS METALS THAT 
ASSURES UNIFORM FEEDBACK TO 
EVERY PART OF THE MOLD 


Now you can get perfect finished 
castings every time with Johns- 
Manville Ris-A-Sleev®, the new riser 
sleeve that cuts heat transfer in 
half. The heat is contained in the 
sleeve, keeping the metal molten 
twice as long as the most effective 
competitive product. This allows 
more time to complete feed-back. 
Ris-A-Sleev’s more effective insu- 
lation serves to reduce the size of the 
risers, thereby giving you closer con- 
trol of solidification. What’s more, 
smaller risers mean a big reduction 
in cut-off waste. The following pho- 
tographs graphically demonstrate 
Ris-A-Sleev’s superiority over a 
leading competitive product. 
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Under identical test conditions, brass 
pourings were made with a Ris- A- Sleev 
and an ordinary riser sleeve. Note how 
riser metal from the mold equipped 
with a Ris-A-Sleev (left) has solidified 
uniformly with very little concavity, 
indicating uniform feedback to mold. 
Then note how the riser from mold 
using competitive sleeve (right) has 
cooled quickly around circumference, 
while center of riser stayed molten, re- 
sulting in pronounced concavity ‘and 
uneven feedback. 






‘ange 


Try Johns-Manville Ris-A-Sleev and 
discover the economic way to improve 
bronze, brass and aluminum castings. 
They are available in a complete range 
of sizes. For full information write 
Johns-Manville, Box 14, New York 16, 
N.Y. Ask for brochure IN-247A. 


JOHNS MANVILLE 


JOHNS-MANVILLE J/¥} 


AN INSULATION FOR EVERY COMMERCIAL AND INDUSTRIAL USE 
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Obituary 
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Edward M. Cabaniss, 75, until 
his retirement in May, board chair- 
man, Joseph Dixon Crucible Co., 
Jersey City, N. J., died Sept. 27. 


B. A. Zikmund, 65, one of the 
founders of Calumet Steel Castings 
Corp., Hammond, Ind., died Sept. 
13. He was president of the com- 
pany when he retired two years 
ago. 


Lester N. Shannon, 66, until his 
retirement last year vice president 
and a director, Stockham Valve & 


Carbon Hill, Ala., Mr. Shannon 
joined the Stockham company in 
1912, after graduation from Bir- 
mingham Southern College. He 


With the company 36 years, he pre- 
viously had served as vice president, 
executive vice president, and presi- 
dent. 


Fittings Inc., Birmingham, died 
Sept. 28. Mr. and Mrs. Shannon 
were killed in an automobile acci- 
dent near Heflin, Ala. A native of 








LESTER N. SHANNON 


A NEW COST MANUAL 


(NO. 2) 


was one of the organizers and first 
chairman of the Birmingham Chap- 
ter of the American Foundrymen’s 
Society. While serving as a direc- 
tor of the AFS, 1936-39, and dur- 
. ing his term as president, 1940-41, 
for the Gray Iron Castings Industry |b helped to develop membership 


| activity from 5 to 22 chapters. In 





Here in 120 carefully planned pages is a complete | 
Cost Account System for both a small foundry with | 
minimum accounting facilities and a large foundry 
capable of detailed cost determinations for accuracy 
and completeness. 


Two cost manuals under one cover—Cost Manual No. 


Price re he 
1, representing twenty years of editing and revising | 

$10.00 b “a ; vg a i 

Postpaid y practical operating experts in the industry, is in- 


cluded as a supplement. 





The more thorough treatment of the subject found 
in the new manual was dictated by the considerations 
of economy in dealing with the higher priced labor | 
and material factors and a relentless desire to probe 


for hidden costs from wasteful and nonprofitable | 
activities. | 1953 he was named president of the 


| International Committee of Found- 
| ry Technical Associations, presiding 
| over the International Foundry 
| Congress in Paris. 





Mrs. LESTER N. SHANNON 


GET YOUR NEW COMPLETE COST SYSTEM FOR FOUNDRIES 


FOUNDRY, Book Dept., 1213 W. 3rd St. | 
‘ | Owen J. Pritchard, since 1957 ex- 


| ecutive vice president, Milwaukee 

Solvay Coke Co., Milwaukee, died 
| Sept. 24. He joined the company 
| in 1917. | 


Cleveland 13, Ohio Date 





Please forward one copy of COST MANUAL 


NO. 2, at $10.00 postpaid. [] Check enclosed. 
Martin W. Pohlman, 63, execu- 








ane | tive vice president, Pohlman Found- 
ADDRESS | ry Co., Buffalo, died Sept. 7. He { 
city STATE | joined the company after gradua- " 





tion from high school, later becom- 


Orders for delivery in Ohio—add 3% sales tax. 
ing foreman, superintendent and 
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M. W. POHLMAN 


vice president. Mr. Pohlman was 
a former chairman of the Western 
New York Chapter of the AFS. 


Barrington Hooper, 75, chairman | 


of Industrial Newspapers Ltd., pub- 
lisher of Foundry Trade Journal, 
London, died Sept. 2 
ident of the London branch of the 


Institute of British Foundrymen | 


from 1939 to 1941, and was active 


in the Foundry Trades Equipment | 


and Supplies Association. 


Francis G._ Frink, 


president, 


Washington Iron Works, Seattle, | 


died Aug. 30. 


Clarence H. Larkin, secretary- 
treasurer, General Foundry & Mfg. 
Co., Flint, Mich., died Sept. 18. 


William J. Gallana, manager of | 
the Alloy Sales Div., E. J. Lavino | 


Co., Philadelphia, died Sept. 10. 


John H. Castor, vice president- 


general manager, Ajax Iron Works, | 


Cory, Pa., died Sept. 1. 


Book Review 


Machinery’s Handbook, 16th edi- | 
tion, 2104 pages, 41/, by 7 in. Pub- | 
lished by the Industrial Press, 93 | 
Worth St., New York 13, N. Y. 


Price $11. 


This latest edition reflects the | 
rapid growth and accumulation of | 
data in the mechanical industries, | 


the large number of new American 


and British standards, changes in | 
engineering and manufactur- | 


ing practice, and the advances in 
new materials and alloys. These 
developments have required the in- 
corporation of over 500 new pages 


and enlargement of the book by 192 | 


pages. 
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IN FOUNDRY ‘LAB’, FOREMAN’S OFFICE 
OR ANY PLANT LOCATION...... 


Dietert-Detroit MOISTMETER & RECORDER 


provide an instantaneous, accurate 
and permanent record of the moisture o— 

molding sand and indicates the 
temperature of sand while it is 

moving on a belt conveyor. 








Moistmeter No. 3901-A 

and Strip Chart Recorder No. 3901-R 

eliminate unnecessary man hours normally 

consumed in carrying sand samples to the 

laboratory for moisture analysis. Further, the sand 

mcisture content, automatically recorded on the 

Strip Chart instrument, provides a continuous visual record. 

It also enables the Supervisor to quickly check back against any 
possible difficulties in casting production, due to moisture deviations. 
Ask for Dietert-Detroit bulletin SL-37 for details of these and other sand 
automation equipment. 


HARRY W. DIETERT COMPANY 
9330 Roselawn, Detroit 4, Michigan 
Send me Bulletin SL-37. 


iIETER - 
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Address 





City 
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APPLIED RESEARCH LABORATORIES 


¢ 
¢ 


Motor [astincs [omeany 


We congratulate the Motor 
Castings Company 


...the first Foundry to Use the _of Milwaukee 


for their pioneering application of 


Quantovac"for the Simultaneous prraineonaiednaiens sie 


control analysis of cast iron. With 
Analysis of All Elements in seanbecnicunainp eases 
spectrometer, they analyze eleven 
: : elements in less than two minutes, 
Cast Iron...including Carbon : 
? with results that are comparable or 
superior to conventional 


Phosphorus, and Sulfur. 


chemical methods. 


*Trade Mark 





SG Sa GEG NSA Se 8 ey 


Ask your nearby ARL representative about the Quantovac for the analysis of iron, steel, stainless, 
and tool steel. Also ask about the substantial savings that can be realized by eliminating the time 
consuming wet chemical methods of analysis...or write for full information. 


fi 
Ip) APPLIED RESEARCH LABORATORIES, INC. 


subsidiary of BAUSCH & LOMB INCORPORATED 
P.O. BOX 1710, GLENDALE 5, CALIFORNIA 


MAIN OFFICES: 3717 PARK PLACE, GLENDALE 8, CALIFORNIA + CHapman 5-5524 


BRANCH OFFICES: NEW YORK - PITTSBURGH + DETROIT - CHICAGO »- HOUSTON - LOS ANGELES 
LAUSANNE, Switzerland - LONDON, England 
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Men of Industry 


WALTER W. EDENS 
. . . Allis-Chalmers research 


Walter W. Edens, supervisor of 
metallurgical research, has been ap- 
pointed assistant director of the Re- 
search Div., Allis-Chalmers Mfg. 
Co., Milwaukee. He joined the 
company in 1952. 


Norman J. Stickney, elected 
chairman of the Northeastern Ohio 
Chapter, AFS, for 1960-61, is east- 
ern manager of sales and service, 
Sand Products Corp., Cleveland, 
covering Ohio and western Penn- 
sylvania. Graduated in 1948 from 
the University of Wisconsin, where 
he was a Foundry Educational 
Foundation scholarship student, he 
joined Sand Products in 1950 after 
two years as instructor of metallur- 
gical engineering at the university. 


A. L. Gostow has been appointed 
general manager of forge and 
foundry plants, Chrysler Corp., De- 
troit, under a regrouping of manu- 
facturing areas recently established 
by the company. Under his juris- 
diction are Chrysler Foundry, De- 
troit Forge, and Winfield Foundry, 
Detroit; American Foundry, In- 
dianapolis; Chrysler Casting, Koko- 
mo, Ind.; and Forge Plant, New 
Castle, Ind. 


John S. Smart Jr., general sales 
manager, American Smelting & Re- 
fining Co., New York, has been 
elected president of the Metallur- 
gical Society of the American In- 
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NORMAN J. STICKNEY 
. . » AFS Chapter chairman 


stitute of Mining, Metallurgical, and 
Petroleum Engineers. He will take 
office next February, succeeding 
Dr. Carleton C. Long, director of 
research, St. Joseph Lead Co., Mon- 
aca, Pa. 


Harold E. Henderson has retired 
as secretary and sand technician, 
H. C. Macaulay Foundry Co., Berk- 
eley, Calif., after 42 years with the 
company. He continues as a direc- 
tor. Mr. Henderson started as a 
molder’s apprentice with Macaulay 
at the age of 14, and also spent 
eight years as a journeyman molder 
in other California shops and in 
Australia. Kenneth Hapgood, who 
joined Macaulay this year as chief 
metallurgist, also has been appoint- 
ed superintendent and sand tech- 
nician. As superintendent he suc- 
ceeds Victor Henderson, who has 
been made sales manager, succeed- 
ing George McDonald. 


Lawrence Litchfield Jr., executive 
vice president, has been named 
president, Aluminum Co. of Amer- 
ica, Pittsburgh. Frank L. Magee, 
who became president in 1957, is 
chairman of the board, succeeding 
I. W. Wilson, now chairman of the 
finance committee. 


Anthony Demos recently joined 
Frank Samuel & Co., Philadelphia, 
Div. of Howe Sound Co., Salt Lake 
City, Utah, as manager of metal- 


HAROLD E. HENDERSON 
. retires, Macaulay Foundry 


CHARLES E. PETERSON 
. . . becomes division mgr. 


lurgical sales. He was midwest sales 
manager, Foote Mineral Co., Phila- 
delphia. 


Charles E. Peterson, since 1957 
manager of manufacturing opera- 
tions, has been named manager of 
the Mackintosh - Hemphill Div., 
Pittsburgh, succeeding J. R. Patter- 
son, formerly division vice president, 
who recently became president of 
E. W. Bliss Co., Canton, Ohio, the 
parent company. 


Richard J. Hewitt has been ap- 
pointed convention and _ exhibits 
manager, American Foundrymen’s 
Society, Des Plaines, Ill. He was 
executive assistant manager and di- 
rector of trade shows and conven- 
tions with Master Photo Dealers 
and Finishers Association. 


R. J. Foresman, until recently vice 
president-sales and marketing, 
American Lincoln Corp., Toledo, 
Ohio, has been named a vice presi- 
dent, Michigan Abrasive Co., De- 
troit. 


Thomas A. Marshall Jr., former- 
ly senior assistant secretary, Ameri- 
can Society of Mechanical Engi- 
neers, has been elected executive 
secretary, American Society for 
Testing Materials, Philadelphia. 
Fred F. Van Atta has been named 
treasurer. Robert J. Painter, for- 
merly executive secretary and 








KENDALL HERRON 


treasurer, will continue as consult- 
ant to the executive secretary, and 
Raymond E. Hess continues as as- 
sociate executive secretary. 


Kendall Herron, formerly Cleve- 
land district sales manager, has 
been named eastern division sales 
manager of Alloys & Chemical 
Corp. Robert L. Humphrey recently 
joined the company as sales repre- 
sentative in the Cleveland home of- 
fice. He was with Kaiser Alumi- 
num & Chemical Sales Inc. as 
Grand Rapids, Mich., branch man- 
ager. 


Frank C. Riecks recently joined 
Lester B. Knight & Associates Inc., 
Chicago, as senior associate, and 
will head a new office opened at 
20111 James Couzens Highway, De- 
troit. Previously Mr. Riecks was 
design engineer, Timken Detroit 
Axle Co., Detroit, technical assist- 
ant to manager of foundries, Ford 
Motor Co., and vice president, Sut- 





FRANK C. RIECKS 
. . joins Lester B. Knight 
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ROBERT L. HUMPHREY 
. . « Alloys & Chemical Corp. changes 





KENNETH H. JONES 
. becomes district sales mgr. 


ter Products Co., both of Dearborn, 
Mich. He is a former national di- 
rector of the AFS and received an 
honorary life membership from the 
society in 1955. 


Alfred J. Murrer has been named 
assistant factory manager, Gleason 
Works Inc., Rochester, N. Y. Haerle 
D. Wesgate has succeeded Mr. Mur- 
rer as superintendent of the found- 
ry and pattern shop. 


Kenneth H. Jones has been made 
New York district sales manager, 
J. O. Ross Engineering, Div. of Mid- 
land-Ross Corp., New York. He 
was in charge of the company’s 
paper mill sales in the South. 


James J. Keeley Jr. has been ap- 
pointed eastern area sales engineer, 
Precision Castings Co., Cleveland. 
He will represent the company in 
New Jersey, Delaware, Maryland, 
with 


and eastern Pennsylvania, 
headquarters in Wayne, Pa. 


L. W. DWORS 





JAMES J. KEELEY JR. 
. . « Precision Castings sales 








RICHARD ALLCHIN 
. . - Rotor Tool Co. appointments 


Richard Allchin, director of mar- 
keting, has been named president, 
Rotor Tool Co., Cleveland, subsid- 
iary of Cooper-Bessemer Corp., Mt. 
Vernon, Ohio. H. P. Bailey, found- 
er and former president, becomes 
board chairman. L. W. Dwors, 
works manager, has been made vice 
president - manufacturing. D. S. 
Linton has retired as vice president 
and general manager of the com- 


pany. 


Stuart F. Cooper has been named 
assistant general sales manager, 
Cooper Alloy Corp., Hillside, N. J. 
He continues as sales manager of 
the Vanton Pump & Equipment 
Div., and will assist in sales direc- 
tion of the Valve & Fitting, Found- 
ry Products, and Marine Hardware 
Mfg. Divisions. 


Fred S. Holway has been named 
assistant vice president, Castner, 
Curran & Bulitt Inc., subsidiary of 
Eastern Gas & Fuel Associates, Bos- 








STUART F. COOPER 
. assistant gen. sales mgr. 
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Hota ligt 


Foundrymen everywhere “doff 
their hats” to Smith L-O because 


SMITH CORE Oll 





















here is a core oil that means smooth 
going! And that is a statement of fact. 
Smooth going with Smith L-O comes 
from the controlled uniformity of the 
grade core oil that is best suited to your 
operation. And that grade you require 
means a lot, too, and its use is based 

on the recommendation of the qualified 
Smith Practical Foundry Serviceman 

in your area. Call him in when you 
want assistance ... it is his business 

to study your requirements and it’s 

a habit of his to come up with 

the right recommendation. 
Yes ... hat’s off to Smith L-O 
—the name that stands for a 


service as well as a product. 


SMITH a 


REPRESENTATIVES 


@ ALGONQUIN CHEMICAL CO., INC, 
Hamburg, Pennsylvania 


@ FOUNDRIES MATERIALS CO. 
Coldwater, Michigan 


@ FOUNDRY SERVICE CO. 
Birmingham, Alabama 


@ F. F. SHORTSLEEVE 
Elmira, New York 


@ ATLAS FOUNDRY SUPPLY CO. 
Santa Ana, California 


* #. ee? Looe & FOUNDRY e 
St. Louis, Missouri % 
* BRUCE-CONREAUX Co. INC. 
Indianapolis 7, Indiana 





ge a 


@ WESTERN peat ~ SUPPLY CO. 
land 14, Oregon 


@ MALCOLM G. STEVENS 
Arlington, Massachusetts 


@ OVERSEAS COMMODITIES, LTD. 
Vancouver, B.C,, Canada 
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WILLIAM H. WILKINS 
- » » Geo. Sall Metals sales 


ton, with headquarters in New 
York. He was sales manager, 
Mystic Iron Works, and sales man- 
ager of foundry and industrial coke 
sales, New England Coke Co., sub- 


sidiaries of Eastern Gas in Boston. 


William H. Wilkins, formerly 
with American Manganese Bronze 
Co., Philadelphia, recently joined 
George Sall Metals Co., there, as 
sales representative. 


Carl Winkler has retired as 
president of Cleveland Standard Pat- 
tern Works Inc., Cleveland, after 
47 years with the company. He 
started as an apprentice pattern- 
maker and became president in 
1958. John F. Roth, who has 
served as secretary-treasurer, and 
recently as vice president, succeeds 
Mr. Winkler. Mr. Roth joined the 


company in 1928. 


Thomas J. Ault has been named 
president of the Automotive Div., 
the Budd Co., Philadelphia. Mr. 
Ault was with Borg-Warner Corp., 
Chicago, until 1958. Since then he 
served as president, Saco-Lowell 
Shops, Boston. 


James F. McCartney has been 
appointed by McConway & Torley 
Corp., Pittsburgh, to co-ordinate 
sales activities of the company’s dis- 
trict offices. He was with Pressed 
Steel Car Co., Chicago, and Duff- 
Norton Co., Pittsburgh. 


D. P. Dorman, recently southern 
California sales representative for 
Cleveland Process Corp., Cleveland, 
has been appointed western sales 
manager, with offices in Holly- 
wood, Calif. 


ROBERT N. ECSEDY 
. « » lubricant sales rep. 


Robert N. Ecsedy recently joined 
New York & New Jersey Lubricant 
Co., New York, as sales representa- 
tive in Connecticut and southeast- 
ern New York. 


Warren M. Loucks has joined 
Thiem Products Inc., Milwaukee, as 
sales engineer in western Pennsyl- 
vania, with headquarters at the 
Greenville, Pa., plant. 


Robert L. Walker, formerly co- 
ordinator of engineering sales op- 
erations, Cleco Div., Reed Roller 
Bit Co., Houston, has been named 
manager of the division. 


Arnold J. Herrmann, since 1955 
executive vice president, American 
Cast Iron Pipe Co., Birmingham, 
retired recently. He joined the ma- 
chine shop in 1914, later entering 
the sales department. After man- 
aging the Kansas City office for 21 
years he became assistant general 
sales manager, and later vice presi- 
dent in charge of sales. 


Harold V. Engh Sr. has been 
elected board chairman, and Harold 
V. Engh Jr., president and a direc- 
tor, Turner Corp., Sycamore, IIl., 
the former Turner Brass Works. 


John K. Bybee has been named 
southeastern agent, Ampco Metal 
Inc., Milwaukee, at the company’s 
new office in Decatur, Ga. A for- 
mer district manager for Ampco, 
Mr. Bybee joined the company in 
1939. 


Richard J. Farnum and Edwin P. 
Montague have been appointed 
sales engineers, Atlas Copco Pacific 
Inc., San Carlos, Calif. 


WARREN M. LOUCKS 
. « « joins Thiem Products 


ROBERT C. CROSSON JR. 
. . « district sales mgr. 


Robert C. Crosson Jr. has been 
appointed Detroit district sales 
manager, North American Refrac- 
tories Co., Cleveland. He was 
Philadelphia area representative. 


James R. Whitlock has been ap- 
pointed manager of the aluminum 
branch sales office in Louisville, 
Ky., Olin Mathieson Chemical 
Corp., New York, succeeding Curt 
D. Hoffman, who has been trans- 
ferred to the aluminum sales office 
in Los Angeles. 


C. J. Langley has been appointed 
assistant district manager in Phil- 
adelphia, Air Reduction Sales Co., 
Div. of Air Reduction Co., New 
York. D. F. Bovie has been named 
assistant manager of engineering 
services in the Pittsburgh district. 


Albert H. Foster, formerly a vice 
president of Lester B. Knight & As- 
sociates Inc., Chicago, has joined 
Ebasco Services Inc., New York, as 
a general management consultant. 


Clayton F. Devine has joined Ot- 
tawa Silica Co., Ottawa, IIl., as ex- 
ecutive vice president. He was with 
the Silica Sand Traffic Association 
of Illinois. 


Edward A. Puchalski has been 
named sales manager, Milwaukee 
Crane Div., Novo Industrial Corp., 
Cudahy, Wis. He joined the com- 
pany in 1952. 


Dar G. Johnson Jr., assistant gen- 
eral sales manager, Electric Steel 
Foundry Co., Portland, Oreg., has 
been transferred to Los Angeles as 
manager of sales, mill products, for 
Esco-Southwestern. Robert Zwald 
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CHARLES E. HANEY 


A. HERBENER 


The pictures of Mr. Haney and Mr. Herbener were inadvertent- 
ly transposed in the October issue. Mr. Haney was named a 
vice president of Electric Steel Foundry Co., Portland, Oreg. 
Mr. Herbener was appointed Pittsburgh district sales manager 
of Union Carbide Metals Co., Div. of Union Carbide Corp. 


becomes assistant to the general 
sales manager. Jack McNally suc- 
ceeds Mr. Zwald as advertising 
manager. Paul Fillinger takes over 
Mr. McNally’s duties as manager 
of product promotion. 


Donald A. Anderson has been 
named New York district sales man- 
ager of the Jack Division and Cof- 
fing Hoist Division, Duff-Norton 
Co., Pittsburgh. He was district 
sales manager for company opera- 
tions in upstate New York and New 
England. 


Gerald H. Dettman has been 
appointed Chicago district sales en- 
gineer, Bohn Aluminum & Brass 
Corp., Detroit. 


R. S. Wahl has been appointed 
Cincinnati district manager, Sipi 
Metals Corp., Chicago. 


R. S. WAHL 
. « » Cincinnati district mgr. 


November 1960 


Leroy Fink has been made man- 
ager of the analytical department, 
Electric Steel Foundry Co., Port- 
land, Oreg., in addition to his 
duties as supervising metallurgist- 
operations. Laurence J. Venne, as- 
sistant to the vice president-metal- 
lurgy, will also manage the ra- 
diographic department. 


Fred J. Killmeyer Jr. recently 
joined Union Chill Mat Co., Sax- 
onburg, Pa., as general manager. 
He was with Englander Co., Chi- 
cago. 


W. A. Crowder recently joined 
Lehigh Fan & Blower Div., Fuller 
Co., Catasauqua, Pa., as representa- 
tive in central and western Wash- 
ington, and Alaska. 


Robert M. Palmer, formerly man- 
ager of the Eastern district sales of- 
fice, Hevi-Duty Electric Co., Mil- 
waukee, has been named field sales 
manager of the company. 


Donald J. Wallace has been ap- 
pointed Chicago district sales man- 
ager, Coffing Hoist Div., Duff Nor- 
ton Co., Pittsburgh. He was New 
York district sales manager. 


T. J. Pohl has joined M. H. 
Detrick Co., Chicago, as sales man- 
ager for its insulation division there. 


Norris B. Green has joined Re- 
public Rubber Div., Lee Rubber & 
Tire Corp., Youngstown, Ohio, as 
Southwest district manager, with 
headquarters in Houston. 


WADSWORTH 
SQUARE TWISTED 


are your ; 
investment 


Wapswortn 
EQUIPMENT COMPANY 


Box 6122 Ellet Station, Akron 12, 0. ST-4-4411 


GET OUR PRICE TODAY 
IMMEDIATE DELIVERY | 
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Get it fast from 


BERKSHIRE 


CHEMICALS 
Inc. 


630 Third Ave., New York 17, N.Y. 
Sales Offices: New York * Chicago * Camden 
Cleveland * Boston * Pittsburgh * San Francisco 
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_ ‘The Shakeout 
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Tiny Demountable Grinding Wheel Cuts Costs 


MINIATURE GRINDING WHEELS now are being 
made in demountable types by Bay State Abrasive 
Products Co., Westboro, Mass., to cut costs of manu- 
facturing tiny ball bearings for high speed cameras, 
tape recorders, missile guidance systems, and other 
small instruments. Formerly, the small grinding wheels 


were bonded to shafts and the whole assembly was 
replaced when they wore out. With the new, de- 
mountable wheels, the shaft is left in the machine and 
only the wornout wheel replaced. Costs are cut 75 
per cent because the wheel without the shaft is less 
expensive. In addition, replacing only the wheel 
is much quicker than replacing a wheel-shaft assembly. 
The demountable wheel is changed by removing the 
nut on the end of the shaft. Miniature wheels have 
been developed to be used at speeds up to 40,000 rpm. 


For More Details Circle No. 517—Page 55 


High-Speed Grinder Pays for Itself 


ADOPTION of an 

air-powered grind- 

er designed to ro- 

tate at 18,000 rpm 

saved enough at 

Mid - Continent 

Steel Castings 

Corp,. Shreveport, 

La., that it paid for 

itself in eight 

months. The new 

grinder replaces a 

12,000-rpm_ model 

which was proving 

itself adequate for 

use with a 3-in. 

cone wheel. But when 2-in. wheels were adopted for 
better accessibility, it was found necessary to use higher 
speed grinders to maintain production rates. 

More exacting production standards led Mid-Con- 
tinent Steel to use the smaller wheels to finish low 
alloy steel castings for gears, brake and cable drums, 
steering knuckles, axle clamps, and other uses. The 


220 


grinders are manufactured by Ingersoll- -Rand Co. and 
weigh 73, lb each. The 50 per cent increase in speed 
has resulted in a like increase in production with the 
2-in. grinding wheel. 
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Arc-heater May Melt Refractory Metals 


AN ARC-HEAT- 

ER developed by 
Westinghouse Elec- 

tric Corp., Pitts- 

burgh, Pa., to be 

used as a_high- 
temperature air 

supply for study 

of missile re-entry 

problems may have 

a use aS a means 

to melt metals with 

high melting points. 

The heater can 

raise the tempera- 

ture of a gas passing through it to as high as 20,000° F 
with very little contamination. 

Two doughnut-shaped rings placed horizontally one 
above the other provide the electric arc. These rings 
are water-cooled, and a rotating magnetic field forces 
the arc to move around their circumference so that 
they remain sufficiently cool to prevent gas con- 


tamination. 
For More Details Circle No. 519—Page 55 


Washing Machine 7 8 Now Are Diecast 


DIECAST wash- 
ing machine agi- 
tators are being 
produced by Meta- 
Mold Aluminum 
Co., subsidiary of 


Dayton Malleable 

Iron Co., Cedar- 

burg, Wis. A 

three-piece steel 

die weighing 1200 

lb was developed to 

make the diecasting. 

Die steel made by 

Allegheny Ludlum 

Steel Corp., Pittsburgh, is used in the die, which is 17 
in. long and 18 in. in diameter. During the casting 
cycle, the segmented die moves into a chuck or die 
retainer also made by Allegheny Ludlum. 

Agitators were produced previously by another proc- 
ess, but diecast agitators are said to be better looking 
and to need only one-third of the operations required 
before. Only simple turning and belt sanding are used 


to finish the diecasting. 
For More Details Circle No. 520—Page 55 
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-NON-FLUID OIL INCREASES 
AIR TOOL EFFICIENCY 


For mooth, Precise, 
Sure Power 
HIGH-PRESSURE 


HYDRAULIC 
CYLINDERS 


2000 PSI 
(3000 PSI non-shock) 





Ordinary oil 
separates 


from water 


7. Interchangeable 
° 100% J.1.C. 


: Standards 
12 Bore Sizes: Compact 1%” thru 12” 


Quick-Change Front “Clinch-Tite” 
Removal Cartridge End Seal 


NON-FLUID OIL 


Self-contained unit 
externally removable, 
-no need to loosen tie 
-rods or dismantle the 


Maintains leakproof 
seal at all pressures, 
ends “O” ring extru- 
sion at pilot fit. 





cylinder. 


Interchan 


Cushion 


and Adjustment 
For maximum flexi- 
bility; space-saving 


Heli-Coil® 

le Piston Lock 
Easy rod service 
with no loss of thread 


strength; meets rigid 
aircraft standards. 


design; easy to 


MORE POWER from line 
air with S-P BOOSTERS 


For intensified hydraulic 
pressure that you can control for 
punching, riveting, clamping, 
pressing, shearing, crimping— 
add an S-P Air-Oil Booster to 
your air line—no maintenance, 
no pumps, no valves; saves 
space, uses line air to hold in- 
tensified pressure as long as de- 
sired. Write for Catalog 116. 


[ Find us fost | 
in the | 
| ‘Yellow Pages’ | 


o 


30201 Aurora Rd. © Cleveland 39,.Ohio 


)MPAN 


Non-Rotating and Rotating AIR and HYDRAULIC < 


POWER CHUCKS * 


COLLET and ORILL PRE 
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emulsifies 


with water 


There is good reason why leading air tool manu- 
facturers specify “NR” Grades of NON-FLUID OIL 
for initial run-in after assembly and recommend its 
continued use. They know that NON-FLUID OIL 
provides trouble-free lubrication while automatically 
protecting pneumatic tools against rusting, sticking and 
excessive wear. 


Unlike ordinary oils and greases, “NR” Grades of 
NON-FLUID OIL absorb ever-present moisture in 
compressed air into the lubricant. Thus, despite air 
moisture content you are assured of perfect lubrication 
and complete protection against rusting, gumming or 
sticking. 

When you lubricate air tools with “NR” Grades of 
NON-FLUID OIL, tool speeds automatically increase 
from 10% to 30%. You make the test. Write for free 
testing sample and Bulletin No. 550. 


NEW YORK & NEW JERSEY LUBRICANT COMPANY 


292 Madison Ave., New York 17, N. Y. 
WORKS: NEWARK, N. J. 
WAREHOUSES 

Birmingham, Ala. Charlotte, N. C. Springfield, Mass. Providen-e, R, | 
Atlanta, Ga. Greenville, S. C. Greensboro, N.C. St. Louis, Mo. 
Columbus, Ga. Chicago, Ill. Detroit, Mich. 
Also represented in principal industrial centers, including Pittsburgh, Pa., 
Cleveland and Cincinnati, Ohio. 
NON-FLUID OIL is not the name of a general class of lubricants, but is 
a specific product of our manufa-ture. So called grease imitations of 
NON-FLUID OIL often prove dangerous and costly to use. 
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. » ARE HERE TODAY! 


Here skilled hands carefully pilot 
your patterns through every oper- 
ation performed on them...using 
the latest methods and _ finest 
equipment. 


Unvarying high quality is main- 
tained in both metal and wood 
patterns through careful layout 
and frequent inspections... and 
it is on such quality that City 
Pattern Foundry & Machine Co.. 
Inc. has built its reputation. 


CITY PATTERN FOUNDRY & MACHINE Co., INC. 
1161 HARPER ° DETROIT 11, MICHIGAN ° TR 4-2000 
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Progressive Foundries iw 
Specify | a Sr 
SINTOKOGIO 7 ~ 
Equipment 


rm 





DEST 


ELBE LEB I 


Moulding Machines 

Sand Preparing Machines 

Shot Blasting Machines 
Mechanized Foundry Equipment 


aii ae, 


Showaku Nagoya Japan 
Cable Address 'SINTOKOGIO" NAGOYA 


Circle 697 on Page 55 FOUNDRY 





SAVE 


POROUS CASTINGS! 


wit MOGUL 
HIGH VACUUM 
IMPREGNATING 


“lam old lasses into everyday 
PROFITS! Permanently seal leakers and 
weepers in ferrous and non-ferrous pres- 
sure castings! 


Complete packaged MOGULLIZING unit 


with extremely high vacuum (29” or more) 


@ hooks up to your utilities for immediate operation 
... Saves costly installation 


@ removes ALL air and moisture from casting to be 
sealed 
... assures positive penetration of impregnant 


@ impregnates into most minute porosity by power- 
ful vacuum action 


@ intensifies further penetration of impregnating 
material by use of air pressure 





DIAMOND FOUNDRY 
SODA ASH 
BRIQUETTES 


for fast, efficient, desulphurizing action 


No inactive ingredients to add to cosi. Pillow shaped for 
easy handling and fast, efficient desulphurization of molten 
metal in cupola or ladle. Diamond Foundry Soda Ash 
Briquettes permit greater use of scrap metal in melting, 
release entrapped gases and increase fluidity. Tough, 
moisture-proof 100-lb. bags keep them dry, effective and 
safer to use. 
For prompt shipment and technical assistance, 


call your nearest Diamond sales office. 
Diamond Alkali Company, Cleveland 14, Ohio 


@ vse MOGUL CAST SEAL COLLOIDAL for the eco- 


: . 4701 Paddock 
nomical salvage of porous castings 


12 South 12th St. 4246 Forest Park Blvd. 
Cincinnati, Ohio Philadelphia 7, Pa. St. Louis 8, Mo. 


REdwood 1-3200 WaAlnut 5-8017 JEfferson 5-2232 


20 N. Wacker Dr. Oliver Building Box 2088 DeSoto Station 
Chicago 6, Ill. Pittsburgh 22, Pa. Memphis, Tenn. 
STate 2-9550 GRant 7-7500 BRoadway 2-1736 


421 Hanna Bldg. 1006 Main St. 99 Park Avenue 
Cleveland 15, Ohio Houston 2, Texas New York 16, N. Y. 
| SUperior 1-8683 FAirfax 3-7329 OXford 7-0440 


@ can also be used with polyester, vinylite, lacquer, 
wax, varnish, oil, styrene, phenolic resins 


Get the full details on the 
LOW-COST MONEY-MAKER METHOD 
OF SALVAGING REJECTS! 
Write for illustrated BROCHURE now! 
or PHONE SAcramento 2-3710 


METALLIZING Company 


OF AMERICA, INC. 
3520 W. Carroll Ave., Chicago 24, Illinois 





Other Diamond Chemicals for the foundry: MOROC, 
silicate CO2 binder, Caustic Soda, Chlorine, Solvents 


Diamond 
4 Chemicals 
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: Save Money with RUDOW 
STRAINER CORES 


give long, hard service 
... increase heat efficiency 


1300-Ib. capacity — 
in just 36 sq. ft. of floor space! 





| Custom Made ¢ Will Duplicate Your Sample or 
Drawing ¢ Unlimited Design Range ¢ High Heat 
| Resistance « Extra Hard « Saves Time—Trouble 


RUDOW quality Strainer Cores cut rejects, cut 
costs, keep castings free of oxides, slag and im- 
purities—simplify gaiting control and metal flow, 
for greater production. We offer you Free Sam- 
ples of RUDOW Strainer Cores—made like your 
sample, or from your drawing. Write today— or 
phone MAin 6-1163. 


REVERB-O-MELTER, reverboratory aluminum RUDOW MANUFACTURING CO. 
melting furnace, available in either stationary or 2602 Venice Rd. « P.0. Box 2121 * SANDUSKY, OHIO 
tilting types, gas-fired. Separate charging and 
ladling buckets allow simultaneous operations, 
built-in access door for fluxing and puddling. Used 


for die casting, permanent mold casting, conveyor- * 
ized production of small sand castings. 

“THAT GOOD" 
Tangential firing — : 
no crucible hot spots! FOUNDR yY COKE 


Rugged crucible /{f | 3 
and pot type, sta- (ji "= | _ DEBARDELEBEN COAL CORPORATION 
tionary melting fur- 3/5 5 | 2201 First Ave., North © Birmingham 3, Alc. 


nace, for melting a Phone: ALpine 1-9135 
at temperatures up to 2200° F. in graphite cruci- A: Foe ee 
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bles. Gas or oil fired; adaptable to manual or auto- Circle 702 on Page 55 
motive temperature control as well as flame safety 
equipment. For melting non-ferrous metals: cop- 
per, brass, bronze, gold, silver, etc. 


DFC produces a complete line of industrial furnaces | FOUNDRY CONSULTANTS 


designed for simplicity, durability and efficiency. 

APPRAISALS . . . WAGE PLANT REMODELING . . 
INCENTIVE PLANS... PLANT DESIGN . . CON- 
COST SYSTEMS... TINUOUS SYSTEMS... 
EXECUTIVE CONTROL. . SEMI-CONTINUOUS SYS- 





Denver Fire Clay Company 


3033 BLAKE STREET DENVER 17, COLORADO 
Please send further information on the following furnaces: 


Forge Furnaces Melting Furnaces Special Furnaces METHODS PRODUCTION TEMS . . . PRESENT OP- 
C) Laboratory and Assay Furnaces C) Heat Treating CONTROL SYSTEMS J ERATION MODERNIZED 


Testing Furnaces Furnaces 


brO-16 7 EDWIN S. CARMAN, INC. 
1645 LEE ROAD CLEVELAND 18, OHIO 


Name...... 





Address: 
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Cuts cast iron, wood 


... let us help 
you save on 
every hoisting 


and aluminum patterns 








“OLIVER” 
No. 104 

PATTERN 
MILLER 


ELECTRIC HOISTS 


Push Button Budgit Electric Hoist. 
For regular hoisting service. Port- 
able. Hang up, plug in, and use. 
Two fully enclosed automatic 
brakes give fast, accurate. spot- 
ting. Y/2-ton model lifts at 34 FPM. 
Hook suspension. ¥% to 2 tons. 


Load Lifter Wire Rope Electric 
Hoists. 42 to 15 tons. Safe 24- 
volts at the push-button. Single 
and 2-speed control. Two auto- 
matic brakes. Lug or hook suspen- 
sion; also with push, hand-geared 
or motor-driven trolley. Hi-hook 
model, too. 








Adapts easily to cutting wide variety of 
materials in pattern production. Fine de- 
sign provides ease of operation. Built to 
assure maximum rigidity and high accu- 
racy. Complete details and specifications 
upon request. 


AIR HOISTS 

Budgit Air Hoist. Link and roller 
chain types. Pendant cord control. 
Speeds infinitely variable to 75 
FPM. Rigid mount push trolley 
available. Safety hooks standard. 
1%, Y2 and 1 ton. Also Load Lifter 
Air Hoists with wire rope load line 
to 15 tons. 


OLIVER MACHINERY COMPANY 
ee ae ee 
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CHAIN BLOCKS 


Budgit Chain Blocks. 1% to 10 tons. 
Light, tough aluminum frame. 25 
Ib. pull on hand chain lifts 500 
Ibs. Fast action load brake makes 
lowering easy. Hook suspension or 
Army type trolley. 

Tugit Lever-Operated Hoist. Light, 
compact, portable. Easy to operate 
even in close quarters — lifts or 
pulls at any angle. A fine mainte- 
nance tool. 34 to 3 tons. 


& Fy 


BUILD-IT-YOURSELF CRANE ASSEMBLIES 


Graco Pumps 

Mix and Meter = 
Core Oils in 

One Operation! 











PT te EP oY 


s 


Graco’s Fast-Fio Pumps can 
increase the efficiency of 
liquid handling operations. 
As photo shows, core oils 
and additives are being 
selected by foundry worker. 
They’ll be transferred in 
regulated amounts, then 
mixed with sand in metered 
quantities. Pump uses air 
only when delivering fluids. 
Can empty full size drum 
in less than three minutes. 


FREE IDEA BOOK 


Send for more information 
about this amazing Graco 
Fast-Flo pump that’s espe- 
cially suited for modern 
fluids handling. The eco- 
nomical Fast-F lo can trans- 
fer, agitate and dispense. 
Use it as a supply pump, 
for mixing or spraying. It 
handles fluids as thin as 
alcohol, as thick as glue. 
Here’s the pump that can 
save you money. 


Budgit Crane Assemblies. Low-cost “‘build it 
yourself’ kits to construct single girder cranes 
up to 6 tons and 30 ft. span without special 
tools. You buy I-beam locally to save more. 
Packaged electric bridge drive adds efficiency. 
Kits also for 180° swinging bracket jib cranes 
up to 41% tons, 10 ft. reach. 


END YOUR LIFTING PROBLEMS 


Phone your Shaw-Box Distributor for help in 
selection or write us direct for literature. 
60L-10 
MAXWELL 


Products of 


Load Lifter Jib 
Cranes. Revolve 
360° on ball bear- 
ings. No binding. 
Types that bolt to 
the floor serve 550 
sq. ft. Others set in 
concrete serve up to 
1500 sq. ft. % to 5 
tons. 


OVERHEAD HANDLING EQUIPMENT 


SHOWS GRACO PUMPS Graco [Ml : 


FOR EVERY NEED. 1125 Graco Square RADE MARK 


SEND FOR IT TODAY! Mi polis 13, Mi t } Shaw-Box Crane & Hoist Division * Muskegon, Michigan 
{See Phone Book Yellow Pages, Spraying, for Graco Suppliers) In Canada: Manning, Maxwell & Moore of Canada, Ltd., Galt, Ontario 


MANNING, MAXWELL & MOORE, INC. 
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NEW TRENDS 





CALL FOR 











MOCO Ovens Keep Pace 
With Forward-Looking Foundries 


Increased output at lower cost per unit is the result when you 
specify industrial ovens custom-engineered for your appli- 
cation. That’s why Michigan Oven Company heat treating 
equipment is best for aluminum alloy processing. MOCO- 
engineered ovens are backed by years of technical research 
to insure maximum heat processing efficiency. 

Michigan Oven Company is well-known for its engineer- 
ing and craftsmanship in building ovens to fit the specific 
needs of manufacturers in the foundry industry. 

Naturally, you won’t want to miss any sound ideas on a 
better way to process your product. MOCO engineering has 
many of them. Wouldn’t it be wise to investigate? 


WRITE TODAY FOR FREE INFORMATION 


This MOCO technical literature points 
the way to many cost saving ideas. Send 
for it today without obligation. 
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P. O. BOX 947 


HEAVY DUTY 
MODEL K 


SPECIALLY SUITED TO PRODUCE 
FERROUS AND NON-FERROUS 
LONG TUBULAR CASTINGS 


Castings up to 32 inches in diameter and 20 feet in length. These 
machines are ideal for jobbing foundry work as well as production. 


Cast tubes of all alloys of non-ferrous metal as well as cast 


iron, alloy irons, steel, alloy steels and stainless steels. 
Highly efficient type of water-cooling for permanent molds. 


Trunnion machines built in many size 


ranges for specific requirements. 
Illustrated Folder No. 160 Available on Request. 
CENTRIFUGAL CASTING MACHINE CO. 


TULSA 1, OKLAHOMA 
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of 


QUALITY PATTERNS, SHELL 
MOLDS, PERMANENT MOLDS 
AND DIE CASTING DIES. 


CENTRAL PATTERN CO. 


QUINCY, ILL. TELEPHONE: BA 2-0947 


SINCE 1919 
A RELIABLE SOURCE 


28 Ec ae 
CS. Fa S| 


AOth YEAR 
AT THE 
SAME 
STAND 
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LEARN ABOUT THE 


Poorly conditioned sand 
cuts casting quality, in- 
creases rejects, loses cus- 
tomers. A Ringlift quickly 
provides sand conditioned 
much better than ever 
before. Picks sand _ off 
floor, cools, screens, aer- 
ates it. Magnetically sepa- 
rates metal. Moistens sand. 
Places it on floor in neat 
windrows. Send for the 
facts! 


STATES ENGINEERING 


CORPORATION 
245 £E. Murray St. 
Fort Wayne, Indiana 











SAND PREPARATION © 


IS ANTIQUATED SAND CONDITIONING ROBBING 


RINGLIFT CONDITIONER! 


MECHANIZATION @ PLANT LAYOUT 
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WILSON PORTABLE 
PNEUMATIC TOOLS 


DIE GRINDERS 


A“ 


Lightweight+> Powerful-Compact 


All Wilson portable pneumatic production tools are de- 
signed for easy handling. These lightweight, compact 
tools are production time savers on a wide range of work. 
Catalog PT-58 gives all the facts. Write for your copy. 


Tws9o6 


THOMAS C. WILSON, INC. 


21-11 44th Avenue, Long Island City 1, New York 
= | em 2 ie oto) a le) | Oe - | a Re fe) 7 


HORIZONTAL GRINDERS 





VERTICAL GRINDERS 
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speed up foundry production with 


CHASE TURNTABLES 


If you need to move or turn heavy materials 45°, 90°, 180° or 
as much as 360° during your foundry process, consider Chase welded 
steel turntables for the job. Ideal where hairpin turns must be made, 
as well as for automatic pouring of permanent mold castings. 


Manual or power-driven—roller, caster or ball type available. 
Diameter and capacity to suit. Any style top—plain, rail, grooved, 
checkered. Rotating speed of power-driven turntables is flexible. 


Write for catalog or send specifica- 
tions for prompt estimate. 


FOUNDRY & MANUFACTURING CO. 


2900 Parsons Ave. 





Columbus 7, Ohio 
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YOU IMPROVE 
YOUR CASTINGS 


when you cast aluminum and magnesium 
with B&A* Alkali Fluoborates 


(and Potassium Titanium Fluoride) 


WHEN YOU CAST ALUMINUM 
You can remove oxides and improve molten 
fluidity with B&A Potassium Fluoborate. It acts 
as a purifying flux and degassing agent . . . forms 
a dry dross. 


You can produce a better grain structure in the 
casting by subsequent treatment with B&A 
Potassium Titanium Fluoride, or a mixture of 
Potassium Titanium Fluoride with Potassium 
Fluoborate (for lower melting temperatures) . 
This improved grain results in increased tensile 
strength, greater elongation, better machinability, 
and other advantages. 
WHEN YOU CAST MAGNESIUM 

You can reduce rejects with B&A Alkali Fluobor- 
ates used as oxidation inhibitors with both green 
sand and core sand. You will also find cores easier 
to make and easier to shake out—and they col- 
lapse faster. 


For further information, test samples, 


or technical assistance, write today on 
your company letterhead. 


Ilted 
hemical 


GENERAL CHEMICAL DIVISION 


40 Rector Street, New York 6, N.Y. 


BAKER & ADAMSON® Fine Chemicals 
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TYPE “CR”. Complete 
price $425.00. 24” dia. 
round sieve. Sifts, 


fluffs, mixes, aerates 
sand. Height 4’6”, 
weight 250 Ibs. 1/3 
H.P. enclosed motor. 


ACCURATE 
SCREEN- 


ABILITY 


Combs Gyratory 
Riddles 


“Greatest Name in Motion" 


TYPE “Cs”. 
Complete 
price $435.00 
24” square 
sieve. A con- 
tinuous op- 
eration sieve. 
Requires no 
dumping, as 


arefuse is 


ejected off to 
one side 
Height 410", 
weight 29 5 
Ibs, % H.P. 
enclosed mo- 
tor. 








TYPE “HL”. 
Price $315.00 
complete, less 
sieves. Lab- 
oratory model 
especially de- 
signed for lab- 





oratory sand 
control, fitted 
with 1/6 H.P. 
enclosed mo- 
tor. 





PROMPT 

DELIVERY 
from your 

Foundry 


Supply House 











PENN BUCKETS 
GA \ 


\\ 


| y oe (LL da Y, 


Bottom Dump Bucket 


Exclusive design makes this bottom dump 
bucket easy to operate .. . easy to open. 
Efficient for foundry use in handling all 
types of sand, moulding or core, dry or 
prepared. Can be used with coke, scrap iron 
and castings also. Sizes 7 to 200 cu. ft. 


Write Today for Catalog « Prices Quoted on Application 


PENN IRON WORKS inc. 


READING, PENNA. 
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TYPE “Vv”. Price, 20” Sieve, 
$330.00. Does the work of 10 
men. Screens sand, Fine, Me- 
dium, and Coarse. 20” dia. 
sieve with special clamp for 
5-second changes. Height 
4'6”, weight 100 Ibs., fully- 
enclosed 1/6 H.P. motor. 
Also available in Giant V-5 
with 36” sieve for triple ca- 
pacity . . . Price $600.00. 


MAIL | GREAT 
THE 


COUPON | name 


WESTERN MFG. CO. 


Leavenworth, Kansas Phone MU-22291 
(1) Send Additional 
FREE Information 








NOW! ADDRESS 








CITY 

















The Cupola 
and Its Operation 


A comprehensive text on cupola 
operation for the metallurgist, found- 
ryman and student of —— tech- 
nology . ° 


The 35 chapters are grouped into the following 
sections: Operations, Equipment, Materials, 
Principles related to Operation. 


Latest developments, such as hot blast, basic 
lining for nodular iron, and emission control 
are covered. Chapters such as those on refrac- 
tories, principles of combustion, and metallurgy 
have been greatly augmented or are presented 
for the first time. More than 50 of the country’s 
outstanding foundrymen have contributed their 
knowledge and experience to make this book 
available on cupola operation, 


54 tables Price: 
300 pages $11.00 
8x 11 Postpaid 


FOUNDRY 


Book Department 
1213 W. 3rd St., Cleveland 13, Ohio 
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UIRINGEGOUL 


LIQUID . DRY 
BINDER BINDER 


For 
CORE WORK, SAND FACINGS, SPRAYS 


Write for pamphlets giving detailed information. Both ma- 
terials carried in stock by America’s foremost foundry jobbers 


ROBESON PROCESS COMPANY 


(Established 1905) 


GENERAL OFFICES: P. O. BOX 960, ERIE, PA. © PLANT: JOHNSONBURG, PA. 
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Slotted 44 box vere 
for every purpose. 

recy - ttieht) 
ideal for inserting core = 
vents. Special cleaning = 
tool saves time. 


INSERTING 
DRILL 


TUNYUTUUOAAYAASOOUUAAULUNL 


ULVUAAONNOUAUOLVONVEAYEOOOUALUUOCAUUNEOASOULdAAdocinedsecvedvnietii 


C. M. SMILLIE & | 
COMPANY 


1124 WOODWARD HGTS. 
FERNDALE 20, MICH. 


CONCAVE RECESSED CLEANING TOOL 


CMUISUANNOUNUE NALLY Mi HNL 
Circle 718 on Page 55 


s-aewne ScORPORATY OM + NEENAH. =©§ WISCONMS ES 
Key) 


@ @ B Full details will be sent promptly on complete systems + Sand Controls - 
Moisture Controls * Mixer Timers » Bond Feeders « Bin Controls + Mixer Selectors * Pneumatic Transporters 


Originators of Fully Automated Sand Systems for Foundries 


Circle 719 on Page 55 





For further information on any- 


Use all Inquiry Card tng decd or cit 


SEE Page 55 
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CLASSIFIED ADVERTISING 
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|e HELP WANTED 


e POSITIONS WANTED 





FOUNDRY SUPERINTENDENT 


Needed immediately: 


An experienced, aggressive, 


inventive operating 


manager for nonferrous foundry (bronze and aluminum) located in 
Western Pennsylvania. Responsibilities include direction of 130 + Per- 


sonnel, 
makers, cleaning department, 
facturing, etc. 


BOX 614, 


PENTON BLDG, 


sand, permanent and centrifugal molding departments, 
sand laboratory, 
Strong metallurgical and mechanical background neces- 
sary. Salary open. Reply immediately by resume in confidence. 


core- 
powder metal manu- 


FOUNDRY 


CLEVELAND 13, OHIO 





MAINTENANCE GENERAL FOREMAN 
To head plant maintenance department in a 
leading Eastern steel foundry. Should have at 
least five years’ experience in foundry or steel 
mill 
maintenance management techniques. 
cal or electrical engineering graduate preferred 
but will consider others of proper qualifications. 


Position is one of real challenge, offers optimum | 


opportunity and pays well. Send detail resume 
to: Box 601, FOUNDRY, Penton Bidg., 
land 13, Ohio. 





FOUNDRY ENGINEER 
$9,000 to $11,000 

Young Engineer, interested 
with rapidly expanding, 
where competence is rewarded with advance- 
ment. Client assumes all expenses. Contact 
Bill Newell in confidence. 

MONARCH PERSONNEL 
28 EAST JACKSON BLVD. CHICAGO 4, ILL. 


progressive foundry 





FOUNDRY EQUIPMENT ENGINEER 
Large midwest foundry machinery manufac- 
turer has opportunity for agrressive design engi- 
neer with B.S.M.E. degree or equivalent. Actual 
foundry experience essential and applicant must 
be capable of sound original design with com- 
plete follow through. State experience, qualifica- 
tions, education, age, salary requirements and 
references. 


BOX 602, FOUNDRY 
PENTON BLDG. CLEVELAND 13, OHIO 





NONFERROUS FOUNDRY FOREMAN 
Medium-size aluminum foundry near Cleveland, 
specializing in medium and large jobbing work. 


Must know all phases of foundry operations and | 
In reply give age, experience | 
Box 597, FOUNDRY, | 


aluminum alloys. 
and references. Address: 
Penton Bidg., Cleveland 13, Ohio. 





PLANT ENGINEER 


Thoroughly experienced in foundry design and 
layout. A major requirement is knowledge of 
modern material handling equipment and ma- 
terial flows, Degree is required and professional 
registration is an advantage. This is a real 


opportunity with an outstanding firm offering | 
excellent salary and fringe benefits. Send com- | 
work history | 


plete information on education, 
and personal data. All replies will be held in 
the strictest confidence. 

BOX 607, FOUNDRY 


PENTON BLDG 





SUPERINTENDENT WANTED 
Long established gray iron foundry in the Mid- 


west has excellent opportunity for ambitious | 
take | 
charge of plant. Must be under 45 and able to | 


graduate-engineer or metallurgist’ to 
handle scrap reduction and labor. Address: Box 
594, FOUNDRY, Penton Bidg., Cleveland 13, 
Ohio. 





PLANT MANAGER’S ASSISTANT 
For cast iron plumbing fixture plant, 


to back up manager. Address: Box 611, 
FOUNDRY, Penton Bidg., Cleveland 13, Ohio. 
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field and be well versed in modern day | 
Mechani- | 


| 
in assured future 





| WESTERN GRAY IRON, NODULAR FOUND- 


CLEVELAND 13, OHIO | BACKGROUND AS MOLDER, COREMAKER, 


needs | 
rounded out fixture manufacturing experience, | 


INDUSTRIAL ENGINEER 


Exceptional opportunity for graduate industrial 
engineer with a minimum of 3 years’ experience 
capable of developing, machining and super- | 
vising a job cost system for the control of labor | 
and process costs. Midwest steel foundry. Ex- , 
cellent working conditions. Salary commensurate 
with experience and background. Please furnish 


Cleve- | % complete resume of experience and education. 


All replies will be treated confidential. 
BOX 625, FOUNDRY 


PENTON BLDG. CLEVELAND 13, OHIO 


TECHNICAL SERVICE 


Metallurgical Engineer recent graduate or some | 
experience in foundry or open hearth. Primarily | 
to service ferro alloy users. Minor travel with | 
headquarters in New York City. Salary open. 


BOX 590, FOUNDRY 


PENTON BLDG. CLEVELAND 13, OHIO | 





HELP WANTED 


Experienced Gray Iron Foundry Foreman for 
jobbing shop, with thorough knowledge of all 
phases of foundry work. Please send complete 
resume. Address: Box 606, FOUNDRY, Penton | 
Bldg., Cleveland 13, Ohio. | 





FOUNDRY SUPERINTENDENT 
$12,000 TO $14,000 
A once in a lifetime opportunity to associate 
with modern foundry. Will consider top assistant. 
Client assumes all expenses. Contact Bill Newell 
in confidence. 


MONARCH PERSONNEL 
28 EAST JACKSON BLVD. 
CHICAGO 4, ILLINOIS 


© POSITIONS WANTED 


SALES MANAGER 


PRESENTLY SALES MANAGER OF HIGH AL- 
LOY STEEL FOUNDRY. PREVIOUSLY AS- 
SISTANT SALES MANAGER LARGE MID- 








RY. SOUND TECHNICAL AND PRACTICAL 


SUPERINTENDENT, CHIEF METALLURGIST 
AND ADVERTISING MANAGER. ADDRESS: 
BOX 627, FOUNDRY, PENTON BLDG., CLEVE- 
LAND 13, OHIO. 








POSITION WANTED 


B.S.M.E. 25 years’ diversified foundry experi- 
ence specializing in precision casting processes; 
shell molds, cores, investment, etc. Considerable | 
selling, customer contact. Presently designing, | 
building, selling shell core machines on west | 
coast. Wants to join Foundry, Foundry Sales 
or Foundry Equipment Organization. 
T. G. Baker, 824 Danville Hgy., 
California. 


Danville, 


| Practical 





FOUNDRYMAN—FERROUS 
Broad experience both in U. 8S. and European 
foundries. Experience covers consulting, man- 
agement, operating and technical in gray cast 
iron, malleable cast iron, and cast steel. Avail- 
able for short term employment, consulting or 
trouble shooting. Available to April 1, 1961. 
Reasonable salary or fee. Address: Box 620, 





MANAGER-ADMINISTRATOR 
Experienced in administrative, costs and sales. 
and technical training in Foundry 
operations. Address: Box 629, FOUNDRY, 
Penton Bidg., Cleveland 13, Ohio. 





GRAY IRON METALLURGIST 


Experienced in acid and basic cupola melting, 
metal and casting quality control, age 49, avail- 


| able will relocate, mid-west. Address: Box 630, 
| FOUNDRY, Penton Bldg., Cleveland 13, Ohio. 





SUPERINTENDENT 


Thirty-four years’ experience, ferrous and non- 
ferrous practical and technical, twenty years’ 
supervisor. Prefer small shop. Now employed. 
Age 55. Address: Box 608, FOUNDRY, Penton 
Bldg., Cleveland 13, Ohio. 


POSITION WANTED 

Foreman with four years’ steel foundry super- 
visory experience and two years industrial en- 
gineering experience desires position with a pro- 
gressive foundry organization. Potential to move 
to superintendent. Address: Box 626, FOUNDRY, 
Penton Bldg., Cleveland 13, Ohio. 





LICENSED STRUCTURAL ENGINEER 


M.S., ten years’ experience in design, detailing 
and construction of Steel Mill and Power Plants 
—foundations and multistory buildings, seeks 
design, drawing or field assignments. Address: 
Box B ae FOUNDRY, Penton Bldg., Cleveland 
13, oO. 





FOUNDRY SUPERVISOR 


Young foundryman, with floor, machine molding 
and core room supervisory experience. Steel or 
iron, mechanized or otherwise. Green or dry 
sand molding. Versed in gating, risering, CO,, 
cold set core making and production procedures. 
Will relocate. Address: Box 612, FOUNDRY, 
Penton Bldg., Cleveland 13, Ohio. 





SALES & SERVICE 
MAN WITH BROAD EXPERIENCE IN STEEL 


| CASTING SALES AND SALES MANAGE- 


MENT. FAMILIAR WITH MACHINE SHOP 
PRACTICE INCLUDING COMMERCIAL GEAR- 
ING. LOCATED IN PITTSBURGH, PA. AREA 
FOR PAST 13 YEARS. AVAILABLE ON SHORT 
NOTICE. ADDRESS: BOX 599, FOUNDRY, 
PENTON BLDG., CLEVELAND 13, OHIO. 


FOUNDRY ENGINEER 


With wide experience in gating, risering, pat- 
ternmaking and estimating and sand control 
desires position in Canada in patternshop or 
foundry staff. Address: Box 622, FOUNDRY, 
Penton Bidg., Cleveland 13, Ohio. 





MELTING SUPERVISOR 
Steel foundry, electric are and open hearth fur- 
nace, acid and basic practices. Carbon, Alloy, 
Stainless steels. Capable of taking full charge. 
This includes budget and incentive systems. 
Address: Box 619, FOUNDRY, Penton Bidg., 
Cleveland 13, Ohio. 





Contact | 


MANAGER 
NOT A SUPERINTENDENT. Full experienced 
labor, sales, finance, general management. Heavy 
casting and machining background. $20,000 min- 
imum. Address: Box 624, FOUNDRY, Cleveland 
13, Ohio. 





FOUNDRYMAN AVAILABLE 


Competent and Progressive. Will relocate. Ad- 
dress: Box 617, FOUNDRY, Penton Bldg., 
Cleveland 13, Ohio. 


FOUNDRY 








@ POSITIONS WANTED | 


PURCHASING AND EMPLOYMENT 
Experience: 3 and 13 years respectively in sound 
jobbing gray iron foundry averaging 150 people; 
full responsibility to purchase all supplies and 
raw materials; full responsibility interview-hire 
fcundry employees; good improvements shown 
in both departments, made purchasing a profit 
job. Prefer East but other locales considered. 
Age 36. Now employed but not in foundry—want 
to smell some smoke again. Address: Box 631, 
FOUNDRY, Penton Bldg., Cleveland 13, Ohio. 


FOUNDRYMAN 

With patternshop background and varied experi- 
ence in engineering, gating, risering, scrap con- 
trol and trouble shooting, seeks position where 
a talent for making the difficult easy and the 
impossible practical will be appreciated. Address: 
Box 623, FOUNDRY, Penton Bldg., Cleveland 
13, Ohio. 


FOREMAN OR GENERAL FOREMAN 
Thorough knowledge of all phases of ferrous 
jobbing and production foundry operations. This 
includes budget controls and incentive systems. 
Experienced as supervisor in all departments. 
Address: Box 621, FOUNDRY, Penton Bidg., 
Cleveland 13, Ohio. 


MANAGER OR SUPERINTENDENT 
Twenty-five years of practical and _ technical 
foundry experience in ferrous and nonferrous 
metals. Light and heavy jobbing and production 
foundries. Manager and superintendent for the 
past eighteen years. Cost minded. Good trouble 
shooter, employed. Address: Box 609, FOUND- 
RY, Penton Bldg., Cleveland 13, Ohio. 


SUPERVISOR—METALLURGIST 
Young graduate metallurgist, experienced in 
gray iron and steel casting foundry practice, 
development, and supervision wishes to relocate 
to West Coast. Address: Box 593, FOUNDRY, 
Penton Bldg., Cleveland 13, Ohio. 


ESTABLISHED REPRESENTATIVE 
WANTS—Pattern shop, Detroit area, capable of 
wood and metal jobs, 5 figures. I have good 
following. WANTS—Malleable foundry, and be 
exclusive agency in Detroit and southeastern 
Michigan. Technically trained. Ten years’ sales 
experience pattern and castings. Address: Box 
603, FOUNDRY, Penton Bldg., Cleveland 13, 
Ohio. 


METALLURGIST 
Twelve years’ experience, malleable and 
iron including supervision, melting, sand, qual- 
ity control, gating, laboratery, heat treating. 
Competent to assume complete technical con- 
trol of a progressive foundry. Minimum salary 


considered $10,00@ year. Address: 30x 598, 
FOUNDRY, Penton Blidg., Cleveland 13, Ohio. 


gray 


FOUNDRY METALLURGIST 
University graduate. Ten years’ experience in all 
phases of gray and ductile iron, acid, basic or 
neutral melting with unlined water cooled cu- 
polas. Cost and quality minded. Now employed. 
Seek challenging position with progressive organ- 
ization offering security and opportunity for the 
future. Address: Box 632, FOUNDRY, Penton 
Bidg., Cleveland 13, Ohio. 


_ WANTED 


SALES REPRESENTATIVE 
For western New York area to sell foundry 
core oils, facing and supplies. Established terri- 
tory. Adequate compensation to experienced 
man. Address: Box 591, FOUNDRY, Penton 
Bldg., Cleveland 13, Ohio. 


REPRESENTATIVE WANTED 
In your territory. From your desk you can earn 
a substantial addition to your income. Only writ- 
ten contacts with your clients! Write for partic- 
ulars and further details to Verlag Karl Kuhne 
Publishing Co., Vienna 66, P.O.B. 128, Austria. 


WANTED 
SALES REPRESENTATIVES 
Small Production Castings % lb. to 40 Ibs. in 
Gray Iron—Brass—Bronze and Aluminum. For | 
Pennsylvania, Maryland, Delaware, New York, 
New Jersey and Connecticut. Address: Box 618, 
FOUNDRY, Penton Blidg., Cleveland 13, Ohio. 
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e EMPLOYMENT SERVICE 


FOUNDRY PERSONNEL SPECIALISTS 


National Placement 


and Procurement of 


GENERAL AND PLANT MANAGERS, PLANT SUPERINTENDENTS, 
FOREMEN—ALL DEPARTMENTS, METALLURGISTS, ENGINEERS, 


CONTROLLERS, ACCOUNTANTS, 
PERSONNEL 
Confidential 


SALESMEN, SALES MANAGERS, 


DIRECTORS, PURCHASING .AGENTS 
Inquiries Invited 


From Employers and Qualified Applicants 
For Fast Competent Assistance Contact 


DRAKE PERSONNEL, INC. 


JOHN COPE, DIRECTOR, 29 E. 


e CAPACITY WANTED 





shell 
size 


For making stainless steel 
Rectangular tubing—average 


FINANCIAL 6-8700 


MADISON ST., CHICAGO 2, ILL. 


SHELL CAPACITY WANTED 


25-20 alloy. 
with small 


in 35-15 or 
3/16” wall 


castings 
ee 


vo 


flange each end. Please quote or write 


BOX 600, 


PENTON BLDG. 


ACCOUNTS WANTED 


SALES ORGANIZATION 
With excellent reputation and potential cus- 
tomers desires to represent malleable, steel and 
gray iron foundries in Eastern Area from New 
York offices. Now handling forgings, aluminum 
sand and permanent mold castings and allied 
lines. Give complete details. 

BOX 610, FOUNDRY 


PENTON BLDG. CLEVELAND 13, OHIO 


e FOUNDRIES WANTED 





FOUNDRY WANTED 
Established Manufacturer desires to 
in or around Akron, Ohio. 
This association can be arranged 
merger, outright purchase, or other 
ments suitable to both parties. 

BOX 615, FOUNDRY 


BLDG. CLEVELAND 13, 


through 
arrange- 


PENTON OHIO 


e WANTED-TO-BUY 


WANTED TO BUY 


1—HANDY SANDY—Model HS 


1—REDDY SANDY with Vibrating Deck 


BOX 628, FOUNDRY 


PENTON BLDG. CLEVELAND 13, OHIO 


@ FOUNDRIES 
FOR SALE 


FOUNDRY FOR SALE 
Fully equipped now operating gray iron foundry 
in Western New York State for sale. Due to 
iliness and age present owners want to retire 
and settle an estate. Any reasonable offer 
considered. 


BOX 613, FOUNDRY 


PENTON BLDG. CLEVELAND 13, OHIO 


e FOUNDRY 
EE 


FOUNDRY CONSULTANT—NONFERROUS 
Sand casting—permanent mold casting—centrifu- 
gal castings—in aluminum, brasses, bronzes, 
30% leaded bronze—aircraft quality bearings 
and castings. Address: ED JENKINS, West 
Palm Beach, Florida. PHONE: TEMPLE 2-S8685 


associate | 
with small or medium sized Aluminum Foundry | 


FOUNDRY 


CLEVELAND 13, OHIO 


e FOR SALE 


FOR SALE 





El. Iftg. Magnets: Ohio EC&M: Stearns: 29, 36, 
50, 55 & 65”: Guaranteed. Alg. Shears, baling 
presses: all sizes. 

H. GREENBERG PH. 194 
ILL. 


BOX 163 MURPHYSBORO, 





REPAIR AND REBUILDING SERVICE ON 
ALL PNEUMATIC TOOLS 


We try to carry a complete line of ‘Hard 
Chrome Rebuilt Tools’’ at about half the cost 
of new tools. Before you discard your old tools, 
why not send them to us for our estimate on 
the cost of renewing them with our Hard 
Chrome Process? 

CENTRAL PNEUMATIC SERVICE, INC. 
512 LINDEN AVENUE 

DAYTON 3, OHIO 
PHONE: CL 2-2701 


FOR SALE 


1—Simpson #0 Muller—Style M (never used) 
1—Simpson 18” Muller 

1—Lancaster Mixer, Model EGB-4 
1—Lancaster Mixer, Model EAG-3 
3—Link-Belt Roto Louver Rotary Dryers, Models 

207-10, 319-16 and 604-20. 
R. GELB & SONS, INC. 
U. 8S. HIGHWAY RAHWAY VALLEY R.R. 


UNION, NEW JERSEY 


99 


an, 


FOR SALE 
One Like-new Electric Are Furnace Charging 
Bucket Including Bale 
Type: Cable Operated—Clamshell 
Capacity: 1486 Cu. Ft. = 55 tons 
Max Dia Closed: 17’-9” 
Max Dia Opened: 18’-8” 
Max Dia Bottom Opening 12’-6” 
Distance from Eye of Bale to Bottom of Bucket 
Opened and Closed: 14’-0” 


Weight: 48,000 Ibs. 
BOX 592 FOUNDRY 


PENTON BLDG. CLEVELAND 13, OHIO 
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e FOR SALE 


FOR SALE 
#70 B & P speedmullor with skiphoist. 


B & P stationary sandslinger with apron feeder. 


B & P tractor type sandslinger. 
Model 404 Clearfield sand mixer. 


40” x 62” Herman jolt rollover draw molding | 


machine. 
(2)—24” x 30” plain jolt molding machines. 
16” x 42” Roots blower with motor and V-belt 
drive. 
10 ton geared ladle. 


(2) gas fired rack type core ovens 60” x 15’-0”. | 


Gas fired Despatch drawer type core oven. 
LOVE BROTHERS—PYOTT 


AURORA, ILLINOIS 


SAND BLAST EQUIPMENT 
SELL—BUV—TRADE 
GUARANTEED MACHINES 
TERMS: 3 YEARS TO PAY 
Specialized Wheelabrators and Pangborns con- 

verted to your requirements. 

6’ Pangborn Swing Table . 

Pangborn GF2 Air bbl. 

Pangborn 1GF Air bbl. .. cvane 
Pangborn 53 EN-2 Hand cabinet | onl 
Pangborn Auto Peening cabinet 

48 x 48 Wheelxbrator Tumblast 

42 x 48 Wheelabrator Tumblast ..... 

27 x 36 Wheelabrator Tumblast like new 

36 x 42 Wheelabrator Tumblast 

20 x 27 Wheelabrator Tumblast 

15 x 20 Wheelabrator Tumblast 

27 x 36 Wheelabrator Rubber Belt .... 

4’ Wheelabrator Table Blast rey 

6’ Wheelabrator Table Room oo% 

4’ Wheelabrator Table Room ........ 

6’ American Tablast .............. 

Rumetin O° SO WOO own cece cccecee 
Pressure Tanks, all types ............ 

Vapor Blast cabinets .... 

All types and sizes of Hand Cabinets, ‘Dust Col- | 
lectors, Pressure Tanks, Rooms, Horizontal or | 
Vertical Tumbling Barrels and additional Sand | 
Blast Equipment too numerous to mention. 
$100,000 worth of Wheelabrator and Pangborn 
Spare Parts Priced 25% to 50% Less List. 


DIAMOND SALES, INC. 
5654 W. JEFFERSON 
DETROIT 9, MICHIGAN 
VI. 3-6750 


FOR 
IMMEDIATE SALE 
INDUCTOTHERM CORP. 50 K. W. 
INDUCTION MELTING FURNACE 
PURCHASED NEW AUGUST 1957 
50 K.W. 3000 cycle equipped with a 50 
Ib, tilting furnace. Bonue vertical motor 


generator set. 75 HP. Motor 220/440 
Volts—3 Phase. G. E. Motor Starter. 


Condition Like New! 


Capacity—55 Ibs. steel 
Now in operation and 
strate in our foundry 
ience. 


Replacement cost of this unit is $17,509 
offered at $11,000 for acceptance by 
December 1. 


L. E. JONES COMPANY, 
1200—34th AVENUE 
MENOMINEE, MICHIGAN 
PHONE: UNION 3-2181 


in 35 minutes. 
we will demon- 
at your conven- 


INC. 


FOR SALE 


One 3000 Ib. Stroman Electromelt Furnace 





; e FOR SALE 


FOR SALE 


(1) Lima model 34 crane, with 35’ 
boom, complete with bucket, magnet 
and generator—in excellent condi- 
tion, New 1957. 

Prime Mover power wheelbarrows 
with dump bodies. 

Toledo Scale, #65 printweigh 60” 
x 60” platform used in cupola 
charging. 

Lt. #62 Towmotor, 
pacity. 

Thor concrete breaker. 
16 x 48 rotary positive Roots Con- 
nersville blower with Foxboro sta- 
bilog air weight control—new 1953. 





7500 Ib. ca- 


Link-Belt conveyor 52’ long. 
Mayfran steel belt conveyor 40’ 
long, 36” wide, new 1955. 
Homelite 3” gasoline powered pump, 
complete with hoses. 


(1 


(2) IBM time clocks and racks. 
(4) Machler core ovens. 


DOSTAL FOUNDRY AND MACHINE 
co. 


2500 WILLIAMS DR., BOX 580 
PONTIAC, MICH. 


PHONE—FE 4-2507 


FOR SALE 


Whiting— #4 Cupola—complete w/Skip charger, 
blower, all motors and controls—good buy as 
a stand-by. 

HOUGH PAYLOADERS—*% Yd Rebuilt. 

MOULDERS FRIEND (2) one 60” and one 
—both w/extra brushes—rebuilt. 

MULBARO—B & P #3%—rebuilt. 

TUMBLAST—American 48 x 72 w/loader and 
dust collector—can be seen under power. Also 
have 36 x 42 under power. 


W. 0. McMAHON 


50” 


P.O. BOX 5799 HOMEWOOD STATION 


BIRMINGHAM 9, ALABAMA 
PHONES: TREMONT 1-2088 and 9-6170 


USED LIFT TRUCKS 


Because of volume sales of new Hyster lift 
trucks, Karry Kranes and Straddle Carriers, 
our dealers have a fine selection. 
HYSTER AND 
OTHER MAKES 
All types of finance 
and lease plans 
Excellent delivery 
Write — Wire — Phone 
Used truck office — Dept. Q 
HYSTER COMPANY 
1140 SOUTH BELLWOOD, 


PHONE ESTERBROOK 9-3515 


25th AVE. 


used, complete without lining, oil burners, extra | 


shell and 2-4000 gallon tanks. Price $3000.00 
F.O.B. truck or cer. 
One Dings 45” Hy Duty Magnet. 


One Cutler H>mmer 18” Magnet. 
SECURITY ALLOYS CO., INC. 
3104-56 W. 49TH PLACE 
CHICAGO 32, ILLINOIS 


FOR SALE 


One Model 3 Unit Drive Simpson Muller, 
Bucket Loader 
Belt, Bucket E'evator, National System Aerator, 
14 ft. long Prepared Sand Conveyor, 50 ton 
Sand Storage Bin. All in good condition. Ad- 
dress: Box 595, FOUNDRY, Penton Bldg., Cleve- 
land 13, Ohio. 


2 


with | 
Double Discharge Hoppers, Mill | 


FOR SALE 


#1 American Wheelabrator, Serial No. 101199 
Multi Tsble; and Dust Collector Serial No. 
101200. Excellent condition. Imperial Molded 


Products Corp., 2857 West Harrison, Chicago 12, | 


Tilinois. 


FOR SALE 


27” x 36” American Wheelabrator, Serial Num- 
ber A63376. Address: Weldon F. Stump, 4835 
Crestridge, Toledo 13, Ohio. 


| SPO Model 9546, Jolt, 


| Fisher 300# Alum. 


| International 


| Ladles all sizes, 


ILL. 


$7,000.00 worth of pattern shop supplies, 
| machines (drillpress, disc sanders, lathes, saws, 


| shaper). 





A NEW COMPANY 


AN OLD NAME 


EARL GREENE 


Now Associated With 
C. Greene Equipment Corp. 
Handling Only Good Used 
Foundry Equipment 


Now Liquidating 
The Cutler-Hammer Foundry 
of Milwaukee, Wisc. 


Consisting of 


Rollover, Squeeze and 
Draw Machine 
Melting Furnace, gas fired, 


motorized noze 


| Molders Friend 60” 


International Jolt Rollovers Model Type G, 30x8 
and 24x10 

Type JSK7 Jolt, Stack 
Flask Type Unit 

International Jolt Pin Lift Machines Type JDP, 
many sizes 

International 
Model SB13 

International Plain Jolt Machines 

Champion Core Blower CB10 

Industrial Bridge Cranes Motorized 1 ton ca- 
pacity 26’ span 

Ingersoll-Rand Cupola Blower, Cent. 
20 oz. with 40 HP. 


Squeeze, 


Core Blowers Model SB11 and 


5200 CFM, 


geared 
Bondactor Model 1000L 


| Tessmer Sprue Cutter 


Charging Cranes, Monorail Type 
Dust Collectors 


Plus many other misc. items 


| In our regular stock 


48 x 72” Tumblast Complete, Late 


| Simpson No. 1 UD Muller 
| Tabor Cut Off Saw 
| Pangborn Rotary Table Cleaning Machines 4 ft. 


and 6 ft. with dust collectors 
Johnston & Jennings Jolt Strip-—-Model 
Table 30x38 
SPO Rollover Pattern Draw Model 
Table 36x68 


8128 


RD6815, 


| Davenport Jolt Rollover Model 34A, Table 36x60 


Osborn Model 276J Jolt Squeezers 
Steel Flasks, all sizes 

Whiting Coal Pulverizers Model 30 
Redford Core Blowers Bench Type 
Demler Core Blowers, all sizes 


| Many more items available 
| Send us your inquiries. We are always interested 


in buying your surplus equipment 
Remember 
EARL GREENE 
OF 
C, GREENE EQUIPMENT CORP. 
346 RIDGE AVE. 
CLARENDON HILLS, ILLINOIS 
(SUBURB OF CHICAGO) 
FACULTY 3-4300 


FOR SALE 
tools, 
List on request. Sacrifice in bulk sale. 


Address: Thomas Schnorberger, CHerry 1-0320 
Monroe, Mich. 


FOR SALE 


| One Model TSM3-Gr. 16 Shell Process, Inc. gas 


fired single station shell molding machine in 
good condition. Address: Box 604, FOUNDRY, 
Penton Bldg., Cleveland 13, Ohio. 


FOUNDRY 











e FOR SALE @FORSALE = —_—sije FOR SALE 








FOR SALE FOR SALE FOR SALE 
| ENE One Electromelt Arc Furnace, size Q Type 
——s aera | C 16—1% tons, left hand, serial number 224, 
One Beardsley & Piper riddle type stationary | TRANSFORMERS Allis Chalmers’ Transformer 1200 KVA, 2800 
= | pieces new Furnace Brick, 1 lot pieces 
a 6” x 60” threaded electrodes, misc. spare parts 
WORLD'S LARGEST INVENTORY | including electrode holders, door, worm gear, 
| roof ring, ete. Priced right for quick sale. 
BOX 605, FOUNDRY [rr SS ae SECURITY ALLOYS CO., INC. 
| Phone station Collect CL 4-9058 3104-56 W. 49TH PLACE 
PENTON BLDG. CLEVELAND 13, OHIO | P. O. Box 51 — Rochester 1, New York CHICAGO 32, ILLINOIS 


i ae aE 











CLASSIFIED ADVERTISING RATES a INCH RATES PER INSERTION 


E tive Jan. 1, 1960 Single Column One Three Six Nine Twelve 
(Effective Jan ) 2a" Wide 


Times 
POSITION WANTED—Minimum advertisement set solid. > 
30 words or less 








$ 24.75 $ 24.00 $ 23.25 





Additional words ich. 2 inches 400 5 : 48.00 46.50 45.00 





ALL OTHERS—Help Wanted, Employment Service, Wonted-To-Buy, \ on an «6s 
Representatives Wanted, For Sale etc. minimum advertisement 90.00 87.00 84.00 


set solid, gen art 
20 eile oe tow h, see 123. 75 $116.25 $108.75 105.00 101.25 
Additional words ‘ 0 135. 00 126.00 121.50 117.00 


NOTE: If replies are to be sent to a box number in care of ; see 162. 75 $152.25 141.75 136.50 131.25 
FOUNDRY, add 8 words to your advertisement for box number a 168.00 156.00 150.00 144.00 
and address. : 


Any advertisement set in all capital letters, add 50% to the a -_ 19575 192.28 $68.75 162.00 155.25 
above rates. 10 inches (1 col.).. ).. 210.00 1 195.00 180.00 172.50 165.00 


Classified forms close the 13th of month preceding issue. 15 inches (1/2 pase) 3 303.75 281.25 25 258.75 247.50 236.25 
20 inches (2/3 pese) e) 390.00 360.00 0 330.00 0 315.00 300.00 


FOUNDRY 30 inches (1 page) 562.50 517.50 472.50 450.00 427.50 


Remittance should accompany advertisement when submitted 


PENTON BUILDING CLEVELAND 13, OHIO —Cash Discount 2%, 10 days. 


FOUNDRY GRAY IRON FOUNDRY OF 


PACIFIC CAST IRON PIPE & FITTINGS CO. 


LIQUIDATION 9400 Rayo St., South Gate, Calif. 


Foundry and Pipe Tapping Equipment with a replacement value 
of over $1,000,000. Many Machines used less than 2 years. 





























3—COMPLETE SAND SYSTEMS BUCKET ELEVATORS 

20 STA. MOLDERS HOPPER LINE STEEL FLIGHT CONVEYORS 

TACCONE DIAPHRAGM, MOLDING MACH. PIPE WHEELABRATOR 

HERMANN 1 & 3 STATION CENTRIFUGAL CUPOLA DUST SUPPRESSORS 
PIPE MACHINES POTTSTOWN TAPPING MACHINES 

(7) MULLERS SIMPSON 2 & 3’s, B & P #40 LABORATORY EQUIPMENT 

MOLD CONVEYORS TYPE N ROTOCLONES 

2—NEW SPO 2160R’s CUPOLA BLOWERS 

10—SPO 113J 458 CHAIN CONVEYORS 

BELT CONVEYORS SAND STORAGE BINS 


Write, Wire or Phone for descriptive list: 
ADDRESS YOUR INQUIRIES TO: 


Liquidation Office: ACME EQUIPMENT CO., INC. 
9400 RAYO AVE. P.O. Box 391 SOUTH GATE, CALIF. PHONE: LOrain 6-6149 


Headquarters Office: ACME EQUIPMENT CO., INC. 
126 S. CLINTON ST. CHICAGO 6, ILLINOIS ANdover 3-3430 
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THE ACME 


AERATOR 


BLOWERS 

1.-R. 12900 cfm, 100 h.p. 220-440 V, 20 oz. 
GE 10500 cfm., 20 oz., 85 h.p., 220 V. 
GE 7500 cfm., 20 oz., 89.6 h.p., 220-440 V. 
SPENCER 7 , 16 oz.. 50 h.p. 
= oe Comeettvaes 6200 cfm., 24 oz., 58 h.p. 

000 cfm. INGERSOLL- RAND 32 a 
SPENCER R 3500 cfm., 28 oz., 40 h.p. 
SPENCER 2250 cfm., 16 =. 15 h.p., 220 
SPENCER 1350 cfm., 32 0 
NORTH AMERICAN 1050 cfm, 16 oz. 
NORTH AMERICAN 850 c 
500 cfm. NORTH AMERICAN 12 oz. 
McKee 200 cfm. 


BUCKET ELEVATOR 
33’ Newaygo 12” x 7” Buckets 
28’ Newaygo 12” x 7” Buckets 


CONVEYOR 
17’ BARBER GREEN Bucket Conveyor 
30” x 25’ Magnetic Belt Conveyor w/drives. 
2 h.p., 220-440 V 


,., CONVEYORS, OSCILLATING 
SIMPLICITY. 1 . fe 24’ 


NEWAYGO 


, ax 
8” x 13’ Ajax 


CORE BLOWERS 

CB15 55# cores, Universal blow plate 
DEMMLER #4 up to 250# cores 
DEMMLER #50 
DEMMLER 2E0 
DEMMLER 2K 
FEDERAL ‘‘SAN-BLO”’ CB 40 
aa ag me SB15H, up to 150# 

Hydraulic Pa 4 and draw 
INTERNATIONAL 8 B 13, up to 60# cores 
6 —OSBORN 193 up to 50# cores 
REDFORD #2 & #4 


CORE GRINDERS 
5—MILWAUKEE 70-9 & 70-12s 
1—OWOSSO DE1-303 42” table 


CORE OVENS 
THERMONIC INDUCTION MODEL 1800A 
2—Despatch ET. Drawer Type 


CORE ROLLOVERS 
INTERNATIONAL REDP Rollover 12” draw 
SUTTER #500 


CRANES 
P&H 5 TON Electric Traveling DC motors 
50’ span 
270’ ane Runway and Supports 
10 ton MILWAUKEE; 48’ span, 220 V. 


CUPOLA GUNS 
1—Bondactor #1250 and 1000 


DUST COLLECTORS 
PARSONS 40,000 cfm. cloth bag type 
ROTOCLONE W14 Arrang. A. 5200 cfm. 


ELECTRIC MELTING FURNACES 
1—DETROIT ‘“‘LFA’’ 350# shell 13200 V 
1—DETROIT ‘“LFC’’ 700# and 350# 

Tapered Shell 2300 V. 


FURNACES 
400# Fisher Motorized Tilt, Gas Fired 
600# Fisher Stationary 
600 Campbell Hausfeld Brass 
EC a 2000# Skelnar Gas, cast iron, or 
alum. 


GRINDERS, MISC. 
U.S. #70 Comb. 20” disc & 20"x3"x1%" wh 
GARDNER a8” single end disc. 
HANCHETT 30” double spindle opposed 
GARDNER 26” D.E. Disc 
120A Gardner 30” ig a Dise 
oan Cable BG 8 8” bel 
72” Gardner Horizontal Disc 
53” Hanchett Horizontal Disc 


GRINDERS, SNAG 
2 — FOX Single Wheel 24” anes 
#65 D. E. 30” x 3” x 
STANDARD 24 x 2%—15 HP DE Snag 
GRINDERS, SWING FRAME 
x 24° x 3” x 12”, h.p. 
MARSCHKE 24” x 3” 7 12” 20 h.p a Vv 
U.S. 24” x 3” x 12” 15 h.p., 290-440 V 





bargat 


eee 3 h.p., 12” wheel 


ee B&D 7% h 


cuTOrF SAWS 

DEWALT CUTOFF SAWS for ferrous 
or nonferrous metals, cutoff or as sprue 
cutters. Flush blade adaptor takes up 
to 20” abrasive blade or saw. Power 
Hoist to arm. Chain & sprocket cross 
feed for wo rking on heavy cast iron 
48” x 60” ‘‘T’’ slot table or off table 
cutting a large work. Motor swivels 
horizontal to vertical in yoke. 


HEAT TREATING FURNACES 
G. E. Elevator Type 1950° Atmosphere 
Generator 65” x 16° ear. Electric, te 
G. E. Elevator type 2150°—96” x 144” car 
atmosphere generator, Electric, Late 
LINDBERG 1250° 48 x 60 Electric 
3—ABBOTT 24” H x 22” Deep x 30” Wide, 
Gas Fired 
sae ok. #202 1850° Bright Hardening 


in, 
25 KW Westinghouse 2000° 
HOISTS 


6000 # Cleveland, w/monotractor travel 

6000 # Electrolift 

4000# Cleveland 

4000# Ingersoll-Rand Air 

2—4000 # Lo Hed, 220/440 V. 

4—2000# R & 

4—2000# Ingersoll-Rand Hoists 

Se 2000# Cab 
metal carrie 

1—500 # Ingersoll -Rand LC-4 


INDUCTION MELTING EQUIPMENT 
KW-Ajax 300# 3000 cycle, 150 h.p. 
pa s MS set, water cooled, pA 


type hot 


rk Gap 
35 KW Ajax Tama bd saps 60 cycle induc- 
tion holding furnace 
1000# Ajax Spare Melting Furnaces 


LADLES 
WHITING 16000# Crane 
WHITING 8000# Crane 
WHITING 5000# Crane 
4000 # Industrial Holding 


MOLD BLOWER 
TACONNE TD4 24” x 32” flask 


MOLD CONVEYOR 
366’—51—44” x 66” cars 


MOLDING MACHINES 


JOLT SQUEEZE PIN LIFT 
8—OSBORN 712 PJ 18” x 28” table 
1—CHAMPION JSL10P 18” x 21” table 6” 


dra 

&—MILWAUKEE 2646 Jolt Squeeze Strip 
rolloff—rolling molding machines 10” 
jolt cylinder; 1800# capacity, 26” 
Squeeze cylinder; 13” draw, Flask size 
2 +, to 29” wide, 52” long. FACTORY 


EBUILT. 
2—MILWAUKEE 165, 24” x 30”, 8” draw 


JOLT SQUEEZERS 
—CHAMPION, JS10P 18” x 21” table 
2—OSBORN 275 


—MILWAUKEE 244 Jolt Squeeze car type 


head 
MILWAUKEE 181-7, 24” x 36” table 
113 PJ SPO 
25—124 Milwaukee Portable Jolt Sq. 
6—104 Milwaukee Portable Jolt Sq. 


JOLT ROLLOVER DRAWS 
HERMAN 10000# late 
HERMAN 3000 # 
2—750# HERMAN 20” x 30” table 
1—INTERNATIONAL RJ 20” x 12” 
1—SPO 9032 
1—SPO 506 SP 
2—INTERNATIONAL G 
2—TABOR 30 x 52 


JOLT SQUEEZE ROLLOVER DRAW 
OSBORN_ 331-332 

SPO_413D 

INTERNATIONAL RES. 


PLAIN JOLT 


40” x 84” Herman 
36” x 60” Herman 





MULLERS and MIXERS 
#30 B&P w« ' loader 

1— #3 UD Simpson 

1—930 Clearfield 

CLEARFIELD #404 

4—#2 SIMPSON OG 

#1 Simpson OG 

1% Simpson Style ‘‘C’’ 


SAND CONDITIONERS 
AMERICAN 51” 
ROYER NDC—N 
SCREENARATORS S-M-L 


SAND SLINGERS & EQUIPMENT 
3—19”—2 speed Stationary 
2—14’ Turntables 
1—12’ Turntable 
1—8’ Newaygo Plate Feeder 
4—7’ B&P Plate Feeders, 35 & 45 Tons 


SAND SYSTEM EQUIPMENT 
33’ Newaygo Bucket Elevator 12” x 7” 
28’ Newaygo Bucket Elevator 12” x 7” 
4—7' B&P Plate Feeders, 35 & 45 Tons 
2—18” x 52’ Magnetic Belt 


SAWS, BAND 
30” LAIDLAW, Metal Cutting hydraulic 


SHAKEOUTS 
’ x 5’ SIMPLICITY 
10’ SIMPLICITY 
10 LINK-BELT 
8 LINK-BELT 
8’ Double Deck 


SHELL EQUIPMENT 
SHELL PRODUCTS 20” x 30” pattern 
size w/shell blender and bonding press 
TSM4 Shell Molding Machine 20” x 30” 


SHOT BLAST 
SLY #4, 20” x 30” w/dust collector 


SLAG DISPOSAL UNIT 
AMERICAN MODEL A 


SPRUE CUTTERS 
1—MILWAUKEE #85 TON 
OBERMEIYER 2 H.P. 


STRAIGHTENING PRESS 
HYDRAULIC 
225 ton Southwark 


150 ton Farquhar ‘‘C’’ Fram 
100 ton Elmes Hydraulic 
100 ton Hannifin ~~ ‘a 
60 ton Lempco 4 po: 
60 ton Farquhar ‘ 
25 ton Fox 

25 ton Dennison 


TESTING EQUIPMENT 


| 120,000# YOUNG Universal Tensile 


ARLIN ey Rockwell, continuous 

COLEMAN 55 Spectro; hotometer 

GOGAN Mode! 1414-2 

TINIUS OLSON Brinnel Hardness Tester 
Production Bench 


TUMBLING BARRELS 
ROTO-FINISH, Model DW 45-36 
1—ROYERSFORD, 42” x 72”, chain drive 

SLY, 24” x 48”; 3 H.P. 
SLY, 30” x 60” Duplex. 


TUMBLING MILLS 
30” x 60” 


WHEELABRATORS 
27” x 36” American w/skip 
48” x 48” ee wiextp 
6’ Table PANGBOR 
#1 Rotary Table, AMERICAN 
20” x 27” A RICAN, w/rubber belt 
AMERICAN #2 Tablast 8-28” tables, late 
PANGBORN GD1-Airblast Barrel 


WOODWORKING—PATTERNSHOP 
HERMANCE 24” Planer 

JONES SUPERIOR 48” Double Disc 
OLIVER #290 Dbl Arbor, Tilt-Arbor Saw 
1—OLIVER 182D, 15” Dise Sanders 
CRESCENT 24” Planer 

ONSRUD_ W-244, W-240 & W-304 Routers 
8”, 12”, 20” and 30” Jointers 

20” Yates American Band Saw 

36” American Band Saw 


3 
3 
5 
4 
2 


x 
x 

x 
x 


’ 


ret Frame 








pAGre. EQUIPMENT CO., INC. 
"We will kuy for cash a single piece of equipment or your entire plant 
- 126 South Clinton Street e Phone: Ae SS ee Illinois 
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FOUNDRY 











eu) FOU N DRY « macune EQUIPMENT CO. 


CLEVELAND 10, GHIO 


14919 SARANAC ROAD 








ELECTRIC FURNACES 

1—-3000 lb. Hehoult Side Charge 

1—500 Ib. Lectromelt 

MULLERS 

Simpsons #1, 114, 2, 3, unit drive 

Clearfield #404, 610 

Beardsley-Piper #40, 50 

LADLES-WHITING 

4-25 Tons 2—-15 Tons 2—-10 Tons 

CORE OVEN 

1—Di-Electric Model M800-A 
Thermonic, 30 KW 

SANDSLINGERS 

1—B-P 22” head stationary, R&L arm 

1—-B-P 19” head stationary, double belt 

1i—B-P 19” stationary, riddle type 


CLEANING EQUIPMENT 
72” Swingout table 
96” Swingout table 
—6 cu. ft. Continuous Tumblast 
42” x 48”, 1714 cu. ft. Tumblast with loader 
36” x 42”, 111% cu. ft. Tumblast 
6’ Table Airblast w/six aux. tables 
5’ Table Airblast w/six aux. tables 
6’ Table Pangborn LE 


COPE and DRAG UNITS 
Automatic Controls 
21” squeeze cylinders 
1—215 Milwaukee 
1—217 Milwaukee 


ASK FOR OUR COMPLETE LISTING—CALL GLENVILLE 1-1222 
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.--@ trademark to remember...@ mame to trust... soc, MATERIALHANDLING 
2 wong £ Lam get Handling Boxes 
. ? oppers 
4 +. 1% Yard DC. Clam Shell 
1% and 1 yard Clamshell Buckets 
Hoists, Air and Electric, All Sizes 
Crane Magnets 29”, 45”, 50”, 55” 


MELTING FERROUS & NONFERROUS 


Pittsburgh Moore Electromelt, 3 ton 


EQUIPMENT BY rear charge, 800 and 1500 KVA 


Transformers 





FOUNDRY FOUNDRY 





ENGINEERING 











Cupolas #2, 2%, 4, 6, 8, 9, 10 
Cupola Blowers, Various Sizes 
Cupola Chargers, Skip & Swivel 
Foxboro Air Wt. Controllers 
Bondactor Mod. 1 

Crucible Furnaces (Stat & Tilt) 
‘S ae Dip Out Reverberatory 


HAMLIN-NA GEL. INC. Dikaserg induction, 180 


HOT METAL HANDLING 
Ladles 250 #-—20,000# 
Box 192, EDWARDSVILLE, ILLINOIS, In Metropolitan St. Lovis, PHONE 3864 
JOLT PIN LIFT 


Pouring Devices, various capacities 
Davenport 34A, 36 x 46 Table 


Motorized Ladle Carrier 
Milwaukee 1536. 32 x 38 Table 


SERVICE FOUNDRYMEN 














AIR COMPRESSORS 
10, 15, 25, 30, 40, & 100 HP Water cooled, 
horizontal 
175 hp Synchronous, 2 state IR-XRE 


AIRLESS BLAST EQUIPMENT 





2” Cleveland Tramrail 
MULLERS 
Simpson Laboratory Muller 
Simpson #3UD complete with skip, 
auto-cycle, cooling gee 
Haj 79 79 Ts aon + Simpson #2 open gear with skip 
ree sae 51s PSS see Simpson #1%F" Skip. Dust Hood 
Simpson #1UD, skip, hood, auto-cycle 
JOLT SQUEEZE PIN LIFT Simpson Porto Muller 
International PKL14, 24” x 24” Table B&P #60—W or W/O multromatic 
Wheelabrator 48 x 72 with skip and International PK18, 24” x 36” Table B&P #40 with skip and h 
dust collector, excellent condition. Milwaukee 125, 21” x 27” Table B&P Mulbaro _ ; 
; Milwaukee 126, 21” x 27” Table Clearfield 920 with skip 
Milwaukee 145, 24” x 30” Table 610 Clearfield 
Milwaukee 193, 19” x 32” Table 
Osborn 712PJ, 18” x 26” Table 


9 
9 
American 66” Swing Table and Collector 3 




















27 x 36 Skip and Collector 





Wheelabrator 42 x 48 with skip & collector 

Wheelabrator 36 x 42 with skip & collector 

Pangborn #3 continuous with feeder & 
collector 

Dust Collectors, various sizes 

Air Blasting Rooms, complete or com- 
ponent parts 


CORE BLOWERS 


Demmler 103E0, skip feeder & automatic 


cycle 
Demmiler 3E0, feeder & semi-automatic 


cycle 
Demmler #1 and #2, and 2K 
Champion CB-8 and CB-15 and CB-18 
Redford #1 and 2 
San Blo CB-40-D-LPP 





Complete CO. Unit-Shooter, 
w/Tanks & Mixer 


Gasser, 





CORE OVENS 
Large Porbeck Mold Drying Oven 
Porbeck double end Gas or O11 
Porbeck single end Gas or O.1 


HEAT TREATING 
G.E. 30” Dia x 36” Single Phase 
Electrics 





SPO 2192 (auto-cycle), 34” x 42” Table | 





JOLT ROLLOVER DRAW 

Herman 40” x 60”—10,000# 
International F 16” Draw, 28” x 52” Table 
International G 30 x 12, 28” x 38” Table 
J&J 918, 44” x 54” 
J&J 815, 30” x 40” 

d 2, 24” x 30° 
SPO 508, 2 x 30” 
Tabor 30” x 40” Table 


JOLT SQUEEZE ROLLOVER DRAW 
Osborn 332, 20” x 36” Table 

SPO 920, 20” sq. cyl, 20” x 44” Table 
SPO 413D, 24” x 24” Table 





SPO 9546, 24” x 30” Table 





JOLT SQUEEZERS 
International PJS-16” 
International LJS-10” 
Milwaukee 103 
Osborn 275J and JW 
SPO 110J 
Tabor Top Squeezers 
Champion JS, 10” 


SAND HANDLING & CONDITIONING 

Complete Overhead Sand Systems 
Screenerator S, M, L 

Royer NDP-NC2, Junior 

American Sand Cutters, Various Sizes 

Bucket Elevators 

Troughing Conveyor 16” x 34’ w or w/o 
magnetic pulley 

Oscillating Conveyor 24” x 30’ 

B&P No. 40 and 60 Preparators 

Magnetic Pulleys 12 x 18 and 14 x 16 

’ x 6’ A.C. Shakeout 

Jeffrey Sanditioners 


MISCELLANEOUS EQUIPMENT 

Grinders, 18” x 24”, US No. 65, Marshke, 
Bridgeport 

Flasks, Steel, various sizes 

Flasks, Aluminum Slip 

Flasks, Fremont Magnesium Slip 

Jackets, Aluminum Wopper Jaw 

Core Plates—Aluminum & Transite 

American Core Rod Straightener 

15 HP Swing Grinder 

Tumbling Barrels 36” x 72”, Whiting, Sly 

458 Chain & Trolleys 

42” Bullard ‘‘New Era’’ VTL lathe with 
side head 

52” Betts Boring Mill with two loading 
arms, late 

American Radial Drill 14” x 7’ arm 

Cincinnati 2F Milling Machine, late 


Send your requirements; our stock changes daily. WANTED! Good Surplus Equipment 
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DEPENDGBLE SERVICE 
QUGLITY EQUIPMENT 
GUGRANTEED SAVINGS 





PARTIAL LISTING OF EQUIPMENT NOW AVAILABLE — INQUIRIES INVITED 








B&P ‘‘Motive,’’ 15’ jib arm, 4 ram, 2- 
sueiebott Aaa eatin ae ROLLOVER DRAW speed, 25/16 HP. With Raising & Lowering 


S00 ey MODEL TABLESIZE DRAW CYL. CAP. 
4500 16 of. 167 32”"x 33” 12” 16” 10004 HANDY SANDYS 
10300 i OSBORN NEWAYGO SHS-4-G Super Handy 
10,500 : 332 26” x 36” 9” ~=-:16” 750 # Sandys, Single Hopper, 15 cu. ft. capac- 
FS-565 14,100 333 32” x 45” 11” 19” 1400# ity, 4’ receiving hopper, air gates, 21 
ROOTS CONNERSVILLE center elevator. 
RCR 1040 SPO NEWAYGO SHS4-GT Super Handy 
RCS 9075 413-C 24” x 25” 10” 13” 600 # Sandy, Twin Hopper, 25 cu. ft. capac- 
SPENCER TURBO 
2025H 1850 
Cont. 7500 





917-A 26” x 36” 9” ay 750 # po Ml me receiving hopper, 21’ center 
elevato: 

NATIONAL ENGINEERING Moulders 
Helper, Twin Hopper, 3000# capacity, 
each air operated gates. 


RR RRRE 


=o wh 
RR 











PANGBORN' L&-6’ Dia Table-Room 
Rotoblast, Max. height of work 36”, 
max. weight on table 5000#. Table 
speed 2.4 RPM. Pitless type. New 1952. 
Serial #6LK-5110. 








JOLT PIN LIFT MACHINES 


SAND MULLERS ‘ paperens. TABLE SIZE DRAW 


CLEARFIELD . a A-JS 12” 
es INTERNATION AL 
oe —™ JDP 1200x8 24” x 26” 8” 
610 , ; JDP 3000x10 48” x 48” 10” 
BEARDSLEY & PIPER ; t spemeton & JENNINGS 
CAPACITY i ; © 3 e ; 30” x 38” 
; i MILWAUKEE 
1030 





le 


& 
& 
* 


tow 
+e 


8 83528 $8 83 


~ 
+e HEHEHE HH 


28” x 34” 
32” x 38” 


80 u. ft. Yes ae 2 oe 
ALL CAN BE EQUIPPED WITH DUST 2 44" x 46 
HOODS, SKIP HOIST LOADERS, MUL- ’ 32” x 52” 
TRAMATIC CONTROLS, ETC. +44 So” 5 os" 


WHITING 10-TON HYDRO-ARC 
RNACE 


2—B&P #3% Mul 
sail mi 10’ dia. shell, 6’-8” inside depth, 1” 
ee ee > Auli. steel plate. Cradle tilt, manual & mo- 
torized, 9” dia. oy nee Boney 
SIMPS' 18 to 23 tons cupola malleable iron per JOLT ROLLOVER PATTERN DRAW 
MODEL PAN, ,DIA. CAPACITY DRIVE hour. Holding capacity—16 tons normal, 
175 # oop. max. 21 tons. DAVENPORT 
1-H 500 # U 1—ALLIS CHALMERS 2000 KVA Fur- 
1% t-6" 700 # UD nace Transformer. 12,000 volt primary, TABLE SIZF DRAW 
F 1500 # UD OIWC motor operated tap changer. En- 24” x 12 
6’ 1500 # Encld. tire unit new 1952. 
8’ 3000 # UD 
8’ Ss 3000 # up 48” x 82” 


<¢L can ‘BE EQUIPPED WITH NAT OSCILLATING CONVEYORS 


ENG. STRAIG LIFT SKIP HOIST i. 
BUCKET LOAD: Sthe. AJAX ENGINEERING (Lo-Veyor) 


mn Ore 4 pize 50 bags | grt pg Model ‘‘AN, 
Li 


8-6-2 
lamp, Air Turnover, aan 
MODEL PAN, DIA. Capacity C “3 rt : Molding Machine, 4500# capacity. 
EBG-4 59” 9 cu. ft. 6-6- 


g 





od es Cwohrrw 


: 


26” x 35” 

















1 FA Flask—40” width by open ends. Draw 
9DA . New 1952. Used six months. 


L 

2 

Le 2 

Le 3 
LC 36-6-14 DA 

JOLT SQUEEZE PIN LIFT MACHINES i alle acsecee PO 

MODEL TABLE SIZE DIA. a ome, oe JOHNSTON & JENNINGS 








PKL-12 18” x 24” 12” Fiexmount 8” Wx70’'L 


ss 


” ed “ud ” 
14” SIMPLICITY ENGINEERING +4 72h, 
16 OA-10-JA 24” W x 13’ L 44° x54" 20" 
OA-10-JA 24” Wx 11’ L 50” x60” 20” 
OA-10-JA-2 30” W x7’ L OSBORN 
OA-10-JA 29” x 42" 12” to 19” 
OA-10-JA 244 ” 16” to 25” 
OA-10-A 05 7 
OA-10-A 1s” 


OA-10-A 02 13" 
SANDSLINGERS 20” 

B&P Stationary, Model ‘‘DB,’’ 5’ jib arm, " * 
4’ ram, 19” head, 5” cup, 2-sp , 20/13 505 ore. 4 
HP. Raising & lowering arm fixed. x 
B&P ag Mode “SB oe "3° ib arm, 
4’ ram, 19” head, 4” “tip, 20/16 HP. Rais- L TABLE TF DRAW 
ing & lowering arms or fixed. 22” x 32 
B&P ‘‘Motive Jr.,’’ 11’ jib arm, 4’ ram, 22” x 42” 
16” head, 4” cup, R & arms. 2-speed, 30” x 40” 

23” x 31” 20/13 HP. 40’ 40” x 60” 


ease $2 HGHE2 HEE 


ss 


f Mutual Trust” 
NERY 
EQUIPMENT COMPANY 


10900 CEDAR ROAD * CLEVELAND 6, OHIO +» SW 1-3900 
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universal MACHINERY AND EQUIPMENT CO. 


large enough to serve you, 
small enough to know you. 


@ AIR COMPRESSORS 

75 a. a -RAND water cooled, 
orizo 

100 hp WORTHINGTON air cooled, 2 stage 


e@ BLOWERS 

CENTRIFUGAL 16 oz. 2 to 5 HP 

GE, WILBRAHAM—GREEN FISHER Posi- 
tive Pressure & Cent., Cupola Blowers 


© BLAST CLEANING EQUIPMENT 
15” Cont. WHEELABRATOR Tumblast 
26” Cont. WHEELABRATOR Tumblast 
20” x 27” WHEELABRATOR Tumblast 
27” x 36” WHEELABRATOR Tumblast 
“ WHEELABRATOR Tumblast 
48 WHEELABRATOR Tumblast 
48” WHEELABRATOR Tumblast 
96” WHEELABRATOR Swing Table 
1-A WHEELABRATOR Multi-table 
a EY Peening Cabinet 
WHEELABRATOR ‘‘K"’ Cabinet 
PANGBORN 8’ ir Table 
Seer ae Air Blast Room 5’ x 8’ 
YHEELABRATOR Pipe Cabinet 
WHEELABRATOR Sheet Cleaning Ma- 
chine, 48” wide stock 
15”. x 20” WHEELABRATOR Tumblast 
}4 LK PANGBORN Table Room 


e 
No. 2 WHEELABRATOR Multi-table 

DUST COLLECTORS AND SKIP LOAD- 
ERS AVAILABLE FOR ALL MACHINES 





Just received from Gov't. storage 

48” x 42” & 27” x 36” WHEELA- 
BRATORS with skip loaders & dust 
collectors 


LIKE NEW ACT QUICKLY 











© CONVEYORS 
HEWITT-ROBINS Oscillating, 18” W x 


HEWITT-ROBINS \ papper a oe 
10’ L Model VC-1 
E ont cars, 


ae w/hopper, 


CARRIER Oscillating, 18” W x 54’ L 

LINK-BELT Oscillating, 18" W x 13’ L 

SIMPLICITY 17” W x 11’ L, Model OA- 
10-KA Feeder 


@ CORE BLOWERS 
DEMMLER #1, #2, #2A, 
INTERNATIONAL SB-13 


#3K, #4E 


co! 
TACCONE #4D, 10” Draw Stroke Cyl. 


@ DUST COLLECTORS 
COMP ere STOCK—both Bag & Wet 
ypes, 1000 to 15000 CFM 


@ FURNACES 
DIRECT ARC MELTING 
250 Ib. LECTROMELT, Side Charge 
500 lb. LECTROMELT, 200 KVA trans. 
1000 Ib. SW LL 


ULT 
. oie 3/60 1000 KVA 
1% Ton HEROUL 
10’ Top Charge _ ee 
INDIRECT ARC MELTING 
10# DETROIT 
350# DETROIT LFA 
750# DETROIT LFY, Conical Shell 
1000 # DETROIT AA 
3000# DETROIT C, 500 KVA 
INDUCTION MELTING & HEATING 
30 KW, ECCO Hi-freq. — Melting 
35 KVA, AJAX 60 cy., alu 
35 ge AJAX Spark Ge, “High Freq. 
stee 
30 KW LEPEL, water cooled spark gap 
75 KW TOCCO 
GAS & OIL FIRED 
1000# HAUSFELD ae Tilt, Oil fired, 
alum or magnesiu 
1— #900 JC STROMAN, gas, Like new 
6000 # STROMAN, gas fired 
20 Gas & Oil Fired Furnaces 
HEAT TREATING 
4’ x 4’ x 10’ Gas Fired Annealing 
9’ x 12’ Car Type, gas/oil 
210 ad ya 208” coyrerer a type 
7’ Rotary G. KW, 19 
36” x 36” WESTINGHOUSE. Pit teas 





10” x 12” x 24” LINDBERG, 2500° F. 
Hydrogen 

42” x 96” Pit Type Gas 

42” x 73’ Roller Hearth 

36 x 72, 48 x 120, 48 x 144 gas fired — 

— Stock Gas Fired Box Heat Treating 


ces 
BOX TYPE ANNEALING 
42 x 96, 42 x 120 recirculating gas fired 


@ GRINDERS 
END 


DOUBLE 
3 > — WOLF 3/60/220 
5 Hp U.S. Model 64, 3/60/220 
7% Hp U.S. Model 66, 3/60/440 
10 Hp STANDARD 3/60/440 


25 Hp 


3 Hp CLEVELAND 3/60/440 
5 Hp CINCINNATI 2/60/440 
15 Hp Model Class 1, 3/60/220-440 
SWING FRAME 
7% Hp “uae oe, 2/60/ 220-440 
10 Hp SAFETY 3” wheel 
15 Hp. MARSCHKE 3/60/220-440 
15 Hp MUMMERT—DIXON 


@ LADLES 
BOTTOM POUR 
MODERN, 49” x 49” 
MODERN Crane Type, 55” H x 50” top 
MODERN Crane Type, 60” H x 60” top 
LIP ars 
WHITING 52” x 52” top dia. 
cy LINDRICAL 
WHITING, 26” x ve 1100# iron 
WHITING, 19” L x 50" dia’ 600# iron 
WHITING, 38” L x 28” dia, 22004 iron 


@ MATERIALS HANDLING 

BYERS Mobile Crane. BUDA Engine, 50’ 
Boom, 5 ton w/magnet & bucket 

HOUGH PAYLOADER, Model HA, 10004 
cap., hyd. lift, mech. dump 


@ MOLDING MACHINES 
JOLT ROLLOVER PATTERN DRAW 
ete ie . w/air clamps, 34” 
ble, 2: 
DAVENPORT #40SA, 40” x 60” table, 


3000 # 
HERMAN 10,000# 48” x zee" table 
HERMAN 6090#, 42” x 
HERMAN 7500#, 40” x 50” table 
HERMAN 3000 #! 30” x 66” table 
HERMAN 30004, 32” x 70”, 15” cyl. 
series charging conveyor type 
HERMAN 1500# to 30” x 48” tables 
INTERNATIONAL 31” x 16”, Type F, 
28” x 34” table 
a ae 30” x 12”, Type G, 
h 


le 
INTERNATIONAL 13” x 17” table 
J & J #918. 40” x 48” table, 18” draw 
J & J #815 RB. 30” x m, table, 15” draw 
J 3 J #612RP, 24” 30” table, 12” 
raw 

OSBORN #602, 36” x 26”, 900# 
OSBORN #405. 3000#, flask 64” x 57” 
TABOR 40” x 60”. 1500 & 30004 
TABOR 30” x 40” w/air clamps, a 
TABOR 22” x 42” pattern draw shockless, 

portable 6004 
TABOR 20” x 30”, w/air clamps, 1000# 
TABOR 14” x 16” Rockover 150# 
TABOR 40” x 50” table, 3000# capacity 


PLAIN JOLT 
ee 3° x 4 Table, 12” 
cyli 
TABOR 3’ x 4’ table 
JOLT PIN LIFT 
HERMAN #4317, 22” x 30” table 
INTERNATIONAL, JDP. 1200 x 8”, 2 
draw, 1200# port. 
20” x 27” table 
4” teble, 6004 
OL T SQUEEZE PIN LIFT 
INTERNATIONAL ane 20” x 28” table, 
14” sq. 5%” dra 
INTERNATIONAL PKL, 18” x 24” table, 
12” sq.. 5%” draw, stat. 
MILWAUKEE #163, 15” x 24” table, 11” 


MILWAUKEE #165, 24” x 30” table, 16” 
sq.. 
NICHOLLS is -44, 6%” dra 
OSBORN, #7123, #712PJ, 18” x 28” table, 
sq., 6” draw., stat. & port. 
OSBORN. ‘#716 PJ, 22” x 34” table 16” 


sq., 
SPO ‘*e21u4P “oa” x 27” table, 600# 
SPO #2116, 21” x 27” table, 11” sq., 6” 


draw 
JOLT SQUEEZERS 
INTERNATIONAL #12 LJS, 16” x 20” 


geared 
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1630 North Ninth Street 
Reading, Pa., Franklin 3-5103 


INTERNATIONAL #10 LJS, 16” x 20” 
OSBORN #275J, 16 x 20” table, 4004 
TABOR Squeeze-in Head, 16” x 19” table 
TABOR Yoke Type, 18” x 26” table 





SIMPSON No. 3 MULLER Unit Drive 
8’ dia., 20 to 25 cu. ft. batch 











@ MULLERS AND MIXERS 

B&P #30 Speedmuller w/skip, 3 cu. ft. 

B&P #40 Speedmuller w/skip, 5 cu. ft. 

B&P #50 Speedmuller with — & 
multro-matic controls, 7% cu. 

B&P Conventional, SIMPSON ng 87%” 
Dia., arranged for —s 

SIMPSON, se U.D. 3’ 

SIMPSON, U.D., 4’ dia., 4 cu. ft. 

SIMPSON 1%. U. D., 4'6” dia., 6 cu. ft. 

— #1%, Sep. "Dr., 4’6” dia., 6 cu. 


SIMPSON, 63 


SIMPSON’ #3. 3 Dia. Sep. Dr., or U.D. 
30 cu. ft. batch 


@ OVENS 
oS G 
2’ x 12° x 


0.D. 22 
GENRICH, Elec. ecthen type 


@ PRESSES 

40 Ton FERRACUTE Sprue Cutter 1%” 
stroke 

125 ton R.D. WOOD Down acting, 9” 
stroke 

NIAGARA No. 82 Punch Press 


@ SAND CONDITIONING 

HANDY SANDY Units, Model HS7GT 

READY SANDY Unit 

B&P Nite-Gang 

B&P Screenarator, Model ‘‘M”’ 

LINK-BELT Revivifier 

MOULDER’S FRIEND. 50” cutting reel 

ROYER, NC-2, 10-15 tons/hr, 1% H 

ROYER, NC-4, 10-15 tons/hr, 1% Hp 

ROYER PREPARATOR, Comb., Model 
— 25 ton/hr scrap removal, 8’ x 8’ 
opp: 

ROYERS, NDP, 15-25 tons/hr, 2 Hp 


ane gear or open gear, 6’ 


2 oe and 5 drawers, 





NATIONAL ENGINEERING Sand Han- 
dling Unit, complete. LIKE NEW .. 
LOW PRICE 











e SAND SLINGERS 

B&P Stationary, 2 speed, 19” head, 4” tip 
with plate feeder 

B&P Stationary, Single Speed 

B&P Tractor Type, 16” Head 

B&P Tractor Type 19” Head 


SHAKEOUTS 

' x 10’ HEWITT-ROBINS 
10’ SIMPLICITY 
5’ SIMPLICITY 
5'6” SIMPLICITY 
6'6" SIMPLICITY 
8’ SIMPLICITY 
6’ HEWITT-ROBINS 
8’ HEWITT-ROBINS 


TESTING MACHINES 
100,000 Ib. Olsen UNIVERSAL Tensile 
3000 Kg Gogan Brinell Testers 


@ TRANSFORMERS (Furnace) 

100 KVA KUHLMAN 13 200, 1/60 

250 KVA WESTINGHOUSE 6600, 3/60 

300 KVA WAGNER 4600, 1/60 

500 KVA KUHLMAN 13,200, 1/60 

800 KVA PENNA. 23,000, 3/60 

1000 KVA WESTINGHOUSE 23,000, 3/60 
000 KVA GE. 13,200, 3/60 

3000 KVA WESTINGHOUSE 13.2 200, 3760 

5000 KVA WESTINGHOUSE 2 

7500 KVA PENNA. 13,200, 3/60 


@ TUMBLING BARRELS 
SLY 68” x 32” round 
SLY 48” x 36” round 


e@ MISCELLANEOUS 

BLASTCRETE Model PM-1 Cupola Gun 

KANE & ROACH WIRE STRAIGHTENER 
Model DX-5 

FLASKS, CORE PLATES, All Sizes 

CLIMAX — 2-A Wire Straightener 

62” Magne 

MOULDER'S Hoppers, Various Sizes 


** Your LARGEST Foundry Equipment Dealer 











Over 60 years 
Service to Industry 


EASIER, FASTER, MORE 


scaanaeahaes, | || MURPHY 
PISTOL 
SPRAYER 


Portable 1/3 to 7% hp 





Swing Frame 


é America's Greatest 
Grinder and Most Complete Line g uar ant eed 





Forces blackening into pores and pockets of molds. 
Sprays silica wash, oil, or water equally well. Used 
Write . also to sand blast, to clean automobile and diesel 
for — engines, to spray centrifugal molds. Standard of the 
foundry field for more than 50 years. Priced from 
catalogs $17.25. Write for quantity discounts. 





and (Also furnished in a deluxe model with air pressure 

- new reducing valve, 20’ of air hose, and 5’ of suction 
hose, both of superior quality, oil and acid resisting 

Dual Motor bulletins | Vari-Speed Single plastic.) 

Vari-Speed Grinder End Grinder 














Ask your foundry supply dealer or — 
Write for FREE Data Sheet No. 2922 


baby sc « YAMCO 


United States 


\ Bee JAS. A. MURPHY & (0., INC 


3640 LLEWELLYN ST., 
General Purpose fell loll | VAMP EMEe) Iie) 1425 EAST HIGH STREET, HAMILTON, OHIO 
Grinder 
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New in 1960! 
MALLEABLE IRON CASTINGS 


..+.+ @ comprehensive, authoritative handbook 


Published by the Malleable Founders Society, this new 526-page hand- 
book reflects the authoritative knowledge of the malleable industry’s fore- 
most foundry technicians and casting designers. 
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@ It provides complete information on machining properties, metal- 
lurgical characteristics, and mechanical attributes of malleable 
iron castings 


@ Covers pearlitic malleable, newest of the malleables 
@ Describes new molding and production techniques 

@ Supplements the text with 300 photographs and charts 
@ Includes index, glossary, and bibliography 


THE PENTON PUBLISHING COMPANY, Book Department, 1213 W. 3rd St., Cleveland 13, Ohio 


Please forward one copy of MALLEABLE IRON CASTINGS postpaid. 
Check enclosed. 


SIGNED 


526 PAGES 

300 ILLUSTRATIONS 

6 x 9 IN., CLOTHBOUND 
PRICE, $10.00 





ADDRESS _ 





CITY ZONE STATE 











Please add 3% to cover state sales tax for deliveries in Ohio. (This volume is also available from our 
London office, 2 Caxton St., Westminster, London, S.W. 1, England) ‘ 











Circle 722 on Page 55 FOUNDRY 





Advertising Index 





Acme Foundry Co. 
Adams Co., The 


Air Reduction Co., Inc., Pure Carbonic Co., 
Division 


Aiax M 


Aluminum Compeny of America 





American Air Filter Co., Inc. 
American Bridge Division of United States 


American Chain & Cable Co. Inc., —, 
Hoist Division 


American Smelting & Refining Co., Federated 
Metals Division 


Ansco A Division of General Aniline & Film 
Corporation 7 


Applied Research Laboratories, Inc. 
Archer-Daniels-Midland Co. 
Aro Equi t Corporati 


Arrow Butt Corporation ... 





Atlas Copco 


Babcock & Wilcox Co., The, Refractories 
Division sieeve 


Baird-Atomic, Inc. Te ey rete . 180 
Bartlett, C. O., & Snow Co. 


Beardsley & Piper Division Pettibone Mulliken 
Corporation 31, 123 


. Back Cover 


Bellows-Valvair Division of International Basic 
Economy Corporation .... 


Berkshire Chemicals, Inc. 
Beryllium Corporation, The 
Bliss, E. W., Co. 
Branson Instruments, Inc. 


Brown Metals, Inc. 


C & S$ Products Co., Inc. vee 
Campbell-Hausfeld Co., The . ‘ ae: 12 
Carborundum Co. 
Cardox Division of Chemetron Corporation .... 57 
Carman, Edwin S., Inc. .......... et 
Carver Foundry Products Co. ............. 75 
Central Pattern Co. ‘ .. 226 
Centrifugal Casting Machine Co. .......... 226 
Chase Foundry & Manufacturing Co. . | 


Chemetron Corporation, Cardox Division .... 57 


Inside Front Cover 


Chicago Pneumatic . kesene Oe 
Cincinnati Milling Machine Co., The .... 45 
City Pattern Foundry & Machine Co., Inc. .. 222 
Clearfield Machine Co. .. 203 
Cleco, A Division of Reed Roller Bit Co. .... 20 
Cleveland Fiux Co., The ... io 


Cleveland Tramrail Division, The Cleveland 
Crane & Engineering Co. . 


Corn Products Sales Co. 


DeBardeleben Coal Corporation 
Delta Oil Products Corporation 
Denver Fire Clay Co. 


Detroit Electric Furnace movhton, Kuh'man 
Electric Co. . 


Detroit Mold Engineering Co. 
Detroit Testing Machine Co. 
Diamond Alkali Co. 
Dietert, Harry W., Co. 


Dow Corning Corporation ... 


November 1960 


Duff-Norton Co. 


Durez Plastics Division, Hooker Goet 
Corporation . 


Eastern nag Products — International 
86 





Eastman Kodak Co., %Rey Division 


F. E. North America Ltd. 
Fanner Manvfacturing Co., The ..161, 162, 


Federated Metals Division, American Smelting 
& Refining Co. 


Ferro Corporation, Refractories Division 
Foundry Educational Foundati 


Foundry Equipment Co., The 





Foundry Supplies Manufacturing Co. 
Fremont Flask Co., The 


General Aniline & Film Corporation, Ansco 
Division 

General Chemical Division, Baker & Adamson 227 

General Electric Co. 

Globe Steel Abrasive Co., The 

Gordon, Claud S., 

Grey Co. 

Great Western Mfg. Co. 


Hanna Furnace Corporation, The ........170, 171 
Harbison-Walker Refractories Co. 

Hartley Controls Corporation 

Hercules Powder Co. 

Herman Pneumatic Machine Co. 

Hevi-Duty Electric Co. 

Hickman, Williams & Co. 

Hines Flask Co., The 

Hoeganaes Sponge Iron Corporation 


Hooker Chemical Corporation, Durez Plastics 
Division 

Hough, Frank G., Co., The 

Humble Oil & Refining Co., Penola Division 160 





Ind +, Corporati 


Industrial a Co. 

a *: ete y 
Bellows- Volvale Division 

led, ei. , AL i Ch 


Eastern Clay Products Department _ 








JEM Laboratories, Inc. 
Jeffrey Manufacturing Co., 


Johns-Manville 


Kaiser Aluminum & Chemical Sa‘es, Inc. . .174, 175 
King Tester Corporation ‘ 205 
Kirk & Blum Manufacturing Co., The 146 
Knight, Lester B., & Associates, Inc. . 28 


Kuhiman Electric Co., Detroit Electric Furnace 
Division wax 2 195 


FOUNDRY 


Penton Building, Cleveland 13, Ohio 
Main 1-8260 


FRANK G. STEINEBACH 
Publis: 
Editorial Director 


BUSINESS STAFF 


EARL H 
Advertising Director 


MARY JANE KIMPEL, Advertising Service Mgr. 
DAVID D. GIBBS, Market Research Mgr. 
J. M. CASTIGLIONE, Preduction Mgr. 
BETTIE COOK, Circulation Mor. 

DONNA REYNOLDS, Classified Advertising Service 
G. R. EBERSOLE, Distribution Mor. 
ROBERT H. ANDERSON, Promotion Mgr. 
MILDRED CHRISTOPHER, Census Mgr. 
JEANNE CORSIGLIA, Staff Asst. 
VIRGINIA B. HARMS, Stoff Asst. 

JUNE SCHILENS, Reprint Service 


Branch Offices 


New York 17 60 East 42nd St. 
J. F. AHRENS, J. L. OZANNE 
Murray Hill 2-2581 


520 N. Michigan Ave. 
A. W. JOHANSEN, L. R. HETKE 
Whitehall 4-1234 


1213 West Third St. 
H. THOMAS, K. L. MOUNTAIN 
A. L. KLINGEMAN 
Main 1-8260 


249 La Prado Place 


Chicago 11 


Cleveland 13 
&. 


Birmingham 9 


Tremont 1-8598 


5943 West Colgate Ave. 
F. J. FULLER 
Webster 1-6865 


Los Angeles 36 


San Francisco 4 57 Post St. 
ROBERT W. WALKER CO. 


Sutter 1-5568 


15800 West McNichols Rd. 
THOMAS H. DOENGES 
Broadway 3-8150 


2837 Koppers Building 
JOSEPH C. SULLIVAN 
Atiantic 1-321) 


Clearwater, Fig. ©... cicdncseeen 1954 Jeffords Drive 
H. G. ROWLAND 
(Clearwater) 31-4121 
818 Exchange Bank Building 
JAMES H. CASH 
Fleetwood 1-4523 


2 Caxton St., Westminster, S.W. 1 
JACK C. G. CRUMP 


Detroit 35 


Pittsburgh 19 
Dallas 35 


Published monthly by 


THE PENTON PUBLISHING COMPANY 


GEORGE 0. HAYS Chairman 
RUSSELL C. JAENKE President 
FRANK G. STEINEBACH...Vice Pres. and Secretary 
FRANK .0. RICE Vice President 
JOSEPH P. LIPKA Vice Pres. and Treasurer 
DAVID C. KIEFER Vice Pres.—Marketing 


Also publisher ot STEEL * MACHINE DESIGN 
NEW EQUIPMENT DIGEST * AUTOMATION 


FOUNDRY is edited primarily for management, pro- 
duction, technical and purchasing personnel in 
foundries. A copy is sent at no cost to each metal 
casting plant in the U. S. and Canada employing 
20 or more workers and to selected smaller found- 
ries. Additional copies are sent to each foundry 
to the extent necessary to serve key foundry per- 
sonnel on an individual or routed basis. A limited 
number of copies is supplied at no cost to educa- 
tional institutions. 

Subscriptions in the U. S., possessions, and Canada 
for home-addressed copies and copies not qualified 
under the above principles: One yeor, $10. Single 
copy, $1. Other countries; One year, $20. Single 
copy, $2. 


Member 
Business Publications Audit Inc. 
National Business Publicotions Inc. 
Industrial Advertising Research Institute 


BPA oe 0 | 





STEEL 
FOUNDRY 


PRACTICE 


* 


By John Howe Hall 


496 pages, 252 charts 
and illustrations 
PRICE $12.00 Postpaid 


A comprehensive sourcebook 
covering all phases of modern 
steel foundry practice. Contains 
practical information on al- 
most every production problem 
steel foundrymen encounter. 
Steel foundry personnel (from 
top executives to apprentices), 
educational institutions, tech- 
nical libraries, suppliers to the 
steel foundry industry . . . all 
will benefit from the use of this 
book. 


FOUNDRY 


BOOK DEPT. 
1213 W. 3RD ST. 
CLEVELAND 13, O. 


SSSeeseeseeeesesseseseaas 
Casseeseeeesseeeeeeseasee 


240 





| Advertising Index 





Lecromelt Furnace Division, McGraw-Edison 


Lindberg Engineering Co., Lindherg-Fisher 
Division , 





Lithium Corp 
Loftus Eng 








McGraw-Edison Co., Lectromelt Furnace 
Division 


MM. 41, el +i 


Manhattan Rubber Division, Raybestos- 
Monhattan, Inc. 


Manning, Maxwell & Moore, Inc. 
Morshall, L. H., Co. 

Mayer, Carl, Corporation, The 
Metal Blast, Inc. 

Metal & Thermit Corporation 
Metallizing Company of A 
Sree reer eee 226 
Miller Electric Manufacturing Co., 
Milwaukee Chaplet & Mfg. Co. 
Modern Equipment Co. 

Murphy, James A., & Co., 








National Carbon Co., Division of Union 
Carbide Corporation 

National Engineering Co. 

Newaygo Engineering Co. 

New York & New Jersey Lubricant Co. 


Nomad Equi t C 








Ohio Electric Mfg. Co., The 

Oilgear Co., The 

IE A obs coo un ccees teekhawe 225 
Osborn Manufacturing Co. ............ 136, 
Ottawa Silica Co. 


p mx 
’ 


Parker H 
Penn tron Works, Inc. 

Peninsular Grinding Wheel Co. 
Pennsylvania Glass Sand Corporation 
Permanent Mold Die Co. 


Pettibone Mulliken Corp 
Piper Division 


Pickands Mather & Co. 
Pittsburgh Coke & Chemical Co. 
Pittsburgh Metals Purifying Co., 
Planet Corporation 


Pure Carbonic Co., A Division of Air 
Reduction Co., Inc. 











Quaker Oats Co., The, Chemicals Division .. 25 


Division 
Redford Iron & Equipment Co. 
Reed Roller Bit Co., Cleco Division 
Reichhold Chemicals, Inc. 
Republic Steel C 
Reynolds Metals Co. 
Richards-Wilcox Manvfacturing Co. 
ee tT eee 229 
Rudow Manufacturing Co. 


Inc., Manhattan Rubber 








S-P Manufacturing C 
Schneible, Claude 8., 
Security Alloys Co., 
Sherritt Gordon Mines 
Simonds Abrasive Co. 


c Heit. b 
7 








Sintokogio, Ltd. 

Smillie, C. M., & Co. 
Smith Oil & Refining Co. 
Smith, Werner G., 


Spo, Inc. 
States E 
Sterling Grinding Wheel Co. 
Sterling National Industries, Inc. 
Stevens, Frederic B., Inc. 





Taylor, $. G., Chain Ce., Inc. 
Taylor, Charles, Sons Co., The 
Tiffin Foundry, Inc., The 


U. S. Smelting Furnace Co. .........eeeevee 202 


Union Carbide Metals Co., Division of Union 
Carbide Corporation 177 


United States Electrical Tool Co., The .... 


United States Graphite Co., The, Division of 
The Wickes Corporation 193 








Wadsworth Equipment Co. 
Wedron Silica Co. 


Wheelabrat Cc 


Whirl-Air-Flow 
Whitehead Brothers Co. 
Whiting Corporation 


Wickes Corporation, The, The United States 
Graphite Co., Division 


Wilson, Thomas C., 
Wright Hoist Division, American Chain & Cable 
179 


Co., Inc. 





Classified Advertisin 
230, 231, 232, 233, 234, 235, 236, 237 


FOUNDRY 
































This is to certify that 


foundry Industry of the 11.5.0. 


is an annual contributing 


MEMBER 


of the Foundry Educational Foundation, 


an organization devoted to the fostering 











and improving of education in American 
Universities in the fields of Foundry 
Science, Engineering ; Practice 
and Operation. 


Kobe ihe, 


President 


Esn7 Tiff 


Treasurer 
TERMINAL TOWER . CrEVELANOD, OHIO 


BNQNVOVON ON ON ON ONI ON OV EON ONION 

















The Foundry Educational Foundation does not pay for this advertising. This advertisement has been prepared and the space 
contributed by FOUNDRY magazine in support of FEF’s constructive program for foundry industry progress through education 


Novemher 1960 Circle 724 on Page 55 











COST 
CUTTINGI, 




















: 
‘ 
3 


750° F., MODERN, hot-blast heater is supplying 7500 CFM to MODERN, externally, 
water-cooled cupola at Neenah Foundry Co., Neenah, Wis. 


12 GOOD REASONS WHY THEY BUY... 


Recirculating the products of combustion boosts efficiencies as high 
as 85% in MODERN, indirect-externally-fired, hot-blast heaters. 
The counter-flow and cross-flow principle of gas-to-air heat transfer 
provides a scrubbing action which results in a higher, heat-transfer 
coefficient. The smooth inner and outer surfaces of the tubes 
assure minimum pressure drop and maximum tube cleanliness. 
Pilot, ignition and safety equipment meets all state safety codes. 


MAJOR USER BENEFITS INCLUDE: 


@ Lowered coke ratios ... @ Fewer castings scrapped ... 

@ Reduced oxidation... Lower sulfur pick-up... 

@ Decreased refractory cost... Increased melting efficiency ... 
@ Uniform metal temperatures ... Less costly charge substitute ... 
© Hofter iron is tapped .. . Chemistry is more uniform. . . 

@ Bridging is eliminated ... Melting rate increased ... 





Since every hot-blast requirement does present individual problems 
we welcome every opportunity to discuss the over-all need in its 
early planning stages .. . 


MODERN EQUIPMENT COMPANY. 
Dept. F-11 
Port Washington, Wisconsin : 


REPRESENTATIVES IN ALL PRINCIPAL CITIES 


Circle 725 on Page 55 














American-Standard 
BUILD QUALITY INTO BATHTUBS! 
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BATHTUB CASTINGS MUST BE FLAWLESS to pass rigid final inspec- 
tion at American-Standard — a name that’s synonymous with quality in the 
plumbing fixture field. 


To insure more perfect castings and fewer rejects, sand molds must come 
away clean from the patterns. Stevens Liquid Parting assures the best detail 
in final castings by completely covering the pattern with a tough, lasting film. 
For best casting detail, maximum number of molds per application and 
fastest, most economical mold preparation, start using Stevens Liquid Part- 
ing in your foundry operation now. See for yourself why it’s the world’s 


largest-selling Liquid Parting. Call your local Stevens representative or 
write for complete information. 


EVERYTHING FOR THE FOUNDRY 


~ fredericb.f STEVENS, inc. 


BUFFALO CHICAGO DETROIT CLEVELAND 


ETROIT 16, MICH, 
° INDIANAPOLIS MILWAUKEE NEW HAVEN SPRINGFIELD (OHIO) 


Circle 552 on Page 55 





Suvestigate these NEW 


Mold Handling 
Systems 


Unique and Practical 


"Double MLC" Mold Handling System 


Snap or tight flask molds are set out in outside position 
on the car, poured, and travel almost completely around 
the loop. They are then transferred automatically to in- 
side position on the cor, and continue around the loop 
again for automatic removal at the shakeout. These new 
systems provide almost twice the cooling time of a con- 
ventional mold conveyor carrying only a single line of 
molds; effecting substantial savings in floor space, 
equipment, building, and other facilities. 


"Double MRI" Mold Handling System 


Rectangular loop, consisting of two straight runs con- 
nected with a rotary turn and transfer car. Cars advance 
one cor length, then remain stationary for timed period 
FS so large molds can be loaded onto the conveyor, poured, 
F345H=+63 3 $3y-+EHE3 4 : | and the molds removed, while the conveyor is stationary. 

fo . z ; Molds are carried side by side on the cars and make 
oe ke es almost two complete trips around the loop, thus nearly 
ne doubling the cooling time per square foot of floor space, 


























"MEF" Mold Handling System Tn se ee 


Unlimited flexibility for jobbing foundries. The transfer : i 
car delivers pallets loaded with similar molds, to the 

pouring, cooling, and shakeout zones, and returns the | 
pallet with the bottom boards and bands—or flasks—to 
the molding area. Handling similar molds together permits 
molds for different castings to be kept separate, and even 
poured with different metals, without interfering with 
other groups of castings. Slow jobs do not hold up the 
fast jobs. Molding, pouring, cooling and shakeout are 
centralized, minimizing the equipment requirement, 



































































































































Write today for a copy of Bulletin No. 135. It gives full details 
about eight different types of Bartlett-Snow Mold Handling Systems. 


THE C. O. BARTLETT & SNOW COMPANY 


Designers, Engineers, Fabricators and Erectors of Foundry Equipment 


HOME OFFICE—CLEVELAND 5, OHIO © NEW YORK © DETROIT. © BUFFALO ¢ PHILADELPHIA 
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